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I’RKCACH TO Till- SECOND EDITION. 

In this edition ! have extruded certain sections of the book 
and re-writtm others, hi » as to bring it up to elate, I have also 
taken the <«p|»oiiumty t«» correct u number of errors which 
appeared in the First Kdition, Tlu: enormously rapid progress 
made in the technical developments of the subject in the last 
few years has made it more impossible than ewer to deal with 
thiil aspect of the subject matter in a hook of this size. 

(). W. R. 
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PRKFACK. 


It will be seen from the following pages that the subject of 
the emission of electricity from hot bodies is one which has 
made rapid strides in recent years. It will also he clear that 
this field of inquiry still suggests for investigation many in- 
teresting questions which are either of theoretical or of prac- 
tical importance. In dealing with the theory of the emission 
of electrons, one feels continually handicapped by the absence 
of a satisfactory and comprehensive theory of conduction for 
conductors of the metallic type. For this reason 1 have tried 
to make the treatment of this part of the subject as general as 
possible, and to reduce the part played by social theories to 
a minimum. Another difficulty lies in the interpretation of 
the facts bearing on the true nature of the contact potential 
difference between metals. In spite of a conflict lasting over 
a century, there still seems to be much room for difference of 
opinion here. This question is of fundamental im|>ortance in 
the interpretation of the theory of the emission of electricity 
from hot bodies. 

It has seemed undesirable to include in the book an ac- 
count of the numerous and important technical developments 
of the subject. Readers who are interested in these may, 
however, find useful the following list of references, arranged 
according to subjects Wireless Telegraphy and Telephony : 
Fleming, “ Instrument for converting alternating currents into 
continuous currents," British Patent, No. 24,850 of 1904; 
De Forest, “The audion detector and amplifier," " Electrician," 
Vol. LXXII, p. 285 (1913); Reisz, “A new method of 
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magnifying electric currents/* //'/#/ 1 Vol. I ,X X Il } p. 726 
(1^14); Langmuir, " The pure electron discharge and its 
applications in radio-telegraphy and telephony/' //hi/., Vol. 
I -XXV, p. 240 ( i m i 5 ) ; Armstrong, “Some recent develop- 
ments in the audion receiver/* //»/#/., Vol L X X V I , p. 708 
(lyid), I'tvtiuition of A Ravs : Coolidge, ** A powerful 
Roentgen-ray tula* with a pure electron discharge/' M Phys. 
Rev,/* Vol 11 , p. 400 (10M). iurfijiuition of Alternating 
turronis: Langmuir, loc, 4 it,; Hull, “A powerful source of* 
constant high potential/' M i'hys. Rev,/* Vol, VII, p. 405 
(H>tf»)* The EUi'trh' A pv : Mac Kay and Ferguson* 11 Arcs in 
gases between non* vaporizing electrodes/* //*/#/,, Vol VII, 
p. 4IO ( 1 01 fit. 

In the* last chapter I have included a brief account of the 
results of some experiments I have ret cully made on the 

electrons liberated by chemical action. Part of the cost of 
this investigation has been defrayed by a t iovriimient grant 
through the Royal S* « iety. 

For permission to publish certain of the figures I am in- 
debted to the Royal Society, to the Cambridge Philosophical 
Society, to the Amrtican Physical Society, and to the Pub 
Ushers of the " Philosophical Magazine 

Finally, I wish to express my thanks to Professor Nr wall 
for information tearing on the question of solar electricity 
considered on page 47, and to my wife and to Professor 
Holton fur assistance with the pi oof s, 

O. \V. RICHARDSON, 

Kim /s t on la * r , Lon no s , 

1 JA#r* t yin. 
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M A! N I . V tHJN.Mhl-HATtONH UI* A OI' M'KAL i'UAUXi 'IT H, 

N ATrui*; HI*' Til!*: f , n tx* » mi*:na. 

It is iiciI intended in this tnuik to give an account of nil the* 
electrical projicrtics of bodies whic h dejreud ujnm temperature. 
In fact, the scape of the honk is almost restricted to those 
phenomena which 1 have vent tiled to describe? by the term 
thermionic. As is well known, all substances become cast* 
dm tors of electricity at sufficiently high temperatures, Nut 
only in this the case, but solid ami liquid substance?* have the 
power of conferring the property of electrical comha tivity oil 
the space which surrounds them. In other words, a charge of 
electricity tends to leak away in an the surfaces of tKidies at 
high temperatures, In general this happens in u vacuum as 
well as when the bodies are surrounded by a gaseous a turns, 
pheie. 'The study of these thermionic elicits has led to many 
results of an interesting character, as we , shall .see, In pr«tc* 
tire it is often wdhtigh imjKissible to separate the purely 
thermal effects from those caused indirectly by other actions 
which are rondit ionnl by temperature, In fltis category 
effects due to t.ltemiia! action are t ojsspicuous* ( liirtly for 
this iraani I have added a chapter on loui/ation by Chemical 
Action. At the same time I have omitted to describe the 
interesting electrical properties ol flumes, a subject which 
might pci haps have been exjiectrd to fall within the seajie 
of the b«*ok» Those who are interested in flames will find 
an excellent account of their electrical properties in a recent 
work by II, A. Wilson 1 

1 ** Klrcimi*! ill lUftinr* ami «>l In* Jt»>cl«r<»£ftt l»y tl* A* 

Wilwm (f.owltm Univ«rMty i^o). 
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2 EMISSION OF ELECTRICITY FROM HOT BODIES 
Early Experiments. 

The subject under consideration is not entirely of re 
origin. In fact, it has been known for nearly 200 years 
air in the neighbourhood of hot solids has the power of . 
ducting electricity. Experiments on the subject were n 
by a number of physicists of the seventeenth century, inc 
ing Du Fay, 1 Du Tour, 2 Watson, 3 Canton, 4 Priestley, 6 
Cavallo. 6 The phenomena appear to have attracted 1 
further attention until the middle of the nineteenth cent 
when Becquerel 7 showed that air at a white heat was un 
to insulate under a potential difference of a few volts. Sc 
what later Blondlot 8 showed that the same was true < 
with a potential difference of 0*001 volt; he also found 
the currents did not obey Ohm's law. An important 
covery was made by Guthrie, 9 who showed that a rec 
iron ball in air could retain a negative charge but could 
retain a positive charge. At higher temperatures this d 
ence disappeared, electrifications of either sign being 
ducted away rapidly. This difference in the character o: 
discharge, according to the sign of the electrification, is s 
times described by the term unipolar and is of fundanr 
importance. 

A systematic investigation of the electrical effects prod 
by incandescent solids was begun by Elster and Geitel 10 £ 
1880. Their method consisted in heating various metal * 
by means of an electric current and examining the pote 
acquired by a neighbouring electrode under different di- 
stances. The hot wire was as a rule connected to the eai 

'“Mdmoires de l’Acad.” (1733). 

2 “ Mdm. de Math, et de Physique,” XI, p. 246 (1755). 

3 “ Phil. Trans.” abridge. Vol. X, p. 2g6 (1746). 

*Ibid., Vol. LII, p. 457 (1762). 

5 “ History of Electricity,” p. 579. 

6 “ Treatise on Electricity,” Vol. I, p. 324. 

7 “Ann. de Chimie et de Physique,” iii. Vol. XXXIX, p. 355 (1853). 

8 “ C. R„" Vol. XCII, p. 870 (1881) ; Vol. CIV, p. 283 (1887). 

B “Phil. Mag.,” iv. Vol. XLVI, p. 257 (1873). 

10 “ Ann. der Phys.,” Vol. XVI, p. 193 (1882) ; Vol. XIX, p. 588 (1883 
XXII, p. 123 (1884) ; Vol. XXVI, p. x (1885) ; Vol. XXXI, p. 109 (1887; 
XXXVII, p. 315 (i88g) ; “Wien. Ber.," Vol. XCVII, p. XX75 (1889). 
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pair of quadrants of an electrometer, the other pair being con- 
nected to the electrode, bet us suppose that the wire i$ 
maintained at a constant potential, and that all the quadrant* 
of the electrometer are connected together initially. In 
general* an electric current is thru flowing either from the 
hot wire to the electrode or vice versa* and when the quadrants 
are separated this cut rent will give rise to a deflection of the 
electrometer. The deflection will not increase indefinitely, 
however, since the charging tip of the electrode gives rise to 
a hack electromotive force which tends to stop the current. 
Ultimately a limiting potential is readied which is sufficient 
either completely to stop the current or to stop so much of it 
that the rest just makes up for any small losses which may 
arise from faulty insulation. "The determination of this limit- 
ing potential under a great variety of conditions was the chief 
object of umst of Kl*ter and f. kdtd‘s rK|>mm<mts. They 
found that, the magnitude and sign of the limiting potential 
varied greatly in different circumstances. With a platinum 
wire in air at atmospheric pressure this potential was positive 
at low teui|rratures and increased in magnitude as the tern- 
jierature was taised to a red heat, when a maximum value 
was reached. After passing this jxhnt the | agential fell al- 
most to zero at a white heat. At lower pressures the result* 
were similar, except that the limiting fsUcntiab after fussing 
the temperature at which it reached zero* was found to change 
sign and to acquire progressively increasing negative values m 
higher temperatures were reached The wires thus behaved 
as though they had a teudru* y to give off positive electricity 
at low temperatures and negative at high temj*rralures. At 
some intei mediate temperature equal amounts of each sign 
would be given off , no that the jMitential acquired by the 
electrode would be the same as that of the hot wire. The 
trmf*rrature at which the change front positive to negative 
took place was higher the higher the pressure of the air, and 
it was also higher for new wires than for wires which had 
hern healed for n long time. It depended also on the nature 
of the gas anti on the material of the wire. With platinum 
wires the phenomena in water vapour and the vajMiwrs of 
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sulphur and phosphorus were similar to those in air, but 
in hydrogen the electrode acquired a negative charge at all 
pressures up to and including atmospheric. With a copper 
wire in hydrogen, on the other hand, the electrode received 
a positive charge except when the pressure was quite low. 
Carbon filaments apparently gave rise to negative potentials 
under all circumstances. 

Branly 1 used a method which is in some ways the opposite 
of that ofElster and Geitel. Me measured the rate of leakage 
of electricity from an insulated conductor when placed in the 
neighbourhood of a hot body. In this way he obtained results 
in confirmation of those given by blister and Geitel for pla- 
tinum. He also found that the oxides of lead, aluminium, 
and bismuth, exhibited the opposite behaviour to that of 
various metals which had been tested ; since in air at a red 
heat they lost a negative charge but not a positive charge. 

An effect which occurs in electric lamps and was first 
observed by Edison is related to these phenomena. If an 
independent electrode is mounted in an incandescent lamp 
and arranged so that it can be connected through a galvano- 
meter to either of the outside terminals of the lamp, a current 
is found to flow through the galvanometer when the connexion 
is made to the positive terminal but not when it is made to 
the negative terminal. A large number of experiments bear- 
ing on the question were made by 1 'recce 3 and Fleming. 3 
Fleming showed that the effects could be explained on the 
view that there was a vigorous emission ui electricity from 
the negative end of a carbon filament even in the best jiossthie 
vacuum. This conclusion was also in agreement with the 
earlier observations made by blister anti Clcite! in their ex- 
periments on carbon filaments. 

Tati Thkorv oh Uix\ 

During the period which has just been under consideration 
the development of the subject was seriously bandit appeal by 

U ‘C. R.,” Vol. eXtV, p. m t (tKq.!). 

3 “Roy. Soc. Proc.,” Vol. XXXVIII, p. m (»«#*). 

‘Ibid., Vol. XLVII, p. iiff (thtjo); “ Phil. Mag.," Vol. XI. It, p. jr 
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e absence of any satisfactory theory to indicate the im- 
►rtant lines of experimental investigation. This want was 
-rtially met, at the close of the nineteenth century, by the 
r pothesis which attributed the conduction of electricity by 
^ses to the motion, under the influence of the electric field, 
uiinute electrically charged particles or ions. Stimulated 
the discovery of the Roentgen and Becquerel rays this 
■pothesis in the hands of Sir J. J. Thomson rapidly de- 
loped into a coherent theory capable of embracing all the 
own facts of gaseous discharges and of predicting many new 
enomena hitherto unsuspected. Those who had studied 
5 question felt that there was a definite connexion between 
~ phenomena exhibited by gases when ionized, or made 
conduct, under the influence of the Roentgen rays and 
aer agencies, on the one hand, and the effects described in 
- last section on the other. In fact, the view of those 
ects which seems to have received most support at this 
ie was somewhat as follows : It was supposed that there 
.s some kind of interaction between the metal and the sur- 
anding gas which resulted in the ionization of the latter. 
lc unipolarity of the currents was explicable as arising 
her from the difference in velocity of the ions of opposite 
n or from a difference in their chemical affinity for the hot 
;tal or, possibly, from a combination of these causes. On 
:h a view the detailed investigation of the mechanism of the 
ctrical conductivity and the determination of the nature of 
; ions became of the utmost importance. 

OPERTIES OF THE GASES DRAWN AWAY FROM THE 

Neighbourhood of Incandescent Bodies. 

The nature of the electrical conductivity exhibited by gases 
iwn from the neighbourhood of hot wires was investigated 
McClelland . 1 In many respects the phenomena were found 
be similar to those exhibited by gases which had been 
posed to the action of Roentgen or Becquerel rays. Thus, 
examining the relation between the current and the applied 

lu Phil. Mag.,” Vol. XL VI, p. 29 (1899); “ Camb. Phil. Proc.,” Vol. X, 
41 (1899); Vol. II, p. 296 (1902). 
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electromotive force, between suitable electrodes immeiscd in 
such gases, McClelland found that for sufficiently small dif- 
ferences of potential the currents were proportional to Un- 
applied potential differences. As the potential differences 
increased, the rate of increase of the current fell oil until finally 
a stage was reached when the current acquired a constant 
maximum value independent of further increase in the potential 
difference. In these experiments the gases were allowed to 
stream at a constant rate through the testing vessel, and the 
maximum or saturation current was interpreted as indicat- 
ing that all the ions present in the gas at entering, the vessel 
were drawn to the electrodes by the electric field. This in- 
ference was established by allowing the gas to pans into a 
second testing vessel, when its conductivity was found to have 
disappeared. In these respects the gases resembled those 
which had been exposed to Roentgen rays and other ioni/.iug 
agents. There were, however, important differences. l-ur 
example, the properties of the gas depended to a very large 
extent on the temperature of the hot wire. With the wire 
at a dull red heat the gas drawn away would discharge a 
negatively charged conductor hut not one which was positively 
charged. At sufficiently high temperatures charges of cithrr 
sign were discharged with about equal facility. It thus 
appears that at low temperatures the ions drawn away from 
the hot metal are all positive, whereas at higher temperatures 
ions of both signs are present in amounts with h, if not equal, 
are at any rate comparable with one another. These observa- 
tions are at once seen to be in agreement with those recorded 
by Elster and Geitel. McClelland observed the excess of 
positive ionization at low temperatures with wires of platinum, 
iron, German silver, and brass, and with carbon dioxide as 
well as air. 

McClelland also measured the mobility of the ions, i.e. 
their velocity of drift under a unit electric field, The gas 
was allowed to flow at a known rate down the annular region 
between two coaxial circular cylinders maintained at a given 
difference of potential. The fraction of the total number of ions 
present collected by a known length of one of the cylinders was 



CONSIDERATIONS OF A GENERAL CHARACTER 7 

measured. From a knowledge of this fraction, which obviously 
increases with the mobility of the ions, the value of the mo- 
bility can be deduced. It was found to be about 20 per cent 
greater for the negative than for the positive ions. The abso- 
lute values were comparable with *04 cm. per sec. per volt/cm., 
and were thus much smaller than those for the ions generated 
by Roentgen rays (about 1*5 cm. sec. -1 per volt cm." 1 ). 
Moreover, they were not constant but diminished as the dis- 
tance travelled by the gas from the hot body increased ; that 
is to say, the mobilities diminished with lapse of time and as 
the gas became cooler. The mobilities were also found to be 
diminished when the temperature of the wire was increased. 
The last effect is usually attributed to the loading up of the 
ions by the particles sputtered from the hot metal, as sputter- 
ing is known to increase rapidly with rising temperature. 
Cooling the gas will tend to facilitate the condensation of 
vapours on the ions, if any vapours are present, and lapse 
of time will diminish the average mobility of the ions owing 
to recombination, since the slower ions also recombine more 
slowly. 

These experiments showed that the currents through gases 
drawn away from the neighbourhood of hot bodies were 
carried by ions. They did not, however, throw much light 
on the processes by which the ions originated in the first 
instance, nor, since the properties of the ions under examina- 
tion were clearly changing as they were carried away from the 
hot body, could the nature of the ions first formed easily be 
inferred from those of the ions under investigation. These 
problems were solved by experiments of a different character. 

The Specific Charge (e/m) of the Ions. 

The nature of the negative ions emitted by hot bodies in a 
gas at a low pressure was discovered by J. J. Thomson, 1 who 
measured the ratio e/m of their electric charge e to their mass 
m. Thomson's experiments were made with carbon filaments 
and the method employed was as follows : A straight filament 
arranged to be heated by an electric current was mounted 
1 “ Phil. Mag.,” Vol. XLVIII, p. 547 (1899). 
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parallel to and immediately in front of a metal plate A with 
which one end of the filament was electrically connected. A 
second insulated plate B was mounted parallel to A and was 
connected to the insulated quadrants of an electrometer. The 
filament was thus in the space between the two plates, which 
were maintained at a difference of potential V = Xd , where 
X is the electric intensity and d the distance between the 
plates. The plates and filament were enclosed in a glass tube 
which was exhausted until the pressure of the enclosed gas 
was so low that the mean free path of the gas molecules was 
greater than the distance between the plates. If the mean 
free path is large compared with the distance between the 
plates, the influence of the gas molecules on the motion of 
the ions can be disregarded. The tube was placed between 
coils carrying an electric current, so that the plates lay in a 
uniform magnetic field H whose direction was parallel to that 
of the length of the filament. The ions starting from the 
filament were thus subjected to the action of a uniform electric 
field perpendicular to the plates, and of a uniform magnetic 
field parallel to the length of the filament. If the plate A lies 
in the planer = o and the axis of ^ is taken to be parallel to 
the magnetic intensity H, then Thomson 1 showed that the 
* and y co-ordinates at time t of an electrified particle, start- 
ing with zero velocity from the plane .*• = o at the instant 
/ = o, would be given by 


x = 


y = 


— ™ i 


mX 
e~H 2 
m X f e 
€ 




m 



oo 

(O 


where m is the mass and e the charge of one of the particles. 
By eliminating t the equation to the path can be obtained. It 
is found to be a cycloid in the plane perpendicular to the 
magnetic force. The greatest distance d which the particles 
are able to travel from the plane = o is determined by the 
equation 


d = 


m X 

Iff 


( 3 ) 


I Cf. J. J. Thomson, 
2nd edition. 


“ Conduction of Electricity through Gases,” p. 112, 
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Under these conditions, i.e. if the wire is taken to be coinci- 
dent with the front of the plate A, the current received by the 
plate B will depend on the value of X/H 1 2 . If X/H 2 is less 
than edfetn, none of the ions emitted by the filament will 
reach the plate B, whereas if X/H 2 exceeds edj 2 m all of 
them will arrive at B. There is thus a critical value of 
X/H 2 for which the current from A to B jumps from zero to 
the maximum value. If (X/H 2 )c denotes this critical value 
evidently 



In actual practice the current does not jump with the 
suddenness required by this theory. With very small values 
of X/H 2 the current is practically zero. In fact, recent ex- 
periments by Owen and Halsall 1 and by the writer 2 show 
that with a number of metals and under the best conditions 
the current at this stage is well under one-thousandth part of 
the maximum value. This state of affairs persists until at a 
certain stage the value of the current begins to rise with in- 
creasing X/H 2 . The rate of increase of the current is small 
at first, rapidly becomes greater, and then falls off again ; so 
that ultimately the current exhibits a slow asymptotic ap- 
proach to the final maximum value appropriate to large 
values of X/H 2 . This divergence between theory and ex- 
periment is probably to be attributed to the fact that the 
ions do not set out from the hot body with zero velocity. 
We shall see later that at the moment of liberation the dif- 
ferent ions set out with velocities which extend over a wide 
range of values. 

Although this lack of sharpness rather restricts the ac- 
curacy of this method of measuring e/m, the values given 
by it were quite exact enough to settle the nature of the 
negative ions. The value given by Thomson’s experiments 
was e/m = 87 x xo 6 in E.M. units. This number agreed 
quite well with the values which had been obtained shortly 

1 “ Phil. Mag.,” Vol. XXV, p. 735 (1913). 

2 Ibid., Vol. XXVI, p. 458 (1913). 
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before by Thomson and by Wiechert for the cathode rays, 
by Lenard for the Lenard rays, and by Thomson for the 
negative ions liberated from metals by the action of ultra- 
violet light Before these experiments were made, the 
greatest value of ejnt with which we were familiar was that 
for hydrogen, the lightest chemical atom, in electrolysis. The 
value for hydrogen is 9*^49 * i^ E.M. units. I he value 
found for the negative ions coming from the carbon filament 
was thus about 900 times as large. The importance of these 
experiments can hardly be over-estimated. Taken in con- 
junction with other experiments which served to establish the 
view that the charge e carried by these ions was the same as 
that carried by a monovalent atom in electrolysis, they showed 
that the negative ions now under consideration were particles 
of much smaller mass than the chemical atoms. In other 
words, they proved that the carriers of negative electricity 
from hot bodies were the negative electrons which are now 
believed to form an important part of the structure of all 
chemical atoms. 

Later experiments have confirmed these conclusions and 
extended the list of substances investigated. Owen 1 using 
a method similar to Thomson's found the value e[m » 5-65 
x io 6 for the negative ions coming from a Nernst filament. 
Wehnelt 2 found that for the negative ions emitted by a 
speck of lime on a hot platinum cathode the value of ejm 
was 1*4 x io 7 . His method was different from Thomson's. 
He showed that when a speck of lime was placed on a hot 
platinum cathode it formed the source of an intense beam 
of negative ions. The path of this beam was made visible 
by the luminosity it caused in the surrounding gas. The 
experiment was arranged so that practically all the fall of 
potential in the tube occurred close to the cathode, the rest of 
the track of the ions being almost free from the influence of 
the electric field. A uniform magnetic field IT was then ap- 
plied, so that the lines of force were parallel to the surface of 
the cathode and thus perpendicular to the direction of pro- 

1 “ Phil. Mag.,” vi. Vol. vnr, p. 230 (1904). 

a “ Ann. der Phys.,” Vol. XIV, p. 425 (1904). 
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jection of the ions. Under these conditions the path of the 
ions is a circle of radius 


r 


m v 

TH 


( 5 ) 


in a plane perpendicular to the magnetic intensity, v the 
velocity of projection of the ions is given by the equation 
i mv 1 = Ye, where V is the applied potential difference; so 
that 



The radius r of the path of the ions was measured by photo- 
graphing the luminous track. The writer, 1 using a method 
which will be described later, 2 found the following values of 
e/m for the negative ions emitted by hot bodies : for platinum 
1*45 x io 7 and for carbon 1-49 x io 7 . It is probable that 
the differences between the values of e/m found by all the 
foregoing observers are due to errors of experiment and that 
all the values are too low. 

More recently a very accurate investigation has been 
published by Bestelmeyer, 8 who used an improved form of 
Wehnelt’s method. He found e/m = 1766 x io 7 E.M. units. 
This result is to be regarded as of a far higher order of ac- 
curacy than any of the preceding ones. It is unlikely to be 
in error by as much as 0*5 per cent. An entirely different 
method which preliminary experiments indicate to be capable 
of high accuracy has recently been developed by Langmuir 
and Dushman. 4 

The value of e/m for the positive ions emitted by hot 
bodies also was first measured by Thomson. 5 The results 
of the researches in this direction will be considered at length 
later. 6 At present we shall content ourselves with the general 
statement that for the positive ions the values of e/m have 


1 “ Phil. Mag.,” vi. Vol. XVI, p. 740 (1908). 2 P. 196, chap. vi. 

3 “Ann. der Physik,” iv. Vol. XXXV, p. 909 (1911). 

4 “ Phys. Rev.,” ii. Vol. Ill, p. 65 (1914) ; Vol. IV, p. 121 (1914). 

6 “Conduction of Electricity through Gases,” p. 217, 2nd edition (Cam- 
bridge, 1906). 

6 Chap. vi. p. 194; chap. vni. p. 261. 
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always been found to be as small as those occurring in elec- 
trolysis. This shows that the positive ions liberated by 
hot bodies are invariably structures of atomic or molecular 
dimensions. 


General Experimental Methods. 

The methods used in investigating the dependence of 
thermionic currents on various physical conditions, such as 
the temperature of the hot body, and the pressure and nature 
of the surrounding gaseous atmosphere, naturally depend to a 
considerable extent on the properties of the substance under 
examination. For those substances which are available in the 
form of wires or filaments, and which conduct electricity, as 
well as for numerous other substances which, owing to the 
magnitude of the effects to which they give rise, can be tested 
in the presence of a hot metal on whose surface they are de- 
posited, an electrical method of heating is most convenient 
Numerous experiments made on different substances, and by 
various investigators, show that there is no considerable differ- 
ence in the observed effects which arise from the employment 
of an electric current as the heating agent, as compared with 
those which arise when other methods of heating are used ; 
provided the same temperature is attained, and the other 
physical conditions are identical. Perhaps the most convincing 
evidence in this connexion is furnished by some ex|«rimcnts 
made with lime-covered cathodes by Krcdenhagcn , 1 who, after 
setting out to prove the contrary proposition, finally concluded 
that the method of heating made no difference. No doubt the 
electric and magnetic fields due to the heating current do influ- 
ence the motion of the ions to some extent, but the effects 
thereby arising are usually not of serious importance unless 
very large currents are employed . 2 

The essential features of the type of apparatus most gener- 
ally serviceable are exhibited in Fig. i. The filament A to be 
tested is welded to stouter leads B and C. These in turn are 

Phys. 2e its.,” Jahrg. I3 , p. 539 (igw) ; “ Leipdge Her.,” Vol. LXV, 

P- 55 (m3). 

2 See, however, p, 61. 
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welded or hard soldered to platinum wires sealed into the 
glass bulb D. A lies on the axis of a cylindrical electrode E 
of metal foil, or, preferably, gauze supported by the sealed-in 
lead F. The tube H enables the bulb to be exhausted and 
sealed off or connected to the apparatus for supplying various 
gases, measuring the pressure, etc. The precise construction 
of such a bulb depends on the nature of the substance A ex- 
perimented with. If A is a platinum wire then all the metal 
parts inside the bulb are best made entirely of platinum. The 
whole apparatus can then be thoroughly cleaned with boiling 
nitric acid and distilled water. Tungsten 
filaments may be clamped, or electrically 
welded in an atmosphere of hydrogen, to the 
stout leads which may be of iron or copper. 

Carbon filaments have to be joined with 
paste as in constructing incandescent lamps. 

Most other materials are to be welded to 
the supports if possible, otherwise hard 
soldering may be employed. In experi- 
ments of this character it is often of the 
utmost importance not merely to secure 
the chemical purity of the materials used, 
but to make sure that not even the smallest 
traces of gases are liberated in the bulb 
during the course of the experiments. The 
best way of accomplishing this is to heat the 
tube D to a high temperature whilst it is exhausted by a 
Gaede pump, assisted by a liquid air and charcoal condenser. 
Meanwhile the wire A is glowed out electrically, and, in order 
to drive every trace of gas out of the cylindrical electrode E, 
it is desirable that this should be heavily bombarded by 
cathode rays, obtained by applying a high negative potential 
to A. To maintain the tube D at a high temperature without 
its collapsing under the external pressure during the exhaustion, 
it should be heated in a vacuum furnace. A suitable form of 
furnace 1 may be constructed with a heavy water-jacketed brass 



' A 





1 Cf. I. Langmuir, U.S. Patent 994,010. 
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base provided with holes for the tube II and the leads B, 
C, and F. The holes can be made airtight with glass and 
sealing-wax, and an additional hole for the insertion of a 
platinum thermometer or thermocouple is desirable. On tine 
base rests a large cylindrical brass bell jar, the line of contact 
being made airtight with a rubber gasket. 'Flu* brass cylinder 
is balanced by weights attached to ropes passing over pulleys 
so that it can easily be moved up and down. The furnace 
itself is inside the brass cylinder, and rigidly attached to it. 
It consists, starting from the inside, of a vertide cylinder of 
some non-oxidissable metal such as monel metal or nickel ; 
this is insulated by a layer of mica, over which is a winding 
of nichrome strip having a suitable resistance and current- 
carrying capacity. Between the nichrome winding ant! the 
outer brass cylinder is a thick packing of fireclay and asbestos. 
The leads to the nichrome strip and the exhaust can be let 
in through the cover of the brass cylinder. This, a s well as 
the brass base, should be water cooled. With such an arrange- 
ment, with the furnace exhausted to a pressure of about; i cm., 
the experimental bulbs can be exhausted for several days lit a 
temperature of about $ 70 " C without collapsing. A vacuum 
furnace of this type in actual operation is shown in Fig. 

A method commonly employed, especially in the manu- 
facture of commercial electron devices, is to heat the tube to 
about 400*’ C. in an ordinary furnace and the electrodes to a 
much higher temperature by intense electron bmibardment. 
The gases evolved are not allowed to accumulate but are 
removed by the use of very rapidly acting pumps such as 
mercury vapour pumps. The bombardment is stopped from 
time to time to allow the evolved gases to be carried away. 
The disadvantage of this method is that some of the material 
of the cathode filament is apt to be consumed by the gases 
evolved during the exhaustion process. 

Many experiments can be made without taking these 
elaborate precautions, but we shall see later 1 that if we wish 
to be sure of obtaining the effects which are characteristic 


1 See chap*, m. and iv. 
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of the pure metals in the absence of n gaseous atmosphere we 
cannot afford to dispense with the manipulation just described, 

Until the last lew years the McLeod gauge has been 
exclusively relied on for tin* measurement of the small gas 
pressures dealt with. The McLeod gauge is satisfactory down 
to pressures in the neighbourhood of to ? mm, if the sur- 
faces of the glass and mercury are clean and well dried by 
phosphorus pentoxide and if a liquid air trap is maintained 
continuously between the gauge and the rest of the apparatus 
to prevent access of mercury vapour front the gauge to the 
latter. This is sometimes a tiresome limitation and in any 
event the McLeod gauge is slow in its action. For these 
and other reasons there is at present it tendency to replace 
it by two different types of manometer, particularly in work 
at the lowest attainable pressures, which are of the order 
jo * J to to o mm. The first of these* is the radiometer gauge 
invented by Kuudseud In this instrument the deflex Ln of 
a delicately-suspended vane is measured due to bombardment 
by molecules of the gas recoiling from fixed parallel platinum 
strips which can lie heated to various temperatures, The 
advantages of this instrument lie in its wide range of sensi- 
bility, quickness of action, and the fact that the pressures 
can Ik: calculated from the dimensions of the apparatus and 
the knowledge of the nature of the gas present without 
specially calibrating the instrument. The second device h 
the ionization gauge. Although considerably older as a de- 
vice for detecting small quantities of gases in vacuum tube*, 
its specific development as a pressure gauge is due to Buckley, ’ J 
This device consists of an electron emitting cathode which we 
shall take to be at zero potential, an anode lit a jimittve 
potential considerably in excess of the ionizing {Hgential of 
the gas (for example, at a potential of .son volts), and a third 
electrode at a small negative potential (for example, 10 volts), 

1 ** Amt, tic i VVtl. XXX ft, ji tk*j (ttjtti) * V»t, Xt.tV, jv foil#) ; 

i,:f, Am* WtMKtfmv, 11 Mcv,/* Vwl. Vi, js 4*1* f 1*4141, ami S hrr mm «i, " l*hy», 
Itcv./* Vtil, XI, $*, 44 1 f 

1 *' !*»«:. Km, Acad. HO.,** Vtil. gXVIII, j». 4 (1*417); *;f, Ami tlmhmmt amt 
Foiiiitl, I’hy*. Kav.g 1 V«t, XV, ji, m (igm) 
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If there is any gas present in the device it is ionized by the 
electron stream in the mam discharge from anode to cathode 
and the positive ions produced flow towards the third electrode. 
The current in a line joining the third electrode to the cathode 
is jointly proportional to the gas pressure and to the current 
in a line joining cathode and anode. Thus the ratio of the 
two currents is equal to a constant multiplied by the gas 
pressure for a given structure and voltages, Wehuelt cathodes 
are in general more suitable than tungsten filaments as the 
latter attack and “clean up” all gases except those of the 
argon group. The advantages of this device are its wide 
range of sensibility, convenience, rapidity of action, and 
robustness. It requires a preliminary calibration at a known 
pressure. Strictly speaking, it measure* the munhrr of mole- 
cules per c.c. and not the pressure. This is an advantage for 
many purposes. 

Almost all the phenomena under consideration are very 
sensitive to small changes in temperature ; so that even when 
it is not necessary to know the actual temperature of the 
filament A it is essential that it should not vary A very 
sensitive temperature control is provided by a method which 
involves the measurement of the resistance of the filament. 
For this purpose, in carrying out the tocperiinetiU, the filament 
is made to form one arm of a Wheatstone h bridge which is 
actuated by the battery supplying the luxating current. “The 
arrangement of apparatus for measuring the thermionic current 
which flows from the filament A to the cylinder E is shown 
diagrammatically in Fig. 3. K, L, and M are the three other 
resistances which form the arms of the Wheatstone's bridge, 
the bridge galvanometer G being provided with the key N„ 
The main heating current is supplied by the battery V and 
regulated by the system of rheostats Q, R, S, In these ex- 
periments a very fine adjustment of the current is necessary. 
This is supplied by placing two of the rheostats R and S in 
parallel. Then if, for example, the total resistance of R is 
very much larger than that of S a displacement of the slide 
wire of R will make very little difference to the total resistance 
of the combination R, S. In this way any degree of fineness 
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of regulation is obtainable. Since A is to be heated to a high 
temperature it is necessary that a large current should flow 



Fig. 2. 





18 EMISSION OF ELECTRICITY FROM HOT tti'IUKS 

magnitude with A, and capable of carrying a large current 
without heating. If then Kami 1, are both large compared 
with M and A, practically all the current will flow down the 
arms M, A, and the arms K, L will not be in danger of over- 
heating, even when the bridge is adjusted. Although there 
is a great disparity in the resistances of adjacent arms of 
the bridge this arrangement is a very sensitive tcni{>era- 
ture indicator on account of the very large currents which 
flow down the arms A, M. In making observations at a 
constant temperature the bridge is adjusted initially and the 
galvanometer spot is kept on the zero subsequently by altering 
the controlling resistances (J, R, S. It is desirable to provide 
a shunt for the bridge galvanometer G as the t urreuts t hrough 
it may be quite large before the final adjustments are made. 

In order to measure the thermionic current the cylinder K 
is connected to a point V in the heating circuit through the 
battery U, the switch T, and the current measuring instrument 
C. The battery U is required, in general, to diive the ions 
across the gap AK. The nature of C depends on the mag- 
nitude of the currents to he measured, If these are large an 
ordinary galvanometer or even a millaminetcr may be used, 
but for the small currents obtainable at low let nj>crat tires an 
electrometer has to be employed. The writer ha-, found* a 
very convenient and universal arrangement to consist of a 
quadrant electrometer set up so that various capacities or 
resistances can be thrown in across the quadrants. For the 
smaller currents the time rate ol deflexions are then measured 
either with or without additional capacity across the quadrants, 
hor the larger currents the steady deflexions across the re- 
sistance arc observed. 

bor measuring the temperatures o| the filaments various 
methods have been employed, For those materials, such as 
platinum and tungsten, whose resistance as a function of 
temperature is known with sufficient accuracy it is most con- 
venient to deduce the temperatures directly from the measured 
values of the resistance. For exact work it is necessary to 


'“Phil. Mag,, 1 ’ Vol. XXl!,|., 6 7 j ( W «), 
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take account of the fact that the temperature falls off towards 
the each of the filament* ami is uniform only in the middle. 
This difficulty ran he overcome if the cylinder K is divided by 
horizontal sections into three separate parts, the upj*er and 
lower cylinders then functioning as guard rings. It is also 
important that the resistance-temperature calibration should 
he made mater the conditions of temperature* distribution 
obtaining in the experiments, This can be secured by placing 
minute fragments of salts of known melting-point cm the 
central portion of the wire or filament after it has freen removed 
from the experimental tube, The wire is then heated electri- 
cally in a suitable atmosphere and the resistance at which the 
salts melt determine*!. The observation of the melting of the 
suits is made with a low power microscope. It is desirable 
that some of the salts chosen should have their mdting»jwnnt.s 
in the temperature region under investigation. The pieces of 
salt should he very minute, otherwise their temperature will 
not be the same as that of the filament on which they are 
placed. In some cases small bits of fine metal wire or foil can 
be used instead of salts. A list of fixed temjHTatures which 
are often useful in this kind of work is given in the following 
table. The melting point of tungsten is the result ot an ac- 
curate determination by Langmuir 1 ami that of molybdenum 
is due to Mendenhall and Forsythe , 11 The remaining teffijwa* 
t ures above the rndting-poiiit of iron (1503” C.) are taken 
from the 11 Keettdl de Co nstntite* I # hysiijues, M published by 
the French Physical Society in iptj, the others are taken 
hum a list of reliable fixed points supplied by Dr, jk A. 
Darker to the Cambridge Stir at if i* Instrument Compatiy 

ill- VtnllgfMjf, 

y*|t*i#t hydrogen 4 it 3 

„ tn*y||c#i . ila 

*c;«? m 

fltiiMo# jmiti* of wairr at 7 fH» mm*. f»rri»«tiv«? , . too 
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Temperature of— 

Boiling-point of sulphur at 760 mms. pressure . 

Degrees Centigrade. 

445 

Melting-point of aluminium .... 


057 

» 

of sodium chloride 


800 

a 

of silver (in air) .... 


955 

>» 

of silver (in reducing atmosphere) 


962 

tt 

of gold 


1064 

J} 

of K 2 S0 4 


1070 

a 

of nickel 


1427 

ji 

of iron 


1503 

tt 

of palladium .... 


1542 

a 

of platinum 


1755 

tt 

of zirconium .... 


235o 

it 

of iridium 


2360 

„ 

of molybdenum . 


2535 

11 

of tantalum 


2798 

1» 

of tungsten 


3267 ± 30 


The resistance method of deducing the temperature ] 
the advantage that it does not introduce any complicate 
into the experimental bulbs. On the other hand, it of 
involves a separate research into the resistance-temperat 
relations of each substance investigated, and moreover, 
resistance of some substances is not a sufficiently defir 
or sensitive function of temperature. The method of m 
general applicability is the thermocouple, but this is diffic 
to employ in the case of fine filaments on account of the lo 
reduction of temperature caused by its presence. In a 
event the thermocouple should be made of very fine w 
and a calibration under conditions as near as possible to 
experimental should be carried out, as with the resistai 
method The couple should be welded to the centre of 
hot wire if this is possible, or it may be cemented with f 
tinum chloride solution, afterwards converted into platin 
by heating. 1 For temperatures up to about 1500° C. couj 
of platinum and the alloy 90 per cent platinum +10 per c 
rhodium are satisfactory. For still higher temperatures i 
probable that tungsten-molybdenum couples could be used 
Where these electrical devices are inapplicable, opti 
methods may be employed. The easiest of these meth< 
is to compare the intrinsic brightness of the filament w 

3 Deininger, “ Ann. der Phys.,” iv. Vol. XXV, p. 292 (1908). 
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that of a second filament, used as an intermediate standard, 
whose brightness is regulated by controlling the power sup- 
plied to it. The intermediate standard is finally calibrated 
against a surface of the same material heated in a furnace 
to known temperatures. Up to the present optical methods 
have not been much used in this kind of work. 

The writer 1 has pointed out that some of the thermionic 
properties of bodies are well adapted for development into 
thermometric methods at high temperatures, but various 
causes have retarded their successful exploitation up to the 
present. 

As an illustration of the application of the thermocouple 
method reference may be made to an apparatus used by Dein- 
inger . 2 This apparatus represents several variations from 
Fig. i f which are of advantage for special purposes. The 
upper lead B of Fig. 1 is bent round inside the bulb so as 
to pass downwards outside the cylinder E and come out of 
the bottom of the bulb alongside C. The two leads of the 
thermocouple are also brought down to the bottom of the 
bulb. All four leads are mounted in a stopper which is 
fitted to the bulb by a mercury-sealed ground glass joint. 
The cylinder E is provided with a vertical slit through which 
the wire A can pass. Thus the whole system of filament 
and thermocouple can be withdrawn from the apparatus. 
In order readily to interchange the filaments the welded 
joints between A and B and A and C respectively are 
replaced by small screw clamps. This type of arrangement 
has obvious advantages where it is desired rapidly to change 
the material under investigation. On the other hand, it has 
not been found feasible, up to the present time, completely 
to eliminate traces of gas from apparatus containing greased 
ground glass joints ; if sealing-wax and high speed pumps are 
used, however, this difficulty can be overcome. 

A convenient arrangement for making rapid qualitative 
tests of the sign of the ions emitted by hot wires has recently 

1 “ Phys. Rev.,” i. Vol. XXVII, p. 183 (1908). 

3 “ Ann. der Phys.,” iv. Vol. XXV, p. 288 (1908). 
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been described by Hopwood. 1 This consists in bring- 
ing an electrically-charged rod near a long loop of the 
electrically-heated wire which is connected to earth. The 
loop will only be deflected provided it does not emit ions 
of the sign opposite to the charge on the rod. 

Relation between the Currents and Electro-Motive 
Force and Gas Pressure. 

The first experimental investigation of this question was 
made by McClelland 2 with an arrangement similar to Fig. i 
in its main features. In all these experiments the tempera- 
ture of the filament is kept constant and the general character 
of the results to be described is independent of the nature 
of the material used, provided that the filaments have been 
heated for a considerable length of time (see pp. 66 and 199). 
At pressures comparable with atmospheric the relation between 
the current and the difference of potential maintained be- 
tween the filament and the cylinder is similar to the left-hand 
half of the curve shown in Fig. 4 , although this figure actu- 
ally refers to another case. With low voltages the current 
is proportional to the applied potential difference, but as the 
potential difference increases, the rate of increase of the 
current gradually falls off until finally saturation is attained 
There is thus a definite limit to the number of ions liberated 
by the glowing filament in unit time. In air at low tempera- 
tures this description applies only when the filament is posi- 
tively charged ; there Is no appreciable current when the wire 
is charged negatively. At higher temperatures similar results 
are obtained whether the filament is charged positively or ne- 
gatively, the ratio between the saturation current with the wire 
negative and that with the wire positive increasing continuously 
with rising temperature. In these respects the observations 
agree with the earlier experiments described on page 3. 

With pressures of the order of I millimetre of mercury the 
current-E.M.F. curves were found to be entirely different, 

1 “ Phil. Mag.,” Vol. XXIX, p. 362 (1915). 

2 “ Camb. Phil. Proc. ” Vol. XVI, p. 296 (1901). 
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With the filament negatively charged there was no indication 
of saturation. The current in general increased more rapidly 
than the first power of the potential difference. The effects 
observed with a positively charged wire at these pressures are 
exhibited in Fig. 4, which actually refers to this case. At 
intermediate voltages there is evidence of saturation, but this 
stage is succeeded by a stage in which the current again in- 
creases with rising potential difference. 

McClelland showed that these phenomena could be ex- 
plained in a general way on the hypothesis that the ions 
liberated at or near the surface of the filament were able, 
under the accelerating influence of the electric field, to produce 
new ions by impact with the neutral molecules with which 



Fig. 4. 

they collided. In the case of the positive ions this increase 
in the current due to ionization by impact did not begin to 
make itself felt, in the example shown in Fig. 4, until there 
was a difference of potential of over 200 volts between the 
electrodes. The existence of saturation with lower potentials 
showed that all the ions initially liberated were being collected 
by the cylinder, and, as the current was independent of the 
electromotive force in this region, there was no additional 
current depending on the energy of the impacts. The absence 
of saturation with the currents from the negatively charged 
wire makes it necessary to suppose that ionization by col- 
lision sets in before the stage at which saturation is reached. 
Thus the part a , b of the curve in Fig. 4 is missing when the 
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wires are charged negatively. Another consequence of this 
interpretation is that ionization by impact is effective with a 
smaller fall of potential for negative than for positive ions. 
The hypothesis of ionization by impact had previously been 
put forward by Townsend and J. J. Thomson to account for 
somewhat similar phenomena exhibited by other sources of 
ionization. McClelland's experiments seem, however, to have 
first indicated definitely that positive ions could give rise to 
new ions by collision. 

A more detailed examination of the relation between cur- 
rent, pressure, and electromotive force with negatively charged 
wires has been made by H. A. Wilson. 1 Some of the results 
obtained by Wilson at pressures ranging from 0*0036 mm. to 
760 mm. are shown in Figs. 5 and 6. If the increase of cur- 
rent beyond the horizontal line corresponding to the lowest 
pressure (0*0036 mm.) is due to ionization by collision, Wil- 
son showed that, according to Townsend's theory, 

, , V [ (NEjpa/V) log V a - (NEj?6/V)log & /a\ t-,\ 

lo g **/*«- / <» 

provided V/palog h j a is greater than 200. In this equation 
n b is the number of negative ions which reach the cylinder in 
unit time, n a is the number emitted by the hot wire (of circular 
section) in the same time, V is the applied potential difference, 
p the gas pressure, b the radius of the cylinder, a , that of the 
wire, N the number of ionizing impacts per moving ion per 
cm., and E the potential fall necessary to acquire the ionizing 
energy (ionizing potential). This formula was found to re- 
present the experimental results satisfactorily, with N = 3 *04 
and E = 17*7 (volts). The values of the constants are in 
satisfactory agreement with those deduced by Townsend from 
experiments with ionized air at ordinary temperatures, when 
allowance is made for the difference in the number of mole- 
cules in unit volume of a gas at a definite pressure due to 
change in temperature. The results point to the rather im- 
portant conclusion that ionization by impact depends solely 

Phil. Trans., A.,” Vol. CCII, p. 243 (1903). 
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on the nature of the molecules, and their distance apart, and 
has nothing directly to do with the temperature of the gas. 


Referring to Figs. 5 and 6 , we see that both at very high 
and at very low pressures the current is independent of the 
150 , 



electromotive force except at the lowest voltages. In the 
former case the molecules are so crowded together that the 
ions never move freely long enough to acquire the energy 
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necessary for impact ionization : in the latter case there are: no 
molecules to collide with. Thus ionization by collision will 
occur only over an intermediate range of pressures whose 
tent is determined by the magnitude of the applied potential 
difference. In fact, if we maintain a constant potential on the 
filament, and gradually increase the pressure, starting from 
zero, the current will increase to a maximum value, and then 
fall off again. This experiment was made by Wilson, who 
showed that the pressure for the maximum current agreed 
with the value calculated from equation (7). 

A series of observations of the relation between the currents, 
with the wire positively charged, and the electromotive force, at 
different pressures, was made by the writer, 1 using a platinum 
wire in an atmosphere of oxygen. The curves are similar to 
those shown in Figs. 5 and 6, except that, at a given pressure, 
the potential difference at which ionization by collision begins 
to make itself felt is much higher than when the wire is charged 
negatively. The increase of the current to a maximum 
value at intermediate pressures when the applied potential dif- 
ference was kept constant was also observed when the wire 
was charged positively. These results could be explained by 
the theory of ionization by collisions on the assumption -that 
positive ions, as well as negative, were effective, and led to an 
estimate of the magnitude of the ionizing energy for the posi- 
tive ions from hot bodies similar to that which had been de- 
duced by Townsend for the positive ions set free in gases by 
other agencies. 

Recent experiments by Pawlow 2 and by E. v. Bahr and 
J. Franck, 3 using a more direct method, have led to further 
information as to the impact ionization caused by the posi- 
tive ions from hot bodies. According to these authors 
ionization by impact sets in at ionizing potentials which are 
practically the same both for positive and negative ions. At 
these low potentials, however, the positive ions are compara- 
tively inefficient, and their ionizing power only becomes com- 

Phil. Trans., A.,” Vol. CCVII, p. 8 (1906). 

2 “ Roy. Soc. Proc., A.,” Vol. XC, p. 398 (1914). 

Verh. der Deutsch. Physik. Ges. Jahrg.,” 1914. 
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parable with that possessed by the negative ions at much 
higher potentials. It is this last-named property which ac- 
counts for the observations recorded by McClelland and the 
writer. The reliability of the conclusions drawn by v. Bahr 
and Franck and by Pawlow has recently been called in ques- 
tion by Horton and Davies, who were unable to detect impact 
ionization in helium with 200-volt positive ions. 1 

The Electron Theory. 

We have seen that in 1899 Thomson showed that the 
negative ions liberated from a hot carbon filament at a low 
pressure were electrons. About that time a considerable 
amount of evidence had been accumulated which indicated that 
with progressively increasing temperatures and diminishing 
pressures, the proportion of the number of negative to the 
number of positive ions liberated at the surface of hot metals 
became increasingly greater. McClelland 2 * showed further 
that at fairly low pressures the currents from a negatively 
charged platinum wire were influenced little, if at all, by 
changes in the nature and pressure of the surrounding gas. 
At the same time the electron theory of metallic conduction 
had made considerable advances owing to the researches of 
Thomson, 8 Riecke, 4 and Drude. 5 * According to this theory the 
conductivity of metals arises from the presence in them of an 
atmosphere of electrons. These are supposed to be in violent 
motion like the molecules of a gas according to the kinetic 
theory of gases. The effect of an applied electric field is to 
superpose on the haphazard heat motion of these electrons a 
definite average velocity of drift in the direction of the electric 
potential gradient. This drifting of the electrons constitutes 
the electric current. The energy of the heat motion of these 

1 “ Roy. Soc. Proc., A.,” Vol. XCV, p. 333 (1919). 

2 “ Camb. Phil. Proc.,” Vol. X, p. 241 (1900). 

8 “ Applications of Dynamics to Physics and Chemistry,” p. 296, London 
(1888); Congres Int. de Physique, Paris (1900); ‘‘Rapports,” Vol. Ill, p. 138. 

4 “Ann. der Phys. ” Vol. LXVI, pp. 353, 545, 1199 (1898) ; Vol. II, p. 835 

(1900). 

*Ibid., Vol. X, p. 566; Vol. Ill, p. 369 (1900). 
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internal “free electrons,” as they are often called, will increase 
with rising temperature ; and one might expect that at suffi- 
ciently high temperatures this energy would be great enough 
to carry them out through the surface of the hot body. Under 
these conditions the body would be capable of discharging 
negative but not positive electricity and the expected pheno- 
mena would be similar to those which appeared to characterize 
the discharge of negative electricity from hot bodies, so far as 
they were then known. The probability of such a view ulti- 
mately proving correct was pointed out by Thomson 1 in i 900. 
From this standpoint the escape of negative electricity from 
hot bodies is closely analogous to the escape of the molecules 
of a vapour from a solid or liquid during evaporation. It is, 
in fact, a kind of evaporation of electricity. The first calcula- 
tions of the thermionic currents to be expected at different 
temperatures, on the view that the discharge from a negatively 
charged conductor was carried by electrons shot out owing to 
the vigour of their heat motions, were given by the writer, 2 
who also adduced fresh experimental evidence in support of 
his conclusions. The theory of these effects will be considered 
at length in the next chapter ; but for the sake of brevity and 
clearness the historical order of development will no longer be 
strictly followed. 

1 “ Paris Rapports,” Vol. Ill, p. 148. 

2“ Camb. Phil. Proc.,” Vol. II, p. 286 (1901) ; “ Phil. Trans., A.,” Vol. CCI , 
p. 497 (1903). 



CHAPTER II. 


THEORY OF THE EMISSION OF ELECTRONS FROM HOT BODIES. 

Thermodynamical Considerations. 

The experiments recorded in the last chapter, and others to 
be described later, show that electrons are continually being 
emitted by hot solids even in a good vacuum. Consider the 
case of a hot solid or liquid, whose vapour pressure is negli- 
gible, contained in an exhausted vessel whose walls are in- 
sulators of electricity, the whole system being maintained at a 
uniform temperature T. Then there will be an accumulation 
of electrons in the vacuous space arising from the emission re- 
ferred to. This accumulation will not go on indefinitely be- 
cause some of the electrons, on account of their heat motion, 
will always be returning to the hot body from which they 
started. In consequence of these two processes a balance will 
ultimately be established when as many electrons return to the 
hot body as are emitted from it in any given interval. In this 
steady state there will be a definite . number n per unit volume, 
on the average, in the vacuous enclosure, and they will exert 
a definite pressure p . If the enclosure is provided with a 
cylindrical extension in which an insulating piston can move 
backwards and forwards, this pressure p can be made to do 
work against an external force. For simplicity we may sup- 
pose that the walls of the enclosure and the cylinder and 
piston do not emit any appreciable number of electrons at the 
temperature under consideration. They are to be regarded 
simply as geometrical boundaries impervious to electrons. 

The relation between the pressure of these electrons and 
the temperature of the enclosure can be found by an applica- 
tion of the second law of thermodynamics. The advantages 

29 
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of this method arc that the results are independent of any 
suppositions about the condition of the electrons inside the 
hot body, and that the conclusions arrived at will possess a 
degree of certainty attainable in no other way, inasmuch as 
the second law of thermodynamics is one of the very few 
principles in physics to which there are no exceptions. 

We know that it follows from the* second law <>f thermo- 
dynamics that the entropy S of any system is a complete dif- 
ferential when T and p or T and ?\ where v is the volume of 
the system, are taken, respectively, as pairs of independent 
variables. For our present purpose a knowledge of the total 
entropy S of the system is not required. AH we need is an 
expression for dS, the increment in the entropy caused by a 
motion of the piston. If (f> is the change in the energy of the 
system which accompanies the transference of each electron 
from the hot body to the surrounding enclosure, then 

dS » + pdtj 


1/7 Xmf> j \ . y.rtih) , 1 

“ ! \P + 7,< /> I' V y„ J" 1 ’ 1 V yj- * l i | . 

• (i) 

Thus C 3 t "■ 

(p + n<f> + t'-^f } )/ T • 

• (-s) 

(jtX " 

V />(»$) 

T JT • 

(j) 


s s S 

By equating the values of given by (2) ami <j), we find 

¥ 

I i)T p + »<f> , . , (4) 

. l(?id 1 ) 

since « 0 unless the piston is quite close to the emitting 

surface. Now the pressure p exerted by the electrons 
on the piston will be the same as that exerted at the 
same temperature by a perfect gas having the same number of 
molecules in unit volume. In the case that we are considering 
it is to be remembered that the concentration n is so small that 
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ects arising from the mutual repulsions of the electrons are 
gligible. Thus 


P = nk T (S) 

lere k is the gas constant reckoned for a single electron. By 
bstituting the value (5) in (4) we find 


dn 


n 


- 


( 6 ) 




(7) 


iere A is independent of T. We have thus found a relation 
tween the number, per unit volume, of the electrons which 
2 in equilibrium with the hot body at a point not too near 
surface, and the change of energy which occurs when an 
ictron is emitted by the hot body. 

In the experiments on thermionic currents we do not 
2asure the number n of electrons in equilibrium with a hot 
dy but the number N emitted by unit area of its surface in 
it time. There is, however, a simple relation between these 
o quantities. We shall assume as a sufficiently close ap- 
oximation to the truth for our present purpose that all the 
ictrons which return to the hot body from the surrounding 
ace are absorbed by it. The limitations thus introduced 
11 be considered later. 1 According to the principles of the 
letic theory of gases, which there is every reason to believe 
11 apply with exactness to the behaviour of the external 
nosphere of electrons, the number N' which reach unit area 
unit time is 

N' = nJLL .... (8) 

\ 27 rm v ' 


iere m is the mass of an electron. But in the state of 
uilibrium contemplated the number of electrons emitted by 
5 hot body in unit time is equal to the number which return 
it Thus 


N 


= N' = A ^ 


2tt m 


TV 


f 


kT* 


dT 


(9) 


l CEp. 55- 
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If € is the electronic charge, the saturation current i per 
unit area of the hot body is 

i - Ne . . . . (IO) 

So that if we knew the relation between <fi and T, equation 
(9) would completely determine the relation between the 
saturation current and the temperature at all temperatures if 
its value at a single temperature were given. 

The Relation between <f> and T. 

An approximate idea of the way in which cj) varies with T 
may be obtained by a rather different thermodynamic argu- 
ment We consider 1 two conductors A and A' of the same 
material, each of sufficiently large size. A and A' are main- 
tained respectively at the temperatures T and T' and are con- 
nected by a thin conductor of the same substance covered with 
an insulating material impervious to electrons. Each con- 
ductor is surrounded by an evacuated chamber with insulating 
walls, and by means of a suitable arrangement of pistons and 
cylinders electrons can be transferred reversibly from one 
chamber to another in the manner described below. 

In general, although the parts A and A' are connected by 
a conductor their surfaces will not necessarily be at the same 
potential on account of the difference of temperature. Such 
a difference of potential may arise, for example, if the contact 
difference of potential of metals depends upon temperature. 
Let us suppose that the potentials of A and A' when connected 
together are V and V' respectively, and that V is greater than 
V'. Surround A by a surface maintained at the potential V'. 
The effect of this will be to reduce the pressure of the electrons 
from the equilibrium value p characteristic of A at temperature 
T to the value p 0 outside the equipotential surface referred to, 
where 

€(V' - V) . , . 

l0 gA ““ • • C 11 ) 

Equation (11) follows from the supposition that the pres- 

1 Cf. O. W. Richardson, “ Phil. Mag.,” Vol. XXIII, p, 602 (1912) ; “ Electron 
Theory of Matter,” p. 448. Cambridge (1914). 
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sure of the electrons obeys the law of a perfect gas p ■ nk'X > 
No work against the electrical forces will now be done if we 
remove some of the electrons which have passed through the 
cquipoteutial surface from the chamber surrounding A to that 
surrounding A’. 

Now sup|K)st: that N„ electrons are taken out of A (Fig. 7) 
by means of the piston and cylinder working in the walls of 
the surrounding chamber* at temperatme T, potential V’, and 
pressure /V They are then caused to expand adiabatu ally 
to the temperature T‘. The expansion is continued iso- 
thermally at T to the pressure p\ which is the equilibrium 
pressure of the electrons outside A\ They are then allowed 











to condense in A' arid finally to run down the connecting 
conductor to A. Since the conductor varies in temja:raftin: 
from pin at to point they will absorb heat in it to the amount 

M , ; ,r | where o h the quantity of heal libetated when 

tiiiil quantity of electricity flows down unit different e of tern** 
jscrature under these conditions. If we apply the equation 


r 


r/O 

t 


t> to this rrvpi'jtihlr tyele, \vr find after cult ulatinj: the 


u mount of work in each of tin* j»i<k almniy iniluatmt, 
am! '»ulwtitutiri(4 hum { i 1 ), that, it y i » the iatiu ut tin- .jH'iitk 
of the elcctrom* at constant jhcssuic ,m I al con-stunt 


volume, 


j 
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%, + k j log p - log/ 1— (log T - logT' 

IX l y - i 

. . . 

or log/- -fj. log T + A + - A . 

where A is independent of T. Differentiating this eqn 
by T and substituting from (5) we find 

i 'bn ii t cf) I € or 

«^T = ^rr7T + Tp 'It ' 

But from (6) 

i 'bn _ (f> 

TvT ~~ £T* 

< l)d> k 

hence = - ecr 

IT 7-1 

The value of cr in these expressions will not in gener 
quite the same thing as the specific heat of electricity mea 
with voltaic currents. The reason for this is that <£ refen 
virtual displacement of the electrons, and the conditio 
motion affecting such a virtual displacement will not in ge 
be the same as those for a steady flow. 1 However, th< 
ferences arising in this way are negligible unless the cond: 
affecting the motion of the electrons vary very rapidly 
temperature, and, in any event, there are good reason 
believing that such differences are only capable of givini 
at the most to effects of the same order of magnitude as 
arising from the specific heat of electricity. Without being 
to enter into the details of the conditions, about which no 
is known definitely, affecting the motion of the electrons i 
the conductor, we may conclude that <r is a quantity 
parable with the measured value <r 0 of the specific he 
electricity. 

Among the substances where Thomson effects have 
investigated the value of a 0 is greatest for bismuth. Foi 
substance the value of e<r Q is about one-tenth of k]( y - 

x Cf. N. Bohr, “Phil. MagV'VoL XXIII, p. 984 (1912). 
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we take 7 5/3. As regards the other metals <r 0 is positive 

for some and negative for others. It is evident that etr will in 
general he much less than A\i(y 1 ) ; so that the greater part 
of the variation of tf> with T will he determined by the first 
term on the right-hand side 01 (15), As a first approximation 
then we may put nr «■» o and 


*>$ k 

VI' y 



or 


<t> - </>.. + 3 /v . . . (16) 

To this degree of approximation we see from (9) that 

/- N« - ATV +J kr f . . (17) 

where both A and t/> () are independent of T. 

The first application of the principles of thermodynamics 
to the formation of ions by hot bodies was made by IL A, 
Wilson 1 in 1901, Later developments are given in papers by 
Wilson % and the writer/ 4 


The Chassivai. Kinetic Theory, 

According to a well-known theorem of the kinetic theory 
of gases, there is a simple relation between the number of 
molecules per unit volume at any two points of a system at 
11 uniform temjmrature and the work required to displace a 
molecule from one point to the other. Applying this theorem 
to the ruse now under consideration, it follows that if w, is the 
number of free electrons in unit volume of the interior of the 
lust body, the notation being otherwise as before, 

n - n x r * ,AT . . . . ( ! 8 ) 

Combining this result with the relation already obtained be- 
tween the number N emitted in unit time and the number n 
In unit volume of the space outside the hot body in the stale 

1 M mi, Teum* A,**' Vot. CKCVIt, p, 4*49 (ujot), 

9 tM.* Viil, eCH, p. 45H •* Hut, Mag.," Vo}, XXIV, p, 196 

SH Jahrbuch der Rwlbakuvicwl/* Vot. I, p. 304 (1904) ; ** Iliil Mag./ 1 Vq\ 
XXIII, pp. tan, fin# (iQta) ; *&#/., Vo}. XXIV, p. 74 «> Uqv 4 ) ; M*l< V«#», XXVIII 
P» 6j| (1914}. 
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of equilibrium, the saturation current per unit area is given by 

■■ • v Vw T,< '"" • ■ ■ 

If tii and cj) are independent of T this is of the form 

*= • • • ( 20 ) 

and if is proportional to T 3/2 and <f> is independent of T, 

i = A 2 T 2 e-*J kT . . . (21) 

In these equations A 1 A 2 and cf ) 0 are, under the suppositions 
named, independent of T. Equation (21) is of the same form 
as (17). Equation (19) can readily be deduced 1 by a direct 
calculation of the number of electrons which escape from unit 
area of a metal in unit time, under the supposition that the n ± 
free electrons present in unit volume of the interior have a 
velocity distribution in accordance with Maxwell's law, and 
that each has to do an amount of work <£ before it can escape 
from the surface. 

The various calculations which have been referred to in 
this section all assume that the behaviour of the electrons in 
metals is governed by the laws of the classical dynamics. 
This assumption is found to lead to difficulties in other ap- 
plications of the electron theory of metallic conduction. For 
example, the optical properties of metals lead us to conclude 
that the number of free electrons present in them is quite large, 
and if this large number of electrons possessed the kinetic 
energy which the classical dynamics endows them with, the 
specific heats of metals would be very much larger than those 
actually observed. The general course of the specific heats of 
metals quite precludes the view that there is any considerable 
number of free electrons present if the behaviour of the elec- 
trons is governed by the laws of the classical dynamics. These 
are only a few of the difficulties presented by the application 
of the classical dynamics in this field. It would take us too 
much out of our course to discuss this question at all fully. 
But it appears that a way of escape from most, if not all, of 
these difficulties opens up if we reject the classical dynamics 

x 0 . W. Richardson, “ Camb. Phil. Proc.,” VoLXI, p. 286 (1901). 
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and substitute for it the* group of hypotheses, conveniently 
termed the quantum theory, which has recently been so suc- 
cessful in connexion with the theory of radiation, the properties 
of bodies at very low* temperatures, the photo-electric effect, 
and the theory of the structure of atoms. 

Tick Quantum Thkoky. 

The bearing of the quantum theory on the emission of 
electrons by hot bodies has recently been considered at some 
length by the writer. 1 It upturn that, according to the 
quantum theory, equation (t8) is not universally true, as it is 
according to the classical dynamics, but is only a limit to which 
a more general expression approaches when the temperature 
becomes sufficiently high. The quantum theory is not yet 
completely developed, and there is a certain amount of disagree- 
ment as to the subsidiary hypotheses to be made in connexion 
with it. The nature of these hypotheses will affect the ex- 
pression found for the general form of which ( i B) is a limit. 
The calculations are therefore to be regarded as of a provi- 
sional character, subject to possible modification as the quantum 
theory is developed. In the paper referred to, a calculation of 
the general expression corresponding to (i 8) has been made 
on the following assumptions 

(1) That the heat energy of a gas can be analysed into the 
vibrations in its elastic spectrum and that the entropy of this 
system of vibrations can be calculated according to the method 
given by Planck in developing the theory of radiation ; 

( 2 ) That the elastic sj>ectnun is limited by the number of 
molecules according to the principles successfully used by 
Debye in calculating the sjrcdfk heats of solids ; 

(3) That Planck's hypothesis of zero point energy has to 
be taken into consideration ; 

(4) That the interchange of energy between gas and radia- 
tion takes place by quanta* the corresponding frequencies 
being twice as great in the gas as in the radiation, in accord- 
ance with the principle that the pressure exerted by a given 

»*< mi Veit. XXVUI, p. e*;fj (tyi*). 
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electro-magnetic radiation has twice the frequency of that radia- 
tion ; and 

(5) That the velocity of propagation of the elastic vibrations 
is proportional to the square root of the energy of the cor- 
responding vibration. 

The first four assumptions have been made by various 
writers on the quantum theory, and, so far as the writer is able 
to judge, have led to results in different directions which are 
in agreement with experience. The fifth hypothesis appears 
to be required to make the energy of the molecules take the 
equipartition value at high temperatures, and although at first 
sight it appears to contradict the known properties of sound 
waves, it is not at all certain that the contradiction is a real one. 
These hypotheses have been used by W. H. Keesom 1 to calcu- 
late the equations of state of gases and the thermoelectric pro- 
perties of metals at very low temperatures. The results have 
been found to accord with the behaviour of helium at low tem- 
peratures and with the general course of thermoelectric 
phenomena in the same region of temperature. Moreover, a 
form of electron theory of metallic conduction developed by 
Wien 2 along similar lines has been successful in removing a 
number of difficulties which the theories based on the classical 
dynamics were unable to overcome. 

Working from the assumptions just considered, instead of 
arriving at (18), which may be written 


we are led to 


cj> = k T log V 

/»a 


( 22 ) 



(w x - w^)jkT = 
fdy_ _ 9 jc_ f* 2 y*dy 
e y - I 2 %%\ 0 I 



where w x and w 2 are the potential energies of an electron at 
the points in the system indicated by the suffixes I and 2 re- 
spectively, and x x and satisfy the equations 


A* 1) = Cpq - ~ and f(x a ) = C^ s - ~ ; . (24) 


1 “ Comm. Phys. Lab. Leiden.,” Supp. No. 30 to Nos. 133-X44 (19x3). 

2 “ Columbia University Lectures,” p. 29 (New York, 1913). 
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in which 



y z dy 

i’ 




2 M-kT^irv^ 
s'nFv^n", 


r 2 MkT/47TV^ 

c - - rwiw) 


( 25 ) 


M is the molecular weight of the gas, h is Planck's constant, 
N is the number of molecules in one gram molecule of a gas 
(Avogadro’s number), v 1 and v 2 are the volumes which would 
be occupied by one gram molecule of the gas under the con- 
centration which it has at the points 1 and 2 respectively. 
The respective numbers of molecules per c.c. at these points 
therefore are 



It is clear that the right-hand side of (23) when considered 
as a function of T, n h and n 2 will in general be quite compli- 
cated. It simplifies very considerably, however, when the 
quantities X\ and x 2 are either both very small or both very 
large, or when one of them is very small and the other very 
large. It will be seen from (24) and (25) that when C is small 
x is large, and vice versa, and that the value of ^ is completely 
determined by that of C. The quantities N, k> and h entering 
into C are universal constants ; so that the value of C is de- 
termined by that of the product MTvK It is evidently greater 
the greater the molecular weight of the gas, the higher the 
temperature and the lower the concentration. We infer from 
this that the behaviour of (23) appropriate to small values of 
C will at a given temperature occur at much smaller concentra- 
tions for an atmosphere of electrons than for an atmosphere of 
an ordinary gas, on account of the smallness of the mass of 
an electron compared with that of an atom. 

When Q and C 2 are both large, and hence x x and x 2 are 
both small, (23) reduces, after making use of (24) and (25), to 


Ztt - w t = kT log ^ = kT log - 2 . . (26) 

*>i *1 

This agrees with (22), since w 2 - w x is equal to <f> for this case. 
Thus (22) is seen to be a limit approached by (23) for high 
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temperatures, large molecular weights, and small concentra- 
tions* These conditions are those in which, from the point of 
view of this form of the quantum theory, the behaviour of 
gases conforms to the requirements of the classical dynamics. 

When Q and C 2 are both small and x x and x 2 both large 
(23) again reduces to a comparatively simple expression, which, 
although of importance from the standpoint of the electron 
theory of the behaviour of metallic conductors, has no im- 
mediate application to the question now under consideration. 

According to the electron theory of the optical properties 
of metals, the number of free electrons present in the interior 
of a metal is comparable with the number of atoms, and is 
therefore of the order io 23 . This conclusion is also supported 
by a number of other lines of argument. Now the largest 
thermionic currents which have been observed in a vacuum 
are of the order of a few amperes per square centimetre, which 
corresponds to an equilibrium number n of about io 12 at the 
temperature of the experiments. As a rule, n would be very 
much less than this. In any event, the concentrations of the 
external and internal electrons are seen to be of entirely dif- 
ferent orders of magnitude. For the internal electrons in fact, 
C is small and x large, or at any rate approximates closely 
to this condition for the metals which are good conductors ; 
whereas for the external electrons C is large and x small. 
We see, therefore, that it is the third of the alternatives con- 
sidered above which is of interest from the standpoint of the 
theory of the emission of electrons from hot conductors. 

In this case (23) can be shown to reduce to 


« 2 = aT*l 2 g(C, 

where 

„ _ 4^ M^y /2 

9^V~5N7 

and 

g(C y x x ) — (1 - e ” * 1 ) 3 e^ Xl ~ 


(27) 

(28) 

(29) 


or, using (8), 

7 = Ne = geT^C,^ -<•» - lV*r ( 3o) 
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A numerical computation shows that over the range 
iooo° K. to 2000° K.,£*(Q can be replaced without serious 
error by the expression a 1 e bll ' t , where — *473 and b 2 
is about xY as large as the values of the factor (w 2 - w^fk 
which would be deduced if the equation (30) were applied to 
the experimental results given by platinum. In interpreting 
the results of this computation it is assumed that, over the 
range referred to, n x = N/z^ can be considered to be indepen- 
dent of the temperature. At the higher temperatures this as- 
sumption may not be correct, and the value of a Y would thereby 
be modified. In any event, a x does depend on the temperature 
(it is sensibly equal to unity at all temperatures below iooo° 
K.), and the variation of v ± with T is not likely to affect the 
general character of the conclusions to be drawn. Neglecting 
the variation of v 1 with T it follows that the relation between 
the saturation current and the temperature is of the form 

i = A 2 T 2 e ” 6z/T . ; . (31) 

where 





(32) 


over a range from iooo° K. to 2000° K. approximately, and 

K = O2 - - hk)\k . . . (3 3) 

It will be noticed that (32) is of the same form as (17) which 
was given as a very close approximation by the thermodyna- 
mic theory. Since the thermodynamic theory rests on con- 
siderations involving a high order of certainty, this agreement 
is to be regarded as a point in favour of the quantum theory. 
It will also be noticed that according to (32) the constant A 2 
has the same value for all substances except for the compara- 
tively small differences in the quantity a 2 which has the 
numerical value 0*473 in the particular case considered. 


Contact Difference of Potential. 

There is an intimate connection between the rate of emis- 
sion of electrons from different substances and their contact 
differences of potential. This can be shown very simply by 
considering the case of an insulating evacuated enclosure 
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containing two bodies A and B of different materials maintained 
at the uniform temperature T. The electrons emitted by A 
will ultimately either return to A or reach B, and vice versa. 
Now suppose that both A and B are uncharged initially, and 
that A emits electrons at a faster rate than B. The greater 
rate of loss of negative electrons by A will cause A to acquire 
a positive potential relative to that of B. This difference 
of potential will not increase indefinitely because the electric 
field thus set up will tend to stop the transference of electrons 
from A to B. A steady condition will finally be established 
in which each of the bodies A and B receives in a given time 
as many electrons as it emits in that time. This condition is 
also characterized by the occurrence of a constant difference of 
potential V between any two points close to the surfaces of A 
and B respectively. The number of electrons in unit volume 
of the space will then vary from point to point, but will not 
change with time. A consideration of the nature and number 
of the variables entering into the equations governing the 
equilibrium of the electrons 1 shows that V is independent of 
the size, shape, and relative position of the bodies A and B, 
and depends only on their nature and the temperature T. 
This result holds true both on the basis of the classical dyna- 
mics and on that of the quantum theory. The difference of 
potential V is, therefore, the intrinsic contact potential differ- 
ence of the bodies A and B at the temperature T. 

We have seen in the last section that on account of the 
small concentration of the electrons in the vacuous space out- 
side of the emitting bodies their equilibrium will always be 
governed by equation (18). Thus if, in the state of equili- 
brium, n x is the number of electrons per unit volume just out- 
side A and the corresponding number just outside B, 


= e 


■ «V/fc T 


( 34 ) 


since eV is the work done in taking an electron from a point 
outside B to a point outside A. If N x and N 2 are the numbers 
of electrons emitted by unit areas of the surfaces of A and B 


^f. 0. W. Richardson, “ Phil. Mag.,” Vol. XXIII, p. 265 (1912). 
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respectively in unit time, we see from equation (8), which 
holds true on all the theories we have considered, that 


or 



( 35 ) 

( 36 ) 


Thus the logarithm of the ratio of the saturation currents per 
unit area for any two substances should vary directly as their 
contact difference of potential and inversely as the absolute 
temperature. 

The contact difference of potential is also closely related 
to the difference in the values of <p 9 the work necessary for an 
electron to escape from each of the substances under considera- 
tion. Referring to equation (9), which is based on thermo- 
dynamics and therefore is independent of assumptions about 
the conditions affecting the electrons inside the substances, 
let Nj, Aj_, and fa refer to the substance A, and N 2 , A 2 and fa 
to the substance B, in equilibrium at the temperature T. 
Then by taking logarithms of the equations corresponding to 
(9) for each substance and subtracting we see that 

T il Z-h dT = log - log = - — 
y&T 2 S N 2 8 A 2 kT 

and since and A 2 are independent of T, 

W 


J 


log 
S A, 


( 37 ) 


<pi - cf ) 2 = eV - eT 


>T 


( 33 ) 


A similar result may be obtained by a simple application of 
the principle of the conservation of energy. Consider the 
bodies A and B to be in contact at some portion of their 
surface and calculate the work done in taking an element of 
electric charge, for example an electron, round a closed circuit 
partly inside and partly outside the two bodies, and passing 
through the part of the surface where they are in contact The 
work along the part of the path outside the bodies is eV, the 
work in crossing the outside surfaces is c fi 2 in the case of B 
and - fa in the case of A. The only work done in the part of 
the path inside the bodies occurs in crossing the interface 
and is equal to ~ ePi where P is the electromotive force 
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corresponding to the Peltier effect at the junction. Since the 
work in traversing such a closed reversible cycle at constant 
temperature must be zero it follows that 


<Pi - fa = «V - eP . . . (39) 

Thus we see that the second term of the right-hand side of 
(38) corresponds to an electromotive force equivalent to the 
Peltier effect at the junction between A and B. Unless the 
substances are very close together in the Volta series, P is 
small compared with V ; so that the differences of <p x and <£ 2 
will be almost equal to the contact difference of potential. 

To the extent to which equations (16) and (17) are valid 
approximations the differences of <£ at a given temperature 
are equal to the differences of <56 0 ; so that to the same degree 
of approximation feT times the difference of the indices of the 
exponential in equation (17), which determines the tempera- 
ture variation of the emission, will also be equal to the contact 
potential difference. By taking logarithms of (17) and sub- 
tracting we also notice that the differences of cf > 0 are equal to 
eV - kT log A 2 /A x ; so that to the same degree of approxima- 
tion it is necessary that log A 2 /A x = o, or that A should have 
the same value for all substances. In dealing with the 
quantum theory we saw that this result was to be expected 
only when dealing with good conductors like the metals. 
This is to be expected also in the present connection because 
it is unlikely that with the poorer electronic conductors such 
as the oxides that the thermoelectric effects can be regarded 
as negligible. In fact S. L. Brown 1 has recorded that a copper- 
copper oxide couple whose junctions are at 20° C. and 
530° C respectively exhibits a thermoelectromotive force 


which exceeds half a volt. 


This means that the term T 


W 

7>T 


is of the same order as V in such cases. 

The reader who wishes further to pursue the relation 
between the effects under consideration and thermoelectric 
phenomena may be referred to a book by the writer on the 
“ Electron Theory of Matter,” Chapter XVIII (Cambridge 


Phys. Rev.,” Vol. Ill, p. 239 (1914). 
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University Press, 1914)- The development there given is 
from the standpoint of thermodynamics and the classical 
dynamics, but the modifications required by the quantum 
theory can be seen in a general way from the discussion in 
this and the preceding sections. 

It follows from equation (35) that the relative powers of 
electronic emission of different bodies at a given temperature 
will be determined by their contact differences of potential; 
so that whether bodies show much or little difference one from 
another in the former respect will depend on the magnitude of 
the latter quantity. There is still a great difference of opinion 
as to the magnitude of the contact difference of potential be- 
tween metals whose surfaces are free from gas and in a good 
vacuum. The school which attributes these differences of 
potential to chemical action between metals and the surround- 
ing atmosphere holds that under the conditions referred to the 
contact potentials would completely disappear. If this view 
is correct we should expect all hot metals to give nearly equal 
thermionic currents per unit area at any given temperature, pro- 
vided they were in a perfect vacuum and their surfaces were 
uncontaminated. The opposite school regards these potential 
differences as an intrinsic property of the metals affected and 
considers the changes caused by gases and other contaminating 
agents to be of a secondary character. From this standpoint 
we should expect to find potential differences between metals 
in a good vacuum of the same order of magnitude as those 
observed in a gaseous atmosphere. The advocates of these 
opposing views have waged an intermittent warfare for a 
century without coming to a definite settlement. 

Until recently most investigators who have attempted to 
decide this question experimentally have concluded that their 
results favoured the chemical theory. In 1912 the writer 1 
pointed out that none of these experiments were conclusive, 
all the observed phenomena being explicable on the intrinsic 
theory when due account was taken of various secondary 
actions which were bound to occur under the conditions of 
the experiments. Quite recently a considerable amount of 
1 “ Phil. Mag.,” Vol. XXIII, p. 268 (1912). 
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evidence favouring the intrinsic theory has accumulated. Thus 
Richardson and Compton 1 examined the photoelectric currents 
obtained when monochromatic light fell on small discs of vari- 
ous metals placed at the centre of a large spherical electrode. 
With this arrangement the saturation value of the current 
should be reached when there is no difference of potential be- 
tween the two electrodes. This was found to be the case if 
the contact potentials were included among the potential dif- 
ferences operative. Somewhat similar experiments have been 
made by Page . 2 In all these experiments good vacuum 
conditions were attained. In addition, in Richardson and 
Compton's experiments with sodium, and in all Page's experi- 
ments, the metal surfaces tested were cut mechanically in 
vacuo. Still more recently the contact difference of potential 
has been measured directly under the best vacuum conditions 
with surfaces machined in vacuo by A. E. Hennings , 3 who 
finds that the potential differences are still of the order usually 
observed, the metals being more electropositive when freshly 
cut. All these experiments support the intrinsic potential 
theory, although there is abundant evidence that gases pro- 
duce definite and complicated changes in the observed values* 
On the other hand, Hughes , 4 working with surfaces of metals 
freshly distilled in vacuo, found the metals to be initially most 
electronegative and to become more electropositive under the 
action of small quantities of air. Millikan and Souder , 5 also, 
have found that surfaces of sodium are most electronegative 
when freshly cut and become more electropositive on oxida- 
tion. It is clear that the experimental evidence as to the 
origin of contact potential differences is still conflicting, but 
the balance would seem to favour the view that it is due to 
an intrinsic property of the materials and not to surface films 
of foreign matter. 

1 “ Phil. Mag;.,” Vol. XXIV, p. 575 (1912) ; cf. also K. T. Compton, ibid., 
Vol. XXIII, p. 579 (191a). 

2 “ Amer. Jour. Sci. ” Vol. XXXVI, p. 501 (1913). 

“Phys. Rev.,” Vol, IV, p. 228 (19x4). 

4 “ Phil. Mag.,” Vol. XXVIII, p. 337 (19x4). 

5 “ Phys, Rev.,” Vol. IV, p. 73 (1914). 
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The Distribution of the Electrons in Temperature 
Equilibrium Outside a Hot Metal Surface. 

On p. 29 we supposed that the electrons in an enclosure 
in thermal equilibrium containing a piece of hot metal would 
be distributed with uniform density except close to the surface 
of the metal and the walls of the enclosure. This supposition 
will only be valid if the concentration of the emitted electrons 
is exceedingly small, a condition which is satisfied in the 
cases considered so far. At very high temperatures the 
number of electrons emitted becomes very great, and then the 
effects which arise from their mutual repulsions can no longer 
be neglected. The problem which then presents itself is not 
merely of theoretical importance but is of considerable interest 
in connexion with the electrical behaviour of celestial bodies. 
For instance, the aurora borealis has been attributed to 
streams of ions from some extra-terrestrial source, probably 
the sun, and it is now well established that there are intense 
magnetic fields at the surface of the sun which are closely re- 
lated to disturbances in the solar atmosphere. It is natural 
to look to thermionic causes for the primary origin of the 
ionization which gives rise to these effects and the magnitude 
of the electrical effects which might thereby arise are seen to 
be of interest from the standpoint of cosmical physics. 

The general condition for equilibrium in an atmosphere 
of electrons at constant temperature is that the force on the 
electrons in any element of volume arising from the electric 
field should balance the force on the same element of volume 
arising from the pressure gradient. Expressed analytically, 
if n is the number of electrons per unit volume, e the charge 
of an electron, p = ne , the volume density of the electrifica- 
tion, E the electric intensity, / the pressure of the electrons, 
k Boltzmann’s constant, and T the temperature, we have the 
following equations : — 

kT 

ne E = grad, p = kT grad, n = — grad, p 

€ 

= ~~^-grad. div. E = —^~(rot. rot E + V 2 E) • (4°) 
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Thus K div. K » ^ V 3 K - «» . . (41) 

since rot. E .■» - * • o, II being the magnetic force. In 

C vt 

general, then, the distribution of circuit intensity will be 
governed by the differential equation 415. if this is solved, 
the solution being subject to the boundary conditions of the 
problem, the distribution of n may In- obtained from the ad- 
ditional differential equation 

grad, log n - ^ K . . . (4,*} 

which is seen to follow from (•}<>'• 

As an illustration we shall consider only the one dimen- 
sional case of the equilibrium of electrons in front of an emit- 
ting plane surface infinite in extent. In this case the writer 1 
has shown that if v is the volume occupied by unit mass of the 
electrons at any point, then 



where C ™ 47rN 0 V‘/RT, x is the jwrjicndiculur distance from 
the emitting plane, N„ is the number of electrons in unit mass 
(i.e. N„ <= I jtn if m is the muss of art electron t, and R/N„ - k. 
The integral of (43) subject t<> 



d lc>|» v 
dr 

* 0 when r - 

\ 



v - 

% whm x - 

m * , 

• (44) 

and 

N tt u , 

V ** p ^ 

#1 

iHt when x 

0 

4 


is 

■*- &T* 

1 ♦ c"f 

iifi# a is t 

■ <.4 5) 


By comparing with equation {7). p, 31, q »* seen that 
n.e * lkl - A#'** 1 '" 


in the notation there used. Since 

RT th> v «/V , 

v dr u iix v * * 

1 0 . W. KiehartUon, *• Phil. Turn... A.,” Vd. CCI, j». juj 
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we have if V = V 0 when jt = o 

V , V. - 2*1 log (i + . (47) 

The electric intensity at any point ^ is 

_ d JL — (S^RT^/Nq) 1 ^ -w/2 RT ( A o\ 

dx I -1- (27r« 1 N 0 /RT)^6^~^ 2R % ' ^ J 

The charge on unit area of the emitting plane is given 

by <t = - _ and the volume density at any point 

i d 2 V Ta . . , f“ . dV 


_^- W /aRT . (48) 


and the volume density at any point 


x is p = - 


4 7T ^4T 2 


It is clear that 


poo 

I /}d£r — cr 
J 0 


dV 

since — - = o 

dx 


for x = oo . Thus the charge on the surface is equal and 
opposite to the total charge in the space outside. 

It does not seem likely that the effects which arise in this 
way can be of sufficient magnitude directly to account for 
any important cosmical phenomena. The potential differences 
which develop are comparatively small. Thus, taking the 
case of platinum at 1500° K., if the experimental values 
are substituted in (4 7), it appears that when x — 10 cms. 

V - V 0 is approximately 1 *5 volts, and when x = 1 cm. 

V - V 0 is 1 *2 volts, the greatest potential gradient being at 
the emitting surface. These potential differences do not vary 
very rapidly with temperature in spite of the enormous varia- 
tion of the rate of thermionic emission. Thus with platinum 
at 6ooo° C. the potential difference at a distance of 1 cm. is 
about sixteen times as great as at 1 300° C. There is a very 
much more rapid change in the density of the charge on the 
surface which increases by a factor of about io 8 in this interval. 
At 6ooo° C. the surface density may be of the order of 500 
e.s.u. per sq. cm., and there will v be an equal and opposite 
total charge in the overlying space. 

It is not supposed that the conditions here contemplated 
bear any very close resemblance to those at the surface of the 
sun, where there is a very dense atmosphere of highly conduct- 
ing hot vapours. But it would seem that the presence of this 
conducting atmosphere would tend further to reduce the dif- 
ferences of potential which arise directly from thermionic effects 

4 
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and to make the actual electrical effects smaller than those 
now contemplated. Let us consider the magnitude of the 
magnetic fields which might arise from the motion in the sun’s 
atmosphere of the electrification which arises in this way. The 
magnetic intensity H at the centre of a disc charged to surface 
density cr and rotating with uniform angular velocity is given 
by 

H - 27 TcrV/c, 

where V is the peripheral velocity and c is the velocity of light. 
From Hale’s observations of the solar atmosphere values of 
V as high as io 7 cm. per sec. appear to be permissible; so 
that to account for the observed magnetic intensities in sun- 
spots (up to 3000 gauss) values of cr comparable with io 6 e.s.u. 
are required. One cannot consider values of this magnitude 
incompatible with the results of the foregoing calculations, 
since the surface density of the source of emission at any 
temperature depends very much on the thermionic constants 
of the substance. The difficulty is rather to account for the 
requisite separation, in such a highly conducting atmosphere, 
of the positive and negative charges ; since if such separation 
does not occur the electrifications of opposite signs will, for 
all practical purposes, revolve together and the resulting mag- 
netic fields will be negligible. 

In addition to the force due to their mutual repulsion, the 
electrons are also acted on by a force which varies inversely 
as the square of the distance from the emitting surface and is 
due to the electric charge they induce on it. This force is in- 
dependent of the concentration of the electrons in the external 
atmosphere and is inappreciable except at very minute dis- 
tances from the surface. 

The general problem of the equilibrium of electron atmo- 
spheres in cases in which the volume density effects are not 
negligible has recently been dealt with at considerable length 
by v. Laue. 1 He points out that equations ( 40 )-( 42 ) can be 
put in the form 

V 2 ^ = e * . . . (48*01) 

1 “ Jahrb. der Rad. u. Elektronik,” Vol. XV, pp. 205, 257 (1918). 
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where 


v = ^( lo g i a Po] - -f),p = If*, a = FT ( 48 ‘ 02 ) 

and p is the volume density which takes the value p 0 at V = o. 
Clearly the solutions of (48*01) can involve only the co- 
ordinates and the boundary conditions which will determine 
the constants of integration. The function ^ can be so 
determined that at the boundaries it approaches 00 as 
- 2 log # where is the distance from the boundary. This 
is proved in a number of special cases and shown to be prob- 
able in general. This would make p infinite at the geo- 
metrical boundary which is physically impossible. However, 
if the physical boundary is an electron emitting surface and 
the temperature high the value of p appropriate to the physical 
boundary will be very large and the theoretical problem will 
correspond to the physical case in which the boundary is an 
electron emitting solid very close to the geometrical boundary 
in the theoretical problem. The distance between the two 
boundaries diminishes to zero as the temperature increases. 
Provided the temperature is so high that the two boundaries 
are practically coincident it follows from (48*01) that ^ is in- 
dependent of T and hence from (48 *02) that p is proportional 
to T. In other words, in a hollow enclosure whose boundaries 
are maintained at a uniform temperature exceeding a limit 
depending on the emission constants of the surface, the 
equilibrium density of the electrons at points in the interior 
not close to the walls is directly proportional to the absolute 
temperature. Furthermore a consideration of the dimensions 
of the equations (48-01) and (48^02) shows that in similarly 
shaped enclosures at sufficiently high temperatures the equi- 
librium density of the electrons varies, at corresponding points 
not too near the boundaries, inversely as the square of the 
linear dimensions. 

Two parallel plane problems are considered in addition to 
the one on p. 48. In the first the electrons are pressed by an 
opposing electric force back towards the emitting plane. In 
this case 


4 
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V = i{log {sin k 2 (^aK[x - *j)j- - log (48'03) 

p = aK 2 /2 sin - .*•<,]) . . . (48-04) 


where p 0 is the value of p where V = o, x 0 is the boundary 
near the emitting plane, and K is the limiting value of the 
opposing electric intensity for # large. The second case 1 is 
that of the space between two emitting planes close to the 


bounding planes at x 0 and x 0 ' = x Q 


2TT 

oK 


In this case 


v = ijlog {sin 2 (^aK[> - #•„])]■ - log . (48-05) 

p = aK 2 /2 sin 2 (|aK|> - x 0 ]j .... (48-06) 

When K = o we have the solution already dealt with, 
which in this notation is 

V - l log {[Lm* - -.)•]}, g - jjjfg (48-7) 


p = 2 ja(x ~ x 0 ) 2 (48*08) 

The case of spherical symmetry leads to an intractable 
differential equation. By omitting one of the terms a solu- 
tion can be obtained but this is only of restricted validity. 
In the case of slightly curved surfaces, however, v. Laue is 
able to show that in general 


so that 




— e 

I I 

R x R 2 


1 \* v 21 


av j 2p 1 2f\_ i\ 

\ a a\R 1 + rJ 


(48*09) 


x is the distance from, and p x the density at, the surface and 
R x and R 2 the radii of principal curvature. 

1 This has also been dealt with by Schottby, “Jahrb. der Rad. u. 
Rlectronik,” Vol. XII, p. 199 (1915). 
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From the solutions (48*03)-(48*o8) the solutions for a 
large number of two dimensional problems can be obtained 
by the method of conformal representation. These include 
various cases of coaxial circular cylinders, planes inclined at 
various angles and approximately confocal elliptic cylinders. 
Of these the most important from a practical standpoint is 
that of a small emitting circular cylinder such as a hot wire 
surrounded by a larger coaxial cylinder with the field so 
directed as to drive the electrons back towards the wire. In 
this case 


v-;M3£>** [{£/-(?)?]} 

,-8C*/^{£)°-£) C } . . . 


dV 

dr 


2 ~ 
~ ar _ 


1 + C Coth 


M] 


(48*10) 

(48-11) 

(48*12) 


where p is the density of the electrons at V == o. The radius 
of the emitting cylinder is a little larger than r 0 . The value 
of the constant C can be determined from the strength of the 
opposing field at a great distance from the emitting cylinder. 
For rjr e large this is 


dV __ 2(1 + C) 
dr ~ ar 


(48-I3) 


v. Laue also finds the interesting result that with a 
sufficiently great emission density (such as corresponds to a 
high temperature, more or less, according to the electron 
emission constants of the substance) the layer of electrons in 
equilibrium with the surface will exert no pressure on it in a 
direction normal to the surface. They will, however, behave 
like a film having a negative surface tension and will exert a 
pressure in all directions tangential to the surface. To illustrate 
this we may consider the simplest case of an infinite emitting 
plane and no impressed external field for which the solutions 
are given by (48*07) and (48*08). Let the suffix 1 denote the 
values of the various quantities at the emitting plane; e.g. x 19 
which is a little greater than x 0> is the co-ordinate of this 
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plane, p 1 is the electron density at the plane and so on. Then 
the electric field set up by the electron gas will give rise to a 
pull on each unit area of the plate in the direction of the 
normal which is equal to 

i fdV \ 2 . . - , ft 

-l jr — j and this is equal to — 

from (48*07) and (48*08). On the other hand the impacts of 
the electrons will give rise to a pressure p = n x k T — pja- 
Thus these two forces just balance one another and there is 
no pressure normal to the surface. In the perpendicular 
direction, however, the electric tension becomes a pressure 
and so is added to the kinetic pressure of the electron gas. 
The magnitude of the equivalent surface pressure (negative 
surface tension) per unit length will be obtained by integrating 
this pressure with respect to the depth of the layer of electrons. 
Its magnitude will therefore be given by 


= l\^r = (48-14) 

Turning to equation (48*09) we see that to the first order in 


(eT + R~) at a curved surface 



The part pja of this tension is balanced by the kinetic pressure 
of the electrons ; so that we see that a slightly curved electrode 
is subject to a capillary pressure of amount 


s( Rl + r 2 ) ■ • • (48-16) 

This is an outward pull if the electron emitting surface is con- 
vex and a push into the surface if it is concave. In each case 
therefore it tends to increase the area of the surface. The 
quantity % is thus strictly analogous to the surface tension of 
a liquid except that it acts in the opposite sense, namely, as a 
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pressure instead of a tension. In equations (48‘I4)-(48 *i 6) 
the quantities a , e, p 1} and 2 are to be treated as positive 
numbers. 

The absence of normal pressure on the boundary when the 
electron densities are large restricts the application of the 
thermodynamic calculation on pp. 29 and 32 to relatively low 
temperatures. It appears, however, that when due account is 
taken of the work done by the negative surface tension of the 
electron layer during the expansion a calculation along similar 
lines leads to the same final formula for the electron density 
as a function of temperature. It appears, therefore, as the 
kinetic theory considerations would lead us to expect, that the 
formulae connecting the saturation currents and the tempera- 
ture are not restricted to any particular range of temperature. 

The Reflexion of Electrons from Solids. 

Most of the foregoing calculations of the number of 
electrons emitted by hot bodies depend upon a preliminary 
determination of the concentration, n , of the electrons in 
equilibrium with the hot body in an enclosure at constant 
temperature. From the value of n the number N' of electrons 
which return from the surrounding atmosphere to each unit of 
area of the hot surface is immediately deducible. Since, 
for equilibrium, the number N of electrons emitted must be 
equal to the number absorbed, we have hitherto assumed N 
and N' to be equal. This will only be correct provided all 
the electrons which return to the hot body are absorbed by it 
Experiments made by the writer (see p. 169, Chap. V) and 
by v. Baeyer 1 have shown that a very considerable proportion 
of the slowly moving electrons emitted by hot bodies is re- 
flected from the surfaces of metals, and Gehrts 2 has shown that 
the same thing holds true for the electrons liberated by photo- 
electric action. If the proportion of the incident electrons 
reflected is denoted by r the correct equilibrium condition is 

N - N'(i - r), 


1 “ Ber. der Deutsch. Physik. Ges.,” Jahrgang io, p. 96 (1908). 
a “ Ann. der Physik,” Vol. XXXVI, p. 995 (1911). 
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since N'(i - r) is the number of those which are actually 
absorbed. For a number of metals which have been tested 
the value of r has been found to be in the neighbourhood of 
o*S ; so that the omission of its consideration, although making 
an appreciable change in the calculated value of N, will not 
alter the order of magnitude of this quantity. 

Liberation of Electrons by Chemical Action. 

Since it has been found 1 that electrons are emitted when 
various gases react chemically with the alkali metals and their 
amalgams, it is worth while to examine what laws an emis- 
sion caused by chemical action would be expected to follow. 
From this standpoint the problem is a well-known one of 
chemical dynamics. Indications towards the solution can be 
obtained by the application of thermodynamics to the products 
of the reaction under conditions of equilibrium in an enclosure 
at constant temperature. The electrons and positive ions are 
to be regarded as products of the reaction which exert a pres- 
sure in accordance with the laws of a perfect gas. The results 
will be strictly accurate for very small concentrations such as 
correspond to thermionic emission. Let us consider first the 
case of gaseous reactions. 

Formation of Ions in Gaseous Chemical Reactions. 

Consider the formation of ions in a reaction in which all 
the products are gaseous. If the reaction is represented by 
the generalized chemical equation 

n k Ai 4- » a A a + . . . » n\A\ 4- n\ A' tJ 4* . . (49) 

the corresponding equilibrium concentrations being denoted 
by the letter C with the same suffixes as the A’s, it follows 
from thermodynamics that 

2n s log C\ k „ . . . ($o) 

and |t“ ? /RT 2 ' • • (50 

1 Of. p. 144, Chap. IV, and p, 30S, Chap. IX. 

* Cf. Van’t Hoff, “ Lectures on Theoretical and Physical Chemistry,” Ft. I, 
p. mx. 
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where q is the latent heat of the reaction at constant volume 
per gram molecule and R is the gas constant per gram mole- 
cule. Integrating (51) and combining with (50), after taking 
out the logarithm we have 

n s (c m s ) = * = J***" • • • (52) 

when JJs denotes the continued product of C^, etc., the indices 
for the concentrations corresponding to the left-hand side of 
(49) being taken negative. The simplest possible reaction 
resulting in the liberation of ions is 

A£A + + * .... (S3) 

A being the undissociated molecule, A + the positive ion and 
e the electron. The concentrations being C, C 1( and C 3 from 
left to right, (52) gives 

C.C.-C J*" . . . (54) 

If a is the coefficient of recombination of the positive ion and 
the electron and t is the time, we have from the definition of a 

!&=#=■ -«Cf c, . • • (SS) 

Thus a Ci C 2 is the number of electrons which disappear in 
unit time. But in the steady state this must also be equal to 
the number of electrons liberated in unit time by the decom- 
position of C. Hence when the electrons are removed by an 
electric field as fast as they are formed, the saturation current 
will be 

Ne = <zeC 1 C 2 = acCe/s w dT . . (56) 

This is proportional to C, as it should be. Since neither a 1 
nor q vary very rapidly with T, (56) shows that the tempera- 
ture variation of the currents under consideration will not be 
far from the form AT^ _6/T which has been found to agree 
with the experiments on thermionic currents. 

1 Cf. 0 . W. Richardson, “ Camb. Phil. Proc.,” Vol. XII, p. 144 (1902) ; “ Phil. 
Mag.,” Vol. X, p. 242 (1905). 
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Chemical Action on Solids. 

When the ionization results from the chemical action of 
a gas on a solid the problem is more complicated than that 
furnished by a purely gaseous system. As an illustration we 
may consider the reaction 

X + Y£XY£:XY + + *. . . (57) 

where X and XY are solids and Y is a gas. Consider the 
equilibrium between the products inside a cavity in the solid 
X which contains a certain amount of the gas Y. Let the 
equilibrium concentrations of X, Y, XY + and e be Q, C 2 , C 3 , 
and Q respectively. Then from (52) 

c 4 = . . . (58) 

where q is the heat of the reaction at constant volume per 
molecule, when the reaction takes place in the gaseous phase. 
Now C x and C 3 are the molecular concentrations of the satu- 
rated vapours of the corresponding solids and are of the form 

A ef&& dT 

where L is the appropriate latent heat of evaporation. Thus 
if Q is the heat of reaction calculated on the assumption that 
the products present in the solid phase are decomposed and 
formed as solids 

c 4 = ACv/^t . . . (59) 

where A is independent of T. Thus if the concentration 
C 2 of the reacting gas is kept constant the concentration of the 
electrons in equilibrium in the cavity will vary with T, since 
Q does not vary much, in much the same way as in the purely 
gaseous case already considered, and as in the case of the 
purely thermionic emission. 

Just as in dealing with the thermionic emission, we are not 
able to measure the equilibrium concentration of the electrons 
but only the rate at which they are emitted by the solid sur- 
face in presence of the gas. If the state of the surface is kept 
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in the same condition as in the state of equilibrium it will 
emit in unit time approximately as many electrons as return to 
it under the equilibrium conditions, the approximation arising 
from the fact that here we are neglecting electron reflexion. 
It follows from the kinetic theory of gases that, to this degree 
of accuracy, the saturation current will be proportional to 
C4T*; which, combined with (59), shows that under these 
conditions a formula of the type i — AT*e~ blT will be close to 
the truth. 

It is possible, however, in experiments on the emission of 
electrons by the action of gases on solids to arrange matters 
so that the state of the solid is a long way from that which 
corresponds to the condition of equilibrium. Thus in Haber 
and Just’s 1 experiments with metallic liquids the surface of 
the metal is renewed as quickly as it is attacked ; so that the 
conditions correspond to the commencement of the reaction 
rather than to a state of equilibrium. Under these circum- 
stances the saturation current will measure the initial velocity 
of the reaction defined by the left-hand side of (57). Thermo- 
dynamics is inadequate to determine the relation between the 
velocity of such a reaction and the temperature ; but it has 
been found empirically that, in all cases of chemical reaction 
which are sufficiently simple to afford any analogy with the 
type now under consideration, the velocity is very closely pro- 
portional to e~ b I T > where b is constant. 

One conclusion at least emerges clearly from this discus- 
sion, and that is, that the fact that the thermionic currents 
satisfy the formula i — ATV" &/T affords no evidence either 
for or against the view that these currents originate from 
chemical action. To settle this question it is necessary to 
appeal to evidence of a different character. 

We shall now postpone the further development of the 
theory of the emission of electrons from hot bodies until some 
of the experimental results bearing on the conclusions already 
reached have been considered. 


1 See p. 308. 



CHAPTER III. 


TEMPERATURE VARIATION OF ELECTRONIC EMISSION. 

The first experiments on this subject were made by the 
writer 1 in order to test the theory developed on p. 3 5 of the 
last chapter. The elements investigated were platinum, 
carbon, and sodium. Since then measurements of the total 
emission at different temperatures have been made by H. A. 
Wilson 2 and by the writer 3 on platinum in atmospheres of 
hydrogen and other gases, by Wehnelt 4 on different metallic 
oxides, by G. Owen 6 on the Nernst filament, by Deininger 6 
on platinum, carbon, tantalum, and nickel, in each case with the 
element alone and also when covered with a layer of lime, by 
Horton 7 on platinum covered with calcium and with lime, by 
Martyn 8 on platinum covered with lime in atmospheres of air 
and of hydrogen, by Jentztsch 9 on most metallic oxides, by 
Fredenhagen 10 on the emission from sodium and potassium, 
by Pring and Parker 11 and by Pring 12 on carbon, by Lang- 
muir 13 on tungsten, tantalum, molybdenum, platinum, thorium 

1 “ Camb. Phil. Proc.,” Vol. XI, p. 286 (igoi) ; “ Phil. Trans., A.,” Vol. CCI, 
p. 497 (1903). 

2 “Phil. Trans., A.,” Vol. CCII, p. 243 (1903); Vol. CCVIII, p. 247 (1908). 

Vol. CCVII, p. 1 (1906); “Jahrb. d. Rad. u. Elektronik,” Vol. I, 
p. 300 (1904). 

* “ Sitzungsber. der physik, med. Soc. Erlangen,” p. 150 (1903) ; “ Ann. der 
Phys.,” Vol. XIV, p. 425 (1904) ; “ Phil. Mag.,” Vol. X, p. 88 (1905). 

*“ Phil. Mag.” Vol. VIII, p. 230 (1904). 

6 “Ann. der Physik,” Vol. XXV, p. 285 (1908). 

7 “Phil. Trans., A.,” Vol. CCVII, p. 149 (1907). 

8 “ Phil. Mag.,” Vol. XIV, p. 306 (1907). 

8 “Ann. der Phys.,” Vol. XXVII, p. 129 (1908). 

10 “ Verh. der Deutsch. Physik. Ges.,” Jahrg. 14, p. 386 (1912). 

11 “ Phil. Mag.,” Vol. XXIII, p. 192 (1912). 

u “ Roy, Soc. Proc,, A.” Vol. LXXXIX, p. 344 (19x4). 

13 “ Phys. Rev.,” Vol. II, p. 450 (1913) ; “ Trans. Amer. Electrochem. Soc.,” 
p. 354 (1916). 



TEMPERATURE VARIATION 61 

and carbon, by the writer 5 and by K. K. Smith 1 on tung- 
sten, by Schlichter 2 on platinum and nickel, by Stoekle 3 
on molybdenum, and by Dushman 4 on titanium and iron. 
The work of Langmuir and Smith is characterized by 
extreme care in the elimination of gaseous impurities 
and exemplifies the most recent advances in technique. 6 
The researches above mentioned are of a quantitative and, 
for the most part, extended character. In addition a 
number of investigations dealing with special points will 
be referred to in the sequel. Although the authors of the 
researches just enumerated differ considerably in the final 
interpretation of their experimental results, they are in 
agreement as to the general character of the variation of the 
rate of emission of the electrons by various hot bodies with 
temperature. In all cases it has been found that if the 
material experimented on is in a condition which does not 
change with lapse of time the rate of emission of electrons 
increases with enormous rapidity as the temperature is raised. 
This is true whether the substance under investigation is in 
a good vacuum or is surrounded by various gases. The 
extreme rapidity of this variation is well shown in Fig. 8 
which represents the results of the writer’s early experiments 
with sodium. The observations recorded extend over a range 
of temperature from 217° C. to 427 0 C. whilst the corresponding 
currents increased from 1*8 x io~ fl amp. to 1*4 x io~ 2 amp. 
Thus with a rise of temperature of a little over 200° C. the 
current increases by a factor of io 7 . In order conveniently 
to exhibit all the values on the same diagram the curve is 
shown by means of a number of branches, in each of which, 
proceeding from left to right, the scale of the ordinates is 
successively reduced by a factor of 10. Thus, starting from 
the left-hand side, in the first curve the unit of current is io~ 9 
amp., in the second io~ 8 , and so on. The various crosses 
which lie vertically over one another represent the same 

lf ‘ Phil. Mag.,” Vol. XXIX, p. 811 (1915). 

2 “ Ann. der Phys.,” Vol. XLVII, p. 573 (1915). 

3 “ Phys. Rev.,” Vol. VIII, p. 534 (1916), but cf. ibid., Vol. IX, p. 500 (1917). 

4 Cf. Langmuir, t4 Trans. Amer. Electrochem. Soc.,” p. 534(1916). 

5 Cf. also 0 . W. Richardson, “ Phil. Mag.,” Vol. XXVI, p. 345 (1913), and 
Stoekle., loc. cit. 
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observation on different scales. It will be noticed that the suc- 
cessive branches are very similar to one another ; so that the 
general character of the temperature variation is much the 
same at all temperatures. As the temperature is reduced the 
current continuously approaches the value zero but never 
actually reaches it. The experiments to which Fig. 8 refers 
were probably affected to some extent by the presence of a 
surrounding gaseous atmosphere, but however carefully gaseous 
contamination has been avoided, it has always been found that 



the general character of the temperature variation is of the 
kind shown in the figure. The difference between different 
substances lies in the temperature at which the emission be- 
comes appreciable ; and this temperature determines the whole 
scale of the diagram. With most substances the currents 
cannot be measured on a sensitive galvanometer at tempera- 
tures below iooo 0 C. A correspondingly larger interval of 
temperature is then required in order to change the current in 
a given proportion. 

This will become clearer if we consider the matter from a 
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re quantitative standpoint. In the last chapter two prin- 
al formulae were developed for the saturation current i from 
t area of a hot body at temperature T°K, viz. : — 

i=AT*e- brr . . . . (1) 

l i = CT 2 e~ dJT .... (2) 

ere A, b } C, and d are constants. Obviously these formulae 
not both be true. As a matter of fact both are approxi- 
tions and (2) rests on a more solid theoretical basis than 



According to the theory of Chapter II, equation (2) 
uld be a very close approximation to the truth. In 
er to test the relative merits of the equations we may take 
arithms of both sides, obtaining from (1), 

logjo i - i log 10 T = log 10 A - 3/2-303 T . (3) 

i from (2), 

logic * - 3 lo £io T = !°gio c - ^/ 2-303 T . (4) 

:ording to (1) we should get a straight line by plotting 
l# i - i logic T against T _1 and according to (2) the same 
alt should follow if we plot log^ i - 2 log 10 T against T \ 
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Jfi Fig. 9 some very consistent observations by Deininger, 1 on 
.•.the emission from lime coated platinum wires, are treated in 
• .this, way, the saturation current per unit area being given in 
electrostatic units. The points shown thus : x represent the 
values of log 10 C - i log,,, T, and the points thus : o the values 
of 5 + log 10 C - 2 log,,, T, each plotted against ur'/T. The 
points marked ® and x may be left out of consideration for 
the present. The points shown represent a variation of C 
from 75 e.s.u. to approximately 3 x in' 1 e.s.u., the corre- 
sponding range of temperature being from 798" (’. to 1 198" C. 
Both sets of points are seen to fall on straight lines almost as 
exactly as they can be drawn ; so that if we regard (1) and 
(2) as empirical formula* there is nothing to choose between 
them. Each is capable of expressing the experimental re- 
sults with the exactness required by the accuracy of the 
measurements. It is clear that the values of A and /> or C 
and d may be deduced from the intercepts on the axes of 
lines like (1) or (2) respectively in Fig. 9. As the experi- 
ments are unable to decide between the relative accuracies of 
the two formula;, and as the formula (1) was the first in the 
field and usually occurs in the literature, we shall make most 
frequent use of it in this book, although (2) is more satis- 
factory from a theoretical standpoint. After all, the differ- 
ence between the two equations may lx; considered to lie in 
the interpretation of the quantities A, b, C, and ,/, and if A 
and b are given for a particular substance and temperature, 
C and d may be obtained from the relations 

C » A*~»T*« . . . (5) 

and dm, b - j T . . . . (( }) 

which are valid to the degree of accuracy within which ( t ) and 
(2) can be regarded as consistent. 

The experimental evidence shows that the validity of 
equation (2) (or (1)) is perfectly general and covers the very 
large number of substances investigated over the whole range 
of experimentation, provided no permanent change in the 
composition of the surface of the substance concerned takes 


J Loc. Cit., p. 2( j 6. 
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place as a result of the treatment. The only known exc eg- \ 
tion appears to be that with certain specimens of coj^erfi^ 
osmium filament the writer and H. L. Cooke 1 observ^^thSS^ 


the curve corresponding to Fig. 9 consisted of two st^ght r 
lines .meeting at an angle. It is probable that this is , *ffue 
to some reversible, possibly allotropic, change in the structure 
of the material. The range of thermionic current over which 
the formula has been found to apply is in many cases very 
large indeed. Thus K. K. Smith 2 has confirmed it in the case 
of tungsten over a range of temperature such that the ther- 
mionic current varied by a factor of io u . His results also 
show that even over this extended range there is nothing to 
choose between equations (1) and (2), both of which express 
the experimental results with exactness. Such consistency is, 
of course, only obtainable after the material has been thoroughly 
freed from impurities. New filaments frequently give data 
yielding exceptional values of the constants A and b. 


Conditions Affecting the Attainmknt of Saturation. 

In making measurements of the number of electrons emit- 
ted from hot bodies it is essential that the currents should be 
saturated, otherwise only part of the electrons emitted by the 
hot body will reach the electrode and the measured values 
will be too small. It is therefore necessary that the applied 
potential difference between the emitting substance and the 
receiving electrode should be at least as great as the smallest 
potential difference required to cause saturation. Generally 
speaking, the applied potential difference may have any value 
greater than this, provided the experiments are made in a 
good vacuum. If, however, a gaseous atmosphere is present 
we have seen in Chapter I that, if the potential gradient ex- 
ceeds a certain value depending on the nature and pressure of 
the gas, ionization by collision will occur and the measured 
currents will be larger than those clue to the unassisted elec- 
tronic emission. When possible this difficulty should be 
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avoided by making the experiments under the best attainable 
vacuum conditions, as it is difficult to make exact allowance 
for the effect of ionization by collisions in experiments of 
this character. 

The type of curve connecting the current and applied po- 
tential difference which is most frequently obtained under fairly 
good vacuum conditions is shown in Fig. to. This represents 
observations made by the writer 1 with a reshaped carbon 
filament surrounded by a cylindrical electrode, the: pressure 
being 0*003 mm. It will be seen that approximate saturation 
is attained at about 30 volts, although there is a further rise 
of about 10 per cent of the total value cm increasing the volt- 



Pltn Xcn 

age to 120. This further increase* is almost always, as in Fig. 
10, proportional to the increase in the applies! potential. It 
usually diminishes with continued use of a given tube, and it 
appears to be due either to the evolution of gas from the hot 
filament or to the presence of a layer of condensed gas on the 
electrode, or to both these circumstances. The writer has not 
observed this effect in a tube which has been well glowed out 
and exhausted in the vacuum furnace before testing, although 
a case of its appearance under these conditions has been re- 
corded by K. K. Smith/ 1 As an example of the extent to 

1,1 Phil. Trans., A.,” Vol. CC 1 , p. jao (1903). 

3 Some recent observations of this phenomenon have been recorded by 
H. Lester, “Phil, Mag.,” Vol. XXXI, p. 549 (itpb). 

Lqc. cit. 
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which complete saturation is attainable in experiments of this 
character the following figures given by Deininger 1 maybe 
cited 


Potential Difference (volt#) — 



0 3 

5 xo 12 

l S 

20 2.5 30 

Current (x m 

10-8 amp.) * 
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t TO 
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209*0 209*0 209*0 2107 208 *i 204*4 204*4 208*1 20K1 a<»8* 1 208*1 208*1 


In this experiment the temperature must have been about 
the same as in the case to which Fig. 10 refers. The pressure is 
given as less than o*oor nun. It: will be seen that there is here 
no perceptible increase in the current between 25 and 180 volts. 

It is only when the thermionic current densities are com- 
paratively small that saturation is attainable with potential 
differences of 20 volts or under. With the large emissions 
which occur at very high temperatures the potential difference 
required for saturation may he very much higher owing to the 
mutual repulsion of the emitted electrons. In fact with a 
given difference of potential between the electrodes a stage is 
reached when further increase in the temperature causes no 
increase in the currents flowing. This effect was first ob- 
served by Lilienfcld 3 who explained it in general terms y as 
due to the effect of the volume charge of the emitted electrons 
in opposing the transportation of the current These phe- 
nomena are of considerable technical importance arid have 
been investigated very fully by Langmuir/ whose measure- 
ments of the thermionic current between two lmirpiu-shaped 
tungsten filaments, under fixed differences of potential, at 
various temperatures, arc exhibited in Mg 1 1. The experi- 
mental values lie along the broken curves, the continuous curve 
representing the saturation current at different tern features. 

1 “ Ann, der Phyn.,” Vol XXV, p, 294 (190H). 

9 Vol XXXII, p, 673 (19*0); 4 * I.ripiigrr Her/* Vol. IJCIII, p. 514 

:i “ Phyic IX, p, 193 (*908). 

4 “ Phyg, Rev./ 1 Vol It, p, 453 (19*3). 

% * 
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It will be noticed that the broken curves coincide* with the 
continuous curve up to a certain temperature which is lower 
the smaller the applied potential difference. Beyond this 
point the currents are below the saturation value, but the}* still 
increase with increasing tempendures of the filament. At still 
higher temperatures the broken curves bend round, and the 
current under a given potential difference becomes entirely 



Fm. t%. 


independent of the temperature of the hot filament. Owing 
to the mutual repulsion of the electrons a given difference of 
potential applied over given boundaries is only capable of 
forcing a definite number of electrons across the intervening 
space in unit time, no matter how many may he available. 

In order more clearly to see how this comes about let us 
consider the simplest possible case, that of an emitting plane 
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°pposite a parallel conducting plane which represents the re- 
ceiving electrode. Take the axis of x perpendicular to the 
planes and let V be the electrostatic potential at any point. 
Then the value of V is governed by Poisson’s equation which 
reduces to 


d 2 V 

• 


( 7 ) 


p being the volume density of electricity at any point 
Wlien there are no electrons emitted p is zero at every point ; 
dV 

so that is constant and the relation between V and x may 

be represented by the straight line 
PQT in Fig. 12. When the plate is 
emitting electrons these will give rise 
to a negative value of p in the space as 
they cross it, the curve between V and 
x will therefore everywhere be convex 
downwards and if the number is small, 
the graph of V will be similar to PST. 

As the emission and - p increase this 
curve will sink below PQT until the 
stage PRT is reached, where the tan- 
gent at P is horizontal. Any further increase in the supply 
of electrons will now have no effect on the distribution of 
potential between the plates because there is nothing to drag 
them away from AP. We here assume that the emission 
velocities of the electrons are zero. 

Now let us see how the current will depend on the applied 

potential when the condition that vanishes at the hot plate 

is satisfied. Let + e 1 denote the numerical value of the nega- 
tive charge of an electron and + p x the numerical value of the 
negative density of charge at any point. An electron at a point 
where the potential is V (if V = o at the hot plate) will have 
acquired an amount of kinetic energy given by the equation 

imv 2 = Ve 1 . . . . ( 8 ) 

The current per unit area carried by the electrons at that 
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point will be 

t = v Pl . 

and equation (7) may be written 

d*V 

dx 1 ~ 47r ^ • 

By elimination of p and v from (8), (9), and (10) 
d 2 V 


( 9 ) 

(10) 


dx 1 


— 2tti 


dV 


. 1 2m 


and integrating, subject to == ° when V = o, 


(£)■ - -V 


2 mV 


By integrating again, subject to V = o when x 
solving for i we find 


= 4 e ±^n 

97 r ' m x 2 


. (11) 

o, and 

. (12) 


This ■ calculation is a development of one first given by 
J. J. Thomson 1 and was first carried out in the form here given 
by C. D. Child. 2 

The same general method of treatment with the appropri- 
ate modification of Poisson’s equation has been applied to the 
case of a circular wire surrounded by a coaxial cylinder by 
Langmuir who finds 


= V 3 '* 

(~\ » AVI 


m rf 3 2 


(13) 


where r is the radius of the cylinder, and 

* = log ~a ' K l0g 0 + T^( l °Z 0 


47 

3300 


(log 


r \ 4 

a) + 


a being the radius of the wire. He has suggested that experi- 


1 “ Conduction of Electricity through Gases,” 1903 edition, p. 187 ; 1906 
edition, p. 223. 

2 “ Phys. Rev.,” Vol. XXXII, p. 498 (1911). 

* I am informed by Professor Fleming that this factor should be J- not f. 
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merits with concentric cylinders using equation (13) could be 
made so as to determine the value of ejm with great precision. 1 

Langmuir 2 has argued from a consideration of the dimensions 
of the equations that, whatever may be the geometrical rela- 
tion between the emitting and receiving electrode, the current 
in the infra saturation region will be equal to V 3/2 multiplied 
by a factor depending on ejm and the geometry of the system. 
For this argument to be valid it is necessary that the velocity 
and density of the electrons should be capable of being varied 
in an arbitrary manner throughout every point of the space right 
up to the cathode. The existence of finite emission velocities 
independent of the field intensities prevents this condition from 
being satisfied. The thesis that the current varies as V 3/2 
cannot therefore be considered to be established in general. 
It is, however, found in practice that the currents can be 
expressed with fair approximation as being proportional to V 3/2 
for a considerable variety of two electrode structures and over 
a range of voltage varying with the structure, as, for example, 
over the flat parts of Fig. 1 1. 

There are considerable deviations when the applied voltages 
are small and also at high voltages as the saturation value of 
the current is being approached. 

The deviations at low voltages are of a fundamental char- 
acter. In order to understand them it is necessary to consider 
critically two of the assumptions which have been made in the 
foregoing calculations, namely, that the initial velocities are 
zero, and that the vanishing of the potential gradient at the 
cathode is an infra-saturation condition. The validity of the 
latter assumption certainly seems doubtful because we can 
argue with at least equal plausibility that it is the condition 
which should hold when saturation is just attained. We have 
seen that inasmuch as the volume density p is everywhere nega- 
tive the V, ^ curve is always concave upwards. If, therefore, it 
is horizontal at the cathode (Fig. 12), the electric force in the 
space will at every point be urging the electrons towards the 
anode. Any electron which escapes from the cathode will 

x Cf. S. Dushman, “ Phys. Rev.,” Vol. IV, p. 121 (1914). 

2 Loc. cit. 
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thus reach the anode and the condition is one for the attain- 
ment of saturation. If the force at the cathode does not 
vanish but is so directed as to draw the electrons towards the 
anode the condition is equally one for saturation. If it is op- 
positely directed, no matter how small it may he, it will stop 
the current provided the initial velocities are zero. It apj>ears 
then that if the initial velocities are zero there is an instability 
in the current voltage phenomena, the current jumping sud- 
denly from zero to the saturation value in passing through 

£\f 

that voltage for which 1 V vanishes at the cathode. But this 

itv 

is quite a different picture of the phenomena from that given 
by the calculations of Child and Langmuir winch are based on 
the same hypotheses, and we are driven to inquire how it is 
that those calculations show as substantial a measure of agree- 
ment with the facts as they do. 

As a matter of fact the initial velocities are not zero* We 
shall see in Chapter V. that the electrons are emitted with a 
complicated distribution of velocities whose mean value is 
comparable with that which an electron would acquire in falling 
through a difference of potential of 0*25 volt. Actually the 
vanishing of the potential gradient at the cathode is the con- 
dition for incipient saturation. When the current is below 
the saturation value the potential gradient at the cathode is 
finite, and so directed as to return the emitted electrons to it. 
Since the negative volume density necessitates the’ V, x curve 
being uniformly concave upwards, it follows that in the infra- 
saturation region there is a surface over which the potential 
has a minimum value located in the space between the cathode 
and the anode. It is the initial velocity of the electrons which 
carries them, or rather, such of them as have sufficiently high 
initial velocities, through the opposing field in the neighbour- 
hood of the cathode. The surface of minimum potential Is 
also the surface at which the potential gradient vanishes, and 
the electrons which get through it pass to the anode under an 
accelerating field. When the currents are a very long way 
from saturation the surface of minimum potential is dose to 
the anode, and as the currents increase it moves towards the 



TEMPERA PURE VA RIA TION 


73 


cathode with which it becomes coincident as saturation 'sets in. 
Thus the vanishing of the potential gradient at the cathode is 
actually a saturation condition. The reason why the currents 
are found in practice to vary very approximately as the 3/2 
power of the voltage over a very considerable range must be 
that in favourable cases where the electron emission is large 
there is a considerable range of current over which the surface 
of minimum potential is very close to that of the cathode, and 
the minimum potential is not much below the potential of the 
cathode. 

It will be seen that the surface of minimum potential 
divides the space between the cathode and anode into two 
portions in which the behaviour of the electrons is governed 
by quite different considerations. In the positive part of this 
space, that is, on the side towards the anode, the electrons are 
moving in an accelerating field, and the calculations of Child 
and Langmuir will apply, subject to a correction for the initial 
velocities, if the potentials and distances are measured from 
the surface of minimum potential instead of from the cathode. 
In the negative part of the space the electrons are in a re- 
tarding field and the conditions are mainly similar to those 
considered on pp. 173 et seq. The conditions are not, how- 
ever, those of a true equilibrium, as there is a steady flow of 
electrons towards the anode. This makes the resulting dif- 
ferential equations difficult, and so far as I am aware no one 
has yet succeeded in obtaining an exact solution. In the case 
of parallel planes, however, Schottky 1 has succeeded in de- 
ducing the following equation for the current i at different 
potentials (V) 



(I3'0 

(i3‘2) 

(i3’3) 


»“ Phys. Zeits.,” Vol. XV, p. 526 (1914). 
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is the distance of the surface of minimum potential from the 
cathode, k is Boltzmann’s constant, T is the characteristic 
temperature of the electrons, s is the saturation current, and d 
the distance between the electrodes. These formulas appear 
to be exact enough for all practical purposes. In the case of 
currents saturating with about 30 volts they indicate errors 
varying between 10 and 40 per cent, when equation (12) is 
used to calculate the currents under a given voltage in the 
infra-saturation region. In the case of cylindrical electrodes 
the calculations are still more difficult, and it has only been 
found possible to determine the minimum potential within 
rather wide limits. 1 These corrections would be of importance, 
for example, in using equation (13) to determine e/m with 
accuracy. 

The effect of the mutual repulsion of the electrons in pre- 
venting the attainment of saturation will be important only 
when the saturation currents are of considerable magnitude ; 
with sufficiently small currents this effect will vanish. At 
relatively low temperatures when the emission is com- 
paratively small, if the hot body is surrounded by the receiving 
electrode, we should expect saturation to be attained without 
the application of any potential difference ; since all the 
electrons are emitted with some velocity, arid any velocity, 
however small, will be sufficient to carry them across to tine 
electrode ultimately. This supposition does not accord with 
the facts as observed in experiments with electrically heated 
wires surrounded by coaxial cylindrical electrodes. Under 
these conditions it is the writer's experience that potential 
differences comparable with two or three volts are required to 
cause saturation even when dealing with the smallest currents 
which are convenient to measure. There can be very little 
doubt that in these cases one cause operating against the 
attainment of saturation is the effect of the magnetic field, due 
to the heating current, on the motion of the electrons. 

To see how this comes about consider the case of a hot 
wire, of circular section and radius a, surrounded by a coaxial 


1 Schottky, “Verb, tier deutach. Phyitik. Cien.,’* Vol. XVI, p, 490 (1914)* 
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cylindrical electrode of radius b . Let V 1 be the potential 
difference in volts between the wire and the cylinder. The 
electric intensity R is everywhere radial and at distance r from 
the axis is given in electro-magnetic units by 

R = V 1 x i o 8 /V log b\a — A jr . . (14) 

The magnetic intensity H lies in circles about the axis of the 
wire, and, if j is the current in amperes, its value at distance 
r is 

H = 2j\\or = B jr . . (1 5) 

On account of its direction the magnetic field will not affect 
the angular velocity of the electrons about the axis. Disre- 
garding this rotation, the paths of the electrons are periodic 
curves, in the plane containing the axis, which keep intersect- 
ing the surface of the emitting cylinder. The effect of the 
neglected rotation is simply to convert these plane curves into 
spirals about the axis. There is a certain maximum distance, 
under given conditions, which an electron is able to travel from 
the axis, and unless this is equal to or greater than the radius 
of the outer cylinder the electrons will return to the surface of 
emission and will contribute nothing to the thermionic cur- 
rent. 

If r is the perpendicular distance of an electron from the 
axis, z its distance from a fixed plane perpendicular to the 
axis, and 9 the angle the plane containing the axis and the 
electron makes with a fixed plane through the axis, the equa- 
tions of motion of the electron are : — 
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if 

From (17) 
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Substituting these values of ^ and in (16) and inte- 
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The maximum value r m of r is given by = 0 ° r from 

(21), after substituting the values of A and B in terms of V x 
and j] by 

V, = IO- 8 log -[/— log - + 

1 b cL^om b a 5 


*.<* - p)i 


mr o + ma 6 <, \ r v | 

rn ~7 ~~~ • • (32) 

2 * log J 

Thus if r m is to be just equal to the radius b of the outer 
cylinder, 

xr hi a \ f e , b /. 

Vx- io-«logj{ 555 log 5 + ^, 

+ maff * 0 2 (i - 15)] 


mr n - 


2 e log bja 


(23) 


If V x has a value equal to or greater than this the electrons 
will reach the electrode and form part of the current, otherwise 
they will not do so. If j is very small the right-hand side of 
(23) is negative, indicating that the current will be able to flow 
against an opposing potential owing to the initial emission 
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velocities. The point of immediate interest, however, is the 
first term, on the right-hand side of (23), which is always posi- 
tive and is independent of the emission velocities. This shows 
that owing to the action of the magnetic field due to the heat- 
ing current, a definite potential is necessary in order to drag 
the electrons across to the electrode. With thin wires, which 
require only a small current to heat them, this potential differ- 
ence is unimportant. Thus if bja = 200 and j = 1 ampere, 
V x is only about 0*2 volt. On the other hand, with thick 
wires, which require large heating currents, the necessary values 
of V x may be quite large. 

Another important factor which has to be taken into ac- 
count, especially with thin wires, is the drop of potential along 
the wire due to the flow of the heating current. This is usually 
comparable with 1 volt per cm. In order to ensure that no 
part of the wire is at a positive potential compared with the 
cylinder, it is necessary that the positive end of the wire should 
be at a potential at least as low as that of the cylinder. If 
the potentials are applied at the negative end of the wire, it 
will appear from this cause alone that an additional negative 
potential equal to the fall along the hot wire has to be applied 
in order to ensure complete saturation. Where the conditions 
are such that the current would be varying as the 3/2 power 
of the voltage if the cathode were an equipotential surface the 
effect of the fall of potential due to the current flow can be 
allowed for by the following method. Let V 2 be the 
potential difference between the positive end of the cathode 
filament and the anode, let V 0 be the potential drop in the 
filament whose length is /. Let the current per unit length 
in general be CV 3/2 then the potential at a point distant# from 

x 

the positive end of the filament is V 1 + ^V 0 and the current 

from a length dx at this point is 

/ x \ 3/a 

c V v i + 7V dx 

and the total current is 

c J o (v 1 + 7 V 0 ) dx = -fyJXVl + VoF - V>*} 
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That the mutual repulsion of the electrons, the magnetic 
field due to the heating current, and the drop of potential along 
the wire, also due to the last-named cause, are the t hief general 
factors which prevent the attainment of saturation is strikingly 
shown by some recent experiments by Schottky. 1 ' Using 
concentric cylinders the thermionic currents with small dif- 
ferences of potential, both accelerating and retarding, were 
measured under conditions such that the heating current was 
cut out at the instant of measurement. By means of a suit- 
able in-and-out switch, a operating continuously, matters were 
arranged so that no appreciable variation in the temperature 
of the wire ensued thereby. Under these conditions the drop 
of potential along the filament and the magnetic field due 
to the heating current are eliminated, and it was fount 1 that 
the current saturated at zero potential difference ; except for 
an effect, which was smaller the lower the temperature and 
smaller the current, arising from the mutual repulsion of the 
emitted electrons. In determining the actual difference of 
potential between the wire and the electrode, it was found 
necessary to add to the apparent applied potential difference 
registered by the voltmeter, a difference of potential equal 
to the contact potential between the two metals used. Thus 
experiments of this kind can be used to measure contact dif- 
ferences of potential under good vacuum conditions without 
displacing the surfaces subject to test. 

Schlichter, 1 * 3 by using methods of heating the electrode 
which do not involve the passage of an electric current 
through it, has been able to show that the electron current 
with 220 volts driving potential is only about 10-20 per cent 
greater than that under zero potential difference, when the: 
hot metal has been thoroughly glowed out. The special 
conditions which affect the attainment of saturation in the 
case of freshly heated metals will be referred to again on 
page 1 99, Chap. VI. 

1 “ Ann. der Phys.," Vol. XUV, p. 101 1 {i 9l g. 

a Cf. v. Baeyer, “Verb, der Deutsch. Phymk. Vol. X, p. >>s (i.ji.s) 

8 “ Ann. der Phys.,” Vol. XI. VI I, p. 573 (1915). 
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Infra Saturation Currents in Presence of Gases. 

In general the relation between currents and voltage when 
gases are present is very complicated, depending on the nature 
and pressure of the gas, the electron emission from the cathode, 
the applied potential difference, and the geometry of the 
electrodes. For each gas it is found that there is a definite 
potential difference, called the ionization potential, such that 
unless the electrons acquire an amount of kinetic energy 
equivalent to that arising from a fall through this difference 
of potential they are unable to ionize the gas molecules by 
impact. Provided the potential difference between the elec- 
trodes is less than the ionization potential, no positive ions 
will form and the current will be carried entirely by electrons 
or by negative ions. If the gas pressure is sufficiently low 
the magnitudes of the currents under given voltages will then 
be determined by the considerations developed on pp. 65- 
78. As soon as the ionization potential is exceeded some 
positive ions will begin to form. The positive ions are much 
more massive than the electrons and the most noticeable 
effect they exert is to reduce the volume density of the 
negative electric charge in the space between the electrodes. 
If the gas is one with light molecules, such as hydrogen, and 
the pressure is relatively low, the current will show a gradual 
increase over the high vacuum values as the voltage is raised. 
If, however, the gas is one with heavy molecules, such as 
mercury vapour, and the pressure is not too low, the sudden 
generation of positive ions may be almost sufficient to ex- 
tinguish the space charge effect of the electrons and there may 
be a sudden jump in the current to a value approaching 
saturation. Such unstable phenomena in the current voltage 
relations in the presence of gases at a low pressure have fre- 
quently been noticed by observers in this field. 1 

When the pressure of the gas is high, for example, 
comparable with the atmospheric pressure, and the hot elec- 
trode generates ions of one sign only, the conditions which 

J Cf. Richardson and Bazzoni, “Phil. Mag.,” Vol. XXXII, p. 428 (1916); 
Hagenow, “ Phys. Rev.,” Vol. XIII, p. 4x5 (1919). 
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determine the flow of the current differ from those for a high 
vacuum in one important particular. The velocity of the ions 
or electrons now, instead of being proportional to the square! 
root* of the potential difference reckoned from the emitting 
electrode, is proportional at every point to the electric intensity. 
When this fact, together with the effect of the space charge, 
is taken into account J. J. Thomson 1 has shown that the 
current / per unit area between two parallel plane electrodes, 
one of which is a source of ions of one sign only, is given, 
when the currents are small compared with the saturation 
value, by the equation 



where k is the mobility of the ions, V is the applied potential 
difference, and l is the distance between the planes. In this 
case the current varies as the square of the applied potential 
difference. 

The presumption that the velocity of the ions is proportional 
to the electric intensity implies that they lose most of their 
kinetic energy at each collision with a gas molecule. With 
a number of gases such as mercury vapour and helium this is 
far from being the case; in fact it appears that such loss of 
energy is inappreciable unless the ions or det irons have 
acquired a certain critical kinetic energy as, for example, by 
falling through a corresponding “ critical " potential difference. 
When the modifications appropriate to such gases 9 are made in 
the equations the currents between parallel plates at {xitcutial* 
(V) below the critical potential are found to he given by the 
equation 

i s J e X V ' 11 
v zm 2 -nl 

where X is the mean free path of the ion or electron in the gas 
and / is the distance between the plates. In this ease it 
appears that the current varies as the voltage raised to the 

1 “ Conduction of Electricity through {Sane*,” and edition, j», a 09. 

5 Richardson and Bazzoni, “ Phil, Vol. „¥XXIJ, p. 433 (itjth). 



TEMPERATURE VARIAT/OJV 


81 


power 3/2. This result should be independent of the geometry 
of the electrodes provided the pressure is reasonably high and 
the currents are a long way from saturation. 


The Values of the Constants. 

A considerable number of the researches enumerated at 
the beginning of this chapter are of a sufficiently extensive 
character to enable the constants of the emission formula to 
be deduced from the measurements. The values for the ele- 
mentary substances are given in the next table. The numbers 
given are the values of A l9 b y C, d, and <j> Q , where A x = A/c, 

$ 0 = — x 300 and A, b y C, and d y are the constants in equa- 
tions (1) and (2), when i is expressed in electrostatic units. 
A x in fact is the constant in the equation 

N - A X T^ T . . . (24) 

where N is the number of electrons emitted from unit area in 
unit time at temperature T. <p 0 is the potential difference in 
volts which is equivalent to the work an electron would have 
to do to escape from the substance, reduced to the absolute 
zero of temperature. In some cases the numbers have not 
been evaluated by the authors, in others obsolete values of 
the ionic charge e have been used. I have reduced all the 


data to the common value e = 4*8 x 10” 

~ 10 e.s.u 


^(equi- 

Material. 

Observer. 

Ai. 

b. 

c. 

d. 

valent 

volts). 

Carbon 

1. [Richardson 

io 34 

7*8 x io 4 


7*55 X IO 4 

6*48] 


2. Deininger 

4*68 x io 25 

5*49 x io 4 

7*46 X IO 10 

5*25 X IO 4 

4*51 


3. Langmuir 

3*3 Langmuir 

1*49 x io 26 

4*87 X IO 4 
4-80 x io 4 

1*78 X IO 10 

4*57 x io 4 

3*92 

Platinum 

4. Richardson 

5. Wilson 

6. Wilson 

7. Richardson 

7*5 x io 25 
6*9 x io 26 
1*17 X IO 27 

5 X IO 28 

4*93 x 10 4 
6*55 x io 4 
7*25 X IO 4 
6*78 X IO 4 


4 75 x ro 4 
6*3 x io 4 
7*0 x io 4 
6*55 xio 4 

5*45 

6*o 

5*65 


8, Deininger 
g. Horton 

10. [Wilson 

3*06 X IO 25 
i*6 x io 25 
2 x io 21 

6*i xio 4 
6*i x ro 4 
2*8 xio 4 

4*9 x 10 10 

5*85 X IO 4 
5*9 xio 4 
2*56 X IO 4 

5*02 

5 *i 

2*18] 


11. Langmuir 
11a. Schlichter 

2*02 X io 81 
7*2 X IO 25 

8-o x io 4 
5*11 X io 4 

2*42 X IO 16 

7*7 x io 4 
4*9 X io 4 

6*62 

4*2 

Tungsten 

12. Langmuir 
12a. K. K. Smith 

i*55 xio 26 
3"o x io 27 

6 

5*25 x io 4 
5*47 X IO 4 

i*86 x io 11 

4*95 x io 4 
5*20 X IO 4 

4*25 

4*46 
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Material. 

Tantalum 

Observer. 

13. Deininger 

14. Langmuir 

Ai. b. C. 

2*7 xxo 21 4*42 xio 4 4*3 xio 6 
7*45 x 10 25 5*0 x 10 4 8*94 x 10 10 

d. 

14*17 XIO 4 
4*7 xio 4 

^(equi- 

valent 

volts). 

3*58 

4*04 

Molybdenum 

14*1 Stoekle 

6*9 x io 26 5*36 x io 4 



Molybdenum 

15. Langmuir 

1*38 xio 26 5*0 xio 4 1*65 xio 11 

47 xio 4 

4*04 

Thorium 

15*1 Langmuir 

1*25 xio 27 3*90 xio 4 



Nickel 

15a. Schlichter 

2*9 xio 25 3*4 xio 4 

3*3 x*° 4 

2*9 

Iron 

15*2 Dushman 

1*5 xio 22 ? 37 xio 4 ? 



Titanium 

15*3 Dushman 

8*1 XIO 21 ? 2*8 XIO 4 ? 



Calcium 

16. Horton 

I‘I XIO 23 3-65 XIO 4 

3*5 x *° 4 

3*04 

Sodium 

17. [Richardson 

10 31 3*16 x 10 4 

-3*i xio 4 

2*65] 


The data from which these numbers have been calculated 
are taken from the following list of papers. (The numbers 
are the numerals at the beginning of each row in the pre- 
ceding table) : — • 

Nos. i, 4, and 17, “Phil. Trans., A.,” Vol. CCI, p. 497 
(1903). Nos. 2, 8, and 13, “Ann. der Phys.,” Vol. XXV, p. 
285 (1908). Nos. 5, 6, and 10, “ Phil. Trans., A.,” Vol. CCII, 
p. 243 (1903); Vol. CCVIII, p. 247 (1908). No. 7, “Phil. 
Trans., A.,” Vol. CCVII, p. 1 (1906). Nos. 9 and 16, “ Phil. 
Trans., A.,” Vol. CCVII, p. 149 (1907). Nos. II, 14, and 
15, “Phys. Rev.,” Vol. II, p. 450 (1913). For No. 3 I am 
indebted to a letter from Dr. Langmuir. Nos. 33, 15*1, 15*2, 
and 15*3 are from “Trans. Amer. Electrochem. Soc.,” p. 354 
(1916). Nos. 15*2 and 153 are stated to be preliminary 
measurements. No. 12, “Phys. Zeits.,” Jahrg. 15, p. 525 
(1914). No. 12a, “ Phil. Mag.,” Vol. XXIX, p. 81 1 (1915). 
Nos. 11a and 15a, “Ann. der Phys.,” Vol. XLVII, p. 573 
(1915). No. 14*1 “ Phys. Rev.,” Vol. VIII, p. 534 (1916). 

Many of the values have only been worked out rather 
roughly as the final numbers are incapable at present of being 
interpreted with any great accuracy. All the values of C 
have not been calculated. They are in a constant proportion 
to the values of A ± except for the factor T*, T being the 
absolute temperature in the different experiments. 

All the data in the table, except No. 10, were obtained 
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under conditions which, at the time when the various experi- 
ments were made, led the authors to believe that they were 
measuring the emissions characteristic of the elements in 
question. It was thus expected that the constants A and b 
would have definite values for each material. This statement 
is exactly true only so far as concerns b y which depends only 
on the relative values of the currents at different temperatures. 
In one or two of the experiments there is some latitude in the 
value of A, which depends on the absolute value of the cur- 
rents, on account of uncertainty as to the exact area of the 
emitting surface, occurrence of some impact ionization, and 
difficulty of attaining saturation. However, in most of the 
experiments these uncertainties were not present, and in any 
event they would not be expected to affect the order of 
magnitude of A seriously. 

A glance at the table shows that the expected result is far 
from having been attained The variation of b y for example, 
for a given element is enormously greater than the variations 
arising from errors of measurement justify. In fact, the re- 
searches referred to at the beginning of this chapter have 
proved one thing with great clearness, namely, that the deter- 
mination of the emission constants for the elementary sub- 
stances is an experimental problem of the most extraordinary 
difficulty. There are two chief reasons for this . 1 In the first 
place the rate of emission is extremely sensitive to the 
minutest traces of a large number of gases. In the second 
place the general character of the emission from a wire sub- 
ject to traces of gaseous contamination is not affected thereby. 
That is to say, the hot body adjusts itself to the altered 
circumstances, so that the emission still follows a current 
temperature law of the form i = AT I/2 e~ blT but with different 
values of the constants. There is therefore nothing in the 
behaviour of the phenomena itself which enables one to tell 
when, or if, the desired purification has been attained. More- 
over, the effects produced by extremely minute amounts of gas 
are so considerable that it is doubtful, at the present stage of 


1 Cf. chap. iv. 


6 
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development of this branch of experimentation, whether the 
requisite degree of purity can be attained except in the case 
of a small number of highly refractory elements. The most 
successful experiments from this point of view are those of 
Langmuir and K. K. Smith on tungsten, and the numbers 
in the table opposite this element deserve more confidence 
as representing values characteristic of the substance itself 
than any of the other numbers. The data of Langmuir and 
of Stoekle for molybdenum also appear deserving of confidence 
and are in fair mutual agreement. 

The effect of gases on the emission will be considered at 
length in the next chapter, but it is necessary to say a few 
words about it in order intelligently to discuss the contents of 
the preceding table. The early experiments of McClelland, 1 
with platinum and German silver wires, showed that the emis- 
sion was unaffected when the pressure of the surrounding gas 
was changed from 0*004 to 0*04 mm Tin's rather indicated 
that to obtain the characteristic elementary values it was 
necessary only to get rid of gas to an extent sufficient to 
avoid complications due to secondary actions between the 
liberated electrons and the gas, such, for example, as impact 
ionization. Thus in the writer's experiments Nos. 1 and 4 no 
precautions to avoid gaseous contamination were taken except 
to keep the pressure well under trot mm. by continuous 
pumping. Working with platinum wires H. A. Wilson 3 
found that the emission had the: same value at a given 
temperature in air, nitrogen, and water vapour at low pres* 
sures. On the other hand, the emission was enormously 
increased by hydrogen even when this gas was present in 
very small quantity. The vapours of mercury and phosphorus 
pentoxicle were also found to increase the emission to some 
extent at high temperatures, although it does not seem certain 
that the increase caused by these vapours was not due to 
impact ionization. The writer 11 found later that the negative 
emission from platinum in an atmosphere of oxygen was 

l “ Camb. Phil. Proc./* VoL XI, p, vqh f*yto), 

u “ Phil, Tran*., A.,” VoL CCfg p, tfu (tyup, 

3 Ibid., VoL CCVU, p. x (tyofc), 
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independent of the pressure at pressures below 1 mm. when 
there was no impact ionization. In experiment No. 4 
the gas present was that given off from the wire and the 
surrounding electrode under the influence of heat, and gases 
emitted from hot metals usually contain a considerable 
proportion of hydrogen. This led Wilson to think that the 
observed emission from platinum in general might be largely 
or entirely conditioned by the presence of hydrogen. He 
therefore sought to remove all traces of hydrogen from the 
wires he experimented with by boiling them in pure nitric 
acid and also submitting them to the action of nascent 
electrolytic oxygen for long periods. We shall see also 
that certain oxides, particularly lime, have a much greater power 
of emitting electrons than platinum, and if we are to observe 
the effects from platinum itself it is necessary to get rid of all 
traces of these substances. This would be accomplished by 
the nitric acid treatment. After a purification lasting one 
hour Wilson observed the values given under No. 5, whilst 
those under No. 6 were obtained after treatment lasting 
twenty-four hours. It will be seen that the effect of the 
treatment is to increase b very considerably. As the value of 
A x is not much affected this corresponds to a large reduction 
of the emission, especially at the lower temperatures. At 
1500° C. the values under No. 4 gave an emission about 
250,000 times as large as the values under No. 6. Notwith- 
standing this large reduction in the emission it does not 
appear that it can be got rid of entirely by removing all traces 
of hydrogen. This is shown very strikingly by an experiment 
made by the writer 1 in which a hot exhausted platinum tube 
was used. This tube was heated for a long time in air at 
atmospheric pressure and was found to give the small emis- 
sion, constant at a given temperature, which characterizes a 
wire which has been thoroughly soaked in oxygen, as in 
Wilson's treatment. Hydrogen was then allowed to diffuse 
through the walls of the tube by admitting it to the interior. 
Even when relatively large amounts of hydrogen diffused out 
of the tube no increase in the observed negative thermionic 

Phil. Trans., A.,” Vol. CCVII, p. 1 (1906). 
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emission from the outside of the hot tube could be detected. 
It seems impossible to reconcile the results of this experiment 
with the view that the emission from platinum is entirely and 
fundamentally conditioned by the presence of hydrogen. 

The values under No. 7 are for a platinum wire cleaned 
with nitric acid and heated in oxygen at a pressure of I *47 
mms. The potential difference used in making the measure- 
ments was 40 volts, and as there is some impact ionization 
under these conditions the value of A x will be a little too 
high thereby. Number 8 is for a clean wire but not specially 
oxidized. However, there is no doubt that in Deininger's 
experiments as a whole the apparatus was well glowed out, 
and they show relatively little evidence of obvious trouble 
from gaseous contamination. Number 9 is for a platinum 
wire cleaned with nitric acid and heated in an atmosphere of 
helium at a low pressure. No. 10 is for a clean platinum 
wire in hydrogen at 133 mms. and is included in order to ex- 
hibit the enormous reduction in both b and A 1 which occurs 
when platinum is heated in this gas. The reduction in b 
much more than offsets the reduction in A v so that the com- 
bined effect is an increase in the emission. The increase is 
more marked at relatively low temperatures. Number 1 1 is a 
preliminary result given by Langmuir, supposedly for very 
good conditions as to freedom from gaseous contamination. 
As the details have not yet been published it is impossible to 
criticize this result, but the values are widely different from 
those found by the other experimenters. (See, however, 
P* 1370 

In considering the variation of A x and b it is important to 
remember that a* given variation of b means a great deal more 
than a variation of A 1 in the same proportion, b is deduced 
-directly from the ratio of the currents at two known tempera- 
tures, and A x is then obtained from a knowledge of the ther- 
mionic current per unit area at any known temperature. On 
account of the exponential relation a small error in b gives 
rise to an enormously greater error in A r Thus in a parti- 
cukr case worked out by the writer 1 it was found that an 

1,1 Phil, Trans., A.,” Vol. CCI, p. 542 (i 903 ). 
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error of 10 per cent In /> changed A by a factor of 100, whilst 
an error of 33 per cent in b multiplied A by a factor of 3 x 10 7 . 
Another possible source of uncertainty, depending on the 
form of the temperature law, arises if b is a linear function of 
T. Thus if b es b {S 4* ft f we have 

N - - Ap* - 

Tart of the constant A { as given by the experiments will then 
arise from the temperature coefficient of b , the constant be- 
coming in fact i\e “ So far as the pure metals are con- 
cerned, the theory in the last chapter indicates that the 
temperature variation of the quantity corresponding to b is 
comparatively small and, to a close approximation, calculable. 
The possibility of this complication has, however, to be borne 
in mind when we are dealing with a contaminated surface 
whose constitution may change with changes of temperature 
and other conditions, 1 

Let us now consider if it is possible to draw any conclu- 
sion as to the probable value for imeontaminated platinum 
from the figures given in the table. No, 10 in hydrogen at 
133 mm. pressure may be at once left out of account and it is 
likely that No. 4 also suffers from hydrogen contamination. 
It is at least possible that the rather drastic oxygen treatment 
to which Nos. 5, 6, and 7 were subjected does more than was 
desired by leaving a layer of oxygen at the surface of the 
metal, which tends to retard the escape of the electrons. 
No, x t may be left out of account pending further details 
as it is quite out of line with all the rest. This leaves Nos. 
8 and 9 which agree with one another. There is no obvious 
objection to them, and it seems likely that the best guess we 
can make at present is that the final value of b for platinum 
will be somewhere near 6 x to 4 and the other quantities near 
the values given under No. 8. 3 Schlichter/* however, has 


* Cf. pj>. rjj a», chap. iv. 

*Cf. f however, O. W, Kichitrdton, 11 Hoy. Hoc, Proe., A.,’ 1 Vol. XCI, p. 534 
(* 9 * 3 )« 

9 hoc, cit. 
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recently concluded that the lower values of" h given by Nos. 
4 and 1 1 a are probably nearest to the correct values for un- 
contaminated platinum. He has pointed out that the emis- 
sion from a pure metal surface is characterized by the occurrence 
of saturation without accelerating potential. This criterion was 
satisfied by the experiment which led to the values under 
No. Iia whereas this test was not investigated in the other 
experiments. The criterion emphasized by Schlichter is an 
important one, but it can scarcely be regarded as art absolute 
guarantee that the requisite purity has been attained, since 
it is at least possible that a platinum surface saturated with 
hydrogen, for example, would satisfy this criterion and still 
not give the values of the emission constants characteristic 
of the metal. At least it seems safer to adopt some such 
position until the matter has been subjected to a more search- 
ing experimental test. 

Turning to the values for carbon, No. i can safely be 
neglected as being affected by some serious error, probably 
arising from impurities in the material used. Nos. and jj 
agree moderately well ; on the whole No. ? should be better 
than No. 2. This is substantiated by No. .?■,? which is a later 
value. 

The values for tungsten, Nos. 12 and t.*a, are probably 
much the most reliable in the whole table, Kven here, how- 
ever, there is a difference by a factor of almost twenty in the 
two values of A,. 

There is a big difference in the two sets of values fur tan- 
talum. No. 14 is probably the more reliable. The observa- 
tions for molybdenum are in fairly good agreement and there 
is no reason to question their substantial correctness. There 
is also no reason to question the accuracy of lamgmuir’s 
thorium data except that no details are given in the paper. 

The values under 15a are for the saturation currents from 
nickel as determined by Schlichter. Hi's values of the current 
under zero potential difference were much lower am! gave 
values of h nearly 50 per cent higher than tlu.se in the table. 
Thus the criterion referred to above was far from being 
satisfied and the behaviour of nickel seems to call for further 
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examination. The iron and titanium values of Dushman are 
definitely stated by Langmuir to be preliminary measure- 
ments. 

Horton’s experiments were made with calcium sublimed 
on to purified platinum electrodes in helium at a low pressure. 
It was shown that the gas emitted by the calcium during sub- 
limation had no measurable effect on the emission. Freden- 
hagen 1 has since made experiments with metallic calcium from 
which he concludes that the emission from this substance is 
caused entirely by oxidation. Even if this were a possible 
explanation of the large currents he obtained from calcium 
heated in tubes which were not completely gas-tight, it 
would not seem to apply to the results of Horton, who took 
very thorough precautions against oxidation, and also obtained 
much smaller currents than Fredenhagen. At any rate, the 
objection urged cannot be accepted without more substantial 
experimental support At the same time one cannot feel very 
certain that the values given by Horton represent the true 
emission values for pure elementary calcium, since this sub- 
stance is such a powerful absorbent of gases at high tempera- 
tures that it is doubtful whether the evaporation method of 
freeing it from gaseous contamination is satisfactory. 

The writer’s experiments with sodium No. 17 were made 
under very unsatisfactory conditions, and are not considered 
to have any precise quantitative significance. They were 
made under conditions such that there was a very considerable 
evolution of gas inside the apparatus, and there was no ap- 
proach to saturation. Moreover, it has been shown by Haber 
and Just 2 that there is a very considerable emission of electrons 
from the alkali metals at ordinary temperatures, when they 
react chemically with such gases as 0 2 , H 2 0 , HC 1 , etc. Prob- 
ably this effect is much augmented when the temperature is 
raised; and Fredenhagen 3 has found that the large currents 
ordinarily obtained from sodium and potassium are enormously 

1 “ Ber. kon. Sachs. Gesell. der Wiss. Math. Physik. Kl.,” Leipzig, Vol. 
LXV, p. 56 (1913). 

2 “Ann. der Phys.,” Vol. XXXVI, p. 308 (1911). 

s “Verh. d. Deutsch. Physik. Ges.,” Jahrg. 14, p. 384 (1912); ibid., Jahrg. 
16, p. 201 (1914). 
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reduced by getting rid of traces of gas by continued distillation 
in vacuo . At the same time the smallest; currents obtained by 
Fredenhagen from sodium and potassium were enormously 
greater than those given by the more electronegative elements 
like platinum and carbon at equal temperatures, and, moreover, 
they were not saturated On the whole we are only justified 
in concluding that little is known definitely about the magni- 
tude of the emission from these metals. No doubt the diffi- 
culty of removing traces of gas in these cases is similar to that 
met with in the case of calcium. 

Leaving out of account the data under Nos. i, to, 15a, and 
17, the values of h all lie between the limits 3*65 x to* and 
8 x xo 4 . An estimate 1 of the order of magnitude of b can be 
got by considering the electrostatic attraction of the con- 
ductor on the escaping electron. The force on the electron is 
attractive, and equal to that arising from an equal charge situ- 
ated at its mirror image in the surface. Its amount at distance 
z is thus This force would be infinite at the plane 

z -* o, and if the electricity were continuously distributed in 
the conductor an infinite amount of work would have to he 
clone to remove a finite quantity of electricity. Owing to the 
discrete distribution of the electricity, however, there is an 
effective lower limit to 2 which may he denoted by d, where d 
is a quantity comparable with the average distance between 
the electrons in the conductor.'* 1 The order of magnitude of the 
work done by an electron in escaping will thus be given by 

^dz. If we put d « 5 x icr® this expression gives 

b - S x 10 4 roughly, in agreement with the observed values. 
Such a value of d would indicate that the number of electrons 
in atoms is of the same order as the atomic weight, in agree- 
ment with current estimates. 

The values of <f> {) , the potential difference in volts through 

1 o. W. Richardson, “ Phil. Tram*,, A.,” Vol. CO, p, s (19*0). 

9 For a fuller discussion see Richaidncm, loc, cit. ; Schottky, M Wtyutk. jCeU*./* 
Vol. XV, p. 872 (1914) ; Langmuir, “Trams Amer. Ktectrochtm. Society," p. m 
(19x6) ; J. Frenkel, “ Phil Mag,” Vol. XXXU1, p, mi (mil 
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which an electron would have to fall in order to acquire an 
amount of energy equal to that necessary to escape from the 
substance at the absolute zero of temperature, have been ob- 
tained from the relation 

, x lo 8 

d= ~k ’ 

e being expressed in electro-magnetic units. This deduction 
does not require a knowledge of the absolute value of the ionic 
charge e. For if we multiply top and bottom by v y the number 
of molecules in 1 c.c. of a perfect gas at o° C. and 760 mm. 
pressure, we obtain, after transposing, 

<p 0 ^ d x ~ x io' 8 = d x ^ x io~ 8 , . (25) 

where vk = R the gas constant for 1 c.c. and ve — the charge 
in electro-magnetic units required to liberate 0*5 c.c. of H 2 in 
electrolysis (0*5 c.c. since the molecule of hydrogen contains 
two atoms). These are both well-known physical quantities 
having the values 

R = 372 x io 3 erg. deg.^ 1 and ve = ‘4327 e.m.u. 

The values of <j!> 0 are all seen to lie between 3 and 6*6 volts. 
So far as the order of magnitude is concerned they support 
the theoretical conclusion reached in Chapter II, p. 44, that 
the differences of <£ 0 should be equal to the contact potentials 
between the different metals. The values of <£ 0 are not, how- 
ever, reliable enough adequately to test this conclusion in de- 
tail. The best support is given by the value <p 0 = 3*04 for 
calcium which, when compared with the most probable value 
for platinum, would make the former about 2 volts positive to 
the latter element. According to the experiments made by 
the chemical method by Wilsmore, 1 calcium is 3*42 volts 
electropositive to platinum, but the chemical method usually 
appears to give differences about go per cent greater than the 
direct contact methods. On the other hand, from the discus- 
sion in Chapter II we saw that it is not yet established with 
absolute certainty that there is any considerable contact 

1 “ Zeits. fur physik. Chemie,” Vol. XXXV, p. 291 {iQOo ) ; Winkelmann’s 
“ Handbuch der Physik,” 2nd edition, Vol. IV, Pt. II, p. 855. 
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difference of potential between absolutely pure pas-free metals 
in a perfect vacuum. Whether there is or is not, it is difficult 
to see how the theoretical relation under discussion can avoid 
being satisfied. The question of the existence of contact 
electromotive force under ideal conditions of freedom from 
gaseous contamination is undoubtedly of the highest and most 
immediate importance from the standpoint of the theory of 
the emission of electrons. Unfortunately, it is a problem 
which furnishes the most extraordinary experimental diffi- 
culties. 

According to the quantum theory considered in Chapter 11 , 
the value of C (A. of equation (32.:, p. 41) should be nearly the 
same for all good conductors such as those included in the table 
on pp. 81-82. The value of C calculated from equation (32), 
Chapter II, is 

A 3 » C ~ t’5 x 1 o'" 

It will be observed that the good values of (' given in the table 
are all somewhat higher than this, but do not exceed it by 
more than a factor of 10, approximately. Considering the 
difficulty of determining C with any approach to accuracy, this 
agreement affords some support for the quantum theory there 
developed. On the other hand, the good values of A, <m 
pp. 81-82 on comparison with the corresponding constants in 
equation ( 1 9) of Chapter II, which is based on the classical 
kinetic theory, give values of //,, the number of free electrons in 
I c.c. of the different metals, which range around to” 1 to to’"'' 
and are in agreement with the estimates from optical data. On 
account of the uncertainty underlying flic experimental values 
of A t and C it does not appear profitable to discuss this ques- 
tion further at the present time. 

Emission ok Electrons from Comi-ulno SriisT.\Nvi-.s. 

The property of emitting electrons when heated is not t on- 
fined to the list of elementary substances which constitute the 
conductors of the ordinary metallic tyjie. In fact there is no 
reason to doubt that the property is one which pertains to all 
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types of matter provided that the condition of stability at the 
requisite high temperature is satisfied. This view is strongly 
supported by the facts that all known substances conduct elec- 
tricity with facility at high temperatures, and all of the very 
large number which have been carefully examined in this re- 
spect exhibit the power of emitting electrons. 

The first demonstration that this property was possessed 
by compound substances was given by Wehnelt . 1 In making 
measurements of the fall of potential at a heated platinum 
cathode in a discharge tube he found that the fall was greatly 
reduced when the hot cathode was covered with a thin layer 
of various oxides, notably those of calcium, strontium, and 
barium. The reduced cathode fall was found to be due to the 
increased emission of electrons from the cathode caused by the 
presence of the oxides. Although the oxides mentioned were 
much the most efficient, some reduction was also found to 
occur with the oxides of magnesium, zinc, cadmium, yttrium, 
lanthanum, thorium, and zirconium. On the other hand, the 
oxides of beryllium, aluminium, thallium, titanium, cerium, 
iron, nickel, cobalt, chromium, uranium, tin, lead, bismuth, 
silver, and copper showed no effect 

The emission from the oxides of the alkaline earth metals 
was examined in detail by Wehnelt and was found to show a 
close correspondence with that exhibited by the typical met- 
allic conductors. The current E.M.F. curves were similar, 
showing saturation at high and low pressures, and effects due 
to ionization by collisions at intermediate pressures of the 
order of I mm. Careful experiments 2 have, however, since 
shown that the current from these cathodes never fully satu- 
rates at very low pressures : there is always a small increase 
with the voltage similar to that observed with freshly heated 
metals referred to on p. 200. The explanation of this difference 
is not quite certain. It may be simply that these oxide layers 
continue to give off gas much longer than the metals, owing 

1 “ Sitzungsber. der physik. med. Soc. Erlangen,” p. 150 (1903) ; “ Ann. der 
Phys.,” Vol. XIV, p. 425 (1904) ; “ Phil. Mag.,” Vol. X, p. 88 (1905). 

2 Wehnelt and Jentzch, u Verh. d. Deutsch. Physik. Ges.,” Jahrg. 10, p. 605 
(1908). 
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to more tenacious retention. On the other hand, there is no 
clear evidence that the effect is due to gas evolutiou. UVhnelt 
found the temperature variation of the approximately saturated 
current at low pressures to lx; governed by the same formula 
i =» ATV-*' 1 as that from hot metals. This result has been 
confirmed by experiments made later by Deininger, Horton, 
Jentzsch, and others. The approximate values of the emission 
constants are given in the following table 

Substance, Observer, Aj, <' *. # xi tw»U») 

BaO Wchnelt 1 7 x m m 4*5 x *0* yu 5 

CaO Wchnelt 1 4*5 x 4*4 x tu* 

CaO Deininger vt x u* u 4*4 * to* 4 «»5 * t<» 4 4 48 

CaO Horton® 4 x io 3f * 4*8 * j»>* >• - yy 

CaO Jentaswih * 4*3 x xu* 4*03 x i** 4 •• nb 

The values of the constants for CaO agree <|ttite well except 
Horton’s. Iti the experiments of Wehndt, Deininger, and 
Jentzsch the layer of oxide was deposited by evaporating a 
solution of calcium nitrate and then heating the calcium nitrate 
until it turned into the oxide. In Horton’s exjK-iiments, 
which had a different objective from that of the others, the 
lime was prepared hy the action of oxygen gas on a hot 
surface of metallic calcium. The measurements were made 
under a potential difference of 40 volts in an atmosphere of 
helium at 3-24 mm. pressure. No doubt these cin umstancex 
would affect the measurements in various ways. 1 ba ton Sound 
that at all temperatures between "00 C. and !.}<«> C. the emis- 
sion from lime was much greater than that hum calcium. A 
comparison with the data in the table on p. .He shows that the 
difference between the effect from calcium and that turn 
lime prepared from calcium nitrate is not so great as that ob- 
tained when calcium is compared with lime prepaird by oxida- 
tion. 

A serious difficulty in ex|x;riinenting with metals coated 
with oxides has been caused by the splitting off or disintegra- 
tion of the oxide. This difficulty is overcome in the coated 

1 “Ann. tier Phy*.," Vat. XIV, 5.. r j,, 

Ubid., Vol. XXV, j>. 385 (ttyaS). 

*“ Phil, Trans,, A./’ Vol, CCVll, j>. t ct { t V 
‘“Ann. der Phyti.," Vwl. XXVU, j.. u, t (tyub) 
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filaments prepared by the Western Electric Co. of America 1 
where the oxides of calcium, strontium, or barium or a mixture 
of them are laid on in successive thin coats in the form of 
hydroxide or carbonate mixed with some carrier such as resin 
or paraffin which is afterwards burnt away in the air. 

The experiments of Deininger 2 are particularly instructive 
and very consistent. He measured the emission at various 
temperatures from filaments of platinum, carbon, tantalum, 
and nickel both in the ordinary state and then when coated 
with lime from calcium nitrate, and found that the emission 
from the lime-covered wires at a given temperature was the 
same in all cases. 

This shows that in these experiments we are dealing with a 
definite property of the oxides which is quite independent of 
the underlying metal. The excellence of the agreement may 
be judged from Fig. 9, p. 63, where a few of the observations 
with lime on platinum, tantalum, and nickel respectively are 
plotted. The values have been selected so as to exhibit the 
worst as well as the best agreement. 

The emission from Nernst filaments has been carefully ex- 
amined by Owen 3 and Horton. 4 It is smaller than that from 
the alkaline earths, otherwise there are. no special features. 
From the data found by Owen the approximate values of the 
constants are A 1 = 7 x io 23 and b = 4*6 x io 4 . 

A systematic examination of a large number of metallic 
oxides has been made by Jentzsch. 6 The oxides were de- 
posited on platinum wires by the decomposition of appropriate 
solutions. By taking very great care in the purification of the 
platinum the emission from the metal was reduced to a low 
value and the number of oxides which were found capable of 
a greater emission, at relatively low temperatures, was greatly 
extended. The emission from practically all of these sub- 
stances increases with temperature more slowly than that from 

X H. D. Arnold, “ Phys. Rev.,” Vol. XVI, p. 73 (1920). 

2 Loc. cit. 

8 “ Phil. Mag.,” Vol. VIII, p. 330 (1904)* 

4 “ Phil. Trans., A.,” Vol. CCXIV, p. 277 (1914). 

5 “ Ann. der Phys.,’* Vol. XXVII, p. 129 (1908). 
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platinum itself; so that even if they have a greater power of 
emission at low temperatures, at sufficiently high temperatures 
the platinum will catch up to and overtake them. In the case 
of zinc and magnesium oxides Jentzsch found that this hap- 
pened at about 1600“ C. Of the oxides tested the only ones 
which were found to give rise to no effect were those <»! thal- 
lium and lead which probably volatilized before suffu iently 
high temperatures could be attained. In the east* of lithium 
oxide some emission was observed between 700 (\ and Sou' 
C., but this disappeared on raising the temperature further, also 
probably on account of volatilization. The values of the con- 
stants deduced by Jentzsch from his measurements with dif- 
ferent oxides are collected in the following table : 


V^hm of 


Oxide of 

A X . 




k 


4> tvolihi 

Ba 

3*94 * 

I0 M 

a*o x 

i t»' J3 

4’lfi 

X *<♦♦ 

rs* 

Sr 

3*x6 x 

uF' 

2’t X 

to n 

4 ’4 f l 

»* 

i -7 

Ca 

a*68 x 

IO'" 

vH x 

l«« 



4*4 s 

Mg 

a*n x 

to™ 

1*4 x 

to 1 * 

rm 

M 

{‘411 

Be 

6*45 * 

w w 

4*3 * 

m }J> 


1 1 

4 *« »fl 

Y 

vi y x 

w** 

7 *8 x 


r*o 

1 ^ 

4*M 

La 

4*3 x 

n »« 

U't) x 

tv'* 

37V 

4 * 

4'jf* 

A1 

4*0 x 

to"> 

3*7 * 

l«» u 

47 « 

9 I 

i'Jt 

Zt 

4*i x 

I0» 

X 

uN 


• 9 

4*M 

Th 

2'Xt) X 

1C)»° 

» *5 x 

*o* s 

rv* 

41 


Ce 

V22 X 

n> 9 * 

H*’4 X 

to ?#i 

ryt 


|*i»* 

Zn 

X 

iO H 

i*3 x 

lti* a 

V%1 


C‘M 

Fe 

3*«3 X 

It)®* 

t*3 x 

to n 

4'f«) 



Ni 

X*74 x 

I«M 

V2 X 

w tn 

5*14 


■»*■$* 

Co 

3*3* x 

to rJ 

•rx x 

uN 

4*07 

M 


Cd 

3*33 x 

XO« 

rh x 

IU ,a 

ftu 


•J'Csst 

Cu 

n 9 x 

I0 1 ® 1 

i*4 x 

III** 


ftl 

C'JI 


The values of tp have been calculate'! dire* tly from the 

relation <Jb =■» b x io*" and have not been reduced to tin- 

absolute zero. They are therefore a little larger than the cor- 
responding values of <p {) . The differences are, however, small. 
The values are clearly much smaller than thus*? fur the re- 
fractory metallic conductors, corresponding t<* the? smaller rate 
of increase of emission with rising temperature. The values of 
*i as calculated from equation (iy), (‘hap. 11, have also been 
included. These numbers cannot, however, be regarded as 
the number of free electrons present in unit volume of the 
oxides, i his is evident from the following considerations. 



TEMPERATURE VARIAT/OJV 


97 


The low electrical conductivity of the incandescent oxides 
compared with that of the metals indicates that the classical 
kinetic theory will probably apply both to the internal and to 
the external free electrons in these cases. Admitting this, let 
v 0 be the concentration of the external, and v x of the internal, 
free electrons, then by a well-known theorem 1 

v 0 = i^- w ' RT .... (26) 

where w is the work done by an internal free electron in es- 
caping. Now we know from thermodynamics that v Q is of the 
form 

const, x ef RT2 dT 

where L is latent heat of evaporation, a quantity whose tem- 
perature variation may to a first approximation be disregarded. 
Thus v 0 is very close to the form const, x ^-conatyT anc j s j nce 
the variation of w with T may be disregarded (a linear vari- 
ation makes no difference), and since also v 1 does vary rapidly 
with T, as is shown by experiments on the electrical conductivity 
of heated oxides, j/ x must be of the same form, and given by, 
let us say, v x = A' e~ w/ / Ri: where A and w are constants. 
Hence from (26) 

v 0 = A'£~~ {w + w ' )IRT . . . (27) 

Thus the process of taking out the exponential temperature 
factor, which is what the calculation of n x really amounts to, 
leaves neither v x nor but A' an arbitrary constant This 
argument is only an approximate one and may perhaps appear 
involved, but there is no doubt that the conclusion is sound. 
The enormous temperature variation of the conductivity of 
metallic oxides alone is sufficient to show that rtj is not con- 
stant as the numbers in the table would indicate. It is inter- 
esting to observe that the values of A x given by the oxides 
generally are lower than those given by the metals, the alkaline 
earths alone being in the same class with the metals in this 
respect. 

1 Cf. O. W. Richardson, “ Phil. Mag. ” Vol. XXIII, p. 608 (**912). 

7 
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All the oxides for which the constants are tabulated be- 
have quite regularly, but the emission from manganese oxide 
was found by Jentzsch to be peculiar. As the temperature 
was raised there was found to be a sudden increase in the 
emission at a certain stage and this increased value of the 
emission was found to persist when the temperature was 
subsequently reduced. A second sudden increase to a still 
higher value of the emission was detected when the tempera- 
ture was raised to a value higher than any previously 
employed. These effects are attributed by Jentzsch to the 
formation of the various oxides of manganese. 

The emission from Wehnelt cathodes— hot metal cathodes 
coated with lime or baryta— has attracted a good deal of at- 
tention, partly owing to their practical application as a con- 
venient source of powerful electron currents. Fredenhagen 1 * 
has described a number of experiments which led him to the 
conclusion that the emission of electrons from these cathodes 
is a secondary effect, arising from the recombination of the 
earth metal with the oxygen liberated by electrolysis during 
the passage of the current through the oxide. This view ac- 
quires a certain amount of plausibility owing to the results of 
a research of Horton’s on the electrical conductivity of heated 
oxides, in which he concludes that such conductivity, although 
mainly electronic (i.e. of the same type as that of metals), is 
to some extent accompanied by electrolysis. One result of 
Fredenhagen 's view is that the electronic: emission from lime 
at a given temperature should be larger when the lime: is 
heated electrically than when methods of heating which do not 
involve the use of an electric current are employed. This test 
is difficult to perform satisfactorily and the earlier experiments 
seemed to indicate such a difference. In later experiments 
made under better conditions Fredenhagen 3 was able to heat 
a lime-coated platinum strip by means of (i) an electric cur- 
rent through the strip and (2) a beam of heat radiation focussed 

1 “Ber. d. Sitchs. Ges, d. Wit«. Math, Phynik. Kl,” Vol LXV, p. 4a ; 

“ Phys. Zeits.,” Jahrg. 15, p. zt (19x4). 

a< ‘ Phil. Vol. XI, p. 505 (1906). 

“ Her. d. Sacha. Ges. d. Wias. Math. Physik, K!., n Vol LXV, p. 55 
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on the surface of the lime. This experiment showed no difference 
in the emissions at a given temperature, except what might be 
due to unavoidable experimental error. The fact that the 
mode of heating makes no difference in the emission at a given 
temperature has been confirmed by Horton 1 * 3 by experiments 
with the N crust glower. The other grounds on which 
Fredenhagen rests his thesis may briefly be summarized as 
follows 

r. The oxide gradually disappears as the cathode is 
worked. It probably disappears slowly when it is heated with- 
out emission occurring, but the disappearance is undoubtedly 
much faster when emission is occurring, i.e. when the oxide is 
negatively charged. 

2. Gas is given off when the cathode is in action. 

3. The underlying platinum shows corrosion, which Fre- 
denhagen attributes to the formation of an alloy between the 
platinum and the calcium liberated by electrolysis. 

4. The emission from calcium in a good vacuum is much 
smaller than when it is measured in a tube into which air 
slowly leaks. 

As regards (1), Wehnelt and Liebreich* have brought for- 
ward very strong evidence that the loss of oxide is due to 
a combination of simple evaporation and sputtering due to 
bombardment of the oxide by positive ions arising from im- 
pact ionization. The second cause is operative only when 
the oxide is negatively charged, thus accounting for the in- 
creased rate of loss under these conditions. 

The same authors have also considered (2) and from their 
experiments conclude that the gas is given off mainly in the 
early stages of heating. A spectroscopic examination showed 
the presence only of hydrogen, probably arising from the 
platinum and from water occluded in the lime. 11 Gehrts has 
observed spectroscopic evidence of the presence of calcium 
and oxygen in the glow from lime cathodes, but only under 
conditions such as would lead to extensive evaporation or 

1 “ Phil Tran**,, A.,” Vol CCXIV, p. *77 (1914). 

3 “ Phys. Jahrg. * 5 . P* 557 (*9*4). 

3 “ Verb, tier Detitich, Phymk. Ocm, Jahrg. *% p. 1047 (1914), 

7 * 



i oo EM/SS/ON OF ELECTRICITY FROM HOT BODIES 

sputtering of the lime owing to intense cathodic bombard- 
ment by positive ions. 

Tests made by Wehnelt and Liebreich show that the 
platinum corrodes to the same extent whether it is covered 
with lime or not 

The cogency of (4) appears to be disposed of by the 
results of the experiments of Horton, who showed that the 
emission from lime was much greater at a given temperature 
than that from metallic calcium. Horton 1 has also shown 
by direct experiment that there is no measurable electronic 
emission when calcium is oxidized at 500“ C. to 600” C, 
although there is a very marked emission when the oxide 
formed is heated to 700“ C. to 8ocf C subsequently. This 
experiment would seem to prove that the act of oxidation 
is not an important factor as compared with the effect of 
change of temperature. 

Taking all the evidence together it seems to the writer 
that the view which attributes the emission from metallic 
oxides to the escape, owing to increased kinetic energy, of 
those electrons which give rise to the electrical conductivity 
of such materials lias much more to be said for it than any 
other so far put forward. This position is strengthened by 
the recent experiments of (k?rmcrshauscu,' i who has shown 
that the removal of the last traces of gas from a Wehnelt 
cathode and its surrounding's increases the emission from it. 
Under these conditions the discharge from the lime becomes 
very steady and shows temperature and voltage characteristics 
similar to those exhibited by tungsten filaments under the 
best vacuum conditions, (See pp, 68 and 132.) 

In recent years oxide coated cathodes have been very 
thoroughly studied in the Research Laboratory of the Ameri- 
can Telephone and Western Electric Companies. 3 One re- 
sult of these researches has been to establish thoroughly the 
view that the emission from such cathodes is an intrinsic 
property of the oxide similar to the emission from pure metals 
and is not a secondary phenomenon due to chemical action, 

1 » Phil. Trans,, A., H Vok CCXIV, p. m* (19*4). 

* “ Phy n, ZeitN"” Jahrg. 16, p. 104 (1 915). 

HI. 1 ), Arnold, ** Phyi, Ktsv,,” Voh XVI* p. 70 (xgao), 
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bombardment of the cathode by positive ions, or the like. 
Tests have shown that the oxyeathodes maintain their emit- 
ting power unimpaired in vacuo in which the measured pres- 
sures were as low as icr° to io~ 10 mm. Filaments have been 
maintained in operation for such long periods that the mass 
of the electrons emitted by them exceeded fifteen times the 
mass of the oxide coating. It appears that the value of b for 
filaments coated with a mixture of the oxides of barium, 
strontium, and calcium is much less than that for a pure lime 
filament and their emitting power at a given temperature is 
correspondingly greater. The value of h deduced from the 
temperature variation of the emission is very close to the value 
deduced from the cooling effect 1 * (see Chap. V, p. 187). Direct 
tests by Davisson and Germer u show that any electron emis- 
sion which may be due to positive ion bombardment must in 
general under the conditions in which the tubes are operated 
be under one ten-thousandth of the total emission and such 
effects can therefore play no important part in the phenomena. 
Very interesting experiments 3 * have been made with filaments 
coated with oxide evaporated from a second oxide coated 
filament. It appears that exceedingly small amounts of the 
oxide (enough to cover the underlying metal to about 30 per 
cent of its area with a layer of oxide one molecule deep) are 
sufficient to increase the emission from the value appropriate 
to the pure metal to that characteristic of the oxide. This 
corresponds to an increase in the current by a factor of about; 
I o 9 under the conditions of the experiments. The variation 
of the emission with the amount of oxide deposited has been 
investigated. It is found that for very minute deposits the 
emission practically remains at the value for the pure metal, 
as the deposit increases the emission begins to rise rapidly in 
two steps to a maximum value after which it; falls with similar 
rapidity to the value characteristic of a thick oxide layer. Up 
to beyond the maximum the emission can be represented as 

1 Wikon, u Phy«. Rev,,” Vol. X, p. 79 ( f 9 1 7), 

9 Davi§Hora and Germer, u Phya, Rev,/’ Vol. XV, p. 330 (igsto). 

s Arnold, loc, dt, and Davisson and Pidgeon, ” Phyu. Rev,/’ Vol, XV, 

P- 553 
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the sum of two terms of the form ( rV ,rf when ( , n, ami a 
are constants and x is the amount deposited. The drop in 
the emission over the falling part beyond tin- maximum 
appears to be due to a drop in the value of A tnun that for 
the pure metal to the smaller value appropriate t * * the oxide, 
the other constant b in the emission turunda remaining un- 
altered. Apparently the thinnest deposit has already estab- 
lished the value of b appropriate to the oxide. 

Horton 1 and M art yn u found that the emission 1mm the 
Wehnelt cathode, like that from a hot platinum wire*, was 
greatly increased in an atmosphere of hydrogen/ 1 Mailyn, 
whose experiments were made in air and hydtogeu at atmo- 
spheric pressure, found that when the currents were approxi- 
mately saturated the results could he expressed in a very 
simple manner. If at a given temperature* x is the thermionic 
current from a clean platinum wire in air, tu that imm a lime 
coated platinum wire in air, am! hi that from a clean platinum 
wire in hydrogen, then the thermionic current from a lime 
coated platinum wire in hydrogen at the* saute temperature is 
abx. a and b were both found to he very nearly equal to to* 
at l6oo u C., and varied to some extent with the temfwuature. 

This result, which has only heist established approximately, 
appears to require, to a corresponding degree of approxima- 
tion, that the contact potential difference between lime in an 
atmosphere of hydrogen and lime in air should be equal to 
that between platinum in hydrogen am! platinum in air, when 
the temperatures are the same in both cases, This follows 
from a consideration of the equilibrium of the electrons in an 
enclosure containing bodies of lime and platinum in suitable 
electrical connexion. The enclosure is imagined tu ho divided 
into two separate parts by a diaphragm pentwahle t«* electrons 

1 “ Phil. Trans., A.,” Vol. CCVII, p. {i W ), 

a “ Phil Mag.,” Vol. XIV, p. 30b (ujro/). 

a Horton (“Roy. Hoc. Proa, A.,*' Vol. XCI, p. yu fenUf h*» tr irmly 
concluded that this increase occurs to any appreciable r\trnt only when the 
prcBSure of the hydrogen is considerable ami that it id pcs tup* to \m atmlmtrd 
to an interaction between the hydrogen and the platinum. At ptr»*orc» tom 
parable with o*ot mm, he found little difference tu the rmt&tnotm |h>ih him* ut ihc 
Nernst glower in hydrogen, air, oxygen, or nitrogen. 
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but not to gases, one part containing hydrogen at a definite 
pressure and the other containing air or exhausted. The 
partial pressure of the electrons is the same on both sides of 
the diaphragm whose presence cannot affect the conditions 
which determine their equilibrium. Let n x and respectively 
denote the equilibrium concentration and the potential of the 
electrons just outside the platinum in air, and V 2 the cor- 
responding quantities for lime in air, n{ and V/ for the 
platinum in hydrogen, and n 2 ' and V 2 ' for the lime in hydro- 
gen. Then, as in Chapter II, p. 42, the condition of equili- 
brium of the electrons in the enclosure requires that 


njn, = *-< v >-v a )/*T . 

• (28) 

</zz 2 = «-«<v/-va*T . 

• (29) 

</» 2 = £— *(V> ,_ Vj)/AT . 

• (30) 

But if we neglect electron reflexion, since the saturation 
currents i are proportional to the corresponding values of n at 

constant temperature, 


«i/« 2 = hlh = a > 

• (30 

and 


« 2 '/« 2 = z 2 7z 2 = i) 

• (32) 

If Martyn’s result is to hold 


hlh = «//«-! = aZ>; 

• ( 33 ) 

so that, from (28), (29), and (30), 


I 

II 

r-i 

> 

1 

iH 

> 

• (34) 

which is the condition referred to. Since from (34) 


vy - vy = v, - v 2 , . 

• (35) 


this condition is also embodied in the statement that, to the 
degree of accuracy in question, the contact potential difference 
between platinum and lime should be the same in air as in 
hydrogen. The contact differences mentioned are those which 
would obtain at the temperatures of the experiments, not at 
ordinary temperatures. 

As to the nature of the process by which the hydrogen 
affects the emission, and, according to the foregoing theory, 
the contact differences of potential also, this may be tentatively 
attributed to an effect of positive hydrogen ions dissolved in 
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the solids. The writer 1 has pointed out there is considerable 
evidence in favour of the view that some of the hydrogen wliieh 
dissolves in platinum is not merely dissociated into atoms hut 
exists in solution in the form of positive* ions. If this is ad- 
mitted it follows from the laws of chemical equilibrium that 
there will also be a certain concentration of hydrogen ions in 
the external hydrogen, and the same may In* expected also of 
the hydrogen which is entangled or absorbed in the layer of 
lime. If p v etc., are the partial pressures of the hydrogen 
ions in equilibrium in the various phases of the system, then, 
as Sir J. J. Thomson s has pointed out, the difference of con- 
centration in any two phases will give rise to a difference of 

... , *T . 

potential across the interlace equal to ( log /,■/*„, etc. , just 

as a similar term in the electromotive force arises in the theory 
of concentration cells. Until further information is available 
it seems most satisfactory to attribute the changes in contact 
potential difference and electron emission brought about by 
gases to an effect of this character. The matter will lie dis- 
cussed again in the next chapter, pp. tu.t ff. 

The discharge from hot lime cathodes is affected by other 
gases as well as by hydrogen. This is shown, for example, 
by data recently published by Fredenhagcn. - ' The phenomena, 
except at very low pressures, are complicate 1 by effects arising 
from a number of different causes, ami it is impossible to dis- 
entangle the details in the data at present available. Some 
very interesting features of the discharge from a Wetmeit 
cathode in gases at low pressures have been studied by Sir 
J. J. Thomson.* In air at about o*2 mm. pressure, for ex- 
ample, there is a very rapid increase in the current with in- 
creasing potential at relatively low jxilentials. At a certain 
stage (at 37 volts potential difference in one of the tubes used) 
a faint glow appears at the anode. This glow gradually be- 

1 " Phil. Trans., A.," Vol. CCV 1 I, p. t (op*). 

Conduction of Electricity through (iasc," ,*m! edition, p. j.q (t^mtwidgr.. 

1906). 

s * l Phys. Zeits,/* Jahrg, 13* p, 19 Cf,, however* JSwtmi, ** ttoy, 

Soc. Froc.,” loc. cit 

"“Conduction of Electricity through Gswa,” and edition, p. 17 H, 
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comes more extensive and brighter as the potential difference 
and current are increased. With a constant potential differ- 
ence at this stage the currents increase with increasing distance 
between the electrodes, showing that part of the current arises 
from impact ionization, or at least from some secondary phe- 
nomenon, in the gas. At a slightly higher potential (at 5 3 volts 
in a particular instance) the luminosity, hitherto confined to 
the neighbourhood of the anode, suddenly extends throughout 
the tube. This discharge, which appears very sharply at a 
quite definite potential, is accompanied by an enormous in- 
crease in the current At this stage the discharge is an ordinary 
luminous discharge, and the small potential difference required 
to maintain it corresponds to the reduction in the cathode fall 
originally discovered by Wehnelt. 

These large currents with relatively small potential differ- 
ences are attributed by Thomson to ionization by repeated 
impact He supposes that if a molecule is struck several 
times in succession by an ion the energy is stored up in 
the molecule :■ so that ionization by collision will occur with 
smaller potential differences than when single impacts alone 
are operative. In other words, with a given potential differ- 
ence on the tube impact ionization will be much more frequent 
with large than with small currents. 

Experiments on this subject have been made more recently 
by Child, 1 who considers Thomson's explanation inadequate 
on the grounds that the phenomena occur under conditions 
such that the frequency of occurrence of repeated impacts is 
prohibitively small, and also because he concludes from his ex- 
periments that the effects are determined rather by the nature 
and temperature of the cathode than by the magnitude of the 
primary thermionic current. Thus with hot platinum cathodes 
much larger primary currents are required to produce the effects 
than with hot lime cathodes. He attributes the large currents 
to the emission of electrons from the cathode under the in- 
fluence of the bombardment by positive ions liberated by single 
impact ionization in the gas. 

This subject is an important one from the standpoint of 
1 “ Phys. Rev.,” Vol. XXXII, p. 492 (1911). 
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the mechanism of the ordinary luminous discharge and uf the 
arc, and in view of the disagreement referred to there seems to 
be room for further experiment. 

One of the great advantages of the hot lime cathode is 
that it may be used to furnish an intense sourc e of electrons 
of very small linear dimensions. Thus if a minute* speck of 
lime is deposited on a piece of platinum win* or leal which is 
heated, the emission per unit area from the lime is so enor- 
mously greater than that from the metal that, even when the 
disparity in area of the surface's is taken into account, the* total 
emission from the metal may he neglected in comparison. Way 
narrow streams of electrons moving with a definite velocity may 
be produced in this way. The application of this pnssibi lity 
to the measurement of ajm for the electrons, as developed by 
Wehnelt and perfected by Bestclmeyer, has ahead}* beam re- 
ferred to (p. n). Another advantage of the cathode is that 
it is chemically stable in presence of must of the commoner 
gases. For work in high vacua the writer has found that fila- 
ments of tungsten or osmium are preferable to hot lime as a 
source of intense streams of electrons, owing to their greater 
permanency and freedom from emission of gas, They can, 
however, only be used under very good vac uum c onditions or 
with inert gases, as a trace of oxygen is suffic ient to eat them 
up almost instantaneously. 

J. Lilienfeld 1 has investigated the* potential gradient re- 
quired to drive electron currents of considerable magnitude 
through long tubes under good vacuum conditions, lie finds 
that over a considerable range the potential gradient is nearly 
proportional to the square root of the current ami is constant 
along the length of the tube. If the last-named result were 
strictly true it would follow from Poisson's equation that the 
volume density of the electrification must be zero during the 
passage of the current. To explain his results Uliaifeld 
adopts the rather heroic hypothesis that the negative* ions 
are compensated for by the presence of positive ions formed 
by the dissociation of the vaccum. It appears, however, that 
under the conditions of these experiments, even if then: are 

1,4 A»n. tier Phynik,” Vok XXXII, p. 675 Vul, XL!!!, j%, j t 
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no positive ions, the volume density of the negative electri- 
fication would not be large, and it is doubtful if the measure- 
ments of the potential gradient are accurate enough to detect 
the expected variation along the length of the discharge. 
The difficulty of determining the local potential by means of 
sounding wires in a unipolar discharge is well known. Minute 
traces of gas would also greatly reduce the negative volume 
density, and it may not have been possible completely to re- 
move them even with the very elaborate precautions in this 
respect which were taken by the author. At any rate it is 
clear that there are a number of possible explanations of a 
rather ordinary character which have still to be disproved. In 
fact a careful examination of these papers does not reveal any 
conclusive evidence that the potential gradient was constant 
along the path of the discharge under high vacua conditions. 

The Emission of Electrons from Various Compounds. 

The power of emitting electrons when heated is not con- 
fined to the oxides and elementary substances. It is prob- 
ably a common property of all forms of matter which are 
stable enough to continue in existence at sufficiently high 
temperatures. The writer 1 found that the following salts 
emitted electrons at comparatively low temperatures, viz. : 
the iodides of calcium, strontium, barium, and cadmium, 
calcium fluoride, calcium bromide, manganous chloride and ferric 
chloride. The emission from these salts possess important 
features which are not exhibited by the substances hitherto 
considered. 

The iodides of the alkaline earth metals are remarkable 
for the large magnitude of the emission at relatively low tem- 
peratures. A specimen of barium iodide, heated on a plati- 
num strip of which it covered a few square millimetres, was 
found to give a current of two milliamperes at a temperature 
so low that the strip was invisible in an ordinarily lighted 
room. With all the salts mentioned the emission consists in 
general of a mixture of electrons and negative ions of atomic 

Phil. Mag.,” Vol. XXVI, p. 458 (19x3). 
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magnitude, the proportion between the two varying with the 
temperature and other conditions. 

The behaviour of calcium iodide appears to be typical of 
that of the iodides of the other alkaline earth metals. At low 
temperatures, when first heated, the emission consists entirely 
of heavy ions. With freshly heated specimens of the salt no 
electrons could be detected at temperatures between 32 5 0 C. 
and 523° C. The value of e/m for these heavy ions was 
measured. The mean of 4 determinations gave e/m = 807. 
This corresponds to an electric atomic weight of 120. As the 
chemical equivalent weight of iodine is 127, the heavy ions are 
evidently atoms of iodine in combination with a negative 
electron. If the fresh salt is heated continuously at a con- 
stant low temperature the emission increases rapidly to a 
maximum in about fifteen minutes and then slowly decreases. 
This increase to a maximum and subsequent decrease is found 
to occur also at the higher temperatures at which electrons are 
present A similar phenomenon has been found to charac- 
terize the emission of positive ions from salts heated on strips 
of metal (see Chap. VIII, p. 260). 

At 534 0 C. there was no certain evidence of the presence 
of electrons on first heating, but they began to be detect- 
able immediately after passing the maximum. After two 
hours the current had decayed very considerably and the 
electrons carried about 30 per cent of the total current 
At 654° C. the electrons were detectable at the outset and 
reached their maximum before the heavy ions. After fifteen 
minutes the electrons carried about 85 per cent of the current 
and after two hours about 60 per cent. In general, however, 
the proportion of the current carried by electrons increases both 
with duration of heating and with rising temperature. As in 
other cases of thermionic emission the emission of both ions 
and electrons tends to increase rapidly with rising temperature, 
other things being equal. It was noticed that the currents 
were smaller after the cold salt had been left in a vacuum and 
greater after similar exposure to air at atmospheric pressure. 
Measurements with strontium and barium iodides indicated 
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that the heavy negative ions from these bodies also were iodine 
atoms combined with an electron. 

Experiments with calcium bromide showed that the whole 
current from this substance at low temperatures was carried by 
heavy ions initially. The value of e/m indicated that these 
ions were atoms of bromine combined with an electron. 

In the case of ferric chloride the negative emission did not 
last long enough for measurements to be made with it. The 
emission from cadmium iodide also was of a temporary 
character. It was possible to show that both heavy ions and 
electrons were present in the emission but not to measure the 
value of e/m for the former. In the case of calcium fluoride 
the bulk of the current was carried by electrons. When there 
are too many electrons present the method used for measur- 
ing e/m for the heavy ions gives unsatisfactory results, and in 
the case of calcium fluoride all we can say is that the heavy 
ions were of molecular or atomic dimensions. Manganous 
chloride gave off both electrons and heavy ions. The electric 
atomic weight found for the latter had values ranging from 59 
to 88. These irregular results were probably affected by the 
presence of too many electrons. They show, however, that the 
heavy ions are of molecular or atomic magnitude. 

An interesting question arises as to whether the negative 
‘ atom ions ’ are emitted from the salts as such or are funned 
by the combination of electrons with dissociated atoms of the 
haloids subsequent to emission. This question cannot be 
answered with certainty ; but the fact that over a considerable 
range of temperature no electrons can be detected when the 
salts are first heated, although considerable currents may be 
carried by negative atomions, rather favours the view that the 
latter are emitted as such. On the other hand one would 
expect negative ions sometimes to be formed by the union 
of electrons with uncharged atoms and molecules. Sir J. J. 
Thomson 1 has brought forward evidence of such processes in 
vacuum tube discharges at low pressures, and some of the 
effects of gases on the negative thermionic currents from 


* “ Roy. Soc. Proc., A.,” Vo!. LXXXiX, p. 1 (1913). 
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carbon which have been observed by Bring 1 may be accounted 
for 2 in this way. The negative discharge from hot platinum 
and tungsten in a good vacuum is purely electronic or, at any 
rate, the percentage of heavy ions present is too small to be 
detected (cf. p. 9). 

The Complete Photoelkctkk* Kmlssion. 

It is well known that when light of sufficiently short 
wave-length is allowed to fall on metals an emission of 
electrons takes place under its influence. Si nee all substances 
emit light when they are raised to a high temperature an 
emission of electrons from hot bodies owing to the action of 
light will occur, even when they are not illuminated from an 
external source. The emission of electrons which arises in 
this way may be termed either the auto-photoelectric emission, 
to indicate that it is caused by the light radiation supplied by 
the hot body itself, or the complete photoelectric emission, to 
indicate that it is excited by the complete (black body ) radia- 
tion with which the material is in equilibrium at the tem- 
perature under consideration. By applying thermodynamical 
principles to the equilibrium of the electrons liberated in this 
way by a body maintained in a vacuous enclosure at constant 
temperature, the writer a has shown that the number n of 
liberated electrons present in unit volume in tin* state of 
equilibrium depends upon the temperature T according to the 
equation 

n - Ar\ ‘*L n . • • ■ (JO 

where A is a constant independent of T hut characteristic 
of the substance, (f> is the change of energy accompanying the 
liberation of one electron, and k is Boltzmann's constant. 
This equation is identical with equation (?) ot t hap. II, 
but the constant A and the energy <f> may not have the 
same values in the two cases even for the same substance. 
The fact that photoelectric emission under a given illumination 

I “ Roy. Soc. Proc., A.," Vol. 1 , XXXIX, j>. (iy, 

II Cf. 0 . W. Richardson, Vol. XC, j«. 177 

““Phil. Mag.,” Vol. XXIII, p. 61K 
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is practically independent of the temperature of the illuminated 
substance shows that the photoelectric </> varies very little with 
T. It follows from this, together with (36), by an argument 
quite similar to that used in the thermionic case, that the 
auto-photoelectric saturation current is governed by the formula 
/ - AT'V w .... (37) 

where A and b are constants and the index X does not differ 
much from unity. Thus, so far as the variation with tempera- 
ture is concerned, there is no clear difference between the 
thermionic and auto-photoelectric currents, and it is possible 
that the observed thermionic currents may all be attributable 
to photoelectric activity. This point has also been brought 
out by W. Wilson 1 who has calculated the emission on the 
assumption that all the radiant energy absorbed by hot bodies 
is converted, by quanta, into the kinetic energy of electrons 
ejected from the atoms. In this way an expression for the 
thermionic current is obtained which is practically the same 
as (37) and agrees satisfactorily with the experimental results, 
so far as the variation of thermionic current with temperature 
is concerned. 

Wilson a has recently confirmed these conclusions by ex- 
periment. lie has shown that the saturation photoelectric 
current from the liquid alloy of sodium and potassium when 
excited by approximately black body radiation is expressed 
by a formula of type (37), where T represents the temperature 
of the source of radiation. The constant b is also found to be 
in reasonably good accordance with the values given by purely 
thermionic data tor the alkali metals. 

It is of the utmost importance to settle whether thermionic 
emission of electrons is due to photoelectric action or not. 
As the auto-photoelectric current and the thermionic current 
both vary in the same way with the only controllable variable, 
the temperature, the only method available for deciding this 
question is to find whether the values of the auto-photoelectric 
current at a given temperature, as calculated from photoelectric 

1 “ Ann. der Phyuik,” Vol. XLU, p. 1154 (1913). 

3 “ Hoy. Soc, Proc., A.,” Vol. XC1II, p. 359 (1917). 
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data, agree with the observed thermionic current at that tem- 
perature. Such indications as are available point to the con- 
clusion that the auto-photoclectric on rents are smaller than 
the observed thermionic currents, although it is impossible to 
give a completely decisive answer at present. The question 
is beset with extraordinary difficulties, arising from various 
causes. The most important of these are the difficulty of 
determining the correct values of either the photoelectric or 
the thermionic currents under given conditions, ignorance of 
the precise mechanism of photoelectric emission and resulting 
doubtfulness as to the validity of any hypotheses which may 
betaken as the basis of calculation, very serious mathematical 
difficulties attending the rigorous treatment of the theoretical 
problems involved, and the difficulty of obtaining some of the 
necessary data in an exact form. 

Subject, more or less, to these reservations an idea of the 
magnitude of the auto-photoelectric emission fmm, let us say, 
platinum may be obtained as follows : 

Data are now available 1 width give the number of 
electrons emitted from platinum when unit light energy of 
the different effective frequencies falls on it at normal incidence. 
The magnitude of the auto-phoUndectric emission will not, 
however, be obtained if we simply multiply this number by 
the corresponding intensity in the "black-body" sj**ctrum 
and integrate the product over the whole range of' frequency, 
on account of the different optical conditions in the two cases. 
In the photoelectric experiments, in wh’ch a beam of light is 
incident normally, the intensity of the exciting illumination 
is greatest at the surface and falls off exponentially as the 
depth of penetration increases. In the natural emission, on 
the other hand, the electromagnetic radiation is isotropic and 
its intensity is the same at all depths. This difference be- 
tween the two cases can be allowed for if we have a know- 
ledge of the coefficients of absorption of the duetromagnetic 
radiations of various wave-lengths and of the electrons which 
they cause to be emitted. 


1 Richardson and Rogers, Phil. Mag.," VoK XXIX. j>, 6tK 
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In this connexion it is desirable to emphasize the fact that 
the assumption of an exponential law of absorption, for the 
very slowly moving electrons with which we are now con- 
cerned, can only be regarded as the very roughest kind of ap- 
proximation. The problem involved here is in reality a very 
complex one ; the stream of electrons which travel in a given 
direction suffer loss of their number both through true absorp- 
tion and through scattering, and also lose energy as well. 
Little is known definitely either as to the relative importance or 
as to the precise effect of these different actions. In addition, 
the electrons which escape lose most of their energy in passing 
through the surface ; although this fact need not prevent their 
rate of loss being approximately exponential when they are 
travelling in the interior. In any event, the exponential law 
of absorption is the only assumption with which it is possible 
to arrive at any result in the present state of the subject. 

Considering the case of a beam of light of definite frequency 
incident normally, let I be the energy crossing unit area just 
within the surface of the metal in unit time. Let a be the 
coefficient of absorption of the liberated electrons when in the 
metal, j 3 the coefficient of absorption of the light, and N the 
number of electrons ejected from the atoms of the metal when 
unit energy is absorbed by them from the light. Only part of 
the N electrons actually escape from the surface of the metal. 
A simple calculation, allowing for the absorption of both light 
and electrons, shows that the number N 1 which escape from 
unit area in unit time is 

N, = — — -3N . . . (38) 

1 a + fi ' 

The definition of the absorption coefficient a as used in 
these calculations is not that usually given. The meaning of 
a may be deduced from the statement, that of all the electrons 
ejected from atoms in a plane slab of infinitesimal thickness 
perpendicular to the radiation, the proportion e~ ax reach a 
parallel plane distant x from the slab. 

If 


2 hv % dv 

z v dv = ^2 ' e hvlkT _ j> • 


8 


• (39) 
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using Planck’s notation, the corresponding number 
emitted by the isotropic radiation inside the material, i v dv of 
frequency between v and v 4- dv, is, by a similar calculation to 
that which leads to (38) 


N/v = 


47rN/32 v ^/i' 

a 


(40) 


whence we find for the total auto-photoelectric emission, after 
eliminating N by means of (38), 


N» 


N ,dv = 


8tt f“ a + /3 N, kv z 

d)o a I ^ - 

e k T 


dv . ( 41 ) 


For any particular temperature T, the integral on the right- 
hand side of (41) can be evaluated graphically if we know NJl 
and [a for all frequencies. Values of NJl for all frequencies 
for which the factor 

kv z l(ekr - 1 ) 

is appreciable have been given by Richardson and Rogers, 1 but 
much less is known about the values of a and /3. 2 The only 
datum bearing on the value of these coefficients is an observa- 
tion by Rubens and Ladenburg 3 who found that when ultra- 
violet light passed through a thin gold leaf the emission of 
electrons from the front side was i oo times as great as on the side 
of emergence, whereas the intensity of the incident light was 
1000 times that of the emergent light From these num- 
bers Partzsch and Hallwachs 4 have calculated that for gold 
a = 1-03 x io 6 cm.” 1 and /3 = 0*59 x io 6 cm.“' 1 . Since gold 
and platinum do not differ much from one another in atomic 
weight and density, the value of the electron absorption co- 
efficient a will probably be much the same for both metals. 
According to some data deduced by Drude 6 from katoptric 
measurements with sodium light /3 for platinum is greater 
than for gold in the ratio 4*26/2*82. If this ratio holds also 

1 “ Phil. Mag.,” loc. tit. 

2 Cf. } however, O. W. Richardson, ibid ., Yol. XXXI, p. 149 (1916). 

3 “ Verh. der Deutsch. Physik. Ges.,” Jahrg. 9, p. 749 (1907). 

4 “Ann. der Physik,” Vol. XLI, p. 269 (19x3). 

5 “ Lehrbuch der Optik,” 1st edition, p. 338. 



TEMPERA TI RE VAR/ A T/ON 


ns 

for the rays which are photoclectrically active the: vahic of fi 
for platinum would become 0-89 x uf cm.*' instead of 
0*59 x io i? cm.”" 1 . Thus, with the data available* the best esti - 
mate that we can make is that 

(a 4 * f 3 )/a - I *86 . . . (42) 

This is to be taken as a rough average value over the 
wave-lengths which are active photoclectrically. As the values 
for particular wave-lengths are not known the fraction (4.!] has 
been taken outside the integral in computing (41). f rom the* 
known values of h and k and from the values of N t /1 given 
by Richardson and Rogers it appears, on evaluating (4 1 1, 
that the auto-photoelectric saturation current from platinum at 
T m 2000*' K. is 

N a e ** 5 x io " n amp./cm. a , . (43) 

In this calculation allowance has been made for the loss of 
light by reflexion from the platinum surface in the photo- 
electric measurements. On the other hand, the intensity of 
the electromagnetic radiation in the hot metal has been taken 
to be the same as that of the corresponding black body radia- 
tion in free space. This assumption is erroneous, but not 
likely to alter the order of magnitude of the final result. 

The value (43) of the auto-photoelectric current is much 
smaller than the values of the thermionic: currents ordinarily 
observed. Thus at 2000" K. Langmuir 1 gives the following 
values for the thermionic current densities fur a number of 
elements which include platinum:- — 

Element W. T a, M«». I 1 /. C, 

Thermionic Current 3 x »*•-.! 7 .< *«» % tj .< m 1 6 . i« -•» *» \ 

(amps, per bcj. cm.) 

The smallest thermionic currents ever recorded from plat- 
inum in the neighbourhood of 200 cf K, are those observed by 
H. A. Wilson 5 * with well-oxidized wires. Ib* found 4 x 10 M 
amp./cm. 5 * at i686 M C. which corresponds to nearly lu 7 
atnp./cm. 8 at 2000" K. 

We are thus led to the conclusion that the uuto-phutmdeetric 
emission gives rise to an insignificant portion only of the 

* ** Phyi, Kev,» M Vol. II, p. 4H4 

8 ** Thil. Trans,, A,,* 1 Vol. CCII, p. 243 (19113). 

H • 
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observed thermionic currents. This conclusion is only to be re- 
garded as one to which tin* evidence at picsent available points 
with considerable probability. It cannot lie held to be estab- 
lished beyond the possibility ot a doubt, mi acc ount of the un- 
certainty involved in some of the assumptions underlying the 
calculations. In view of the importance of the subject it is 
very desirable that this question should lie settled quite defi- 
nitely ; but it is questionable whether any omddetuble advance 
on the present calculations can be effected without a material 
extension of our knowledge of the condition-, underlying photo- 
electric action. Some further advance* in tins dim-tiun, which 
tends to strengthen the conclusion readied above, has recently 
been made by K. T. Compton and C, YY. Knss,* 

1 u litv.," V«l. Kill, | \ .r/i [un i) 



CHAPTER IV. 


Till' KFFKCT OF (iASKS ON THIS EMISSION OF KLKCTRONS. 

i. I'u k Emission from Platinum in an Atmospiikrk 

OF JJVDKOOFN. 

Wk have seen that the emission from a well-purified and oxi- 
dized platinum wire is affected very little by the presence of 
an atmosphere of a number of the commoner gases at various 
low pressures. Hydrogen, on the other hand, as H. A. Wilson 
found, has a very marked effect in stimulating the (‘mission 
from this metal. The emission from platinum in an atmo- 
sphere of hydrogen has been the subject of a large number of 
experiments both by 11. A. Wilson 1 * * * and also by the writer/* 5 
The observations are in some minor respects not entirely 
harmonious, a result: which probably arises from the* complexity 
of the phenomena in detail and from the difficulty of dis- 
tinguishing the relative importance of different influencing 
factors. The following discussion is confined to the more 
important points, about which the agreement is substantial. 

In the first place, even in hydrogen, the emission at con- 
stant pressure is found to follow the formula / ATk >/T . 
The constants A and b have, however, different values from 
those which characterize the emission in other gases and in a 
vacuum. As regards the constancy of A and b they are inde- 
pendent of the temperature, but may be functions of the pres- 
sure p of the hydrogen. 

Working with wires which had not been heated in hydrogen 
for long periods Wilson arrived at the following conclusions: 

1 “ Fhil. Tranii,, A./' Vol. CGIl, p. uO,* ( itj<u ) \ Vol. CCVIH, p. 

(iqoH); 14 Roy. Hoc, Proc*, A./’ Vol. LXXXI 1 , p. 71(1909); u Electrical Proper- 

ties of Flames, 1 ’ etc., p, ih (London, iq ia). 

Phil. Tranw., A., M Vol. CCVII, p. 1 (1906}. 

tty 
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When a wire, whose temperature was maintained constant, was 
allowed to remain for some time in hydrogen at different 
pressures the emission assumed steady values which were found 
to be governed by the formula 

i = Bp*> . . . • (i) 

where B and z are independent of the pressure but depend on 
the temperature. Throughout the range of temperature used 
z was always between 0*5 and i*o and increased as the tem- 
perature diminished. When a change from one pressure to 
another was made, the emission did not immediately assume 
its final value but changed gradually from the value character- 
istic of the original pressure to that proper to the final pres- 
sure. A similar time lag in the value of the emission was ob- 
served when the temperature was changed at constant pressure. 
These effects are at once accounted for if it is admitted that 
the emission is determined not directly by the pressure of the 
external hydrogen but by the amount of hydrogen which is 
dissolved in the wire ; since it is an established fact that 
hydrogen requires an appreciable time to diffuse through 
platinum. Since the emission at constant temperature di- 
jninishes with time, after passing from a lower temperature, 
and increases with time, after passing from a higher tempera- 
ture, it is necessary to suppose that the equilibrium amount of 
dissolved hydrogen diminishes as the temperature rises. At 
least this must be the case under the particular conditions 
which Wilson 1 gives as an illustration, viz. : p = 0*112 mm. 
and T varying between 1284° C. and 1520° C. The following 
numbers given by Wilson 2 indicate the way in which the cur- 
rent under 40 volts potential difference varies with the pressure 
at 1340° C. : — 


ssure (rams.), 

Current (amps.). 

Current 

-f Pressure. 

760 

3 X I0- 8 

3*9 

X IO- 8 

450 

1*5 x 10- 3 

3*3 

X 10 - 8 

156 

2’2 X I 0 ~ 4 

r*4i 

X 10 - 6 

14 

6 x 10- 5 

4*3 

X 10 “ 8 

0*11 

4 X io- 6 

36*0 

X 10 “ 8 

0*0013 

5 x 10- 8 

39*0 

X I 0 “ 6 


1 44 Phil* Trans., A.,” Vol. CCII, p. 267 (1903). 
2 Ibid., Vol. CCVIII, p. 255 (1908). 
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The effect of hydrogen on the constants A and b is shown 
in the following table taken from the same paper : — 1 


Gas. 

Air (1) 

Air (2) 
Hydrogen 
Hydrogen 
Hydrogen 


Pressure 

(mms.). 

small 

small 

0*0013 

0*112 

X33*o 


Ai. 

7*14 x io 2fi 
438 x io 26 
6*25 X IO 24 
3*13 X IO 23 
1*25 X IO 21 


(Observed). 
7*25 x io 4 
635 x xo 4 
53 x io 4 
4*5 x io 4 
2*8 x io 4 


b 

(Calculated). 

7*1 x io 4 
6*9 x io 4 
5*5 x io 4 
4*52 x io 4 
2*7 x io 4 


The first value for air was given by a wire which had been 
subjected to the nitric-acid treatment previously described 
(p. 85) for twenty-four hours, the second only for one hour. 
The calculated values of b will be considered later. 


The phenomena described above are quite different from 
those observed by the writer 2 under what appeared to be 
similar conditions. For example, the emission from a platinum 
wire in hydrogen was found to be practically constant whilst 
the pressure of the gas was reduced from 1 mm. to o*ooi mm. 
It was also found that a wire which had been saturated with 


hydrogen at a relatively high pressure and temperature could, 
after the pressure had been reduced, give off very considerable 
quantities of gas, presumably hydrogen, without the emission 
being much affected thereby. Similar results have since been 
observed by Wilson. 3 In one of his experiments there was 
very little variation in the emission when the pressure of the 
hydrogen was reduced from 200 mms. to o*ooi mm. He also 
confirmed the result that a wire which has been saturated with 
hydrogen may be heated in a good vacuum until it ceases to 
evolve gas, and retain the high power of emission previously 
conferred by the immersion in hydrogen, but he found that a 
wire under these circumstances still contains a large quantity of 
hydrogen which it is capable of retaining with great obstinacy. 
The presence of hydrogen in the wire under these conditions 
was established both by heating it in oxygen and measuring 
the diminution in pressure when the water formed was ab- 
sorbed, and also by measuring the x'esistance of the platinum, 
which is affected by the presence of absorbed hydrogen. 

It is clear from the facts which have been described that 


1 “ Phil. Trans., A.,” Vol. CCVIII, p. 251 (1908). 
*Ibid., Vol. CCVII, p. 51 (1906). 

3 Ibid., Vol. CCVIII, p. 255 (1908). 
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the emission from platinum in an atmosphere of hydrogen 
shows two quite distinct types of behaviour* under conditions 
which at first sight appear to be identical. 1 he cause of this 
difference was investigated by Wilson who found that the con- 
dition in which the emission was sensitive to changes in the 
pressure of the hydrogen occurred only with ** fresh “ wires, 
that is to say, with wires which had not been heated in hydro- 
gen for any considerable length of time. The condition of 
insensitiveness to change of pressure* on the other hand, was 
found to be characteristic of wires which had Ireen subjected 
to continued heating in hydrogen. Such wires may, for brevity* 
be described by the term 44 old Wilson has pointed out that 
the observed facts are consistent with the view that in a fresh 
wire the hydrogen exists in a state of solution, whereas in an 
old wire most of it is present in the form of a compound which 
is formed with extreme slowness. The essential difference 
between solution and chemical combination lies in the fact 
that the amount of gas dissolved is a continuous function of 
the external pressure, whereas the amount chemically combined, 
once the reaction has been completed, is constant, if the ex- 
ternal pressure exceeds the dissociation pressure, nr zero if the 
pressure is below that value. Since the amount of hydrogen 
present in the wire is held to determine the value of the emis- 
sion at a given temperature, on this view the emission will only 
be a continuous function of the pressure of the external hydro- 
gen with fresh wires, in which the g as is present in the dis- 
solved state. The dissociation pressure of the hydrogen 
compound must be very small (under evoo i mm, ) at the tem- 
perature of the experiments referred to (up to tquo C), since 
the large emission from an old wire could not lie removed by 
pumping. However, dissociation pressures vary rapidly with 
temperature, and Wilson has found that the large emission 
from an old wire can be “ pumped out n if the trm§*eruUtre k 
raised to about 1700° C This view is also substantiated by 
the fact that the large emission from an old wire cun be 41 burnt 
out ” almost instantaneously in an atmosphere «f oxygen nt 
much lower temperatures ; since the pressure of hydrogen in 
equilibrium with water vapour and its dissociation products 
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under the conditions of such an experiment is very low. It is, 
however, possible that the burning out process contaminates 
the platinum surface and reduces the emission to a value less 
than that which would characterize a clean platinum surface. 

The writer 1 noticed a peculiar susceptibility to changes in 
the electric field in examining the emission from platinum 
wires in an atmosphere of hydrogen at pressures comparable 
with i mm. The currents showed approximate saturation 
with potential differences of about 10 volts, and the increase 
clue to impact ionization began to be observable definitely at 
about 20 volts. Over a considerably higher range of potential 
than this the current was found to he a definite function of the 
applied voltage; but when the voltage exceeded 200, the cur- 
rent rapidly fell away from its initial value with lapse of time. 
Thus at 177 mm. pressure, and 1084“ C.» a steady current of 
147 x 10 ’ H amp. was obtained with a potential difference of 
19 volts; on raising the voltage to 286 the current readings 
had the following values at the times stated 

Time (minutet*) a 3 5 7 in 1 4 

Current (r ro h amp.) 6a 44 37 3* v;S*5 ;•(» 

If the high potential is maintained, the current goes on drop- 
ping, but at a diminishing rate, for several hours. If the high 
potential difference is removed after most of the drop in the 
current has taken place and is replaced by a low voltage, the 
observed phenomena are quite different and rather surprising. 
The current with the low voltage is small at first and remains 
practically constant and very steady for a considerable interval. 
It then begins to increase, slowly at first, then more rapidly, 
then slowly again and finally attains a constant value which is 
much higher than the steady value finally attained under the 
high voltage applied previously. Tims, after the numbers in 
the table above had been obtained, when the wire was giving 
a current of 26 x to H amp. after exposure to 286 volts for 
thirteen minutes, the? potential was suddenly changed to 80 
volts. The current at once dropped to 7 x to H amp. and 
remained at this value for several minutes. It then began to 
rise, the rate of increase being most rapid after the lapse of 

tH Phil Trans., A., H Vol. CCVH, p. 46 (rgoft). 
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x oo minutes. Fifty minutes later the current had attained the 
practically constant value of 220 x io~ 8 amp. This is more 
than ten times the value of the steady current which would 
have been attained if the potential difference of 286 volts had 
been left on indefinitely. 

These effects did not occur either at very low pressures 
« o-i mm.) or at high pressures (200 mm.) or when the wire 
was charged positively. The conditions under which they were 
found to occur are those under which the platinum would be 
subjected to an energetic bombardment by positive ions aris- 
ing from impact ionization. It seems natural to interpret the 
falling off of the current under the application of high voltages 
to the destruction 1 by this bombardment of a structure at the 
surface of the platinum which facilitates the escape of the 
electrons. This structure will begin to form again as soon as 
low voltage conditions are restored, and the bombardment be- 
comes ineffective. It is doubtless responsible, at least in part, 
for the increased emission in a hydrogen atmosphere. 

An effect which is probably related to this has been ob- 
served by Wilson. 2 After the large emission from a wire 
saturated with hydrogen has been removed by heating in 
oxygen the wire appears to recover its lost power very slowly 
when subsequently heated in a hydrogen atmosphere; but the 
rate of recovery is very greatly increased, if the wire forms one 
of the electrodes in the passage of a luminous discharge in 
hydrogen at a low pressure. 

Platinum is not the only metal from which the emission of 
electrons is increased by immersion in an atmosphere of 
hydrogen. Similar effects have been noted by Wilson 3 with 
palladium and by J. J. Thomson 4 with sodium. All three 
elements are notable for their power of dissolving and combin- 
ing with hydrogen. On the other hand, Langmuir 5 found 
that hydrogen caused an enormous reduction in the emission 

1 Or conversely to the formation of a structure which retards their escape, 
but this hypothesis seems less probable. 

2 “ Phil. Trans., A.,” Vol. CCVIII, p. 265 (1908), 

8 Ibid., Vol. CCII, p. 271 (1903). 

4u Conduction of Electricity through Gases,” 2nd edition, p. 203. 

Phys. Rev.,” Vol. II, p. 463 (1913) 
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from tungsten, an effect which he attributes, however, to the 
action of water vapour formed by secondary actions, rather 
than to the direct action of the hydrogen itself. 

Theory of the Emission from Fresh Platinum 
Wires in Hydrogen. 

The essential features of the emission from fresh platinum 
wires in an atmosphere of hydrogen may be summarized in 
the two following statements : — 1 

(1) The emission at any constant temperature is very 
closely proportional to where the index £ is a proper 
fraction whose value diminishes with rising temperature ; and 
(2) under constant pressure the emission at different tempera- 
tures is governed by a formula of the type i — AT* e~ b I r ' 
where, however, the constants A and b are functions of the 
pressure of the hydrogen, and their values are, in general, 
quite different from those of the corresponding quantities ap- 
propriate to the emission from platinum wires in a vacuum. 

These laws, including the actual changes in the values of 
the constants A and b , must be intimately connected with the 
contact potential differences between pure platinum and plati- 
num immersed in an atmosphere of hydrogen. This follows 
from considerations similar to those pointed out already in 
Chapter III, page 91. The presence of hydrogen will alter 
the change of energy which accompanies the escape of an 
electron, as well as change the contact potential. These two 
effects are closely connected together but they are not identi- 
cal, and the change in the contact potential is more directly 
related to the change in the emission constants than is the 
interfacial change in energy. The distinction is an important 
one and one which is particularly liable to confusion ; so that 
it is worth while to devote a little consideration to the purpose 
of making it clearer. 2 To do so it is necessary to refer to 
certain matters of theory which were touched on at the be- 
ginning of Chapter II, where, by making use of the laws of 
thermodynamics, certain relations were deduced between 

1 Cf. H. A. Wilson, “ Phil. Trans., A.,” Vol. CCVIII, p. 248 (1908). 

2 For a fuller discussion cf. O. W. Richardson, “Roy. Soc. Proc., A.,” Vol. 
XCI, p. 524 (1915)* 
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the equilibrium concentrations of the external electrons, on 
the one hand, and the energy change $ and the specific heat 
of electricity in the hot body, on the oilier. When gases are 
present the proofs of these relations which have been given 
require modification. A metal in the presence of a gas is a 
much more complex affair than a pure metal ; but, to a first 
approximation, it can be represented as a piece of pun* metal 
covered with a layer of contamination of definite composition 
and of finite thickness. If the proofs are modified, so as to 
suit such a structure ami to allow for the presence of the gas, 
it still appears that 

» Act »«’■“ • • • • ( 7 ) 


where A is independent of T and tf% is now the energy change 
when an electron passes through the? outer surface? of the con- 
taminated layer. Obviously tp is not a quantity which is 
directly accessible to measurement, In carrying, nut the cycle 
on page 32 involving the transference of elections between two 
metals at different temperature’s we have now to include the 
work 7) which corresponds to the Peltier effect at the inter- 
face between the pure and uncontaminated mu fates and by so 
doing we obtain, instead of equation ( t 3) Chapter 1 1 j and after 
taking out the logarithms and replacing /* by ttk l\ 


i $ 5 *! 

1 AT 


;/*; 


n 


n *» ("P V , j 

where C is a universal constant. By making use <*( ;t known 
result in thermoelectricity this may be replaced by 

* if * j t a) j 

tt "• CT* V 1 * 1 *i 1 1 , , (i C) 

if cr, 


. the specific heat of electricity in the contaminated 
material. Thus (13) of Chapter i I is still valid, as it should be, 
if we keep to a single definite substance, it </, . , t ( ~ o), 
and ri are the values for the pure metal, 


H «« 


t 1 4t* * «C ■ /T * j 

cp v 1 ** \i «■”' 


n »» m 


| r \ w 1 *1 j 


** tte kt 


(34) 


and 
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where 1 is the contact difference of potential between the 
pure and the contaminated materials. This equation is the 
same as equation (34) of Chapter II, and may be obtained in a 
similar way to that followed on page 42. Since, if we neglect 
electron reflexion, the saturation currents 2, t at a given tem- 
perature are in the same ratio as the corresponding equili- 
brium electron concentrations //, //, we may replace (34') by 

/' ie tV i lhT . . . . ( 34 ") 

We knew from experiment that for the pure metals 

/' - A'T A * , . . (2) 

where A', <0 ( kb’) and X are independent of T, X being 
comparable with unity. Now aV l will depend on the tem- 
perature and on the pressure / of the hydrogen. To indicate 
this, let us denote its value by k’l'f (A T) where f is a 
function whose nature we shall seek to determine. Then the 
expression for the current when hydrogen is present will be- 
come, from (2) and (34"), 

i » atv . . . 0) 

Since (3) has to become identical with (2) when / « e,/(/, T) 
must approach zero as / approaches zero, Again, the experi- 
mental results show that (3) as a function of T has the same 
form as (2), but that the new constants corresponding to A* 
and (o are now functions of / but not of T. This require- 
ment is satisfied if / (/» T) is of the form ¥ l (/) 4-,*, F* (/), 

where b\ and are functions of / only ; for we can then write 
(3) in the form 

1 ^ A , . (4) 

the new values of the constants at pressure / being 

A'' AV F, M and eT* ** m *- k F f ( /) , • ( 5 ) 

Again the law of variation of emission with pressure at con- 

stant temperature requires that (3) should approach very 
closely to 

i - IV* .... (I) 

1 M Electron Theory of Matter , 0 p. 456 (Cambridge, i#t 4), 
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where B and s are functions of T only, z diininishiup as T 
increases and lyinj' between J and t over tin; rauye of tern- 
peratures covered in the experiments. It is clear, however, 
that (t) cannot be the complete function, otherwise i would 
vanish when p ■■■•< e, whereas we know that i then reduces to 
the value characteristic of a vaemun. But if we replace (t) 
by 

9 

i - B(i {■ <*f) . . , (6) 

where a and <' are constants ami af h large compared with 
unity at all pressures which arc measurable, both requirements 
are satisfied. By comparing with equation (4) we then get. 


omitting all the terms which do not involve p t 

(« + ,!/•> - 

or 

bog(t op 1 ) - l\ip) 1 \v/P) . . (;) 

Since s is independent of p, and since !*", and I*’, are inde- 
pendent of T and are not constant, the only values of these 
functions which are compatible with (J) are 

Hr) - “ l‘-K (« »' <*f ■ ■ ■ («) 

Hr) ~ * 1«K i« ' »f) ■ ■ • (<» 

£ a/T ¥ a . . . (lo) 

Wilson 1 has shown that, if ## - 1 *27 * n #*, c - 073, 


a *» 2*4 x to 1 , and a -* - e, the cxjtertmairal results lire 
accounted for with very considerable approximation over the 
whole of the wide ranges of temjier at tire and picture which 
have been covered in the quite considerable mtmfww of investi- 
gations available. Substituting the new expression for the 
contact potential in equation ( 2 ) we have fur the current at 
pressure fi and temperature T K 

i-ATV-t ’)] “ 

» A'(i + n/O^ 'h-v -*■» , , (11) 


1 ** Electrical Properttai #1 Flame*,* * etc,* m. 
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» A'(i *t* <v/> r ) “ 1 TV 


- log (t \ ) 

nr 


( 12 ) 


From (i i) we see that when the temperature is constant and 
the pressure varies 

1 oc(i + af) (a- ') . . . (13) 


oc J>‘, very nearly, if z 


a 

T 


... ( > 


since unity is very small compared with of for the pressures 
in question. The extent to which this result is satisfied may 
be illustrated by means of the following numbers given by 
Wilson ' 1 


Pressure (mm*, 
of mercury). 

{ (arbitrary unit*}. 

t v right baud 

•tide of (13). 

0*0006 

to 

2*65 

0*0015 

20 

270 

o*tx>33 

40 

3’oi 

0*0053 

5 ° 

2*65 

0*0080 

75 

2*92 

0*0140 

XU) 

a-83 


From (12) we see that / still satisfies an equation of the 
type 

»«A"T . . . (14) 

but that the constants A" and m" have new values, being given 
by 


A" » A'(i + op ') ' 1 . . . (15) 


and of *» op 


k° c log (I + <>f) 






ft) 


k a log 
c 



(« 7 ) 


We have seen that it is very difficult to determine the correct 
values of A' or A", but that (15) is very near to being satis- 
fied is shown by the fact that when p is changed from 0-0013 
mm. to 133 '° ram., A" diminishes regularly till it becomes only 
about 1/5000 of its initial value, whereas A' « A" x (1 + ap c ) 
only changes in an irregular manner and shows an extreme 
variation of a factor of 3. Again from (17) we see that 
the values of of can be calculated from the value a> fora 


1 11 Electrical Properties of Flame#,” etc., p. 16, 
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vacuum if we know the values of A' for a vacuum and of A" 
at different pressures. The values of b - ci>” ( k calculated in 
this way are given in the table on p. 1 19 and show an ex- 
cellent agreement with the observed values. 

In the last chapter, p. ioj, in discussing Martyn’s experi- 
ments on the emission from platinum and lime in air and in 
hydrogen, it was pointed out that the effect of the gas on the 
platinum could be accounted for by supposing that the con- 
tact difference of potential between pure platinum ami plati- 
num in an atmosphere of hydrogen was equal to XT log A/A> 
where />, and / a are the pressures of th c positive hydrogen ions 
inside and outside the metal respectively. This view becomes 
identical with the one now under consideration if we suppose 
that 

A/A, 0 » ‘»A)(‘ 1 ') • • ■ iiH) 

where ft is the pressure of the external hydrogen gas, So 
far as the writer is able to judge there is not enough known 
about the phenomena attending the solution of hydrogen in 
platinum to enable one to determine whether a formula such 
as (18) is likely to approximate to the truth or not. It is 
clear, however, that the right-hand side of (iH) varies with 
temperature qualitatively in the way to bet expected* At low 
temperatures the dissociation fund ionisation) of the external 
hydrogen is small, both absolutely ami also, most probably, 
in comparison with that of the internal hydrogen. Since there 
is evidence that positive hydrogen ions are formed with less 
expenditure of energy inside the metal than outside, it follows 
that the external ionization will increase more rapidly with 
rising temperature than the internal ionization. Since ft x and 
ft u are proportional to the respective numbers of |*m$tive hydro- 
gen ions per cubic centimetre, it follows that the right-hand 
side of (18) should have a large value at low tern features 
which should diminish very much us the temperature rises, 
This is found to be the case. Thus when ft i mm. the right* 
hand side of (l H) is equal to J * to* at $mf V, am! fulls to 
2*4 x 10* at iBtxT C. 
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Another point to be borne in mind is that the right-hand 
side of (18) has been obtained in a manner which is largely 
empirical and, like all functions which are derived in this way, 
is subject to the liability that it is not the true function but 
merely one which simulates the mathematical behaviour of the 
true function- If this is the case, however, it is necessary that 
the correspondence should be very close indeed. For the 
formulas give results very near to the truth, not only over such 
limited ranges of pressure as those illustrated in the table on 
p. 127, but over all the very extended range of temperature 
and pressure which has been examined by various experi- 
menters. Thus if i « i Q when p ** o, (13) may be written 

*//«> ^ «(t 4 - af) (" " ) . . (19) 

At 900“ C. at 26 mins, pressure the writer 1 found i/i () ** 4 x 
io H . The calculated value given by the right-hand side of 
(19) is 2 x xo 1 *. If c is put equal to 078 instead of 073 the 
right-hand side of (19) becomes 3 x xo H instead of 2 x lo^. 
Thus the apparent disagreement may be attributed to the un- 
certainty in the precise value of the constants. Again at 
1570'’ C and 760 mms. Marty n 9 found ///„ ■** 4*4 x xo 4 , the 
calculated value from (19) being 6*5 x io\ At 1340" (\ and 
0*00x3 mm. Wilson 3 found i/t Q 170, the calculated value 
being 122. Thus the values given by (19) are very close to 
the actual values over the range of pressure from 0 to 760 
mms. and of temperature from 900“ to 1575° C 
By comparing (18) and (49) we see that 

£ - '/'» ' 0 + "/') ( rT "‘) - Pxlt a • • (20) 

so that on the hypothesis under immediate consideration the 
ratio of the saturation current at pressure / to that at pres- 
sure zero, is equal to the ratio of the pressure (or concentration) 
of the internal to the pressure (or concentration) of the external 
positive hydrogen ions, in the presence of platinum subject to 
a total external hydrogen pressure /. The whole subject is 

1 44 1441 . Tran#., A., M Veil. CCVll, p, 45 (191X1). 

® 44 Phil. Mag,/* Vol, XIV, p. M>(i (1907). 

14 Electrical Properties of Plumes,” etc., p. ax. 

9 
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well worth further investigation to see it this result is substanti- 
ated by more complete experimental knowledge, 

It is evident from the argument t»n pagrx 42, Ny, and 125 
that the change in A caused by hydrogen may hr attributed to 
the occurrence in the expression Un the contact potential differ- 
ence* between the metal in an atmosphere of hydrogen and the 
pure metal* of a term which is proportional to the tein|»erature. 
In other words* the change in A' may be considered to arise 
from the temperature variation of the changed value of m. 
We also notice that any change in the observed value of « 
will arise only from that part u! the expression for the contact 
potential which is independent of T. rims if for any given 
value r<q of the work which corrmjHiiid* to the contact po- 
tential difference we are able 0* calculate its variation with 
temperature we ought to fie in a position to calculate the 
changed value of A’ corresjamding to m v 

The problem has been attacked from this jx»int of view by 
H. A. Wilson, 1 who calculates the whole work done in passing 
from a point in the interior of the pure metal to the outside. 
This amount of work includes both that whith corresponds to 
the .Peltier effect at the interface and the change of energy at 
the outer surface in the treatment given above, and is there- 
fore equivalent to the contact jmtentia! difference Wilson 
supposes that the work necessary for the escajie of an electron 
arises from the presence of an electrical double layer of thick- 
ness /, and negatively charged on the outside, at the surface of 
the metal Whether such n layer really exists or not, its im- 
aginary presence will give rise to effects in many rcsjjcets 
identical with* and in others similar to* those arising from the 
actual mechanism which causes the origin of the contact §mo 
tential difference. It h to tie rcmemlicrcd, however, that the 
conception h an artificial one whose chid attraction lies in its 
amenability to calculation. If the double layer consists simply 
of charges, of surface density t tr> at distance / apart* the 
work done in taking a change « across it is .pm/c, Wilson 
supposes that cr and t are independent of temperature, so that 

1 H Phil. Irani,, A,, M VeL CCVIII, p, yin (tguH); 11 Roy. Hm, t*roc.» 

Vol. LXXXH, p» 71 (10*19); ** Electrical Proper t ten of eic, jc 
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their values in any particular case determine the zero-tempera- 
ture value of the work in question. The results indicate that 
t is also unchanged when hydrogen is present and that the 
effect of hydrogen may be interpreted as causing a reduction 
in the value of cr. The variation of the work with temperature 
is supposed to arise from the diffusion of the electrons into the 
surface layer owing to their heat motion. This diffusion 
will increase with rising temperature and will increase the 
effective strength of the double layer ; so that the work neces- 
sary for an electron to escape will increase as the temperature 
increases. The diffusion will also be greater at a given tem- 
perature the smaller the value of cr ; so that the temperature 
coefficient when hydrogen is present will be greater than the 
temperature coefficient in its absence. The actual calculations 
involve a consideration of the equilibrium of the electrons in 
the double layer and are somewhat complicated. For them 
the reader may be referred to Professor Wilson's book, “The 
Electrical Properties of Flames and of Incandescent Solids,” 
p. 23. As a result, if ^ is the value of the work under 
consideration, the calculations give the following values of 
2 ccjk at temperature T°K. 


Gas. 

Pressure. 

a u>ilk. 

Air 

— 

145,000 -f 2*35 T 

h 2 

0*0013 

110,000 + 11*83 T 


0*112 

90,000 4- 17*82 T 

h 2 

i 33 *o 

56,000 + 28*86 T 


These numbers lead to values of A' and 00 ' in hydrogen 
at different pressures in close agreement with the experi- 
mental values already considered. It is also found that if the 
equations are solved for t the different values of A' and a/ 
always lead to values between t = 5*6 x io~ 8 cm. and 107 
x 10 ” 8 cm. These can be considered to be constant within 
the limits of error. The values are also in agreement with 
the value of the thickness of the double layer calculated from 
the polarization capacity of platinum polarized with hydrogen 
by the electrolysis of dilute sulphuric acid. 

It is interesting to observe that the value of the tempera- 
ture coefficient of cojk in air or a vacuum given by these 
calculations is very close to that of <f> given by the theory in 

9 * 
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Chapter II. If the temperature variation of «,/* were made 
equal to that of <f> we .see, by comparison with equation ( 1 6), 
Chapter II, page 35, that the value of iv,>, k would Ire changed 
only from I45,0tx> + 2 '3 5 T to 145,000 t- 3 I . 

The Effect ok Gases on the. Emission from 
Tcncstkn. 

Tungsten possesses a number of notable advantages for 
the purpose of experiments on the emission of electrons from 
hot bodies. It is the most refractory material known, melt- 
ing at 3270° C, and its volatility is low even at the highest 
temperatures. Thus it can be heated, without any consider- 
able loss by evaporation, for comparatively long periods at 
temperatures so high that all known impurities are driven out 
of it. At these high temperatures enormous electron currents 
may be obtained, the only limits being set by the heating 
current required to fuse the wire which is the source of supply, 
and by the potential difference required to overcome the 
mutual repulsion of the emitted electrons. For example, the 
writer has observed a thermionic leakage of 04 amp. from a 
fine filament which required 0 8 amp. heating current. In 
this case the thermionic current density amounted to 4 amp. 
per sq. cm. The large currents from tungsten air absolutely 
steady when attention is jwiid to the proper preparation of 
the tubes (see p. 13) and are very suitable fur exact work. 
Moreover, owing to the importance of tungsten as a material 
for lamp filaments, its electrical and radiating properties at 
high temperatures have been very thoroughly studied. Finally 
it acts as a self-purifying agent by attacking all except the 
inert gases, forming comjxnmdx which art* then volatilized on 
to the walls of the tube. 

The effect of different gases on the emission from tungsten 
at about 2000" C. has been investigated by Langmuir.* In 
these experiments the thermionic currents were larger than 
those usually dealt with, being for the most part in the 

“<Phy». Rev.,” Vol, H, p. 430 (1913); ’’ Hiy*. Jaltr*. ij, j». j*6 

(1914)- 
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neighbourhood of 1-20 milliamperes. The difficulty in at- 
taining saturation owing to the mutual repulsion of the 
electrons was therefore generally an important factor (see 
p, 68). The gases experimented with include hydrogen, 
water vapour, oxygen, nitrogen, and argon. When satura- 
tion was attained the currents were always found to be 
capable of representation by the formula i = ATV~ 6yT . 
The constants A and b have, however, in general different 
values in different gases. The values also are probably 
different for the same gas at different pressures. Very 
small amounts of gas were found to cause very large 
changes in the values of the constants. The values of the 
constants under good vacuum conditions varied very little in 
different experiments either with the same or with different 
tubes. The following numbers are cited as the results of 
separate determinations for this case : — 

A =* 6*6 x io 16 e.s.u, per cm. 2 b = 5*58 x io 4 degrees C. 

A = 10*2 x io 16 b = 5*55 x io 4 

A s= 7*08 x io la b = 5*25 x io 4 

It was found that the values of the constants were not 

appreciably altered by the presence of argon. The saturation 
currents in this gas have, so far as can be ascertained, the 
same value as in a vacuum. The only effect of the argon 
when present in small quantity is to facilitate the attainment 
of saturation through the action of the positive ions, formed 
by impact ionization, in reducing the effect of the mutual re- 
pulsion of the electrons. This result is of great importance. 
No doubt when the pressure of the argon is appreciable the 
current will be magnified owing to ionization by collisions, 
but the effect would not be of importance in the experiments 
now under consideration owing to the low pressures (up to 
0-002 mm.) of the argon used. Mercury vapour, 1 the other 
Inert gases of the argon group, 2 and hydrogen, 2 when pure, 
also behave like argon in these respects. 

All the other gases tested were found to increase the 
values of both the constants, as is shown by the following 
numbers : — 

1 Richardson, “ Phil. Mag.,” Vol. XXVI, p. 347 (1913). 

2 Langmuir, “ Trans. Amer. Electrochem. Soc.,” p. 352 (1916). 



134 EMISSION OF ELECTRICITY FROM HOT BODIES 


Gas. 

Pressure (mm.). 

A. 

b. 

Vacuum 

0*00007 

10*2 X lO 16 

5*55 x io 4 

h 2 

0*012 

1*62 X 10 21 

8*25 X IO 4 

h 2 

0*0005 

1*29 X I0 22 

8*5 x io 4 

h 2 

0*007 

2*28 X I0 28 

11*5 X IO 4 

h 2 

0*0017 

2*31 X IO 26 

10*5 x io 4 

o 2 

— 

2*04 X IO 23 

9*43 x io 4 

n 2 

0*002 

6*6 x io 19 

7*32 X IO 4 

n 2 

— 

5 x IO 18 

6*82 X IO 4 

is clear from the values 

for hydrogen 

that there is no 


relation between the magnitudes of A and b for this gas 
and the corresponding pressure. For this and other reasons 
Langmuir is inclined to attribute most of the change in the 
constants apparently caused by hydrogen to the effect of 
traces of water vapour either formed by it or introduced with 
it. In all cases the changes in the emission caused by the 
gases persisted for some time after the gas had been removed, 
showing that the effect was not directly due to an action 
between the filament and the external gas but to a semi- 
permanent change produced by the gas in the character of the 
tungsten surface. No doubt the precise determination of the 
constants in a given gas at a definite pressure is a difficult 
matter as all the gases except argon are “ cleaned up ” during 
the course of the experiment ; so that the pressure is con- 
tinually diminishing in any given case. Of the three gases 
oxygen, nitrogen, and hydrogen, oxygen is absorbed most 
rapidly at about 2000°. The absorption of nitrogen appears 
to be an electro-chemical phenomenon which exhibits interest- 
ing effects. These will be considered later. 

The magnitudes of the changes in A and b caused by dif- 
ferent gases suggest that all these changes are due to a 
common cause, or, at any rate, that the mechanism of the 
action of the different gases is of such a nature as to possess 
important common features in the different cases. Thus in. 
the table above the values of A and b always increase and 
diminish together. This is seen more clearly from Fig. 13 
in which the values of log 10 A are plotted against those of 
^ x 10 4 . Fig. 13 contains all the data of the table and 
some others in addition. It will be observed that the values 
°f l°£io A, no matter what gas has given rise to them, are 
very near to satisfying a linear relation with the corresponding 
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values of Ik It is very doubtful, owing to the time varia- 
tions which must be occurring in many of these experiments, 
whether the linear relation is not satisfied within the limits of 
experimental uncertainty. 

As with the similar effects observed with hydrogen and 
platinum these effects may be considered in relation to the 
contact potential difference between pure tungsten and tung- 
sten which is contaminated with the gases under considera- 







H z :x f 0 z :O, /V 2 ; a, vacuum : 

Fia, u- 

tion. In the absence of gas, U\ in a thoroughly "cleaned 
up n vacuum, let the saturation current be 

/ <*« A () 'Yh~ b ' in \ 

Suppose that the contact potential difference clue to the 

gas is ^ (V + $T) where k is Boltzmann's constant, « is the 
€ 

ionic charge, ft is a constant, and />„' may, in general, be a 
function of T which contains no linear term in T, this term 
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being represented by yST. The current when the gas has pro- 
duced its effect will be represented by 

i' = A T^ -<6o+£ ’°' + * ,T)/t 

= A oj r-^T^- (i,ll+6<l ' >/T . . . (21) 

If the range of temperature is not too large this may still 
be represented by 

t' = ATie- b ' T . . . . (22) 

with A and b constants, if £ 0 ' does not vary too rapidly with 
T. The values of A and b are 

A = A .... (23) 

b — by + bo . . . . (24) 

Since A is always greater than A 0 , /3 is negative, and from (23) 

7 = - £ = log A j . . . (25) 

If the linear relation indicated by Fig. 13 is really ful- 
filled, we have 

A. 

b = b 0 + V = c ' lo g t + • • ( 26 ) 

where c and c are constants. Since V = o when A = A 0 , 
c = b Q . Thus 

V = c ' lo g x" = yc ' • • • ^ 

The contact potential difference due to the gas is thus 
equal to 

* t (t 0 • • (28) 

In this equation k is a universal constant, c is independent 
of T and has the same value for all the gases tested, <y is in- 
dependent of T but is determined by the modification in the 
state of the surface caused by the gas. Since for a given gas 
the only factor except T capable of controlling the state of 
the surface would appear to be the pressure of the gas, it 
would seem that ultimately y must be a function only of the 
pressure of that gas which causes the change in question — 7 
may, however, be a different function of the pressure for each 
gas which gives rise to these effects. 
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The effect of these gases on the emission from tungsten 
shows a very close correspondence with the effect of hydrogen 
on the emission from platinum. Turning to the table on 
p. 1 19, remembering that A is proportional to A b we see that 
the effect on platinum of gradually increasing the pressure of 
the surrounding hydrogen, is to cause a corresponding series 
of changes in A and b. In these changes A and b always in- 
crease or diminish together. The chief difference between the 
effect of hydrogen on platinum and the effect of the various 
gases under consideration on tungsten is that, in the case of 
platinum the change from the normal is towards lower values 
of A and whereas, in the case of tungsten, the change is to- 
wards higher values. Moreover, it follows from the considera- 
tions brought forward on p. 125 etseq that the contact potential 
difference caused by the gases, considered as a function of 
pressure and temperature, is of the same form in both cases, 
the main difference being that the equivalent work is negative, 
corresponding to a more electropositive condition, in the case 
of hydrogen and platinum, whereas it is positive, correspond- 
ing; to a more electronegative condition, when tungsten is 
contaminated by various gases. Thus from equation (1 r) 
p. 1 26, we see that the equivalent work in the case of hydrogen 
and platinum may be written 


™ - Q*, - X-T log (1 + af) . . (29) 

whereas from (28) the corresponding quantity for tungsten is 


w - + . . . (30) 


We have seen already that the quantity 7 in (30) {days a simi- 
lar part to the function log (l + af) in (29) ; so that the tprma 

(t "" 0 ' n (3°) and in (29) are precisely com- 

parable with one another. Moreover, the constants c and 
afe in these expressions have almost equal values. The data 
on p. 127 give 

ajc *■ 3*29 x ID 8 

whereas from Fig. 1 3 

c » 2-56 x 10*. 
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A still closer agreement is obtained if all the known pairs of 
values of A and b for platinum are considered. 1 

It appears to be a legitimate inference from these results 
that the two effects under consideration are due to similar 
causes acting in opposite senses in the two cases. If in the 
case of platinum the cause lies in the difference of concentra- 
tion of positive hydrogen ions inside and outside the metal, it 
would be natural to attribute the effects with tungsten to a 
difference in the concentration of negative ions, probably ions 
of the electronegative elements oxygen and nitrogen, inside 
and outside the surface layer. On the other hand, if the plati- 
num effects arise from the action of positive hydrogen ions on 
a double layer at the surface, it would seem reasonable to as- 
cribe the tungsten effects to the similar action of negative ions 
furnished by oxygen or nitrogen. It is to be remembered 
that the two hypotheses contrasted are not necessarily contra- 
dictory. 

In an atmosphere of nitrogen at low pressures, Langmuir 
observed peculiar effects which were not exhibited by any of 
the other gases. At the lower temperatures tested, it was 
found that the electron currents in this gas were larger with 
small than with large potential differences. For example, the 
following currents in milliamperes per square centimetre were 
obtained under the conditions indicated in the table : — 


Temperature °K. 

220 Volts. 

100 Volts. 

220 Volts. 

2045 


°‘34 

o*2g 

2090 


070 

0*63 

2140 


1*50 

1*29 

2igo 

27 

4*oo 

2*9 

2250 

6-3 

4*9 

7*o 

2325 

l6 *2 

5*o 

19*3 

2390 

21*0 

5-0 

20*0 

Pressure of N 2 — > 

Q'0015 mm ‘ 

0*0012 mm. 

0*0012 mm. 


The reason for this peculiar behaviour becomes clearer 
when the variation of current with applied potential differ- 
ence at constant temperature is studied in nitrogen under 
different small pressures. The results of experiments of this 
character at 2100° K. in nitrogen at 0*00016 mm., o*ooio mm. 

iCf. 0. W. Richardson, “Roy. Soc. Proc., A.,” Vol. LXXXIX, p. 524 
( I 9 I 5)* this article it is also shown that there are indications of a similar rela- 
tion affecting the emission of positive ions from hot platinum. Cf. also p. 226. 
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and 0*0025 mm. pressure are shown in Fig. 14. The read- 
ings for a pressure of 0*00016 mm. approximate to those for 
good vacuum conditions. At low potentials they follow the 
full curve IV which represents the variation, with applied 
potential, of the current when limited by the mutual repul- 
sion of the electrons (space-charge effect) as considered in 
Chapter III, p. 68. At higher potentials they leave this curve 
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and ultimately fall on the horizontal dotted line III', which 
represents the saturation current under vacuum conditions 
at the temperature of the experiment The dotted curve III, 
in fact, which passes through all the values at 0*00016 mm. 
is similar in a general way to the curves obtained in all the 
gases under consideration other than nitrogen. In nitrogen 
at higher pressures, however, the curves are quite different, as 
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is shown by 1 and II. Considering curve 1, for example, we 
see that it is coalesce!) t with III and IV at potentials below 
20 volts. At potentials between „*u and 75 volts the currents 
given by I are larger than those given by III and IV. This 
effect, which is similar to effects given by other gases, is at- 
tributed to the action of the jwsitive ions produced by impact 
in reducing the mutual repulsion of the electrons, and so per- 
mitting a nearer approach towards saturation. At 75 volts 
the rise in the current with increasing potential suddenly 
ceases, and is replaced by a fall which is most rapid at first 
and then diminishes until a steady value of the current is 
finally reached. This ultimate saturation current is much 
smaller than the saturation value in a vacuum. The be- 
haviour above 75 volts has so far been observed in nitrogen 
only. It is attributed by Langmuir to the occurrence of a 
chemical reaction between the tungsten and the jx>sitive 
nitrogen ions formed by impact ionization. This reaction is 
known not to occur with uncharged nitrogen molecules at 
these temperatures, thus accounting for the absence of any 
diminution of the currents at low fsitcntiab. The nitride 
formed is supposed to hinder the c-.i ape of the e!r< trims, and 
as the rate of its formation will go or* increasing with the 
applied potential (up to a certain limit), the general course of 
the factor cutting down the current will resemble a curve such 
as I'. Thus the general character of the current voltage 
curves is accounted for. The amount of the compound ulti- 
mately formed will be greater the greater the pressure of the 
nitrogen ; so that the final saturation current will be reduced 
as the nitrogen pressure is increased. This is seen to Ire the 
case with the data given. Finally, ns the tcmjieraturc is 
raised, the compound formed will evajroratc more quickly 
and so less of it will be retained on the filament. Thus this 
effect should diminish at higher tcmjicraturcs, a*, in fact is 
found to be the case. 

Returning to the general case of the effet t of gases on 
tungsten we have seen that both the constants A and !> in the 
emission formula are increased thereby At any given tem- 
perature the effect of art increase of A alone is to increase the 
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emission, to which indeed it is proportional, whilst an increase 
in b diminishes the emission. It appears, however, that the 
changes in the two constants are of such a magnitude as to 
cause in combination a reduction of the current. A large 
number of experiments, under the most varied conditions, have 
been made by Langmuir, who has found no exception to the 
rule that the saturation current from tungsten in presence of 
small amounts of any gas is never greater than the saturation 
current under the best vacuum conditions at the same tempera- 
ture. This result is of the greatest importance. The only 
gases which have been found not to affect the values of the 
saturation currents are the inert gases of the argon group, 
mercury vapour and hydrogen, when pure. All the other gases 
tried have been found to reduce the value of the saturation cur- 
rent. The effect of all these gases on tungsten is thus the exact 
opposite of that of hydrogen on platinum. Under some con- 
ditions the chemically active gases may appear to increase the 
emission from tungsten, but this is a spurious effect due to 
the fact that true saturation has not been attained. Under 
such conditions the positive ions liberated by impact ionization 
in the gas may admit of a nearer approach, under a given 
potential difference, to the saturation value. 

Thermionic: Currents from Various Materials in 
Gases at High Temperatures. 

Interesting experiments dealing with a number of sub- 
stances have been made by Marker and Kaye. 1 They examined 
the conductivity between two cylindrical electrodes inside a 
carbon tube at temperatures between 1 400" C. and 3000" C. 
At the higher temperatures the conductivity is very great, the 
currents being proj>ortional to the voltage up to 10 volts 
potential difference, and increasing rapidly with temperature. 
When one of the electrodes is kept cold, and there is no applied 
potential difference between them, there is, in general, a con- 
siderable discharge of negative electricity in the direction from 
the hot to the cold electrode. With fresh electrodes at the 

Roy. Soc. I’roc, , A.” Vol. LXXXVI, p, 379 (xgn); Vol. LXXXVIII, 
p. 344 (*9*3). 
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lower temperatures the direction of this discharge is reversed 
an d corresponds to a positive emission from the hot electrode. 
The negative effect at higher temperatures is greater on first 
heating, presumably owing to the presence of volatile im- 
purities which are more efficient in this resjn-ct. The smaller 
steady currents finally obtained were about iri^ ampere at 
the highest temperatures. These exjK-riments were made at 
atmospheric pressure, and the currents were found to Ik* much 
the same in an atmosphere of nitrogen, hydrogen, or furnace 
gases. The electromotive force between the hot and the cold 
electrode was found to be I \H volts. 

In the second paper the authors investigate the emission 
from strips of platinum, iridium, iron, tantalum, nickel, copper, 
brass, and carbon at temj>eratures up to the melting joints of 
the metals in an atmosphere of nitrogen at pressures from 
I mm. to atmospheric. The strips were heated by an alter- 
nating current, and no external potential difference, other than 
that arising from the alternating circuit, was applied to drive 
the thermionic currents to the surrounding cylindrical elec- 
trode. The current front platinum under these conditions 
diminished with rising pressure. As a rule small jxtsitivc 
emissions were observed at low teinjx*r.»tujr-> These Itceame 
negative at high tem[>eratures, and varied with the trmjieraturc 
in the same way as such currents have been found to do 
in general. With nickel, copjrcr, and brass positive emissions 
only were detected. 

Kaye and Higgins 1 have examined the currents, in an at- 
mosphere of nitrogen at atmospheric pressure, which flow from 
a carbon crucible containing various substances to the wall® 
of a surrounding carbon-tube furnace Simultaneously they 
measured the conductivity of the furnace vapours present by 
means of an auxiliary electrode. The substances tested in- 
clude: baryta, lime, soda-lime, st rout in, magnesia, silica, alu- 
mina, ferric oxide, tin, aluminium, iron, copper, and brass. The 
temperatures varied from 2orx>“ V. to 4500 ( brass gave a 
large positive emission. All the other substances increased the 


“‘Roy. Site. !•«*., A.." Vol. XC, p. 4 jt« (ujt-ri- 
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negative emission above the value proper to the carbon cru- 
cible. The observed currents varied from O' I to ro ampere. 

The conditions in most of the experiments just described 
are so complicated that it is difficult to disentangle the various 
causes which might give rise to the observed effects. No 
doubt these are partly caused by electrons and ions emitted by 
the hot surfaces on account of the high temperature, but they 
may also be due partly to ions emitted by chemical action. 
The actions are also greatly complicated by the presence of 
the hot vapours which must have properties similar to those 
of flames. 

The Relative Importance ok Various Factors in 
Causing the Emission ok Electrons erom Hot 
Bodies. 

We have already considered three possible causes of elec- 
tronic emission, namely : the escajje of the electrons owing to 
the purely thermal increase of their kinetic energy (p. 27), the 
liberation of electrons as one of the products of chemical action 
(p- 56). an< l the complete photoelectric emission ( p. no). We 
have seen (p. 1 1 5) that the available photoelectric data indi- 
cate that the last of these is too small to account for the 
emissions which have been observed from hot bodies ; so that 
unless and until fresh observations are made which tend to 
conflict with this conclusion, it does not apj>enr necessary to 
consider this particular question further. 

It remains to deal with the relative claims of the purely 
thermal effect and of chemical action. Some years ago a 
number of writers advocated the view that all the observed 
effects were attributable to chemical action. The case for this 
position is, briefly, as follows - 

We have seen in Chapter II that any electronic emission 
arising from chemical action would he likely to follow a law of 
temperature variation practically identical with that required 
by the purely thermal effect; so that the fact that the theo- 
retical law is satisfied by the experimental results offers no 
criterion for distinguishing between the two views. In certain 
cases there is some evidence that electrons are liberated as a 
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direct result of chemical action between solids and gases. The 
experiments of Haber and Just 1 * * have shown that when the 
alkali metals, their alloys, or amalgams, are attacked by oxygen, 
hydrochloric acid gas, phosgene gas, water vapour, and certain 
other chemically active gases or vapours, electrons are liberated 
in considerable quantity. It may he urged (of. Chapter IX, 
p. 307) that in reality this also is a thermal emission, caused by 
a local increase of temperature in the surface layer arising from 
the heating caused by the chemical action. Most of Haber and 
Just's experiments were made with drops of various amalgams 
and with the liquid alloy of sodium and potassium. From a 
determination of the amount of chemical action occurring they 
calculate that in a particular experiment the heat generated by 
the chemical action was not sufficient to raise the temperature 
of the whole of a drop more than G But it is clear that 
the temperature of the surface layers must have been raised to 
a very much greater extent, and as it is only the temperature 
of the surface layer which is of any account if the effect is a 
purely thermal one, it cannot be said that the experiments so 
far made by these authors prove that the emission is a direct 
consequence of chemical action. Similar conclusions to those 
of Haber and just have been reached by Fredcnhagen/ 5 who 
found that the currents he observed when the alkali metals 
were heated could be reduced to very much smaller values 
by the careful elimination of gases. The smallest currents 
recorded by Fredenhagen are, however, not smaller than those 
calculated 8 by an application of the considerations cm p, 42 
to the known emission from platinum or tungsten, in spite of 
the strong electropositive character of the alkali metals. 
The large values are restored, at least partially, when small 
quantities of gases, and especially of oxygen, are allowed to 
come in contact with the metal But when one remembers 
the extraordinary sensitiveness of the emission to changes of 
temperature and that, in any event, the effect is a purely su- 
perficial one, it is questionable whether the observed enhance- 

1 u Ann. tier Phyaik,” Vol. XXXVI, j>. 308 fifii). 

Verb, der Peutsch, Physik. Ge»,, n J&hrg. *4, p. 38b {*#*»). 

8 Cf. 0, W. Richardson, « Phil. Mag., 1 ’ Vo!. XXIV, p, 7r j (umh 
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meat of the emission may not be due to the local increase of 
temperature caused indirectly by the chemical action. It is, 
of course, abundantly proved that an emission is caused by 
chemical action in these cases, but it is extremely difficult to 
be sure that the effect is the direct result of the chemical action 
and is not caused indirectly by the heat generated at the 
surface, (See, however, p. 313.) In any event in Preden- 
hagen’s experiments his currents were not saturated, and 
the reduction in the currents which he observed with im- 
proving vacua may well have been caused by the charging 
up of the glass walls of his apparatus and by space charge 
effects. 

The remaining cases which have been cited as examples 
of the emission of electrons by chemical action are the oxida- 
tion of calcium and the emission from incandescent carbon, 
Fredenhagen 1 * has put forward the view that the activity of 
the lime-covered cathode is caused by the recombination of 
the calcium and oxygen which are separated by electrolysis 
during the passage of the current. The arguments in favour 
of this view have already been dealt with on p. 98 where 
they were not found to resist a critical examination successfully. 
We have already seen (p. 100) that Horton, who made a direct 
test of the question, was unable to detect any emission from 
calcium arising directly from oxidation. Wehnelt,* who has 
devoted much attention to the lime-covered cathode, has re- 
cently expressed the opinion that in the case of this material 
there is no evidence which would favour a chemical rather 
than a purely thermal cause for the origin of the emission. 
Germershausen 3 has shown that the emission from lime is 
increased by the removal of every trace of gas from its sur- 
roundings. Under these conditions the discharge becomes 
very similar to that from tungsten as observed by the writer 
and by Langmuir. The experiments made in the Research 
laboratory of the American Telephone and Western Electric 
Companies described on p. 101 would appear finally to dispose 

1 “ Leipaiger Ber. ” Vol. LXV, p. 4a (xgt 3), 

« * 4 Phyttik, Jahrg. 15, p. 558 (1914). 

* Jahrg, x6, p. 104 {1915), 

10 
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of any such secondary hypothesis as to the origin of the 
emission from oxy-cathodes. 

The emission from carbon has been attributed to chemical 
action between the carbon and traces of gaseous contamination 
by Pring and Parker, 1 and by Pring. 2 * Using comparatively 
large rods of carefully purified carbon they found that the 
negative discharge to a small electrode in the neighbourhood 
of the rod diminished progressively as the gases were removed 
from the rod by continuous heating. The currents finally 
obtained at the highest temperatures were very much smaller 
than those recorded by other observers with carbon (see 
pp. 81 and 88). An application 8 of the considerations de- 
veloped on p. 75, however, shows that the magnitude of the 
heating currents and the geometrical arrangement of the ap- 
paratus used by these authors were such that no electrons at all 
would be able to reach the electrode at the higher temperatures. 
Thus there is no difficulty in accounting for the- smallness of 
the observed currents on the purely thermal theory of the 
emission. The only difficulty, which is present on any theory 
of the origin of the electrons, is to explain why the observed 
currents were not actually zero. The small currents can be 
accounted for 4 if it is supposed either that traces of gas pre- 
sent interfere with the motion of the electrons or that some of 
the electrons combine with uncharged molecules or atoms of 
the gas to form negative ions whose motion is almost un- 
affected by the magnetic field. Either of these assumptions 
would explain the fact that the observed currents are increased 
by the admission of traces of various gases. The relatively 
large effects produced by very small amounts of gas are in 
favour of the second hypothesis, which also explains the re- 
lative efficiency in this respect of the various gases tested. 
Another factor which would tend to make the currents ob- 
served in these experiments too small is .the effect of the 
mutual repulsion of the electrons. Moreover, the results 

1 “Phil. Mag.,” Vol. XXIII, p. 192 (1912). 

2 “Roy. Soc. Proc., A.,” Vol. LXXXIX, p. 344 (1913). 

s O. W. Richardson, ibid., Vol. XC, p. 174 (1914). 

4 Loc. cit. 
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of the experiments are in complete disagreement with the 
results of experiments made with well-glowed-out carbon 
filaments by Deininger 1 in 1908, and of the more recent ex- 
periments of the writer and of Langmuir. In the last two 
cases the precautions described on p. 14 were taken in pre- 
paring the bulbs, and although it is not claimed that every 
trace of gas was got out of this very difficult substance, the 
conditions were much better in this respect than in the ex- 
periments of Pring and of Pring and Parker. The same claim 
can almost certainly be made for Deininger’ s work. In fact, 
it is quite impossible to attain good vacuum conditions with 
the large quantities of hot material and the other arrangements 
used by Fring. Taking all the facts into consideration they 
appear to the writer to afford no support to the contention 
that the emission from carbon has anything whatever to do 
with chemical action. It may be that such a chemical effect 
exists, but its existence is not demonstrable, or even rendered 
probable, by the evidence which has been submitted. 

Thus there is no case in which it has been established 
with certainty that chemical action is the direct and immediate 
cause of an emission of electrons . The majority of chemical 
actions between solids and gases certainly do not give rise to 
electrical effects of this kind to any appreciable extent (see 
Chap. IX). The only case in which the evidence renders the 
occurrence of electron emission as a chemical effect probable 
is that of the alkali metals. The experiments of Haber and 
Just do, on the whole, indicate a balance of probability in 
favour of a direct chemical effect in this case, although, in the 
judgment of the writer, they cannot be held to establish it 
with certainty. 

The advocates of the chemical point of view have held 
that the emissions usually observed are due to actions between 
the hot metal and minute traces of residual gas and not to 
chemical actions on any considerable scale. In support of 
this it may be urged that, as the effect is a purely superficial 
one, a small quantity of gas will exert as large an effect as a 

Ann. dor Phy»ik, M Vot. XXV, p 

10 * 
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greater amount, down to a certain limit. On the other hand, 
it cannot be said that a comparison of the specific effects of 
different gases lends any support to the chemical theories. In 
the case of platinum, the only gas which causes any consider- 
able increase in the emission is hydrogen, and although there 
is probably some chemical combination in this case it certainly 
is not of a violent character. In the case of tungsten all gases 
which act chemically on the metal have been found to reduce 
the emission and not to increase it 

The difficulty, discussed on pp. 83 et seq. y of determining 
the precise values of the constants A and b, and the depen- 
dence generally of the emission on factors which are difficult 
to control and to specify, has been held to favour the view that 
these effects are caused by the interaction between the hot 
bodies and traces of gaseous contamination of uncertain com- 
position. It would, however, seem more reasonable to at- 
tribute these features of the phenomenon to the fact that it is 
of an entirely superficial character and is very sensitive to 
changes in the nature or composition of the surfaces. For 
example, the admission of oxygen will coat the hot metal with 
a layer of oxide. If, as appears to be the case with calcium, 
the oxide is more active thermionically than the metal, the 
emission in presence of oxygen will exceed the normal value. 
If the oxide is inactive its presence will tend to prevent the 
electrons escaping from the metal and will thus reduce the 
emission. The effect of oxygen on tungsten is probably of 
this nature. Minute traces of gas would be sufficient to pro- 
duce effects of this kind, and if the composition of the gas 
were uncertain and variable, the effects would be correspond- 
ingly so. A similar difficulty arises in other superficial 
phenomena, such as the photoelectric effect, surface tension, 
and optical reflexion, although, as a rule, it is not so marked. 
This is on account of the extreme sensitiveness of the thermi- 
onic emission to small changes in the work required for an 
electron to escape. There is, in fact, no comprehensive body 
of evidence supporting the view that interaction with gases 
is an invariable and direct cause of thermionic emission ; the 
evidence that gases act indirectly by modifying the quantity 
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of the emission quite generally is of a much stronger character. 
In this connexion the close relationship between electron 
emission and contact potential difference, which is required 
on theoretical grounds, and the sensitiveness of both these 
phenomena to superficial contamination, should also be kept 
in mind. 

Experiments made by the writer 1 have shown that the 
emission from tungsten in a good vacuum is a property of the 
element itself, and cannot be attributed to chemical or other 
secondary actions between the tungsten and traces of other 
contaminating material. The advantages of tungsten in in- 
vestigations of this character have been alluded to already 
(p. 132). The tests were made with experimental tungsten 
lamps carrying a vertical filament of ductile tungsten which 
passed axially down a concentric cylindrical electrode of copper 
gauze or foil. The tungsten filaments were welded electrically 
in a hydrogen atmosphere to stout metal leads. These in turn 
were silver-soldered to platinum wires sealed into the glass 
container. The lead to the copper electrodes was sealed into 
the glass in the same way. The lamps were exhausted with a 
Gaede pump for several hours. During this time they were 
maintained at 550° to 570° C. by means of the vacuum furnace 
described in Chapter I. The duration of this exhaustion 
varied from 8 to 24 hours with different bulbs. It was con- 
tinued until the apparent evolution of gas was very small and 
practically constant. This small final development of gas, 
which appeared to persist indefinitely, is believed to be due to 
the dissociation of the glass walls of the tube and to the diffu- 
sion through them of gases from the vacuum furnace which 
could only be exhausted to about 1 cm. pressure. The ex- 
haustion was completed by means of liquid air and charcoal, 
the tungsten filament meanwhile being glowed out by means 
of an electric current at over 2200° C. Most of the tests were 
made after the furnace had been opened up and the lamps 
allowed to cool off. This treatment has been found completely 
to stop the emission, under the relatively slight heating caused 


1 “ Phil. Mag.,” Vol. XXVI, p. 345 (1913). 
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by the radiation from the hot filament, of gases from the walls 
of the tubes and from the cold electrodes which had previously 
formed such a persistent source of difficulty in experiments with 
hot wires. 

Although the filaments used were quite thin (about 0*007 
cm. diameter), these lamps were found capable of being run so 
as to give thermionic currents of about o*i ampere for hours. 
Tests were made covering the following alternative possible 
causes of the emission : — 

1. That the emission is caused by the evolution of gas 
from the filaments. 

In one experiment the tube was shut off by a mercury trap 
and the gases allowed to accumulate. The filament gave an 
electronic current of o* 50 ampere continuously for 30 minutes. 
The pressure of the gas which had accumulated was less than 
I0~ 7 mm. and was too small to measure. Taking into account 
the volume of the bulb, these figures show that for every 
molecule of gas evolved 2 '6 x io 8 electrons were emitted. 
No conceivable process could cause so many electrons to arise 
from each gas molecule. 

2. That the emission is caused by chemical action or some 
other cause depending on impacts between the gas molecules 
and the filaments. 

If for purposes of computation we consider the gas to be 
hydrogen, which is the most unfavourable assumption, since 
this gas makes most collisions, the data of the last experiment 
show that 15*000 electrons would have to arise every time a 
molecule impinged on the filament. This number is of course 
quite prohibitive. Moreover, in certain other experiments quite 
appreciable changes in the gas pressure caused no change in 
the emission. 

3. That the emission is a result of some process involving 
consumption of the tungsten. 

In these experiments there is a loss of tungsten from the 
filament which is believed to be due to evaporation. The loss 
was determined by measuring the change in the resistance 
of the filament. At the same time the thermionic current 
was measured, giving the number of electrons emitted. In 
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one experiment it was found that for each atom of tungsten 
lost 984,000 electrons were emitted. In this case the mass of 
the electrons emitted was three times the mass of tungsten 
lost. This experiment and others similar to it show conclu- 
sively that the emitted electrons must have flowed into the 
tungsten from outside points of the circuit. 

4. That the emission is caused by interaction with some 
condensible vapour which does not affect the McLeod gauge. 

This explanation is cut out by the fact that the currents are 
not affected when the tube is cut off from the liquid air and 
charcoal and the hypothetical vapours allowed to accumulate. 

These experiments have not been accepted as conclusive 
by Fredenhagen 1 and by Horton 2 on the ground that they 
still leave open the possibility that the emission is due to inter- 
action with the tungsten of some substance present in the 
filaments. In regard to this suggestion it is to be remembered 
that the assumption of the presence of foreign substances in 
the filament is a pure hypothesis. It is very unlikely that any 
gaseous substance, and most substances are gaseous under these 
conditions, could remain in a thin filament kept at over 2200° 
C. in a vacuum of 10 ~ 6 mm. pressure for a long time. The 
behaviour of the filaments during the experiments is distinctly 
opposed to this suggestion. When they are first glowed out 
there is a considerable evolution of gas lasting for a few 
seconds, and after that nothing. When the filaments are 
sealed in a small closed tube and allowed to disintegrate 
through overrunning no gas is evolved. There is good evidence 
that the small quantities of gas which occasionally appear in 
experiments of this kind come from the walls of the tube and 
the relatively heavy parts of the metal electrodes owing to in- 
adequate preliminary treatment. The only impurities which 
would seem to have any chance of remaining in the filaments 
during these experiments are the highly refractory elements such 
as molybdenum, tantalum, carbon, thorium, etc. Even these 
would be expected gradually to disappear, and there is no evi- 
dence of any progressive change in the emission at constant 

lf ‘Phys. Zeits.,” Jahrg. 15, p. 19 (1914). 

3 “ Phil. Trans., A.,” Vol. CCXIV, p. 278 (1914). 



152 EMISSION OF ELECTRICITY FROM HOT BODIES 

temperature with properly prepared tubes. In any event it is 
questionable whether their presence would help the chemical 
theory, which would then be reduced to the position of ad- 
mitting the existence of an emission from alloys but not from 
the pure metals. That the emission cannot be attributed to 
the commoner gases is also shown conclusively by the experi- 
ments (see p. 1 41) of Langmuir, who found that they all 
reduced the emission, except the inert gases which left it 
unaltered 

These experiments with tungsten definitely exclude chemical 
action as the cause of the emission from this substance. Such, 
at least, is the considered judgment of the writer. Although 
equally searching tests have not been made with other 
materials, a general survey of the phenomena does not in- 
dicate any definite connexion with chemical action, certainly 
in the case of the refractory elements. This is supported by 
the results of Langmuir, 1 who finds that with tantalum, 
molybdenum, carbon, and platinum as well as tungsten, the 
emission is increased with progressive elimination of gaseous 
contamination and corresponding freedom from liability to 
chemical action. There is, of course, no compelling reason 
to expect a purely thermal origin for the effects in all cases. 
It may be that in the case of the alkali metals such effects as 
have been observed are due entirely or chiefly to chemical 
action ; but this has not yet been proved, certainly not with 
anything like the thoroughness of proof of the contrary pro- 
position in the case of tungsten. If the emission is ever 
caused by chemical action we should expect this type of 
effect to be exhibited by the alkali metals, where the reactions 
are much more vigorous than with the refractory elements, as 
is shown by the very much greater heat liberation per gram 
equivalent. 

There is another argument, to which great weight should 
be attached, which is definitely against a chemical origin of 
the effects exhibited by the refractory elements. We have 
seen that the variation of the emission with temperature en- 
ables us to form an estimate of the energy change associated 

lu Phys. Rev.,” Vol. II, p. 484 (1913). 
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yith the liberation of one electron. We shall see in the next 
chapter that more direct methods are available for determin- 
ing this quantity, both from the absorption of heat when elec- 
trons are emitted, and from the liberation of heat when electrons 
are absorbed. All three methods give consistent results, and 
show that the quantity in question is very considerable. 

If we compare this heat change per gram equivalent of 
electrons, with the heat liberated per gram equivalent in vari- 
ous chemical reactions, we find, in the case of tungsten or 
platinum, that it is about equal to the corresponding quantity 
for the most vigorous chemical actions known, such as the 
combination of the alkali metals with the haloids, and is far 
greater than the heat of any known reaction of the elements 
under consideration. Thus the rate of variation of the emis- 
sion with temperature is right for the physical theory of the 
phenomena, but is wrong, so far as we can judge, for the 
chemical theory. It is desirable at present to restrict this 
argument to the more refractory elements which are less active 
chemically, as the thermionic data for the more electropositive 
elements cannot be considered to be known with sufficient 
definiteness. However, such data as are available for the 
more electropositive metals all go to show that this quantity 
is less for them than for chemically inert metals like platinum 
which is obviously a very difficult matter to explain on any 
chemical theory. 



CHAPTER V. 


energetics of electron emission. 

i. The Kinetic Energy of the Emitted Electrons. 1 

We saw in Chapter II that the law of temperature variation of 
the emission of electrons could be deduced in various ways 
from a consideration of the properties of the atmosphere of 
electrons in equilibrium with hot bodies present in a vacuous 
enclosure. The essential and important results of these 
theories have been very fully confirmed by the experimental 
results already described. The further consideration of such 
atmospheres of electrons suggests certain other important pro- 
perties of the streams of emitted electrons which have not yet 
been discussed We have seen that the electron atmospheres 
are in all respects analogous to a gas, the only important dif- 
ferences arising from the much smaller value of the molecular 
weight, and, owing to the fact that the electrons carry an 
electric charge, the much greater value of the intermolecular 
forces. Just as in the case of gases the modification of the 
pressure due to the intermolecular forces becomes negligible at 
very low pressures, we see that the pressures due to very at- 
tenuated electron atmospheres will be the same as those which 
would be exerted if the electrons were uncharged. In point 
of fact, the electron concentrations to be dealt with are exces- 
sively small ; so that the pressures will be given by the law 
of a perfect gas 

p = nk T, (i) 

as we have already assumed. In (i) n is the number of elec- 
trons per c.c. in the atmosphere in equilibrium, and k is Boltz- 
mann’s constant. 

1 ln the light of recent experiments some of the statements in this and the 
following section may need qualification. Cf. p. 172. 
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We know also, from the principles of the dynamical theory 
of gases, that in such an atmosphere the average kinetic energy 
of each molecule is proportional to the absolute temperature 
and equal to §/£T, and that the velocities of the different mole- 
cules are distributed amongst them in accordance with Max- 
weirs Law. The same conclusions will apply to the streams 
of electrons as they are emitted from a metal surface, even 
when they are allowed constantly to flow away, and there is 
no possibility of the attainment of steady equilibrium condi- 
tions. This follows, since any such change as that contem- 
plated will not affect the conditions which determine the 
emission of the electrons. The emitted stream will thus have 
the same properties whether the external conditions are those 
of equilibrium or not. When the conditions are those of equi- 
librium it follows, from the principles of the dynamical theory 
of gases, that the emitted stream must have the properties 
specified above ; whence it follows that this statement as to 
the properties of the emitted stream must be true in general. 

This conclusion is valid even if the principles of the dyna- 
mical theory of gases are not universally applicable, for in- 
stance, if the emission of the electrons is governed by the 
principles of the quantum theory in some such manner as they 
are developed on p. 37 ; for the equilibrium concentration of 
the external electrons in these cases is so small that the prin- 
ciples of the classical dynamics will still apply to them even 
if the phenomena as a whole are governed by the quantum 
theory. On the other hand, if the distribution of velocity 
amongst the emitted electrons is governed by Maxwell’s Law, 
it does not follow that the same thing is true of the distribu- 
tion of velocity amongst the free electrons inside the hot body, 
for the concentration of these must be of an entirely different, 
and in all probability much higher, order of magnitude. 

The result of this argument may be summarized as 
follows : We expect, as a consequence of the theories de- 
veloped in Chapter II, that the distribution of kinetic energy 
amongst the electrons in the emitted stream will be identical 
with that amongst those molecules of a gas, at the same 
temperature as the hot body, which leave either side of any 
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surface in the pas in any definite* interval of time*. In ac- 
cordance with Maxwell's haw the avrrnyr rnerpy of the 
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where N is the total numher emitted in unit tump m is the 
mass of an electron, and h e£Tj l 2 . It will hr noticed, that 
the average kinetic eueryy of the emitted rlntrons is /£T 
and not the average kinrtie rnrryy oi the electrons P »r 

molecules) in unit volume in equilil »rium. The laryei value 
arises from the fact that tin* m«ue rapidly m»>viny particles 
occur more frequently in an emitted stream than in the 

number present in a volume seas fed at random under rqui- 
librium conditions. 1 

These conclusions have been tested in a larye number of 
experiments made by tin* writer, partly in collaboration with 
F. C Brown, The first investigation, made bv U i» h.n d-.» »n 
and Brown," is concerned only with the component of vrlot it y 
u normal to the emitting surface. The apparatus used is 
shown in section in Kip. i 5. 

The emitting surface was that of a small piece of thin 
platinum foil H heated electrically. The foil nearly tilled a 
small hole at the centre of the metal plate T, the upper sur- 
faces of L and II hemp flush with one another. The hrutiny 

1 Cf. O, W, Kidnudhon, M Phil, Trams, A./* Vui. i'i t, p. *iM,r ; 

41 Phil Maps,” Vol. XVIII, \\ (m (timh 

2 1 bid,, Vol. XVI, p. 353 (ujo.H), 
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current was let in through t u t 2 , which were connected by a 
high resistance shunt not shown in the figure. The shunt 
was provided with a sliding contact which could be connected 
through the metal base B to L. In this way the middle of 
the strip H could be kept at the same potential as the sur- 
rounding plate L. This device, for controlling the potential 
of inaccessible parts of an enclosed apparatus, carrying an 



electric current, is often useful in experiments of this char- 
acter. Opposite L is a parallel plate U covered with plati- 
num, to avoid effects arising from contact difference of 
potential, and provided with a guard ring G and electrostatic 
shield S. U is connected to the insulated quadrants of a sen- 
sitive electrometer, whose time rate of deflexion measured the 
number of electrons passing from H to U. The temperature 
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of II was controlled, and estimated, by measuring, its re- 
sistance in the manner described in t hapter I, \\ is, The 
electron currents from II to V were measured when different 
potentials were applied so as to e/vV.ve then passage. 

Now let us consider flu* theory ot this experiment suppos- 
ing, first of all, that the planes l ‘ and I. are infinite in extent. 
The plates are maintained at fixed potentials; so that the 
electric intensity is everywhere normal to them, i.e. parallel to 
them axis, and constant. It V is the potential at any point 
r, j\ between the two plates the equations ot motion of an 
electron at that point are— 
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From (6), the v and xv velocity components are constant 


during the motion, and using the factor u 


U 1 integrate ( 5 ), 


U : it u ' 



d'M 


if u {) is the emission value of u at the lower plate, when* 
V « 0. If the upper plate is chained negatively, so that 
the potential difference tends to oppose the passage ot the 
electrons, both < and V arc* negative; so that tin* product <V 
is positive, u will he reduced to zero on use hi up, a point at 
which V ; after passing this point the electron will 

return to the lower plate. If Y t is the diffrirucr ot potential 
between the plates, we see from £7) that an ejection will get as 
far as the upper plate*, provided 


otherwise it will return to the lower plate. Thu-, with an op- 
posing difference of potential equal to Yy only those «•!<*< lions 
will contribute to the current from the* upper plate which 
satisfy (8). It follows that if V{u tti Ju tx is the piopurtiun of 
electrons emitted for which the // component of velocity lies 
between u 0 and // u T and denoting, the 
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corresponding functions for the v and w components, the 
current from the upper plate will -be given by 

* = c^l = Ne f F lu 0 )du 0 f° f(v o yv 0 f“ f(w,)dw„ (9) 

lit J *JLV X J 

where C Is the capacity of the electrometer and its connex- 
ions and N is the number of electrons emitted, with any 
velocity, In unit time. If the upper plate has a finite radius r 
we have to take account of the fact that the radial velocity 
may be sufficient to take some of the electrons a horizontal 
distance greater than r before the vertical distance between 
the plates has been covered. Under these circumstances 
equation (9) is altered to 

i = Ne f F(« 0 y« 0 f a * 1 (“ 0+ V”° !! " a ’» V )F(W)<fW, (xo) 

J J * 

where F(W )dW denotes the probability of the radial velocity 
W = Jv 0 2 + w 2 lying between W and W + dW. However, 
the difference between (9) and (10) was negligible in the 
experiments referred to ; so that we need consider only the 
simpler expression (9). 

If Maxwell's Law holds, the values of NF(«) 0 du 0 , etc., 
will be given by the right-hand sides of the corresponding 
equations (2) to (4) and by substituting these values in (9) 

i = Ne£ “ 2W i e == i 0 e - 2 ^ v i« . . (11) 

if 2 q Is the value of i when = o. Remembering that 
h = (2^T)~ 1 , and taking logarithms, we obtain 

. . (12) 

where v is the number of molecules in 1 c.c. of a perfect 
gas at o° G and 760 mms. pressure, and R is the constant 
in the equation pv = RT calculated for this quantity of gas. 
We have seen that both ve and R are well-known physical 
constants, being equal to 0*4327 e.m. unit and 3*711 x io 3 
erg. /deg. C. respectively. 

The results of one of the experiments are plotted in Fig. 
16. The points shown thus : © give the current i as ordinates 
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and the points shown thus: x the values of Io.tr '• 1 lu 

abscissa: are the values of the comispondintf opposing po- 
tentials in each case. From (12) we see that Un; i slnmld be 
a linear function of V, at constant temperatme. Ibis n - 



quirement is satisfied very accurately by the points: * cm 
the diagram. From the slope of the straight line, knowing T 
and assuming that ve — *4327, we can calculate the value oi 
the constant R. The values of R obtained in this wav’ under 
a variety of conditions are collected in the following table*. 
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The numbers in the last column are a little higher than those 
given in the original paper, where an inaccurate value of v*. 
was used. 


Treatment of Platinum before 

Pressure 

Absolute 

Maximum Current 

R. 

Heating. 

mms. 

Tempera- 
ture (°K.). 

(amperes). 

ergs./°C. 

16 hours’ heating 

0*015 

1556 

4*7 X io- 11 

4*36 X IO 3 


o*oo§\ 
0*009 J 

1473 

1*2 X IO- 11 

4*46 X IO 3 

Just after lime was placed \ 
on the platinum . J 

o*oo6\ 
0*06 j 

1503 

3 X io- 11 

3*72 X IO 3 

Just after hydrogen was let 



4 x io- 11 

3*83 X IO 3 

into the vacuum . . 

0*04 

1553 

About 35 hours’ heating 

About 30 hours’ heating 

0*015 

1660 

1*4 x 10 - n 

3*08 X IO 3 

0*01 

1560 

3 x io- 12 

3*29 X IO 3 

Highly charged with nega- 





tive electricity and strongly 
heated subsequently . 

0*02 

1840 

1 

0 

H 

x 

3*40 X IO 3 

Highly charged with positive 





electricity and strongly 
heated subsequently 


1813 

H 

X 

H 

0 

1 

3*61 x 10 s 


The mean of the numbers in the last column gives R = 
3*719 x io 3 as compared with the theoretical value 3711 x io 3 
No doubt this excellent agreement is partly accidental, but it 
shows that the average kinetic energy of the emitted electrons 
is close to that of the molecules of a gas at the same tempera- 
ture as the hot body. The fact that the linear relation be 
tween log i and V 1 is satisfied shows not only that the average 
energy is the same, but also that the energy is actually distri- 
buted among the electrons in exactly the same way as it would 
be distributed among the molecules of a monatomic gas at 
the same temperature. The experiments considered above 
have only proved these statements to be true so far as the 
part of the kinetic energy is concerned which depends on the 
component of velocity perpendicular to the emitting surface. 

Richardson and Brown also made a few observations on 
certain other substances with the object of ascertaining the law 
of distribution of velocity among the electrons emitted by 
them, using the same or a similar method. The substances 
tested were : platinum saturated with hydrogen so as to give 
a large emission, platinum coated with lime, and the liquid 
alloy of sodium and potassium. These experiments were not 
at all satisfactory, but, so far as they went, they indicated that 
the distribution of energy amongst the electrons emitted by 
these bodies was not in accordance with Maxwell’s Law. 
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There are a number of ways in which such a result might arise 
exceptionally without vitiating any general principle ; but it is 
not worth while to discuss the matter further in the absence 
of more satisfactory experimental evidence. The importance 
of the subject makes it very desirable that more experimental 
work should be done with these substances. 

The distribution of velocity for the components parallel 
A B to the emitting surface was ex- 

amined by the writer 1 using a 
different type of apparatus. A 
vertical section of one form of 
this is shown in Fig. 17. The 
parallel metal plates A, B are 
provided with narrow central 
parallel slits perpendicular to 
the plane of the figure. A nar- 
row platinum strip, provided 
with an arrangement for keep- 
ing it flat, worked from outside 
the apparatus, almost fills the 
slit D. The platinum is heated 
electrically and its front surface 
is flush with that of the plates. 
The electrons emitted by the strip are carried by the electric 
field to the opposite plate 00, but some of them pass 
through the slit into the box-shaped electrode T, which is 
insulated from the plates. All the parts OTQO are rigidly 
bolted together and can be moved up and down through 
known distances by means of the accurate screw S. By 
means of suitable electrometer connexions (see p. 213) the 
number of electrons passing through the slit and the number 
reaching the plates can be measured simultaneously. These 
quantities were measured for different vertical displacements 
of the slit in 00 relative to the level of D. This informa- 
tion enables the distribution of the vertical component of 
velocity of the emitted electrons to be ascertained; 



1 “ Phil. Mag.," Vol. XVI, p. 890 (1908) ; Vol. XVIII, p. 681 (1909). 
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In these experiments an accelerating difference of potential 
Vx is applied between the plates A and B so as to pull the 
electrons from D towards OO. Since it can be shown that 
the effect of the mutual repulsion of the electrons is negligible 
with the small currents used, it follows that if the electrons 
were emitted with no velocity component parallel to the sur- 
face of emission they would travel in straight lines normal to 
the plates. Under these conditions the graph of y, the ratio 
of the current through the slit to the total current received by 
both the slit and the plates, against the vertical displace- 



Fig. 18. 


ment of the slit, would consist of three inclined straight lines 
as is shown on the right-hand side of Fig. 18. The observed 
graph is that drawn through the points marked thus : O 
and shows very clearly the spreading out of the electrons 
owing to the vertical component of velocity. 

Now consider the case when the electrons are emitted with 
initial velocity components u 0 v 0 zv 0 . Let us take the planes 
to be perpendicular to the axis of z and w, and the axis of 
x and u to be parallel to the vertical line in Fig. 17. If Z is 
the electric intensity arising from the difference of potential V x 
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between the plates, the equations of motion of an electron are 

4 -° ■ • • <I3) 


and 


rr DV, 

”%?- z,_ " ' JF 


( 14 ) 


If if = o when the electron starts from the strip, the initial 
conditions (at t = o) are 

d 4 "O' Tr =W «' X = = U and * = ^ 

dt dt at 


For the present problem we are concerned only with the 
^ and z displacements, i.e. with the motion projected into the 
plane of Fig. 1 7. Integrating equation (14) and the first of 
equations (13) subject to the initial conditions above, and 
eliminating t, we get 


= i™o 


X-t X, 


1 I + ^1 + 


_ViLV 

\mw£) 


1 / 2 - 
I > 


(IS) 


where z l is the perpendicular distance between the planes, 
and x 1 is the vertical level at which an electron emitted at the 
level x 0 with velocity components u Q w Q strikes the opposite 
plane. Considering electrons setting out with different values 
of those for which u 0 exceeds the right-hand side of (15) 
will strike the plane at a level higher than x v and those with 
smaller values of u 0 at a lower level than x v It follows from 
this that if % is the width of the hot strip and £ that of the 
slit, both supposed to be of indefinite length, the current pass- 
ing through the slit at the level x x is 


N,e 

r 


r+W /*°° 

p l *o* 1 "* 0 + f/2 [i 

dx 0 F(w 0 )dw 0 

J J 0 J 


•• 

Zi L 


/<«,;*„ _ (16) 

I+ , 2V i e \ 1 h~ 


\ J 


where N, is the total number of electrons emitted by the strip, 
and F(w 0 )dw 0 and f(u 0 )du 0 are the proportions of them for 
which w 0 lies between ze> 0 and w 0 + dw 0 , and u 0 between u 0 
and u 0 + du 0 respectively. If £ and f are both small, as in 
the experiments, there are two important cases for which (16) 
reduces to a quite simple expression. 

First suppose that is a large quantity. It is 
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worth while remarking that if, as we have seen is the case, 
Maxwell’s Law holds for w 0) this condition cannot be satisfied 
by all the electrons ; since all values of w Q up to infinity are 
included in the theoretical formula. On the other hand if V 1 
is of the order of 100 volts the fraction of the whole number 
of electrons which does not satisfy this condition is exceed- 
ingly small and may safely be neglected. When 2V 
is large, (16) reduces to 


i — 

= N x e 


i«y 

Jtt \ 2 B*) 

JLJjSL 


hV ie 

e~ 2-1 2 


(*1 - A ' o )2 


1 *) 


4 _ i^Vi (£1 - ^o) 2 
£ 4RT 


(17) 

(18) 


after substituting the values of F(w 0 ) and f(u Q ) which are re- 
quired if Maxwell's Law is to be satisfied. In (x 7) and (18) A, 
v and R have the meanings given to them on p. 159. When 
the centre of the slit is opposite the centre of the strip x x - x 0 , 
which in what follows may be denoted by the single letter x 
without confusion, is equal to zero ; so that, if i 0 is the current 
through the slit when in this position, 


*o = Nje -L(jSN\ l,a 

j* urtv; 

Thus, dividing (18) by (19) we obtain 

2 / z o 


re Vi x 2 

_4RT Mi 2 


or 


Jog * = log f 0 - ~ 


(19) 


( 20 ) 

( 21 ) 


Equations (17) to (21) have been shown to follow if the 
distribution of the vertical component of velocity at emission 
is distributed in accordance with Maxwell’s Law. We may, 
however, proceed quite differently by deducing the law of 
distribution of velocity directly from the experimental curves. 
When 2 V^/mw^ is very large it follows from (15) that the 
electrons which reach the opposite plane at the level x, 
measured from the level x — o of the narrow emitting strip, 
are emitted with the vertical velocity component 
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X( 2 e l V\ llz 

U ° 2 \MZ' h ) 


( 22 ) 


The part of their kinetic energy which arises from this velocity 
component is thus 

= eV3 * 2 / 4 *i 2 • . . (23) 

It follows from (22) that the electrons for which u 0 lies be- 
4* due, have a value of x which lies between 


tween u 0 and u 0 


( 2mz x s 


and 


/2 mzs\ Xf 

(ivr)' ( ” 


+ du 0 ). Given x, to find the corre- 


sponding value of u 0> all we have to do is to multiply by a factor 
involving the known quantities ejm , V v and z v Thus in Fig. 1 8 
the abscissae represent the values of u 0 as well as of x, and since 
the currents are proportional to the numbers of electrons, the 
ordinates represent the numbers corresponding to given values of 
« 0 . Thus curves like that in Fig. 18 form a complete graphical 
representation of the mode of distribution of the component 
u 0 of velocity amongst the emitted electrons. For example, to 
find the average kinetic energy arising from u 0 from Fig. 1 8 
we can proceed as follows : If y is the ordinate at any point 
and v 0 the number of electrons corresponding to unit area 
of the diagram the number which corresponds to a strip of 
height y and breadth dx is v^ydx. The kinetic energy of 


these electrons is v 0 ydx 


\mu£ = v^Ajx^dx. 


The total 


eV r 

amount of this energy is thus v Q — U 


4 *T 

yx 2 dx, and the total 


J oo 

ydx. The 

average amount of this part of the kinetic energy pertaining 
to each electron is therefore 



The two integrals may be evaluated graphically in the usual 
manner. 

The relations (17) to (24) have been tested in various ways. 
The curve on the left in Fig. 18 is the curve 
i = I-38*- 65 * 1 * 2 


(25) 
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and is seen to pass through all the experimental points. This 
shows that the mode of distribution of the u {) velocity com- 
ponent accords with the requirements of Maxwell’s Law. 


Comparing (25) with (20) we see that 


jhsV x 

qKT/.-q- 


55 *r. Substi- 


tuting the known value of ve and the experimental values of 
Vp T, and this gives K ~ 4*8 x io :! , which, considering 
all the possible sources of error, is in satisfactory agreement: 
with the theoretical value 371 x to 3 . Another test, which is 
not independent of the last, can be applied by plotting log / 
against when a straight line should be obtained in accord- 
ance with (21). This is found to be the case except for large 
values of ,r, when the currents are so small that various sources 
of error have a serious effect. The value of R obtained from 


the slope of the line thus got was found to be 47 x io 3 . The 
third method is independent of the foregoing, and with the 
apparatus actually used should be less reliable. Since the total 
current from the slit and the plates is N t e, i f j {) denotes the 
fraction of this which passes through the slit: when in the 
symmetrical position, then 


and from (19) 


Jo ' : t'J Njc, 

R • : \ veVig* ' 


(26) 

(27) 


where £ is the width of the slit and j (} is the maximum value 
of the ordinate in the left-hand curve of Fig. 18. On sub- 


stituting the experimental values (27) gave R = 27 x 1 o 3 . 
In applying the graphical method it was found that {he points 
were not quite symmetrical on the two sides of the central 
position (;r * o). On one side they were very dose to the 
curve y ^ 1 'I4U*V and on the other to the curve 
7=1 ‘07 These curves are of the form demanded 

by Maxwell’s Law. If n is Avogadro’s number the part of 
the kinetic energy was found, for this number of electrons, to 
be 3*2 x io f5 ergs, per c.c., as against the calculated value 
2*8 x 1 o° ergs, per c.c. The value of R. calculated from the 
exponent 0*0495.1"", assuming Maxwell’s Law to hold, was 
5*4 x 10 3 . 
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These methods are not as accurate as the one used in test- 
-*ing the normal component of velocity ; so that the mean of 
'the four values obtained from R, namely 4-4 x 10 s instead of 
io 3 , is to be regarded as satisfactory under the cir- 


5711. x 
cumstances. 

The other case in which (1 6) simplifies, arises when Vj 
when it reduces to 


O, 


i = 2N X € 


/k s m\ llz £ 

\ tt ) z 1 J 


-hm 


wSe 


(■+*) 


°’»Vw 0 


Ni* 5 
2 


£l_ . . . (28) 

+ x 1 )^ 

If, as before, we denote the current through the slit when 
;*• = o by 2 0 , then from (28) 


*« = N 1 e^2z 1 ; . 


( 29 ) 


so that 


i / , x*\' 3la 


i+pi . . . (30) 

Thus the ratio, of the current which flows through the slit at 
different distances x from the central position, to its value 
when x — o, is determined solely by the distance z between 
the plates and is independent of the temperature of the source 
and the charge of the electrons. The extent to which this 
formula is confirmed by the observations is shown in Fig. 1 9, 
where the full line represents the curve calculated simply from 
the distance between the plates, and the points shown repre- 
sent observations under different conditions as to the tempera- 
ture of the platinum, the magnitude of the emission, and the 
direction of the heating current. A similar agreement was 
obtained when the distance between the plates was altered. 

Taken in conjunction with the experiments on the distri- 
bution of the normal component of velocity described on 
p. 159, these experiments with zero electric field afford a 
valuable confirmation of the conclusion that Maxwell’s Law 
of distribution holds good for the tangential components of 
velocity. For it is easily shown 1 that if Maxwell’s Law holds 
for the normal component and not for the tangential, or vice 

1 O. W. Richardson, “ Phil. Mag.,” Vol. XVI, p. 909 (1908). 
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„*> .*F\ 

versa, the results of the experiments with zero electric Add 
would be different from those obtained. \t\ 'O 

■fT 

It will be noticed from the figure that the observed currents' 


g ? 8 


are consistently larger than the theoretical values a^ 
able distances from the central position. A similar di^atio^; 
from theory, but usually more marked, is observed in ffij^ex-’'' 
periments in which an accelerating potential is applied between 
the plates. This difference which, although rather erratic in 
its behaviour, usually increases with continued heating of the 
strips, seemed to point to a deviation from Maxwell’s Law of 



velocity distribution. A large number of experiments on the 
subject, however, led the writer to conclude that there was no 
foundation for such a view ; but that the effects in question 
were due to subsidiary causes, such as the roughness of the 
metal surface caused by recrystallization, and the deflexion of 
the moving electrons by gas molecules. It may be, however, 
that these influences have been overestimated. 

In all the experiments with a movable slit it was noticed 
that the current received by the slit was always greater than 
that received by an equal area of the plates when in the same 
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position. This effect was attributed by the writer 1 to the 
reflexion of the electrons impinging on the plates. It was esti- 
mated that about 30 per cent of the slow-moving electrons 
present in the absence of an electric field were reflected in this 
way from a brass surface. About the same time, similar 
effects were observed by von Baeyer 2 in experiments with the 
electrons emitted from Wehnelt cathodes, and were ascribed 
by him to the same cause. 

The kinetic energy of the electrons emitted by carbon and 
tungsten has recently been investigated by Schottky 3 who 
measured the electron current i which flowed from hot wires 
of circular section made of these materials, to a concentric 
cylindrical electrode, against a difference of potential V x . If 
the initial distribution of velocity among the emitted electrons 
is in accordance with Maxwell’s Law, and if r and R are the 
radii of the wire and cylinder respectively, then 

i = dx + r_ e~*dx } (30 

V7T V. JO J fJzlieWi J 

where z Q is the value of i when V 1 = o, 0 = rj R 1# and X = 

(I - 0 2 )" 1 . Under the conditions which held during the 

experiments (d = rj R<i/30 and n = 2 heV 1 = < IQ ) 

equation (31) is identical, within | per cent, with the equation 

z ' - *'<• + f ■ • (33) 

The experimental results were compared with the values cal- 
culated from (32), a value of n being assumed so as to give as 
close a fit as possible. In every case a fair agreement with 
the formula was obtained, provided the currents which 
reached the electrodes were small ; but with larger currents, 
obtained either with higher temperatures of the hot wire, or 
with small applied potential differences, there were consistent 
deviations from the formula. This deviation is accounted for 

1 “ Phil. Mag.,” Vol. XVI, p. 898 (1908) ; Vol. XVIII, p. 694 (1909) ; “ Phys. 
Rev.,” Vol. X, p. 168 (1909). 

2 “ Verh. d. Deutsch. Physik. Ges.,” 10 Jahrg., pp. 96, 953 (1908) ; “ Phys. 
Zeits.,” 10 Jahrg., p. 168 (1909). 

3 “Ann. der Physik,” Vol. XLIV, p. ion (1914). 
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satisfactorily by the effects arising from the mutual repulsion 
of the electrons discussed in Chapter III. From the experi- 
mental values of T and V 1 knowing ve y the value of R can be 
calculated from these experiments. The values found for the 
kinetic energies are all somewhat above the theoretical value, 
the error for carbon ranging from 5 per cent to 26 per cent, 
and for tungsten from 2 per cent to 23 per cent, but it is 
probably difficult to obtain the temperatures accurately under 
the conditions of the measurements. 

An important change in the method of experimenting was 
introduced by v. Baeyer and adopted by Schottky, which 
removes two possible sources of error present in the earlier 
experiments. Both in the heating circuit and in the line for 
measuring the thermionic current, he inserted a make and 
break switch. These switches were both operated 250 times 
per second by the same mechanism, so that when one was in 
the other was out. Thus, when the electron currents were 
being measured, there was no magnetic field and no fall of 
potential down the wire due to the heating current, and any 
error which might arise from their presence was, therefore, 
avoided. O wing to the short time of interruption of the current, 
the fall of temperature of the wire thereby arising would be 
inconsiderable. 

It follows from the various experiments which have been 
described that the velocities of the electrons emitted by hot 
metals are identical with those which would be possessed by 
the molecules of a gas, of equal molecular weight with the 
electrons, which cross any area drawn in an enclosure contain- 
ing the gas in equilibrium at the same temperature as the hot 
metal. Since the proof of this identity rests on experiment it 
can only be held to be established within the limitation of 
accuracy set by the experimental methods employed ; but the 
deviations from the strict theoretical requirements have always 
been found to be such as could readily be accounted for as 
arising from various secondary causes which it has not been 
possible completely to eliminate. From this result the ap- 
plication of Maxwell’s Law of velocity distribution to the 
atmospheres of electrons in equilibrium outside metals follows 
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ture T, not as that of the metal but as some different tem- 
perature which is characteristic of the emitted electrons. It 
appears necessary to assume that the energy of the emitted 
electrons as measured does not represent that appropriate to 
a true equilibrium configuration for a dilute electron atmos- 
phere ; for, in equilibrium, the temperature of such an atmos- 
phere could not differ from that of the emitting metal without 
contravening the second law of thermodynamics. It is also 
possible that these deviations from Maxwell's law are caused 
by gas effects or some action of surface layers which is not 
yet understood. 

2. Steady Thermionic Currents between Conductors 
Maintained at Definite Temperatures and Po- 
tentials. 

The case considered on p. 1 58 of the electron current from 
a hot strip to a neighbouring slit forms an example of a class 
of problems which the writer 1 has shown can be solved in a 
much more general manner. Suppose that in a region of 
space otherwise vacuous there is a hot surface A emitting ions 
and one or more conducting surfaces B. There may be an 
electric field in the region under consideration ; so that any 
or all of the surfaces may be charged. The ions emitted by 
the surface A will move under the combined influence of their 
initial velocity and of the electric field and will ultimately either 
return to A, reach B, or go off to an infinite distance. If the 
distribution of temperature on the surface A is maintained 
constant the number, and mode of distribution of velocity, of 
the ions it emits will remain constant, and if in addition the 
potentials of the various surfaces are maintained constant, it is 
clear that, whatever may happen at first, a steady state will 
ultimately be established in which the number and mode of 
distribution of velocity among the ions received by any of the 
surfaces in a given time will be invariable. The problem is to 
find the number of ions which reach any of the surfaces B in 
a given time, together with their velocity components, when 


1 “ Phil. Mag.,” Vol. XVII, p. 8x3 (1909). 
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the steady state has been established. In the discussion it 
will be assumed that t he motion of the ions i : , determined 
so/t'ly In' their positional and velocity eoo.nlinates at omission 
and by the electric field. The haves exrrted In* the ions on 
each other 1 and by molecules ot yas into whoso spheres of 
action they may chance to penetrate are Jett out of account. 
These conditions are realized if thermionic current ; o| moderate 
size are experimented with in Inch vacua. In order to avoid 
complications arising out of recombination w»* dull also sup- 
pose the tenijk*rature conditions to br ush that ion , of one 
siyn only occur. We shall now consider t hr * ; [ennui problem, 
usiny rectangular co-< >n I mates. 

1 -et the co-ordinates nfa point of f hr m fa* e \ be t t r 
and let an ion be pr< >jrcted from y.r, ,, with the vrh u by cnm» 
poneuts //„r u a:v 1 .ct m; seek the umdifion that this shall 
strike the surface B, whose equation is 

'!'<>>■ } . . . . os 

within an infinitesimal t li-.t.m**- of the j >> .i ut i.j, - It V is 
the potential at any point of tin- iit-I, i, tin- equation. ot' motion 
of the ion will he 
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On integration these equations ;dvr throe r.jtulions between 
a\ j% and / involvin'; six arbitrary <, om-tunf , wlm h ,tu tbtus 
mined by the values of a.py .,//„> \.;, v \tm-r rumination of the 
time there result two equation', wliieh may be wi if ten 


</>!'•( r ay t n . . . : 

*/v‘:> vs,; •* • . . to) 

The curve in which the -.in !.t, ,• . «/,. a;,.! n.s.-i : j., tin* 
trajectory of the particle projected under the yiven initial con- 
ditions. 1 lit: intersection ot tin-, curve with the siutatv 
iK-W~) 0 (fives the point where the parti, -.trike-, the 
.surface. The co-ordinates .tpy;, oj ■at, h point , will theie- 
fore he tbven by solving f yg, , ^ , and ; p v for r, and and 

1 Canicular pts thlt-mr. ut thr htmr ;* 4 nin,u ouuun m (hr t’r.iimrui ul 
which the influence of thr imtutttm: fou.nhhavr hern fakra tutu h *vr 

been comiitlnnl on p. y/ ami j., 
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the density of these points on the surface ^ will determine 
the thermionic current density into this surface in the steady 
state. 

In general the equations for x^y Y z x will not be of the first 
degree ; so that there will be a number of roots corresponding 
to the successive real and imaginary intersections of the sur- 
faces </>i, (j > anc * ^ an y case path of the particle will 
end as soon as it has reached the conducting surface B, and 
if this surface includes the whole of the analytical surface 
yfr (x^z) = o the root to be chosen is that real root which 
corresponds to the shortest time of transit from x 0 y o z 0 . The 
proper root can usually be picked out in simple cases. If the 
surface B is only a part of the analytical surface ^ = 0 bounded 
by a curve or curves, it may in general be necessary to include 
roots corresponding to any number, less than that of the degree 
of the equations, of previous intersections of the trajectory and 
the surface ^ = o. The problem then becomes much more 
complicated. 

The equations (35) and (36) may be solved for u 0 and v 0 
giving 

^0 = <$>^ x y* x *y o*o w o) - • • (37) 

z'o = <t> 4 (*yzxoy 0 z 0 Wo) • * (38) 

The equation </> 3 = constant, together with \Jr(xyz) = o, will 
determine a curve lying in the surface ^ which contains the 
points of intersection with ^ of all trajectories for which u k 
and w 0 are constant Similarly 4 = constant determines a 
curve corresponding to constant values of v 0 and w 0 . If £ and 
rj denote lengths laid out along the normals to the level sur- 
faces of u Q and v 0 , respectively, at any point, then 



Let the number of particles which are emitted in unit time 
with velocity components between u 0 and u Q + du Q be denoted 
by fi( u o)du 0 , the corresponding number with respect to v Q and 
v o 4- dv Q beingj^(^ 0 )^ 0 . For a constant value of w 0 the number 
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which simultaneously have velocity emnponents within the 
ranges above will be* proportional to ; y, my my, and these* 
will fall on an area ,/S of the surtace \-r t *, yiven by 


,/S cos (//„7y/S) j 

vV/ )( Ay, sMi .v,,;y 

where // U <y//S is the an^le between the normal t»» the surface 
* o and the tangent to tin* curve in whs h the uilatr.*; 
U I) : 4*11’ ' r u " ' ( /h intersect ; and //yy is the anyir bet warn the 
normals to the surfaces r/e and </* t . Heme, 


A V A:i '^Af ‘ v / , :i , «></>:» i'</h ^/vA'A 

w. ds, c\7, JUvAXr, \Wr, Ar, Av A?\ 
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If the probability that t lu* r*y component * »t vcituity lies be- 
tween re,, and ay r ,/ay is dnu »trd by Jj ;y, me , the number of 
electrons reaching the surface >]/ • > with \alue. ot cy within 

this ranp;e is proportional to 




\ /S, 


and, if N is the total number ol ions emitted in unit tune by 
unit; area of the surface A, the total mitnbn N } , 1 e« ci\ rd by 
the surface will in* the real part of 

I |n</S„|,C.- ( 1 | jwWv'Y <!>, / -S \- /s . . },•) 

where ,/S () denotes an element ut the mu ! a< e A and tin* in- 
tegral with respect to ,/;<y is taken over all the values, of ,*/y 
which occur. 

If we multiply (4 .A by the charpe , o! an ion we obtain 
the current to the surface \jt. We can obtain she thtec n.m 
ponents of the resultant pressure on this an U\* r due to the 
impact of the ions if we multiply the inteemnd with ie-.pmt 


to ,/S by m iJ \ m v#l , and /// 4 1 resort ti\rh 

iV vV ,v 1 


the velocities are obtained fn »m equations { ny and -h» add hr r,\ 
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pressed as functions ofx^z^y^Q and w 0 by means of the equa- 
tion previously given. In a similar way we obtain the kinetic 
energy received by the surface if we multiply the integrand by 



This must be identical with (42) x e(V 0 - Vj) + the value of 
the integral when im(u 0 2 4- v 0 2 + w 0 2 ) is substituted for 



V 0 being the potential of the surface A and V x that of 

It is often easier to effect a direct integration with respect 
to u 0 and v Q than to carry out the transformation outlined 
above. Since ydS> = du Q dv^ (42) may be replaced by 

f J N ^s 0 pw 0 J J/ 3 (w 0 )^(« 0 )/ 2 (^ 0 y« 0 <tv 0 , . (43) 

the limits of integration being suitably changed. If the 
surface B forms the whole of the analytical surface f ty(xyz) = o 
the limits of integration for u Q and v 0 will be determined, 
for any value of w Q , by the values of u 0 and v 0 which corre- 
spond to the curve which is the locus of the points at which 
the trajectories having the given value of w 0 are tangential to 
the surface ty(xyz) = o. They will thus be certain functions 
of zv 0 which are determined by the equation to the surface. 
If the surface B consists of the portion of ^ = o which is cut 
off by some closed curve, the limits for u Q and v 0 will be de- 
termined partly by the bounding curve and partly by the locus 
of the tangents. It will often be possible so to choose the 
direction of w 0 that f^(w Q ) does not depend on u Q and v Q . 

The Initial Velocities. 

The experiments described at the beginning of this chapter 
showed, that the initial velocities of the electrons were dis- 
tributed in accordance with Maxwell’s Law. We shall see 
later that the same statement has been found to be true for 
the positive ions emitted from hot bodies in a large number 
of cases (cf. p. 206). We can therefore write down the func- 
tions^ (u 0 ), andy^zc/o) which express the initial frequency 

12 
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of a velocity component within a given range. They will 
depend both on the kind of axes chosen and on their urienta- 
tion relative to the emitting surface. 1 he following list 
embraces all the more important cases. In each case N is the 
total number of ions emitted per unit area in the interval <»f 
time under consideration, m is the mass ot an ion and y L* the 
mean kinetic energy. 

1. Rectangular Co-ordinates,— l'\\c formula* for this case 
are repeated here for the sake of completeness although they 
have already been given. The axis of 5 is normal to the 
emitting surface. 

Number between i and z -!• dz •--* Nil yz)dz zShm., e"' hm ^d.r 4 

/mh c'« 

„ „ x „ x + dx - X/(x)</.v . xp* ) <• ‘"‘V.. 

hit* MS- ' hi 

„ y „ y + dy -> N /ifoty • N( j #• "■"•■ i dv 

2 . Spherical Co-ordinates . — Let \f/ be the resultant velocity, 

6 the angle it makes with the normal to the surface, and c/» the 
angle the plane containing \/r and the normal makes with a 
fixed plane containing the normal. Then the number emitted 
per unit area per second which have \f between vj< and \jr 1 
dyjr, 8 between 8 and 0 M dO, and </;> between <j> and </» } ,/ty is 
N^cosflFty’ cos 0)f(pjrsin() cos <f>)f(yjr sin 0 si u</>) (hi(h/s.f 1 

« N^ 3 .F(^ cos 0) F, (Rr sin 0) sin 0 cos OdtydtKlJp 

2 fir nr . , ... 

5=3 h> d sin 0 cos t hiyfrdOdtf > . . . . gpg 

3. Cylindrical Co-ordinates. -—{at The axis of a is along the 
normal to the surface, p is the radius perpendicular to the 
axis of and 8 is the angle p makes with a fixed plane pass 
ing through the z axis. 

The number between i and h m dh Nik’ ;; </; - 

2 N h>nze~ hmh di . . . (47) 

whilst the number for which p is between p and p 1 tip and 8 
simultaneously between 6 and 8 -f dO is 

N \/{p sin 8)f (p cos 8) dp pd$ N ^ >H pe hm >'*dpd8 . (48) 

(y8) The axis of z lies in the tangent plane to the* surface, 
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<£ is the total component of velocity perpendicular to z, i.e. 
the projection of the resultant velocity on a plane perpendicu- 
lar to the z axis. 6 is the angle <j> makes with the plane con- 
taining the axis of z and the normal to the surface. The 
number whose velocity components lie between z and z + dz is 

N/<T>/i = N^yV^'Vi . . (49) 

The number which have components between and 

<£ + d<f>, and for which at the same time 9 lies between 9 and 
9 + dd, is 

N$ cos 9F(<j> cos 9 )/(</> sin 9)<pd^>d9 

//z 3 7« 3 \ I,S! . 

= 2N (——j cos 9dcj)d9 . . (50) 

The number for which <p lies between <f> and <f> + d<f> and 
for which 6 has any value will therefore be 

F(</> cos 9)/(<j> sin 9) cos 9d9 

= 4N(— ) Pe’^dt . . (51) 

In the paper by the writer referred to on p. 173 from 

which the matter in this section is practically an excerpt, the 
general solution is applied to a number of particular cases. 
Although the results are of considerable importance, it would 
take up too much space to do much more than enumerate the 
problems considered. The reader who is especially interested 
in this part of the subject may be referred for details to the 
original paper, where the following particular cases are con- 
sidered : (l) No electric field between A and B. (2) A and 
B are portions of parallel planes, and the electric intensity is 
uniform and normal to the planes. When A and B are 
narrow parallel strips of indefinite length this case becomes 
the same as that considered on p. 1 58, and the solution by the 
general method is found to be identical with that given on 
p. 1 59. The equations (37) and (38) for z/ 0 and v 0 respectively 
are quadratic. By taking the positive sign we obtain the first 
intersection of the trajectory with the plane B and by taking 
the negative sign the second intersection. Taking the second 

T ■> * 
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intersection, and making the plane !'• < • nm air wuh thr plain* 

A, we obtain an ex press u >u tor the « uncut emittri 1 by um* 
part of a plant? and returned t« » it at anothei pait in a retard- 
ing field. (3) A and B are im lined plane;, and the rlretiir 
intensity is uniform anti normal to A. In this » aw* a; nun we 
obtain the number of ions which ietuni t« » A in a retarding 
field, by taking the second intersection and r* *t atin;; the plain* 
of B until it becomes coincident with that ot A. ) A is 

a circular cylinder surrounded by a thi* k walled tube* (‘ in 

which a narrow gap is cut per prndi« Tar t«* the axis the 
tube. The problem is to tint 1 the number ».t u *ns whit h pass 
through the gap and reach an outer cniiiviitik cy!im!er B, 
when A and C are at the same potential whit h is diUrjrnt 
from that of B. 

The case in which A and B are t oaxial t in ulai » ylinder . ui 
indefinite length maintained at a tom, taut difhurme ot po- 
tential which retards the ions passing !n*m A It* B has been 
considered by Schott ky, 1 The solution is guru *m p. i ;s 
where we saw also that it bad been continued by expeiimrut. 

3 . TlIK I.ATKNT 'iUKUMVi. h III- P-. 

In this section in order to attain < leainev. in the tnfmpjr 
tation of the various factors width drtnmmr the uia mitwdr 
of the effects it is neeessary to adopt m >mr hv o* the -: , a . to 
the magnitudes of the kinetic cnnyV’U ?!w rb,. !s, ;r . inside 
and outside metals. Thr hslowim ; a* * > amt i. lusd ,,nthr 
classical kinetic theory of metalln tuuilu. ton. \t , t throjy 
of the (juantnm type should poor to hr in bettri ugirrmrnt 
with the facts vaiious modification*. in thr hanmla- »>j in fhrir 
interpretation become necessary. Most ot the-.r an- taken 
care of if we interpret: the ijuantitirs d and 1 . as the trmjeu 
tures appropriate to the kinetic energies . .j tin- external and 
internal electrons respectively on the rtjuipaitifion hvputiirsts, 
fortunately the terms in I and 1 1 , air small in an v event and 
the precise signification attributed to thrm dors n,»t «-i i. »u*.Iy 
affect the broad interpretation of the results 

1 “ Ann. Ucr Phy.sik/' Vul. XUV, g i n o n j* 
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Loss of Energy due to Electron Emission . — We have just 
seen that when electrons escape from a hot body they carry 
with them on the average the definite amount of kinetic energy 
where T is the temperature of the hot body. In addi- 
tion, we saw in Chapters II and III that, in order to escape, 
each electron had to do an amount of work w against the 
forces tending to retain it in the interior of the substance. It 
follows that, for each electron which escapes, the hot body will 
suffer a loss of energy equal to <j> + 2£T, and, if i is the ther- 
mionic current to the hot body, this surface loss of energy 1 will 
amount, per unit time, to 

U = \w + 2 kT) . . . (52) 

-''(+ + Tr T ) • • ■ <h) 

where <j> is the potential difference through which an electron 
has to fall in order to acquire an amount of energy equal to w. 
The loss of energy under consideration is analogous to the 
heat lost during the evaporation of liquids, and it may, in fact, 
be regarded as the latent heat of evaporation of electricity from 
the substance in question. On account of the very rapid in- 
crease of i with rising temperature the heat lost in this way 
will also increase with corresponding rapidity. With sub- 
stances like carbon and tungsten this loss of energy should 
become equal to, and ultimately exceed, that arising from 
electro-magnetic thermal radiation at temperatures below 3000° 
C. It is to be borne in mind that energy will only be lost in 
this way so long as the electrons are emitted. In the case of 
an insulated hot body it will soon cease, as the emission of 
electrons is stopped by the positive charge it leaves on the hot 
body. 

The .first experiments to detect and measure this effect 
were made by Wehnelt and Jentzsch 2 using the emission from 
lime-coated platinum wires. The wire formed one of the two 
low-resistance arms of a Wheatstone’s bridge circuit through 

1 O. W. Richardson, “ Phil. Trans., A.,” Vol. CCI, p. 497 (1903). 

2<t Verh. der Deutach. Physik. Ges.,” 10 Jahrg., p. 610 (1908) ; “Ann. der 
Physik,” Vol. XXVIII, p. 537 (1909). 
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which a large heating current flowed in the usual way { p. i y .. 
The resistance and therefore the temperature of the wire i ouhl 
be kept very accurately constant by controlling the external re- 
gulating’ resistances. The main current also flowed through 
a suitable standard resistance. The potential drop along, this 
was measured hv a sensitive potentiometer arrangement which 
enabled extremely small variations of the heating current to be 
determined. It was found that when the hot wire was charged 
negatively, so as to cause the electron cunent to flow bout it, 
it was necessary to increase the magnitude »»t tin* heating, cut ■ 
rent in order to maintain tin* resistance of the wire constant. 
If Rj is the resistance ol the wire, t\ the value of the heating 
current when the thermionic current is not flowing, and 
i\ -f- Jt\ the value required to maintain the rr.istanve at. Kj 
when the thermionic "current is flowing, the rate of supply of 
additional energy necessary to keep the temperature of the 
wire constant is 

U - Rjl/g i , //V" -V | dhyy . . ,v|.) 

neglecting R g//p. If this energy is entirely used up in counter 
acting the cooling due to the emission of the electrons, and if 
there are no subsidiary disturbing cheats, we see loan equa- 
tion (53) that U will also be* equal to/|d» *• '^ v I l J, 

r* 

where i is the thermionic current and T the temperature of 
the cold part of the system. The term in is added be- 
cause the electrons carry the corresponding quantity of energy 
when they flow into the wire at the cold mid.. In tie* 
equation 

/[</> ■!■ ’ ls ( r 'i'„ 1 .’K./S/V, . . w 

vt 

all the quantities are known or measurable except <;* ; so that 
these experiments should enable </» to he determined, Tnlrss 
special precautions are taken then* are in experiment', of tins 
character a number of possible disturbing phenomena whit h 
may seriously affect the results. The most important of the*** 
arise iroin the direct action of the thermionic current in up- 
setting the balance of tin; Wheatstone's bridge, and in modify 
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:ng the distribution of temperature along the hot wire. The 
conditions which have to be satisfied in order either to elimin- 
ate the effects of these disturbing actions or to make them so 
small as to be innocuous are discussed in a paper bv K. L. 
Cooke and the writer. 1 

Working with the method outlined, Wehnelt and Tentzsch 
were able to show that the emission of electrons caused a cool- 
ing’ of the wire at low temperatures. This changed to a heat- 
ing" effect at high temperatures and with large thermionic 
c ur rents. The heating effect was satisfactorily attributed to the 
energy communicated to the wire by the positive ions liberated, 
by impact ionization, from the gas evolved by the wires when 
strongly heated. On the other hand, the phenomena at low- 
temperatures were not in accordance with the requirements of 
the theory. At the lowest temperature ; 950 c C.) the value of 
<4 found was about ten times as great as that deduced from 
the temperature variation of the electron emission from lime, 
and instead of being constant it diminished rapidly with 
rising temperature. Similar results have since been obtained 
by Schneider. 2 3 It now appears that lime was chosen un- 
fortunately for the purpose of investigating this effect, as its 
behaviour presents abnormalities which are not exhibited by 
the highly refractory metals. 

The first clear proof of the existence of the cooling effect 
predicted by the theory was given by H. L. Cooke and the 
writer 2 as a result of experiments made with osmium filaments. 
In these experiments Wehnelt and Jentzsch’s method was 
modified somewhat ; the change in the resistance R,, due to 
turning the thermionic current / off and on, was observed when 
the heating current i was kept constant. This simplifies the 
manipulation very considerably, although the numerical re- 
duction of the results becomes rather more complicated. 
Precautions were taken also to ensure the absence of errors 
arising from the effect of the thermionic current itself on the 

1 “ Phil. Mag.,” Vol. XXV, p. 62S (1913) ; ef. also ibid., Yol. XX, p. 173 
{’X910). 

2 4 4 Ann. de r Physik ” Vol. XXXVII, p. 569 (19x2). 

3 « Phil. Mag.,” VoL XXV, p. 624 {1913). 
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Wheatstone’s bridge galvanometer and from the alteration in 
the distribution of temperature along the filament due to the 
Joule effect of the thermionic current. For these matters the 
original paper must be consulted. It may be permissible to 
point out that a factor 1/2*1 has been omitted from the right- 
hand side of equation (13), p. 635, and that the same error has 
been copied into a later paper on a similar subject [equation 
(13'), “Phil. Mag.,” Vol. XXVI, p. 475 (1913)]- In all, 37 
determinations of <f> were made under conditions as varied as 
possible. The experiments involved the following range of 
variation of the quantities entering into the reduction formula : 
the thermionic current i from 2 x icr 5 to 8 x io~ 4 amp., the 
heating current z\ from 0*430 to 0*687 amp., the resistance R x 
from 4*216 to 5*533 ohms, and the potential driving the thermi- 
onic current from 1 2 *1 to 24 *4 volts. All the thirty-seven result- 

T> 

ing values of 6 + 2 _ (T - T 0 ) fell between 4*16 and 6*i6 
ve * 

volts, and if five of them, which involved the measurement of 
extremely small deflexions and are therefore liable to large 
observational errors, are neglected, all the remaining thirty-two 
lie between 4*59 and 5*36 volts. Thus the results are quite 
consistent and the evidence is definite that there is no large 
variation of <j> with T. The mean of all the thirty-seven 
values gives 

<f> — 4*7 equivalent volts. 

The value of b corresponding to this 1 would be 
b — 54*600 degrees. 

Since the chemical properties of osmium are similar to those 
of platinum, it is satisfactory to note that this value of b falls 
within the limits of the platinum values on p. 81, Chapter 
III. 

Measurements of the same kind were also made by H. L. 
Cooke and the writer 2 using tungsten filaments mounted in 
tubes which had been very carefully treated to eliminate gas- 
eous contamination. Six measurements gave values of <p show- 
ing an extreme variation of o*8 volt, the mean value, after 

1 Deduced from the relation # = 8*59 x io- 5 b ; cf., however, below. 

2 “ Phil. Mag.,” Vol. XXVI, p. 472 (1913). 
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rrection for the error in equation (13') of the paper already 
uded to, being 

<f> = 4*63 equivalent volts. 

i the data available in this case are more definite than for 
nium it is worth while to consider the precise meaning of 
ittle more closely. As used in the present section <fi denotes 
i excess, over the equilibrium value, of the kinetic energy, 
pressed in equivalent volts, which an electron inside the 
tal has to lose in order to escape with the velocity, and the 
tetic energy, zero. In Chapter II (for example on p. 30) 

: symbol <j> has been used with a different meaning. It 
me denotes the change in ergs in the energy of the system 
ich takes place when an electron escapes from the hot body 
lev actual equilibrium conditions at temperature T. Apart 
m the difference of dimensions which may be regarded as 
:idental, there is thus an important distinction between 
i two quantities. To distinguish between them we shall in 
s section denote the $ of Chapter II by < 3 >. Now < 3 > can be 
;arded as made up of three parts: (1) <3^ the change in 
Lential energy at the interface, (2) - K x the internal kin- 
e energy, and (3) 4 - K 2 = §• LT the external kinetic energy. 
Thus 

<& - ^ - K, + | kJ . . . (56) 

In Chapter II, p. 32 et seq. } it is shown to follow from 
srmodynamics and the magnitude of the Thomson effect in 
itals that $ is very nearly of the form 

* = * 0 + f kT > • • • (57) 

ere <3> 0 varies very little with T. It follows from (56) 
t - K x varies very little with T. Again, the smallness 
:he specific heats of metals, as well as the quantum theory 
isiderations in Chapter II, indicates that the energy K x of 
internal electrons varies little if at all with T ; so that, to 
same extent, the same must be true of <E> r Except for 
difference of dimensions, which we may disregard for the 
meat, the <f> of this section is evidently 

* - + 2kT 0 = <3> 0 + 2£T 0 , . (58) 

term in T 0 appearing because we have already subtracted 
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the small quantity 2 kT Q in deducing <£. This inclusion is 
clearly undesirable except from the standpoint of the theory 
based on the classical dynamics ; but in any event it is un- 
important, as the amount so added is comparable with the 
errors of measurement. If we disregard it 

^ = <J>o . • • . (59) 

From Chapter II, equation (17), i = AT 2 ^“^ 0 /T ; so that <fi 
when corrected for the difference in dimensions is the numer- 
ator in the exponent in this equation. From equation (6) 
Chapter III, p. 64, we see that the corresponding value of 
the exponent b is 

^^ 0 + fT. . . . (60) 

Corresponding to <f> = 4*63 equivalent volts, <E> 0 = 5*33 x io 4 

degrees and 

b = 5*62 x io 4 degrees . . (61) 

This is certainly a very satisfactory agreement with the values 
of b for tungsten deduced from the variation of the satura- 
tion current with temperature according to the formula i = 
AT^“ 6/T . Langmuir’s values for b under the best vacuum 
conditions vary from 5*25 x io 4 to 5-58 x io 4 , the lower 
values being considered most satisfactory. 

Cooke and Richardson 1 also made experiments on the 
cooling effect with the Wehnelt cathode, and were able to con- 
firm the conclusion of Wehnelt and Jentzsch that the behaviour 
of these cathodes did not conform to the theory. Recently 
the action of this source of electrons has been examined by 
Wehnelt and Liebreich. 2 They find that, starting with a 
freshly prepared coating of lime and platinum, the emission 
diminishes with time on first heating, reaches a minimum, 
rises again, remains fairly constant for some time, increases 
sharply to a relatively high maximum and then falls away to 
small values. The precise character of these changes depends 
to a considerable extent on the temperature of the cathode 
and on the applied voltage, but they were found to be accom- 
panied by corresponding changes in the magnitude of the 

1 “ Phil. Mag.,” Vol. XXVI, p. 472 (1913). 

2 “Verb, der Deutsch. Physik. Ges.,” 15 Jahrg., p. 1057 (1913) ; “ Physik. 
Zeits.,” 15 Jahrg., p. 54S (1914). 
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ling effect When the emission was small so was the 
ling effect, and vice versa. The measured values of 
R 

- 2 — (T - T 0 ) varied between the extreme limits 2*24 
ve 

10*66 equivalent volts. To explain these variations 
hnelt and Liebreich assume that in addition to the cooling 
to the emission of electrons two other effects are present. 
:se effects, which vary in magnitude with the duration of 
ting and with other conditions, are : (1) a heating effect 
to the energy of positive ions received by the cathode, 
formed by impact ionization in the gas liberated from it, 
(2) a cooling effect arising from the volatilization of the 
; which is partly enhanced by the positive ion bombard- 
lt. These assumptions are shown to give a satisfactory 
>u nt, not only of the variations of the apparent experi- 
Ltal value of <£, but also of the concomitant variations of 
saturation current with lapse of time under different ap- 
d potentials. The peculiar behaviour of lime cannot 
refore be regarded as an argument against the general 
>retical position. 

The various difficulties which earlier investigators had ex- 
enced with Wehnelt cathodes have been overcome by 
Wilson 1 who used the standard oxide coated filaments pre- 
^d by the Western Electric Company. The tubes were very 
roughly freed from gases and the values of from the 
ling effect compared with the corresponding quantity dk/e 
uced from the temperature variation of the electron emis- 
t. The results for filaments covered with three different 
ss of oxide coating are shown in the table on the following 
e. The data are very consistent and hold good for a 
m filament over long periods of time. The values of <£> 
;e with those for bkje within the limits of experimental 
or. 

Wehnelt and Liebreich 2 also investigated the cooling 
:t from platinum alone and found values for <£ varying be- 
-n 5*78 and 604 equivalent volts. If we take 5*9 as the 

1 Cf. H. D. Arnold, “ Phys. Rev.,” Vol. XVI, p. 78 (1920). 

2 “ Verh. der Deutsch. Physik. Ges.,” loc. cit. 
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_ . . .. — - . - 1 

Composition of Oxide. 

~~ (Volts). 

(/> (Volts). 


2*02 

1*97 

BaO 50 per cent., SrO 50 per cent. 

2*16 

2*28 

BaO 50 per cent., SrO 25 per cent., CaO 25 per cent. 

2'34 

2 ‘39 

3’59 

2*54 

CaO 

3-28 

3 '22 

3*49 

3*51 


mean value for <£, and calculate the corresponding value for the 
constant b in the emission formula in the same way as was 
done with tungsten on p. 185, we find 

b — T I x 1 o' 1 degrees. 

This number is not far from the best values of b for platinum 
in the table on p. 81. Thus we see that for the metals 
tungsten and platinum, and probably also osmium, as well as 
from the Wehnelt cathode, the values of b calculated from the 
cooling effect are in agreement with those calculated from the 
temperature variation of the saturation currents. 

H. H. Lester 1 has published a consistent series of deter- 
minations of </> which he has made with molybdenum, carbon, 
tantalum, and tungsten, from measurements of the cooling 
effect, using the same method as Cooke and Richardson. The 
particulars are collected in the following table : — 

Extreme Values Mean Value 


Substance. 

Number of 
Measurements. 

of 4 > 

(in Equivalent Volts). 

of,/, 

(in hquivalcnt 

Molybdenum 

4 

4*464—4*679 

4‘388 

Carbon 

14 

4*140—4*97 

4*55 

Tantalum 

7 

4*308—4*734 

4*511 

Tungsten 

10 

4*190—4*724 

4 * 47 ‘ s 


The value for tungsten is slightly lower than that found 
by Cooke and Richardson (p. 185). The most interesting 
1 “ Phil. Mag.,” Vol. XXXI, p. 197 (1916). 
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ire of these results is that they make the values of <f> 
tically identical for all the elements tested. If it could be 
blished generally that <j> is the same for all substances 
fc important consequences would follow, amongst others 
absence of contact electromotive force under good vacuum 
litions. 

4. The Heat Liberated During Electron 
Absorption. 

When a powerful stream of slowly moving electrons is ab- 
ed by a metal there is a liberation of heat which is the con- 
e effect to that just considered. Naturally, if the electrons 
2 been allowed to fall through any considerable difference 
otential they will have acquired a corresponding amount 
inetic energy and this will appear in the form of heat on 
>rption. But the effect now under consideration occurs 
l when the stream of electrons reaches points just outside 
absorbing surface with zero kinetic energy. It is caused 
he work done on the electrons as they cross the surface 
r, and may be regarded as analogous to the latent heat 
rated during the condensation of vapours. 

This effect has been investigated by the writer and H. L. 
ke. 1 Two short osmium filaments heated to a high tern- 
Lture were used to supply the copious streams of electrons 
issary. The metals to be tested, in the form of very thin 
ds, were wound on a very light glass frame so as to ex- 
1 as much surface as possible. The frame was insulated 
1 the osmium filaments and suitably mounted between 
1. By applying various small differences of potential the 
irons could be directed from the osmium on to the metal 
>. The strip formed one arm of a very sensitive Wheat- 
e’s bridge, and the effect was detected and measured by the 
ge of resistance and temperature experienced by the strip 
be electrons were being absorbed. The strip was thus 
e to perform the function of the bolometer in measure- 
ts of radiant energy. 

1 “ Phil. Mag.,” Vol. XX, p. 173 (1910) ; Vol. XXI, p. 404 (1911). 
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There is, however, one important difference which requires 
consideration. The stream of electrons absorbed by the strip 
constitutes a current flowing out of that arm of the Wheat- 
stone’s bridge mesh. This current of itself will cause a de- 
flexion of the galvanometer previously balanced when the 
thermionic current was not flowing. The deflexion which 
thus arises will depend both on the magnitude of the thermi- 
onic current and on the point at which it is allowed to return 
to the Wheatstone’s bridge circuit. There is one such point 
in each of the adjacent arms for which this deflexion is zero, 
whether the battery circuit of the bridge is closed or not. In 
order to eliminate this difficulty, therefore, all that is necessary 
is to provide the resistance of one of the adjacent arms with 
a sliding contact connected to the line through which the 
thermionic current is returned, and to adjust the position of 
the contact until no deflexion is caused by turning on the 
thermionic current when the main Wheatstone’s bridge current 
is off. Some other corrections, the chief of which are for the 
effect of lack of saturation when the currents are unsaturated 
and for the Joule heating effect of the thermionic currents, 
together with a number of minor possible sources of error, are 
discussed in the original papers. 

We have seen that what is required to be measured in 
these experiments is the quantity of heat, which we may de- 
note by J, liberated per absorbed electron, when the electrons 
have not acquired kinetic energy from an applied electric field. 
As a matter of fact it is necessary to employ some potential 
difference in order to drive enough electrons from the osmium 
to the strip to produce measurable effects ; so that J cannot 
be measured directly. The value of J can, however, readily 
be deduced by making experiments with different, but suffi- 
ciently small, values of the applied potential difference V. 
Let V be expressed in volts and J in equivalent volts ; that is 
to say, let J be the number of volts through which an electron 
would have to fall in order to acquire an amount of kinetic 
energy equivalent to the quantity of heat which it is desired 
to determine. Clearly, when the potential difference is V, 
the heat developed per electron, or per unit thermionic 
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ent, will be proportional to J 4- V ; so that in order 
etermine J all we have to do is to divide the observed 
sxions, for various values of V, by the corresponding 
mionic currents and plot the resulting numbers against V. 
hear relationship should thus be exhibited, and the value 
in volts should be equal to the intercept on the voltage 
between the point of intersection of the line through the 
srimental points and the position of zero volts. If the 
:t exists this intersection will be on the negative side of 
zero. That these requirements are satisfied is shown by 
20 which represents the results obtained with -platinum, 
points obtained with a platinum strip previously saturated 
l oxygen are shown thus : ©, with a platinum strip 
rated with hydrogen thus : 0, and for a fine platinum 
: of circular section thus : 0. The points which fall on 
two lines towards the right-hand side have been arbitrarily 
r ed a distance corresponding to 4 volts in this direction 
void confusion. It will be seen that the magnitude of J is 
far from 6 volts and is slightly less for the strip soaked 
ydrogen than for the others. 

It is now desirable to consider the interpretation of J a 
s more carefully than we have done. Imagine a slab of 
hot metal A at temperature T connected by a wire of the 
e material to a parallel slab of the cold metal B at tem- 
iture T 0) the whole being in a suitable vacuous enclosure. 
5 system is not in equilibrium on account of the difference 
smperature T - T 0 , but may be considered to be artificially 
atained in the definite condition just described. The work 
e in taking a single electron from A to B along a path 
ing across the space intervening between the metals may 
[enoted by 

W ~1 ~ <V 2 - Vj) - w x , . . . (62) 

re is the work at the surface of A, w 1 that at the sur- 
of B, and V 2 and Vi are the potentials at points just out- 
A and B respectively. The work between the same 
ts for a path along the wire and never passing outside 
netals may be written 
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:re P 12 is a quantity comparable with the Peltier effect at 
junction and <r 2 is comparable with the specific heat of 
tricity in A. The difference between the symbols and the 
■esponding thermoelectric quantities depends on the condi- 
.s which are supposed to govern the behaviour of electrons 
letals ; but there is no reason to suppose that the quantities 
not of the same order of magnitude. The expressions (62) 
(63) must be equal ; so that 

w l + e(V 2 - VO = + ejj a,dT - P 1 sj . (64) 

The second term on the right is small compared with ; 
hat - w 1 has nearly the same value as e(V 2 - V 1 ). 

Now consider the heat liberated as each electron passes 
1 A to B under the conditions of the experiments, when, 
ever, the externally applied potential difference V is zero, 
t suppose that w 2 is greater than w v A is then electro- 
itive to B and V 2 - Y 1 accelerates electrons going from 

> B. The average kinetic energy of the electrons when 
leave A is, as we saw at the beginning of this chapter, 

il to 2 kT. At a point immediately outside of B it has 
iased to 2 kT + e(V 2 - V x ) and after passing through the 
Lee it becomes 2kT 4 * e(V 2 - V 2 ) + w x . If K 2 is the 
tic energy of the internal electrons of B at temperature 
:he quantity of heat J liberated by the electron considered 
thus be given by 

J = 2kT + <V 2 - VO + 7V 1 - K x 
= 2/^T + - K x + ^P 12 - ej cr 2 dT 

:ertain views of the behaviour of electrons in metals the 
three terms are equal to - K 2 where K 2 is the kinetic 
yy of the internal electrons in A. In any event they are 
likely to differ seriously from this quantity ; so that to a 
:ient degree of approximation 

J = 2 kT + w % - K 2 « 2^T + • (65) 

e <E> 0 2 denotes the value of the quantity called <2> 0 on 

> 5 for the substance A. 

13 
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Now consider the case when w 2 <w x and A is electro- 
,sitive to B. V 2 - V 1 will now retard electrons passing 
>m A to B. This will cause the electrons reaching B from 
with zero potential difference applied externally (V = o) to 
rive at B with the same average kinetic energy as those 
iich left A had, the only effect of the field being to reduce 
e number . 1 Their kinetic energy after passing the surface 
per will thus be 2 kT + w 1 and the heat liberated 

}' = 2kT + w x - K x = 2k1 + <£> 0 X . (66) 


lere 3> 0 1 is the value of <E> 0 for the substance B. 

It thus appears that if the hot metal A is electropositive 
the cold metal B, the magnitude of J is determined by that 
<l> 0 for the cold metal B. In this case the value of <I> 0 is 
sater for B than for A. If, on the other hand, the hot 
ital A is electronegative to B, the magnitude of J is deter- 
ined by that of < 3 > 0 for the hot metal A. In this case* how- 
-r, the value of < 3 > 0 is less for B than for A. Thus the heat 
erated at the cold metal tends to be as great as possible, in 
;ordance with the principle of increase of entropy, and the 
lue of <£ 0 deduced from these measurements is the value 
longing to that metal of the pair for which this quantity is 
latest, quite apart from whether the metal functions as the 
:eiver or emitter of electrons. 

The values of <f>„ calculated from the values of “<f>” in the 
pers referred to are collected in the following table: — 


Metal. 

tinum (strip) in 0„ 
tin um (wire) in Of . 

kinizm (strip) in H 2 . 

d . . . \ 

kel ... 

‘•per 

»spbor bronze 
adiran . 

■er . 

minium . 


Actual Values of 3>o* 

6-31, 5*20, 5-47, 5*43, 5*35, 5-34 

574, 5*47, 6*21, 5*21 
f 5*04, 4*10, 4*35, 4*48, 4-84, \ 

l 4*21, 373, 5*33, 5*64, 5*6o / 

6 ‘ 39 , 7 * 01 , 6*68, 7*89, 7*2i, 6*oi 
5 *04, 5*23, 5-46 

7*21, 7*01, 6*71, 671, 5*61, 6*86 
5*67 

5*89, 5*29 

4 * 9 i, 5*68, 4*01, 5*31, 5*11 
7 ’ 45 , 6*75, 5*15, 775, 8*45 
|4*8o, 4*03, 4*17, 470, 5*39, 5*39,^ 
t 6*12, 6*43, 6*34, 7*37 j 


Mean $ 0 ' 
5’40 
5*66 


470 


6*86 


5' 2 4 

6*69 

5*67 


5 ’57 
5*oo 
7*25 


5*49 


b. 

6*65 x 1 o 4 
6*86 x 1 o 4 

5*74 x 104 


The values of <J> 0 are in equivalent volts and the values 
in degrees centigrade. Unfortunately, the experimental 

• Cf. O. W. Richardson, “ Phil. Mag.,” Vol. XVIII, p. 697 (1909). 
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Lumbers show a good deal of variation for each individual 
ubstance. Since the publication of those numbers the 
.uthors have spent a good deal of energy trying to improve 
he technique of the measurements, so as to get more accurate 
esults, without any apparent success. The strips become dis- 
oloured during the experiments and the difficulties may be 
ue to changes in the radiating power of the surface in the 
ourse of an experiment, and also to the discharge wandering 
-om one part of the strip to another. It is possible that 
etter results might be obtained by using tungsten as a source 
f electrons, as it is less volatile than osmium. As the results 
band it is questionable whether much weight can be attached 
o the differences of <E > 0 shown in the last column but one ; so 
fiat it may be that the values would show very little differ- 
nce if they could be determined more accurately. This is to 
e expected on the theory outlined above, since all the metals 
elow gold are’ probably electropositive to osmium and should 
ive the value of <3> 0 , characteristic of that metal. The values 
>r gold and platinum also are not likely to differ much from 
rat for osmium. Thus the numbers support the theory so 
ir as they can be relied on. At least it is satisfactory to note 
rat the values of <3 > 0 are of the expected magnitude ; and 
rat the calculated values of b for platinum, for which metal 
le present data are much the most consistent and reliable, 
gree with the best values of that quantity as deduced from 
le temperature variation of the emission and given in the 
ible on p. 81 . 


CHAPTER VI. 

THE EMISSION OF POSITIVE IONS BY HOT METALS. 

I UK older experiments referred to in Chapter I showed tb 
positive ions are liberated by hot metals under certain com 
tions. Thus, in 1873, Guthrie found that an iron ball in c 
at atmospheric pressure allowed positive* but not negati 
electricity to leak away from its surface at a dull red he; 
This experiment shows that positive ions are liberated at t 
surface of the metal but that negative ions are not; it does n 
show whether the positive ions arise from the interaction 
the metal and the air, or whether they result merely from t 
high temperature of the metal. To determine this question 
is necessary to make similar experiments in a vacuum. Su 
experiments, using electrically heated wires, were made 1 
Elster and Geitel, who found that freshly heated metals, 
general, emitted only positive ions when the temperature w 
not too high, and that the effect occurred both in a vacuu 
and in an atmosphere of various gases. At higher temper 
tures an emission of negative ions of the kind already co 
sidered accompanies this emission of positive ions ; so that ; 
insulated metal then discharges electrification of either sign. 

These and many other experiments have abundantly shov 
that there is an emission of positive ions from freshly heat< 
metals in a vacuum which has nothing directly to do with ti 
presence of a surrounding gaseous atmosphere. The bearii 
of occluded gases on this emission is a different question whu 
will be considered later (p. 222). The present chapter will 1 
devoted to the conditions affecting this emission and the pr 
perries of the ions liberated thereby. One of the importa: 
features of the phenomenon, discovered by Elster and Geitel, 

its transient character. If a metal is heated in vacuo at co: 
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stant temperature, the positive emission is greatest at first and 
diminishes with time to smaller and smaller values. In this 
respect its behaviour affords a strong contrast to that of the 
negative emission. So far as the writer has observed there is 
no limit to the decay of the positive emission in a good 
vacuum ; so that the property is one which characterizes some 
exceptional condition of metals which have not previously been 
heated in vacuo , and is not a characteristic of the metal as 
such. It is possible that there are small positive emissions of 
a lower order of magnitude which do not decay with time, and 
which are definitely characteristic of the metals themselves, 
but there is no convincing evidence that they have yet been 
discovered. 

In addition to the effects immediately under discussion 
there is an emission of positive ions from metals heated in 
atmospheres of various gases which is probably of different 
origin and which, at any rate, is much more permanent in 
character. This will be considered in Chapter VII. 

The Decay of the Emission with Time. 

The variation with time of the thermionic current from a 
positively charged platinum wire in a vacuum at a constant 
temperature has been examined by the writer . 1 The applied 
potential difference was constant and sufficient to produce 
saturation in the later stages of the experiments (see p. 200). 
The precise form of the current time curves varies from one 
specimen of wire to another. It also depends on the treat- 
ment of the wire and the temperature during the experiment. 
Fig. 21 exhibits some of the characteristic features. The cur- 
rent i decays rapidly at first and then more slowly, apparently 
approaching a constant value z 0 asymptotically. The curve 
shown can be represented by the equation 

i - *0 = Ae~ k . . . . (1) 

when t is the time, and A and k are constants. This formula 
can be deduced from the assumption that the ions which carry 
the part i - i 0 of the current are produced by the decomposition 

1 “ Phil. Mag.,” Vol. VI, p. 80 (1903). 


r9S EMISSION OF ELECTRICITY FROM HOT BOLT. 

of some substance present in the wire, if it is admitted 
the rate of decomposition is proportional to the an 
of the substance present. This interpretation is a pos 
though not a necessary one. Similar results might foil 
the active substance were disappearing through evaporati 
diffusion. More complete experiments have shown tha 
part z 0 of the current is not constant It also decays 



Fig. 21. 

time in the same general way as the initial part, but rx 
more slowly. 

Often the time changes are more complex than t' 
shown in Fig. 21, the quick initial drop being followed 1 
later rise to a maximum, after which the emission shows 
final slow decay. An example of this type of change, ts 
from a paper by the writer, 1 is shown in Fig. 22. T1 
effects have a superficial resemblance to radio-active char 
and may be interpreted in a somewhat analogous man 
1 “ Congr&s de Radiologic,” Li£ge, C.R., p. 50 (i9°5)* 
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It is probable that there are at least two substances concerned. 
One of these A may be supposed to decompose, emitting the 
ions which cause the large initial current which decays quickly, 


whilst a second substance 

B decomposes with little ; 


n 






or no emission, but forms 
a third substance C which SQ 

is relatively more active. 

It is not supposed that 
these changes have any- ^ 
thing more than a formal | 
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processes ; it is probable 
that they are of a chemical 10 

character and that the emis- 
sions are characteristic of 
the various chemical pro- 
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ducts. The conditions under which the intermediate hump ap- 
pears have been insufficiently studied. So far as the writers 
observations go their presence is favoured by relatively low 
temperatures. Similar effects have been observed by Sheard 2 
at atmospheric pressure (p. 229). 

Current and Electromotive Force. 

The rate of decay of the initial emission just referred to 
increases rapidly with rising temperature. It is very small 
at the temperatures at which the emission is conveniently 
measurable with a sensitive electrometer. Experiments made 
at such relatively low temperatures enable the dependence of 
the thermionic current on conditions such as the magnitude 
of the applied electromotive force to be investigated, without 
having to consider complications arising from independent 
changes of the emission with the time. 

The experiments which have been made to measure the 
current, with different applied potentials, from a positively 
charged hot wire to a suitable electrode in a good vacuum 

1 Liege, C.R., loc. tit. 

Ut Phil, Mag,,” Vol. XXVIII, p. 170 (1914), 
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under these conditions have shown that the relation between 
current and potential difference is surprisingly complicated. 
The first observations, made by the writer, 1 indicated that the 
current was proportional to the voltage from + 40 to + 400 
volts. This result is very surprising because the currents are 
very small, there are no negative ions emitted by the hot wire, 
and the positive ions, being of atomic dimensions, are so mas- 
sive that their motion is unaffected by the presence of the 
magnetic field due to the current used to heat the wire. 
Thus all the conditions, namely : spatial density of the ions, 
recombination, and deflexion by the magnetic field, which 
may in general operate to prevent saturation, are absent. 
We should, in fact, expect these currents to be saturated 
by the application of any positive potential sufficient to make 
the negative end of the hot wire positive to the collecting 
electrode after allowing for the drop due to the heating 
current 

The phenomena usually observed with voltages under 40 
are, to a certain extent, more in line with expectation. Thus 
the writer 2 found that with a new wire in air at 0*0015 mm. 
the current increased as the potential was raised from o to 
about 3 volts where it showed signs of saturation. On in- 
creasing the potential from 3 to 40 volts there was a steady 
decrease in the value of the current. Thus under certain cir- 
cumstances the currents may diminish with rising voltage. 
This statement refers only to the relatively steady values 
which are obtained after the potentials have been applied for 
a few minutes. The initial currents are usually larger if the 
potential has been raised, and sometimes smaller if it has been 
lowered, immediately before the observation. 

Further experiments on the subject have been made by 
the writer and C. Sheard. 3 The current from a hot platinum 
wire at various voltages was measured in three different types 
of apparatus at pressures recorded by the McLeod gauge as 

1 “ Phil. Mag.” Vol. VI, p. So (1903). 

2 “Phi]. Trans., A.,” Vol. CCVII, p. rx (1906). 

s ** Phys. Rev.,” Vol. XXXIV, p. 391 (1912); “Phil. Mag.,” Vol. XXXI 
P* 497 (1916). 
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under 0‘0002 mm. With new wires the current grew to 
maximum as the potential was increased from 0 to somethir 
below 5 volts ; it then usually diminished a little, and final 
increased, being roughly proportional to the potential fro 
4- 40 to + 400 volts. So far these results confirm tho; 
already described. In some cases, however, the drop in tl 
current after passing 5 volts was not observed. The increa: 
from 40 to 400 volts was found gradually to die away as tl 
heating continued. The writers concluded at the time th; 
this part of the current was due to the bombardment of tl 
wire by electrons liberated by the impact of the positive ioi 
on a layer of gas at the surface of the negative electrode, 
is questionable, however, whether this interpretation can 1 
considered to be established definitely without further exper 
ments. It appeared that after the increased current at hi£ 
potentials had been destroyed by continued heating it com 
be restored, to a greater or less extent, by the followir 
agencies: (1) heating the positively charged wire to a highi 
temperature than any previously employed ; (2) allowing 
discharge of negative electrons to pass from the hot wi: 
to the cold electrode, and (3) admitting air to the apparatu 
However, later experiments by H. H. Lester 1 indicate th; 
the effectiveness of these agents is not always to be relie 
on. The observed effects, in fact, may be due not to tl 
causes mentioned but to some unknown factor which w; 
altered at the same time. 

It is evident that the drop in the current sometirm 
observed when the potential is increased beyond 5 volts, ar 
the large increase above 40 volts, still require explanatioi 
These phenomena are shown only by new wires when fir 
heated at a low temperature ; but similar or related effects a: 
exhibited in a gaseous atmosphere as well as at the lowe 
pressures (see p. 231). The experimental investigation < 
these effects is extraordinarily difficult as it is very hard 1 
reproduce the same conditions in successive experiment 
Similar effects, but usually not so well marked, are ofte 

1 “ Phil. Mag.,” Vol. XXXI, p. 549 (1916). 
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exhibited by the negative (electronic) emission from fi 
heated wires. The difficulty of attaining saturation c 
electron currents which is peculiar to new wires has al 
been referred to (p. 66). 

Revival of Old Wires. 

A wire which has lost the power of emitting positive 
through continued heating in a vacuum can be revived 
number of ways, some of which give important indicatic 
to the cause of the emission. The various methods w 
considered in order. 

1. By distillation. The writer 1 found that if an ole 
A was mounted near a fresh wire B, and B was heatei 
charged positively, A being cold, the passage of the them 
current from B to A caused A to re-acquire the pov 
emitting positive ions when heated again. The same 
occurred, but to a smaller extent, if B was negative 
respect to A or if they were at the same potential. ' 
experiments indicate that the emission is, at least in par 
to a substance which may be distilled from one met 
another. The fact that the effect is greatest when the v 
is positively charged indicates that the ions emitted by 
either themselves re-emitted or cause the formation oi 
ions when A is heated afterwards. 

2 . Effect of a luminous discharge. 2 The power of 
ting positive ions on subsequent heating is restored if a 
wire is placed in a tube through which a luminous 
charge is caused to pass in various gases at a low 
sure. The effect is greatest if the wire is close to the ca: 
and is inappreciable at distances exceeding a few 
metres. It also disappears if the wire is shielded fr 
direct view of the cathode by a solid obstacle, indicating 
the revival is caused by something projected from the cat 
However, this seems to be only part of the story be 
separate experiments showed the wire was revived \vl 
was itself made the cathode during the passage of th< 

1 “ Phil. Mag.,” Vol. VI, p. 86 (1903). 

2 O. W. Richardson, Vol. VIII, p. 400 (1904). 
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charge. It seems likely that the sputtering of the surface of 
an old wire under these conditions exposes fresh material 
which has not lost the power of positive emission. 

The reviving effect produced by an auxiliary cathode 
occurred with cathodes of platinum, aluminium, and car- 
bon when the gas was either air, oxygen, or nitrogen. The 
effects in hydrogen were very small. At moderate pressures 
the effect increased as the pressure diminished ; thus in air 
when the pressure was reduced from 0*8 to 0*0025 mm., and the 
discharge passed for a given time, the quantity of electricity 
emitted when the wire was subsequently heated was increased 
by a factor of about 300. By a kind of fractional distillation 
of the imparted emissibility it was possible to show that the 
effects were due to the formation on the wire of two distinct 
substances. 

The bulk of the observations which have been made with 
this effect indicate that it is intimately connected with the 
sputtering of metal from the surface of the cathode. On the 
other hand, similar experiments made by Garrett 1 on the effect 
of a discharge in carbon dioxide on the emission of positive 
ions from aluminium phosphate (see p. 270) led him to con- 
clude that the revival occurred only when fresh gas had been 
admitted to the apparatus. 

3. The writer 2 observed that the emission from an old wire 
was enormously increased if the walls of the glass tube in which 
it was mounted were slightly heated. This effect occurs if 
the glass and platinum are carefully cleaned with acid and 
dried before testing. In a particular experiment it was found 
that warming the glass walls with a Bunsen burner for about 
two minutes increased the current from the positively charged 
hot wire from 2*2 x io~~ 18 amp. to 5 x io - " 9 amp. The effect 
is not caused by ordinary gases expelled from the glass by 
heating, as the pressure rose only from 0*0005 to o*ooi mm. 
in this experiment, and the positive emission caused by any of 
the commoner gases at these pressures is negligible in com- 
parison with the observed currents. 

1 “ Phil. Mag.,” Vol. XX, p. 572 (1910). 

2 “ Phil. Trans., A.” Vol. CCVII, p. 19 (1906). 
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4. Exposure to gases at high pressures. Klemensiewicz 1 
found that an old wire is revived by exposure to atmospheres 
of hydrogen, nitrogen, or oxygen at pressures of 50 to 100 
atmospheres at a temperature in the neighbourhood of 200 C. 
He concludes that the initial ionization from fresh wires is 
therefore due to absorbed gases (see p. 222). 

5. Heating in a gaseous atmosphere. Various observers 
have recorded that old wires are revived when heated for a 
short time in an atmosphere of various gases or in a Bunsen 
flame. 

6. Straining. The writer 2 found that a manganin wire was" 
revived when subjected to the strain caused by passing a cur- 
rent through it in a varying magnetic field. 

The processes just described all give rise only to effects of a 
somewhat temporary character. The increased emission rapidly 
disappears when the exciting agency is no longer operative 
and the wire is subsequently heated in a vacuum. In addition 
to the effects enumerated, an old wire may exhibit an increased 
emission of a comparatively permanent character when it is 
immersed in a gaseous atmosphere. The effects which then 
arise will be considered fully in Chapter VII. 

It will be seen from the foregoing list that almost any 
change which may be made in the condition of an old wire 
restores, to some extent, its power of emitting positive 
electricity. There are, however, two processes which might 
conceivably be expected to produce such an effect and which 
do not do so. An old wire is not revived either by exposure 
when cold to dust-free air at atmospheric pressure or by being 
allowed to stand in the cold for long periods of time in a 
vacuum. At one time it was thought that the first of these 
agencies did produce an effect, 3 but further investigation 3 
showed that it was due to other causes. Experiments 4 made 
to test the second point have only extended over a period of 
three months, but there is no definite reason for expecting 

Ann. der Physik,” Vol. XXXVI, p. 796 (1911). 

2 “Roy. Soc. Proc., A.,” Vol. LXXXIX, p. 521 (1914). 

3 0 . W. Richardson, “ Phil. Mag.,” Vol. VI, p. 90 (1903) ; Vol. VIII, p. 410 
(1904). 

4 0 . W. Richardson, “ Congres de Radiologie,” Liege, C.R., p. 53 (1905). 
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that longer intervals would be much more likely to lead to 
a positive result. 

Variation of Emission with Temperature. 

We have seen already that at very low temperatures the 
rate of decay is so small that the initial positive emission can 
be regarded as a function of the temperature. The first ex- 
periments to measure the positive emission at different low 
temperatures were made by Strutt. 1 The currents were 
measured with an electroscope and the electrostatic capacity 
of the system was quite small. Thus by taking the deflexions 
over rather long intervals of time very small currents could 
be measured. The following emissions were investigated : 
copper in air, copper oxide in hydrogen, silver in air, silver in 
hydrogen, and copper oxide in air. In each case the pressure 
of the gas was 1 *0 cm. The following values given by a silver 
wire in air may be considered typical, as there is no striking 
difference in the results given by the different materials ex- 
amined : — 

Temperature °C. 194 210 217 227 240 258 

Current 0*2 0*84 1*46 5*0 6*2 45*6 

If the capacity, which is not given, is taken to be 10 cm. 
the unit of current would be about 3 x io~ 15 amp. In each 
case measurable effects were obtained in the neighbourhood 
of 200° C. and the currents increased very rapidly with rising 
temperature. The temperature at which a current of 10 units 
was obtained was lower with silver wires in air and hydrogen, 
and with an oxidized copper wire in air, than with a clean 
copper wire in air or an oxidized copper wire in hydrogen, 
indicating that chemical action is unfavourable to the emission 
rather than the reverse. 

The writer 2 pointed out that the currents observed by 
Strutt followed the formula i = AT^~ 6/T , with A and b con- 
stants, which, as we have seen, governs the variation of the 
negative emission with temperature. It was also pointed out 

1 “ Phil. Mag.,” Vol. IV, p. 98 (1902). 

2 “ B.A. Reports,” Cambridge, 1904, p. 473. 
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that tile same formula also covered the tellowinp cases: , 
the positive omission from a wire revives 1 by the elects: 
discharge, when measured at temperatures such that the tins 
rate of decay is small ( p. I S I } ; * 2 the* p- -sitive emission Ito 
the alkaline earth oxides heated on platinum at atmusphei 
pressure as observed by N\ rhnrit, * and > t hvru s ob..er\ 
lions on tin - positive emission from the No n 4 tiiumeut at lo 
pressures. In fact the formula lias been found tn« over ; 
cases oi emission ot both positive and nrpatur i * * 1 1 ■ < lr< » 
solids in which the emission can hr cun , sirred to he a detini 
function of temperature. 

The value* ot h tor the initial po-.itiw* enii . urn is mm 
smaller than that of the o inrspt >ndinp o solan! when tl 
formula is applied to the emission of elections. Thus Strutt 
numbers for silver in air pivr a i'i\ !"* dopier*. < 
This is less than otieTourth ot the value ot the i » arc* ipoudi* 
quantity for the electronic* emission . tor mo a *4 the rlcmeu 
piven in the table* on p. Mi, Thus, it they i otiM he oa, 
pared at the same temperature, the* urpatnr «*mi Am won 
he found to increase much more* iapid!\ than the positive 
so that, apart from the* decay ot the po.itive emu*-. ion wii 
continued heatinp, there is an additional reason why tl 
positive emission should inevitably be swamped by the ueq, 
live at: hiph temperatures. 

Tuk KtNT.Ttf K\n;»iV • mi b -\ 

The distribution of kinetic riierpy amonp the positive he 
emitted from a heated platinum strip wa-> fa .t examined 1 
the writer/ 1 usinp the* methods drsciihrd on p. ir;* in c»u 
nexion with the same problem for the euei py of the neputiv 
electrons. It was found that tin* Jesuits weir in .rurmci 
with the view that the* distribution <4 vdosty amonp tl 
positive ions was in accordance with Maxwell’s haw and tin 
their average kinetic cuerpy was the same as that ot the mul< 

1 “ Ann. drt ChvukA Vo). XIV, j‘, 
ai4 Phil. Man-." Vol. Vlll. v . spi ftt f ,p, 

4 / Vol. XVI, {». ), 
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cules of a gas at the same temperature as the hot metal. As 
in dealing with the negative electrons, this conclusion was 
established both by a consideration of the comparative magni- 
tudes of the current through the slit at different distances 
from the central position, by the actual magnitude of the 
current in the central position through a slit of given width, and 
by the inferred value of the gas constant R deducible from the 
experimental results on the assumption that the ionic charge 
is the same as that of a monovalent ion in electrolysis. The 
three methods of determining R referred to on p. 167 led to 
the respective values 4*0 xio 3 , 3*3 x io 3 , and 5*4 x io 3 . The 
mean of these is 4-2 x io 3 as against the theoretical value 
3*7 x IO 3 . When all the possible sources of error and the 
limitations of the apparatus used are taken into consideration 
this agreement is as good as could reasonably be expected. 

The experiments just described supply us with information 
about that part only of the kinetic energy which depends on the 
component of velocity of the ions parallel to the emitting sur- 
face. The investigation was extended to include the normal 
component of the velocity by F. C. Brown, 1 using the method 
described on p. 156. The current i between parallelplates 
against an opposing potential difference V was found, as with 
the negative electrons, to satisfy the equation 




. (2) 


required by Maxwell’s Law and deduced on p. 1 59. The values 
of R. varied from 3*5 x io 3 to 4*0 x io 3 , the mean being 
3*6 x io 3 instead of 37 x io 3 . Brown also found that the 
results of the experiments were independent of the pressure of 
the surrounding gas between the limits 0*009 mm. and 28*0 
mm. These experiments were limited to platinum, but in a 
later paper Brown 2 extended the observations to cover a large 
number of substances, using the same general method. Where 
possible the materials tested were in the form of discs or strip, 
but in. some cases thin wires or filaments had to be used 


1 “ Phil. Mag.,” Vol. XVII, p. 355 (1909). 

2 Ibid,, Vol. XVIII, p. 649 (1909). 
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Generally speaking wires or filament , unr i mud n. : ;;\v 
values of R higher than tin* noxuul, Rt”bubU own:;; {.* distoi- 
tion of the electric field near tie* h*d uMu , \u < 'Munim 


filament, however, gave an ahn«amu:v ^-a Ci:ie * *t R 
(2*5 x io :: ), hut this was attributed. bv bo * a o f, , t f u* t*ie. mcr 
of electrons, which modify the c* *n» iits m-. atfe, Joe, tlie nmbun 
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given metal with a given form nt radian a a : .rr hrttrj with 
one another than do the value-, when d'ffcjrn! met.de* air « ..jir 
pared. Ihus all the values for ir* <n ate de! m* tlv h. h and lot 
silver distinctly low. 1 he different e toe . and diver 

is greater than could he expected from any o!»y s nt , •,« ai o e of 
experimental error, and .Brown conclude . that their* p* a real 
difference in the value of R for the i« »n * loan dtuetrnl molar*. 
It is questionable, however, whether tin . uifnemr * an he m ■ 
cepted without further experimental Mippotl, 1 dm ditfnrnre 
between the results for a strip and a filament of tantalum R 
much greater than the difference given by discs of iron and 
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silver, showing that relatively small differences in the geome- 
trical arrangement may make very great differences in the final 
values. There is also the difficulty arising from the presence 
of negative electrons in some instances, a factor which is very 
difficult either to control or allow for. The temperature, 
too, is difficult to determine with an apparatus of the type 
used. Taking all the circumstances into account it would ap- 
pear that the only inference which can be drawn with certainty 
from these experiments is that the distribution of energy is not 
far from that required by Maxwell’s Law in the case of the 
positive ions from all the substances examined 

It is necessary to add that Schottky 1 has announced 
that he has obtained evidence of much greater values for the 
energy of the positive ions emitted by hot bodies than those 
given by the foregoing investigations. As no details are given 
it is impossible to state what is the probable cause of this 
discrepancy. 


The Charge of the Ions. 

If we regard it as inherently probable that the distribution 
of velocity among the emitted ions is in accordance with 
Maxwell’s Law, the foregoing experiments may be used to 
demonstrate that the charge of the positive ions is equal to 
that of an electron or of a monovalent ion in electrolysis. In 
some of the experiments with platinum strips which had been 
heated for a long time, the writer 2 found that the spreading 
out of the ions was abnormally small. The results could be 
reconciled with either of the two following hypotheses : 
(1) that the charge was equal to e but that the kinetic energy 
had only half the normal value, and (2) that the kinetic 
energy had the normal value but that the charge was doubled. 
Of the two alternatives the latter is more likely to be true. 
At the same time enough experiments have not been made on 
this particular subject to make it certain that the observed 
effect is a real one. Bending outwards of the strips tested 
or the appearance of electrons, both of which tend to occur 

1 “ Ann. der Physik,” Vol. XLIV, p. 1030 (1914). 

2 “ Phil. Mag.,” Vol. XVI, pp. 900, 903, 906 (1908). 
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with continued heating, would produce effects in the direction 
of those observed and might be capable of accounting for the 
phenomena. Until more detailed experiments are forth- 
coming it is not desirable to attach too much weight to this 
particular piece of evidence of the occurrence of ions with 
multiple charges in the positive emission from hot metals. 
Another point which tends to make this evidence doubtful is 
that the value of e/m for these particular ions, which was 
measured at the same time as the energy, would make their 
electric atomic weight equal to about ioo, a value which 
would be difficult to harmonize with that for any substance 
likely to be present 

A direct attempt to measure the charge of the ions from 
hot bodies at atmospheric pressure has been made by Pome- 
roy. 1 He concluded that the positive ions emitted by a 
platinum strip had a charge 2e on first heating, but that the 
average value of the charge gradually fell to e as the heating 
was continued. The method used was one due originally to 
Townsend, but in applying it the importance of the mutual 
repulsion of the ions has been insufficiently considered, 2 and 
it is doubtful what interpretation ought to be put on the 
results obtained. In any event, the conditions affecting the 
origin and motion of the positive ions in these experiments 
are quite different from those present when the kinetic energy 
and specific charge (e/m) have been measured. 

The Specific Charge and Electric Atomic Weight 
of the Ions. 

In discussing the specific charge (e/m) for the positive 
ions it is convenient to introduce a related quantity which we 
may call the electric atomic weight (M) of the ions. The 
last-named quantity is obtained when we divide the specific 
charge of a monovalent element of unit atomic weight, the 
value of which is 9649 E.M. units, by the specific charge of 
the ions under consideration. If the charge of a positive ion 

1 “ Phil. Mag.,” Vol. XXIII, p. I 73 (i 9I2 ). 

“ Townsend, ibid Vol. XXIII, p. 677 (1912). 
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is equal to that of an electron, and there are numerous indica- 
tions that such is usually the case, the electric atomic weight is, 
if we neglect the mass of the electron compared with that of 
the atoms, equal to the chemical atomic or molecular weight of 
the ions. In any event, even if the charge is a multiple of e, 
the electric atomic weight is, to the same close approximation, 
equal to the chemical equivalent weight (in terms of Q = 16) 
of the same ion in electrolysis. Thus the determination of 
e/m or M is of the utmost importance if we wish to discover 
the structure of the ions in question. 

The first experiments to measure these quantities for the 
positive ions from hot bodies were made by Sir J. J. Thomson 1 
who used the method of crossed electric and magnetic fields 
described on p. 8. If d is the distance between the wire and 
the receiving plate, H the magnetic intensity, and V the dif- 
ference of potential just necessary to drag the ions across in 
the presence of the magnetic field, then 

e/m = 2V/H 2 ^ .... ( 3 ) 

This formula applies 2 even if the electric field is not uniform, 
a point not brought out in our earlier discussion. It assumes, 
however, that the ions set out with negligible velocities, and 
this is not quite correct. The experiments were made with 
wires of iron and platinum which had been heated for a long 
time in a vacuum. It was found that the behaviour of the 
currents in a magnetic field was very capricious. In some 
cases the thermionic current was unaffected by a magnetic field 
of 19,000 gausses. When the currents were sensitive to the 
magnetic field Thomson 3 describes the phenomena occurring as 
follows : “ When the potential difference between the hot metal 
and the plate connected with the electrometer was small, say 
3 or 4 volts, the leak was very nearly stopped by the magnetic 
field ; with a potential difference of 10 volts the leak was reduced 
by the magnetic field to about one-quarter of its original value, 
the effect of the magnetic force upon the leak diminished as 

1 “ Conduction of Electricity through Gases,” 2nd edition, pp. 145, 217 
(Cambridge, 1906). 

2 Thomson, loc. cit., p. 219. 

8 Loc. cit., p. 220. 
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the potential difference increased but was appreciable until this 
reached about 120 volts. Thus in this case we see that while 
some of the carriers can reach the plate under a difference of 
potential of 10 volts, there are others which require a potential 
difference of 120 volts to do so/' With the dimensions of the 
apparatus used and with H = 19,000, for ions which are just 
stopped when V = 10, e/m = 60, and M = 161, for those just 
stopped when V = 120, e/m = 720, and M =* 13*4. From 
these numbers Thomson concludes that the ions are a mixture 
of atoms of platinum and of the gas. The experiments were 
made in air, at 0*007 mm - pressure. If the atoms of the ele- 
ments under consideration carried a charge e the values of 
M would be 192 and 14 (or 16) respectively. Since more than 
half the current was stopped with 10 volts, the experiments 
indicate that the lighter ions carried the greater part of it. 
The carriers of the current in the condition in which it was un- 
affected by the magnetic held, under low potential differences 
in the neighbourhood of I or 2 volts, are attributed to charged 
particles of platinum dust sputtered from the wire. Similar 
experiments made with iron wires gave e/m = 400 and 
M = 24. 

A fuller discussion of the interpretation of the numbers 
above will be given later (p. 223). Without going into detail 
it is dear that most of the ions under consideration are of 
atomic magnitude. 

Measurements of e/m and M for the positive ions from hot 
metals have been made by the writer 1 by a different method. 
The apparatus, which is similar to that used in investigating the 
distribution of the tangential component of emission velocity 
(p. 162), is shown diagrammatically in Fig. 23. The part on 
the left-hand side of the dotted line FF represents a section, 
by the plane of the paper, of two parallel metal plates AA and 
BB. The plates A A are fixed, and separated by a narrow slit 
of constant width running perpendicular to the plane of the 
figure. A narrow strip c of the metal to be tested is shown in 

* “ Phil. Mag.,” Vol. XVI, p. 740 (1908); “Roy. Soc. Proc., A.,” Vol. 
LXXXIX, p. 507 (1914); cf. also C. J. Davisson, “ Phil. Mag.,” Vol. XXIII, 
p. 121 (1912). 
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transverse section. It almost fills the slit and its upper sur- 
face is flush with that of the plates AA. The upper plates 
BB also are divided by a narrow slit a parallel to the former. 
Behind this is a box-shaped electrode indicated by E. The 
plates BB and the electrode E are rigidly bolted together, BB 
and E being insulated from one another. The rigid system 
BBE can be moved backwards and forwards through small 
measured distances in a horizontal line by the accurate screw 
shown on the right. The parts ABE are all enclosed in a 
glass tube permitting the attainment of a high vacuum. In 



the final form of the apparatus the screw was provided with a 
micrometer head and cyclometer attachment on the horizontal 
axis. Both these were enclosed in the glass tube and read from 
outside, the turning being effected by a right-angled bevel- 
gear operated through a ground glass joint in a side tube. 
The central region between the plates can be placed in a very 
uniform magnetic field of measured strength running perpen- 
dicular to the plane of the paper. A suitable potential dif- 
ference V is applied between AA and BB so as to drive the 
ions on to the upper plate. 

There are two ways of using the apparatus. These, for 
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if & is the displacement of the maximum caused by the field 
H, and z is the distance between the plates. This formula is 
only an approximation, but it is correct to about 0*5 per cent 
under the conditions of the experiments. 

The measurements when the balance method is used are 
much simpler. E is connected to one of the plates BB. These 
are insulated from each other and connected to the alternate 
pairs of quadrants of the electrometer, all four quadrants being 
insulated Under these conditions the electrometer will not 
deflect if the potentials of each pair of quadrants change at 
equal rates. This happens when the dividing line between 
the upper plates is at the value of corresponding to the 
maximum. If the screw is turned a little one way the electro- 
meter deflects to the right, if in the other way to the left. 
The position of zero deflexion can be determined easily with 
precision, and two experiments with H in opposite directions 
are all that is required to determine the corresponding displace- 
ment 2 x of the maximum required in equation (4). Thus this 
method enables e/m to be measured very rapidly. On the 
other hand, it does not tell anything about the homogeneity of 
the Ions under investigation ; so that it is advisable to restrict 
its application to cases in which the homogeneity of the ions 
has previously been established by experiments using the slit 
method, provided the latter method can be applied. The be- 
haviour of the curves in a magnetic field indicates that as a 
general rule the ions which carry the large initial current from 
hot metals are very homogeneous. This conclusion is also 
supported by the fact that the value of e/m given by the 
measurements often remains constant over long periods of 
time (see below, p. 218). 

The first experiments by the slit method, made partly in 
collaboration with E. R. Huibert, 1 gave the values shown in 
the next table : — 


Substance. 
Platinum . 
Palladium . 
Copper 
Silver 


Value of e/w. 

M. Units per Gm.) 

Value of M (0 = 16). 

361 

26*8 

317 

30*5 

342 

28*3 

322 

30-0 


1 “ Phil. Mag.,” Vol. XX, p. 545 (1910). 
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Substance. 

Value of efm. 

(E.M. Units per Gm.) 

Value of M (0 = 16). 

Nickel 

357 

27*1 

Osmium 

395 

24*5 

Gold . 

. . 206 418 

47 23*1 

Iron . 

. 726 457 

13 '3 2 I’I 

Tantalum . 

. . 186 — > 376 

52 257 

Tungsten . 

230 

42*1 

Brass . 

336 

28*8 

Steel . 

322 

30*0 

Nichrome . 

395 

24’5 

Carbon 

332 

29*1 


With the apparatus as it was used in these experiments 
there are two sources of error of unknown magnitude, arising 
respectively from lack of uniformity of the electric field, and 
from the bowing of the strip due to its expansion. It was at- 
tempted to correct for these by using the same method and ap- 
paratus to measure the value of ejm for the negative electrons 
from platinum. It is probable that this method overdoes the 
correction, since the electrons come off at a higher tempera- 
ture than the positive ions ; so that the corresponding errors 
would be greater in this measurement. The true values of ejm 
are probably smaller, and of M greater, than those given in 
the table. The values have been corrected for an erroneous 
value of ejm for the negative electrons which was used in the 
original papers. 

The behaviour of tungsten was found to be erratic and the 
values given are relatively less reliable than the others. With 
gold, iron, and tantalum the numbers obtained on first heating 
were different from those obtained later. The later values 
persisted for a considerable time, until the emission disappeared 
or the material melted, in fact No definite change of ejm 
with time was noticed with the other substances. Excluding 
tungsten the relatively permanent values of M all lie between 
21*1 and 30*5, the average being 26*9. 

No great accuracy is claimed for the numbers found, on ac- 
count of the reasons given above. At the same time a number 
of important inferences can be drawn from them. They show 
that the ions are not atoms or molecules of the elements con- 
cerned, since the values of M all lie between 20 and 30, 
whereas the atomic weights range from 12 for carbon to 192 
for platinum. The similarity of the values indicates that the 
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majority of the ions arise from some impurity common to all 
the metals. This impurity cannot be hydrogen or any light 
gas with an electric atomic weight below 20, as the values 
of M are too high for such bodies. The ions might be charged 
atoms of sodium or potassium or charged molecules of nitrogen, 
oxygen, or carbon monoxide or a mixture of these. To dif- 
ferentiate these various possibilities it was necessary to increase 
the accuracy of the experiments. 

Substantial improvements in this respect have recently 
been effected by the writer . 1 Probably the most important 
source of error in the old experiments arose from the bowing 
of the strips when heated. This has now been eliminated by 
keeping them under a slight but sufficient tension. Since the 
distance 2 between the plates enters into the formula for ejm 
through its fourth power, it is important that it should be 
capable of accurate and reliable measurement This was ac- 
complished by enlarging the apparatus and improving the 
technique in various ways. Another point to which insufficient 
attention had previously been paid was the accurate measure- 
ment of the magnetic field under the actual experimental con- 
ditions. Finally, any lack of uniformity in the electrostatic 
field was almost completely eliminated by reducing the gap 
between the edges of the strip and the sides of the slit almost 
to the vanishing point. The measurements were ultimately 
checked by comparing the values of M given by the metals 
tested with those given by the ions from potassium sulphate. 
These ions are known on independent grounds to be atoms of 
potassium which have lost an electron (Chapter VIII). The 
apparatus as improved has one disadvantage. It restricts the 
number of metals which can be experimented with. Most of 
those in the previous table were found either to yield or break 
under the tension required to keep the strips taut, at the tem- 
peratures at which the emission became copious enough con- 
veniently to make measurements with. 

Most of the measurements with the improved apparatus 
were made by the balance method, as this enabled any changes 
in e/m with lapse of time to be followed readily. The two 
1 “ Roy. Soc. Proc., A. ” Vol. LXXXIX, p. 507 (1914). 
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methods, however, were compared in independent experiments 
and were found to give, identical results when the emission 
was homogeneous, and was not changing in character with 
lapse of time. With platinum strips the ions given off during 
the first twenty hours or so of heating were found to be very 
homogeneous and to have a value of M very close to 40. 
In the later stages there were indications of ions for which M 
was near 23, and sometimes also values of M between 50 and 
60 were obtained in the last stages of heating just before 
the strips broke. The variation of M with the time of 
heating is exhibited in Fig. 24, where the points marked thus 



O 4. Q 12 M3 20 2-4 ' 20 

Time heated (hours) 

Fig. 24 . 


x represent some of the values given by a particular strip at 
times extending over twenty-eight hours. The final high 
values are a little uncertain as the strips never last long after 
these values have begun to appear. The points thus \ in 
the figure represent values of M given by another strip, and 
the circles are values given by the ions from potassium sul- 
phate. In all the measurements the strips were kept at the 
lowest temperature at which the currents w r er6 large enough 
for convenient measurement. This involved gradually increas- 
ing the temperature during any one experiment, on account of 
the decay of the emission with time. 
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It appears from these experiments that most of the ions 
given off by platinum have an electric atomic weight which is 
indistinguishable from that for the ions from potassium sul- 
phate, that in the later stages ions for which M is very near to 
the sodium value (23*05) also appear, whilst finally, there are 
fleeting indications of the presence of ions with M in the 
neighbourhood of the atomic weight of iron (56). 

The ions with M close to 40 were found not only to 
constitute the whole of the emission from freshly heated cleaned 
platinum. They were found also to carry the emission from a 
platinum strip when revived by heating in air and in a Bunsen 
flame, the greater part of the initial emission from iron and 
manganin strips, and the whole of the emission from a man- 
ganin strip due to revival by mechanical straining. Some o 
the data collected in various experiments to test the points 
mentioned are exhibited in the following table. Incidentally 
they demonstrate the very considerable accuracy with which 
ejm and M can be measured with the apparatus used, and the 
high degree of consistency of the different experiments : — 


Material and Treatment. 

Duration of 
Observations. 

Number 

of 

Measurements. 

Extreme Values 
of M. 

Mean 
Value 
of M. 

Platinum, clean but not 





specially cleaned . 
Platinum, cleaned with 

5 hours 

16 

3975—40*2 

40*0 

acids, etc. . 

Platinum, cleaned with 

520 minutes 

33 

39-1— 41-6 

40*1 

acids, etc. . 

36 hours 

— 

OJ 

00 

1 

q 

H 

39*i 

Potassium sulphate 
Manganin strip, cleaned 

280 minutes 

4 hours 

10 

39‘ 2 — 4 1 ' 1 

40'2 

with reagents 

13 

39-3— 41-4 

40*0 


Iron, cleaned with re- 


agents .... 
Iron, cleaned with re- 

55 minutes 

4 

39'S — 40-0 

39*9 

agents .... 
Platinum, emission re- 

315 minutes 

11 

38-3— 42-x 

40*1 

stored by heating in air 
Platinum, emission re- 

160 minutes 

11 

37'9 — 39'® 

39*o 

stored by heating in 
Bunsen flame 

133 minutes 

11 

39-0— 407 

40*0 

Manganin, emission re- 





stored by straining 

— 

— 

— 

39*4 

The table does not include the 

exceptional values 

already 


referred to, which were given by platinum strips which had 


been heated for a long time. 

In the case of iron low values in the neighbourhood of the 
atomic weight of sodium were sometimes got at first, as well 
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as values considerably above 40 in the last stages before the 
strips broke. These also have been omitted. 

The experiments just described prove that the initial posi- 
tive emission from hot bodies cannot be ascribed to charged 
atoms or molecules of any of the commoner gases which are 
likely to be present as impurities. The values of M for these 
are respectively : — 

C 0 + = 28, H + = 1, H 2+ = 2, C 0 2+ = 44, N + = 14, N 2+ = 28, 
0 + = 16, and 0 2+ = 32. 

The experimental determinations are much too accurate to 
admit of any of the bodies enumerated. The only admissible 
substances whose presence is at all likely are, K + = 39*1, 
Ar + = 39*9, or Ca + = 40*07. The mean values of M would 
agree better with Ar or Ca than with K ; but as the same is 
true for the ions from potassium sulphate, which there are good 
reasons for believing to be atoms of potassium, it seems most 
reasonable, on the evidence, to attribute these ions to the pres- 
ence of potassium, and to assume that the method used tends 
to give values of M about 2 per cent too high. 

Nature of the Ions. 

As the view which attributes the positive ions that carry 
the initial emission from hot bodies to the presence of gaseous 
contamination has acquired a good many adherents, it is per- 
haps desirable to consider a little more fully the arguments 
which have been advanced in support of such a position, and 
the reasons for considering them insufficient. The principal 
facts which have been held to support, or even by some 
authorities to establish, the gaseous origin of the ions in ques- 
tion, will be found enumerated in the following list : — 

1. A wire which has lost the power of emission owing to 
continued heating in a vacuum is found to regain this property 
to a considerable extent if it is heated in a Bunsen flame or in 
air at atmospheric pressure. 

2. A similar recovery takes place when the wire is exposed 
to various gases at a pressure of 50 to 100 atmospheres 1 at a 
relatively low temperature (about 200° C.). 

1 Z. Klemensiewicz, “Ann. der Physik,” Vol. XXXVI, p. 706 (ion) - cf 
also p. 186, ante, v ‘ 
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3. When most metals are first heated in a vacuum there is 
a considerable evolution of gas, the bulk of which usually con- 
sists of hydrogen, carbon monoxide, and nitrogen. 

4. When a wire has been heated in a vacuum for a long 
time, so that the emission has become too small to measure, 
there is an emission in different gases, which seems to be a 
definite function of the nature and pressure of the gas (see 
Chapter VII). This phenomenon has been most completely 
studied in the case of platinum in an atmosphere of oxygen. 
The facts have been explained by the writer 1 on the hypothe- 
sis that the metal adsorbs or absorbs the gas, which it re-emits 
in the form of charged atoms. It has been suggested by 
various writers that the initial emission is an intensification 
of this phenomenon, owing to the presence of much larger 
amounts of gas in the original metal. 

5. Horton 2 has found that carbon monoxide has a greater 
power of stimulating the emission of positive ions both from 
hot platinum and from heated salts than the other common 
gases, with the exception of hydrogen. 

6. Determinations by Garrett 3 of e/m for the positive ions 
emitted by aluminium phosphate when heated, led him to 
conclude that about 10 per cent of them were charged atoms 
of hydrogen. 

7. The experiments of Sir J. J. Thomson, described on 
p. 21 1, led him to conclude that the positive ions from 
hot platinum consisted of a mixture of charged atoms of 
platinum and of the surrounding gases. More recently 
Thomson 4 has returned to this question and has examined 
the positive ions from hot platinum by the same method as 
that used by him in investigating the positive rays. Most of 
the ions were found to have a value of M equal to 27, and 
he concludes that they are charged molecules of carbon 
monoxide. After the platinum had been soaked with 
hydrogen the average value of M was reduced to 9, indicating 

1 “ Phil. Trans., A.,” Vol. CCVII, p. 1 (1906). 

2 “ Camb. Phil. Proc.” Vol. XVI, p. 89 (1911). 

3 “ Phil. Mag.,” Vol. XX, p. 582 (1910). 

4 “ Camb. Phil. Proc.,” Vol. XV, p. 64 (1908) 
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the presence of charged atoms or molecules of hydrogen 
also. 

In weighing this evidence it is essential to realize that the 
portion enumerated under (i) to (5) is indirect so far as the 
structure of the ions is concerned. It may be of great 
importance in arriving at an understanding of the processes 
concerned in the emission of the ions, but it has only a 
secondary bearing on the question of material composition. 
For this purpose determinations of M give an immediate and 
final answer, provided that they are sufficiently accurate and 
do actually refer to the ions under discussion. At the same 
time it is necessary that the interpretation to which they lead 
should not be incompatible with the various points enumerated. 
I shall now show that none of the evidence really conflicts 
with the view that the initial positive ionization from hot 
metals consists of charged atoms of the alkali metals, and 
chiefly of atoms of potassium. 

In the first place direct measurements of M for the emis- 
sion from platinum revived by heating in air and in a Bunsen 
flame have consistently given values between 39 and 40, indi- 
cating that this emission has the same composition as that 
from a fresh wire, and that it does not consist of atoms or mole- 
cules of the various gases in which the heating has taken place. 
In conjunction with the fact that similar values are given by a 
strip revived by straining, this indicates that the effect of heat- 
ing in gases consists in opening up the structure of the material 
and allowing access to the surface by alkaline impurities pre- 
viously imprisoned. The effect of gases at high pressures is 
probably a direct mechanical one, although there are a number 
of actions which might affect the phenomena under these con- 
ditions. In any event there is no reason for presuming that 
the ions subsequently emitted consist of atoms or molecules of 
the gases used, in the absence of direct evidence to that effect 
and in the presence of direct evidence to the contrary. 

With reference to (3) and (4) the writer 1 has measured sim- 
ultaneously the quantity of gas and of positive electricity 
emitted on heating a new wire. Apart from the fact that both 
1 “ Congres de Radiologie,” Lifcge, C.R., p. 50 (1905). 
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emissions were greatest at first and decayed with time, there 
was no evidence of a close correspondence between them. If 
the effect of heating in gases is due to the opening up of the 
metal by their solution or diffusion, (5) would be expected, as 
the gases carbon monoxide and hydrogen are notable for their 
power of diffusing into metals. Their chemical activity may 
also be a factor, as the positive emission from some salts has 
been found to be increased in the presence of reducing gases. 
The experiment of Garrett (6) has only an indirect bearing on 
the present question as it refers to a salt and not to a metal ; 
but, in any event, it has not been confirmed as a fact by 
more recent and veiy careful experiments by Davisson. 1 The 
writer’s experiments have afforded no evidence of the occur- 
rence of hydrogen ions in the initial positive discharge from 
hot metals. 

At first sight Thomson’s experiments (7) appear to offer 
an immediate contradiction to the position now being main- 
tained. His values of M are certainly quite different from 
those found by the writer, and there does not appear to be any 
likelihood that the differences can be attributed to errors in the 
measurements under comparison. There is, however, a very 
important difference in the conditions under which the experi- 
ments were made. Thomson used wires which had been 
heated for a long time in a vacuum before testing ; so that 
presumably all, or almost all, the initial ionization would have 
been given off. Under these conditions there is no reason to 
expect that the values obtained would be those belonging to 
the carriers of the large initial emission. 

If this is the explanation of the difference it follows that 
Thomson’s measurements refer either to the positive emission 
due to the residual gases referred to under (4) or else to a per- 
manent emission characteristic of the metal, and not, since the 
values of M are different, to remaining traces of the initial 
emission. Thomson’s first experiments with platinum were 
made in an atmosphere of oxygen at 0'007 mm. pressure, and 
the majority of the ions were found to have a value of M near 


1 “ Phil. Mag.,” Vol. XXIII, p. 121 (1912). 
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14. We shall see in the next chapter that there is a consider- 
able amount of indirect evidence indicating that the emission 
in an atmosphere of oxygen referred to under (4) is carried by 
charged oxygen atoms. This would agree well with the value 
obtained by Thomson. Again in the later experiments the 
value M = 27 was found at first, when the only gas whose 
presence could be detected spectroscopically was carbon mon- 
oxide, for which M = 28. After the platinum had been heated 
in hydrogen the average value of M was reduced to 9, indicat- 
ing that some of the current was now carried by hydrogen 
ions. Thus these experiments furnish very definite evidence 
that when the initial emission has been got rid of, there is an 
emission in different gases of such a nature that the carriers 
are formed from the molecules of the gas. 

In the first of the experiments referred to, Thomson also 
found indications of ions for which M had a value very close 
to the atomic weight of platinum. This rather indicates the 
existence in an old wire of an emission which is a property of 
the pure metal itself. Hitherto no other evidence of an emis- 
sion of this kind has appeared, but it may be small and usually 
masked by the other kinds of emission to which reference has 
been made. The writer has several times attempted to detect 
the presence of ions for which M has values corresponding to 
the atomic weight of the metal or to the atomic or molecular 
weights of the traces of gas present, but has never succeeded 
in doing so. The method used was the same as in measuring 
M for the initial ionization. This method is admirable where 
currents of considerable size are available and where all the 
ions are alike. It is not suitable when the currents are small, 
as with wires which have been well glowed out, and it is quite 
incapable of detecting small quantities of one kind of ion 
mixed with large quantities of another. In these cases the 
methods used by Thomson have decided advantages. It 
would appear that there is room for more experiments on this 
subject, particularly by the canal ray method of measuring M. 

In Chapter VIII we shall see that the view which attributes 
the large initial ionization to contamination by the alkali 
metals or their compounds receives indirect support from the 
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very large emissions to which the compounds of these element 
and especially of potassium, give rise. This view also a 
counts for the large emission, described on p. 203, which 
obtained when the walls of the glass tube containing the h 
metal are heated. As there was no appreciable increase 
gas pressure in this experiment the most likely agent won 
appear to be traces of salt vapours distilled from the glass. 

Tim Quantity ok IClkctricity ICmittkd. 

Since the emission from a fresh wire, heated at a constai 
temperature, after a while practically comes to an end the 
is a definite total quantity given off under these conditior 
Nine wires, 1 * each about 5 cm. long and 0*01 cm. diameti 
heated to various temperatures between 600 and 8oo° C. < 
gave off about coulomb. A strip'* 5 ot cm. wide, abo 
1 cm. long, and whose weight was 0*055 gm. when heated 
various temperatures up to 700° C, gave off about 2 x 10 
coulomb. The amount obtained does not vary much wi 
the temperature of heating, but there arc some indicatio: 
that it rises a little with rising temperature. The ratio 
the mass of matter given off in the form of ions to the ma 
of the platinum heated is comparable with io~ 7 , according 
these numbers. The subject might repay further examinatic 


1 Li&ge, C.K., loc. cit. 
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at different temperatures. With a given potential difference 
and temperature it was found that the current was always 
greatest, except at very low potentials, when the outer tube 
was positive. With the outer tube positive there was no in- 
dication of an approach to saturation except when the inner 
tube was cooled by blowing air through it With the outer 
tube negative the current exhibited very little increase between 
loo and 400 volts except when the inner tube was artificially 
cooled. Under constant potential differences the currents 
increased rapidly with rising temperature, of which the loga- 
rithm of the current was very close to a linear function. 

With the arrangement used there are a large number of 
possible sources of ionization. These include volume ioniza- 
tion of the hot air, formation of positive and negative ions by 
interaction between the gas and the electrodes, and the emis- 
sion of ions of both signs from the electrodes which would 
take place if no air were present Inasmuch as the currents 
with large potential differences were much greater when the 
larger and hotter electrode was positive it is reasonable to 
suppose that the observed effects were mainly due to the 
emission of positive ions by the hot platinum, either of itself 
or by interaction with the gas. We have seen that the emis- 
sion from freshly heated platinum wires decays with time, 
rapidly at first and then more slowly, when the wires are 
heated in a vacuum. Wilson noticed effects analogous to both 
of these when the tubes were heated at atmospheric pressure. 
The readings taken before the quick decay had occurred were 
disregarded ; but inasmuch as the currents at constant tem- 
perature and potential fell off slowly but continuously during 
the course of the experiments it seems unlikely that the effects 
due to the initial emission from the hot metal were elimin- 
ated. This conclusion is supported by the large magnitude of 
the current-densities obtained. These were easily measured 
with a galvanometer, and were very much larger than those 
obtained later by the writer when a well-glo wed-out 
platinum wire was heated in air at atmospheric pressure 
(see p. 235). 

By assuming that the ions were formed by the dissociation 
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heating at 804" C. was found to be 1*62 x io" R amp., tb 
pressure given by the McLeod gauge being 0*00005 rnn 
Th Is current decayed to one-half its value in 10 minutes and t 
00 e-tenth in about an hour. Even after heating in vacuo fc 
several hours a day, at temperatures in the neighbourhood c 
800 C, for about two weeks the wire still gave small current 
under the best available vacuum conditions. Thus at 0*000 
mm- pressure a saturation current of 9*6 x 10” 13 amp. ws 
obtained at 1 21 C. when the wire was charged positively 
O n letting in oxygen to a pressure of 0*045 Him. and keepin 
tbo temperature constant the current increased to 1 *8 x io - 
amp. It was found that the small current which did not d< 
pond on the pressure of the gas gradually disappeared wit 
continued heating, whereas the additional current caused b 
the gas did not. It thus appears that with wires which hav 
been heated in a vacuum for a long time there is a positiv 
etrxission which is a definite function of the pressure of th 
svi rromuling gas. 

Under the conditions of these experiments saturation ws 
attained, except in some of the gases at high pressures, by th 
a. implication of moderate potentials. Even in the exception; 
cases there was a close approach to saturation. Most of th 
experiments were made at temperatures so low that there ws 
no current when the wire was charged negatively. In thes 
experiments, therefore, the currents are due entirely to ior 
emitted by the hot electrode. None of the observed effecl 
are due to volume ionization of the gas or to the emission c 
ions of opposite sign from the collecting electrode. The cor 
editions arc thus much simpler than where two hot electrode 
arc employed with hot gas in between, and the results are coi 
ircsspondiogly easier of interpretation. Inasmuch as the Initi; 
emission was allowed to decay before the measurements wei 
made, and the currents measured only appeared when gas ws 
admitted and disappeared when it was removed, it is clear the 
■fcbese effects are something quite different from the initi; 
omission from freshly heated wires which was considered i 
the last chapter. We shall now proceed to describe in moi 
clotail the phenomena exhibited in the different gases. 
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I. Oxygen . — The currents with the wire charged positively 
were found to saturate very readily at all pressures up to 
atmospheric. At high pressures and low temperatures the 
emission exhibited a curious instability ; the current under 
apparently constant conditions kept suddenly increasing to a 
temporary high value and then returning to about the original 
level. The cause of this instability has not been discovered, 
but on the assumption that it is due to some secondary pheno- 
menon, the minimum values of the currents were taken to 
represent those due to the direct action of the gas. This diffi- 
culty was not encountered to any considerable extent at low 



pressures at any temperature or at high pressures when the 
temperature was high. 

At low temperatures the saturation current was nearly pro- 
portional to the square root of the pressure, when this was under 
i mm. At higher temperatures, in the neighbourhood of 
i ioo C. to 1200 0 C., the current was almost proportional to 
the pressure over this range. At all the temperatures there 
was very little variation of current with pressure at high pres- 
sures (200 to 800 mm.). The behaviour at 828° C. for pres- 
sures below 1 mm. is shown in Fig. 25. 

The variation with temperature of the saturation current at 
a constant pressure of 1*47 mm. was also examined. The 
superficial area of the hot wire used was 0*223 sq. cm. and its 
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di a. meter* °* 01 cm - The currents obtained are shown in tl 
n&xt table. The electron currents with the wire charged 1 
— 4-0 volts are added for comparison. These are probafr 

somewhat greater than the corresponding saturation curren 
owing to the occurrence of some ionization by collision. 


Temperature 

Positive Emission 

Electron Current 

(Centigrade). 

(Amperes). 

(Amperes). 

708 

i*6 x 

10“ 13 




770 

6*7 x 

10- 13 




826 

i*5 x 

10- 11 




883 

3*2 x 

IO“ 11 

1*1 

x 10- 14 

940 

5*8 x 

10 - 11 

67 

x 10- 14 

999 

ri x 

10 -to 

8*o 

x 10- 13 

1058 

3*8 x 

IO -10 

6*2 

X 10 “ 12 

1119 

6*4 x 

IO -10 

3*2 

1 

0 

w 

X 

1181 

1*1 X 

10 “ 9 

3*3 

X 10- 10 

1227 

17 X 

10- 9 

1*6 

X 10 “ 9 


At the lower temperatures the negative emission is negl 
gdble compared with the positive but increases more rapid] 
with the temperature ; so that at this pressure the two curren 
are equal at about 1230° C. The values for both emissioi 
satisfy the equation i = AT h e~ blT with different values of tl' 
constants. The value of b for the data referring to the pos 
tive emission is 1*52 x 10 40 C. The values of the posith 
emission per unit area from four wires of various sizes whic 
h 3. cl undergone different treatment were determined at 1 *5 mn 
pressure at 770° C. and 88o° C. They were found all to 1 
thee same at the same temperature within the limits of the e: 
p^ri mental error, indicating that the emission caused by oxyge 
is due to the platinum itself and not to some adventitious in 
purity. One of the wires was subsequently heated strongl 
in hydrogen and the treatment was found to reduce the pe: 
manent emission in oxygen by a factor of nearly four. Th 
effect may, however, be caused by a change in the crystallir 
stmeture of the platinum which is known to be brought aboi 
by this treatment. 

When the temperature of the wire was kept constant and tl 
pressure of the oxygen raised it was found that the emission wi 
too low at first and gradually increased to the final steady valu< 
Similarly, when the pressure was reduced the observed emi: 
sion was too high initially. These phenomena indicate the 
the emission is not due directly to an interaction between tl 
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hot metal and the surrounding gas, but rather that it arises 
from the gas which is either dissolved in, combined with, or 
adsorbed by the metal. Any of these processes would be ex- 
pected to take some time to reach a condition of equilibrium 
after an alteration in the pressure of the gas had been made. 
The definitely established facts as to variation of this emission 
with temperature and pressure can be accounted for if we 
adopt the hypothesis that the emission at constant temperature 
is proportional to the number of oxygen atoms held in the 
surface layer of the platinum at any instant. This hypothesis 
may be formulated quantitively as follows : — 

Let a be the total number of platinum atoms per unit area 
of the surface which are available for combination with oxygen, 
and let ;tr be the number which are combined with oxygen 
atoms at any instant ; the number of free platinum atoms is 
then a - x. If p is the partial pressure of the dissociated 
oxygen, the free oxygen atoms will become entangled at a rate 
proportional top x (a - x\ and will be liberated from the sur- 
face layer at a rate proportional to x. Thus, if t is the time, 

^ = Ap(a - x) - Bx, 

where A and B are constant at a given temperature. The 

'&X 

state of equilibrium is determined by ^ = o ; so that 

x = = */(P) (r\ 

Ap + B b + /(F) * * ' w 

where b = B/A and p =/( P), P being the total pressure of 
the external oxygen. On this theory the emission is propor- 
tional to x multiplied by a factor of the form AT A r fi i /T , with 
A, \ and b ± constant, representing the rate of the reaction by 
which the positive ions are ejected. At high pressures /(P) 
becomes large compared with b ; so that x approaches a 
asymptotically at all temperatures. The emission will thus 
become independent of the pressure at high pressures whatever 
the temperature. This was found to be the case. At low 
temperatures the dissociation will be small even at low pres- 
sures ; so that/(P) will be nearly proportional to P 1/2 . Thus 
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at low temperatures and pressures the emission should be 
closely represented by the formula 


aP 1 ' 2 

W+'WI* 


( 2 ) 


where a and ft are constant at constant temperature. As a 
matter of fact, if this formula holds for low pressures, it would 
be expected to be fairly near the truth at high pressures also, 
since the precise form of /(P) makes very little difference when 
P is large. That this formula covers the experimental values 
almost within the limits of experimental error, at low tempera- 
tures, for the range from 0*003 mm. to 76 0 mm., is shown by 
the numbers in the next table. The observations were made 


at 820" C. ; the calculated numbers were deduced from (2), 
usings — 5*f> x iO' 11 amp., and ft 4*0 (mm. of mercury) 1 ^ 2 . 


I'n-Ntsiirt: l\ «>■,.* CulctiUtlod Kmim;ion Observed 

Mm. of Mercury. 1 “* t • • «l*» /«/(/} -t-l'i '*•!). Kmission. 


0*003 

0*055 

o*75 

1*0 

0*017 

o**| 1 

5-2 

5*9 

1 T> 

V -22 

13*2 

*5 

;p 

I *76 

17*1 

17 

6*c 

2**17 

2x3 

20*7 

ro*7 

3*27 

25 

2 3 *5 

17*0 

02 

:>S*.| 

26*5 

30 

5*4* 

3-5*3 

30 

53 

7*2.3 

30-5 

34 

97 

9*«r> 

39*5 

38 

a 00 

*4*3 

437 

43 

:m 

20 

46*7 

49*3 

5»7 

2 .J *2 

4«'3 

50*5 

7O 0 

27*7 

49 

53*5 


Experiments at a lower temperature (730" C.) gave at least a s 
good an agreement with (2), using a T -2 x io _u amp. and 
j 3 3 - 9 (mm, of mercury) 1/2 . 

At a higher temperature (1 170" C.)the experimental values 
did not agree with equation (2) at low pressures, but were 
found to be in excellent agreement with 

i « 7 P/(S -1- P) • . • ( 3 ) 

from 0U4 to 89 mm., with 7 =- 3'8 x 1 o ~ 11 amp. and 8 = 4 '8 
mm. of mercury. This result is to he expected if the greater 
part of the oxygen near the surface of the metal is dissociated 
at this temperature and at the lower pressures, because/(P) 
would then he more nearly proportional to P than to P 1 ^. It 
is only at the lowest pressures that the dissociation need be 
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relatively complete as the formula is not very sensitive to the 
form of /( P) at the higher pressures. 

Nitrogen . — At low temperatures the positive emission in 
this gas was smaller than in oxygen and more nearly compar- 
able with the negative emission. Perhaps for this reason 
higher voltages were required to attain saturation than in 
oxygen at similar pressures when the wires were positively 
charged. This is shown by the upper curve in Fig. 26 which 
represents the relation between current and electromotive 
force for the positive emission in nitrogen at atmospheric 
pressure and 920° C. When the pressure was changed at 
constant temperature the emission increased rapidly with 



Fig. 26. 

rising pressure at low pressures. The rate of increase of 
emission with pressure diminished very greatly at higher 
pressures but not so much so as with oxygen. There was no 
tendency for the emission to approach a constant value at 
pressures in the neighbourhood of atmospheric, but a regular 
linear increase of emission with pressure was observed from 
about 30 to 800 mm. The variation of current with pressure 
at 920° C. is shown in the lower curve of Fig. 26. In these 
experiments there was a small current at low pressures which 
was independent of the pressure. 

The variation of the saturation current with temperature 
in nitrogen at 2*8 mm. pressure is shown by the following 
numbers : — 
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Temperature 

Saturation Currents 

(Centigrade). 

(Amperes per sq. 

cm.). 


+ ve Emission. 

- ve Emission. 

827 

3*o x 10- 13 

4*4 x lo- 14 

goo 

1*7 x 10- 12 

5*8 x 10 - n 

907 

3*8 x 10- 12 

1*5 x 10 - 12 

984 

2*76 x 10- 11 

3*5 x 10- 11 

1071 

9*9 x 10- 11 

4*7 x 10- 10 


Both the positive and negative emissions follow the 
formula i = AT^r b/T ; for the positive emission the value of b 
is 3*56 x io 4 °C. and for the negative 5*6 x 10 40 C. The 
positive emission increases less rapidly with temperature than 
the negative emission, but more rapidly than the positive 
emission in oxygen. Thus, if the same laws continue to 
operate, the positive emission in nitrogen should exceed that 
in oxygen at high temperatures. The temperature at which 
the two emissions become equal should be lower at atmos- 
pheric pressure than at pressures of about 1 mm. 

Air . — With some reservations the behaviour of the positive 
emission in air is intermediate between that in oxygen and that 
in nitrogen. Thus when the electromotive force is varied the 
approach to saturation is observed at a lower potential than in 
nitrogen but at a higher potential than in oxygen. Again the 
saturation current at constant temperature increases with 
pressure at high pressures less rapidly than in nitrogen but 
more rapidly than in oxygen. The values of the currents at 
atmospheric pressure from a wire whose effective area was 
o*66 sq. cm. are shown in the next table. The currents were 
approximately saturated. 


Temperature 

(Centigrade). 

812 

893 

goo 

978 

1064 

1150 

1236 


Positive Emission. 


Current (Amperes). 


9*3 x 

2*2 X 
5*2 X 

3*3 x 
8-o x 

2*0 X 
67 X 


12 

_11 

_11 

-10 


Negative Emission. 


3*3 x io- 1 ' 
5*3 x 10 - h 
3*2 x xo- 1: 
4*2 x 10 - 1! 
3*8 x 10 - 1 
2*6 x 10- 11 


These currents follow the usual formula for the temperature 
variation ; the values of b being, for the positive emission, 
2*46 x 1 o 4 0 C., and for the negative, 4*49 x io 4 °C. Thevalue 
for the positive emission in oxygen at atmospheric pressure 
was 1*52 x 10 40 C., and for nitrogen, 3*56 x io 4 °C. Thusthe 
value of b for the positive emission in air at atmospheric 
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pressure is nearly equal to the mean of the values for oxyg 
and nitrogen at the same pressure. 

Although the foregoing considerations show that the phe 
omena observed in air are to a certain extent a compromi 
between those exhibited in nitrogen and oxygen respective] 
the emission in air is not equal to the sum of the effects d 
to the nitrogen and oxygen present supposed to act indepe 
dentiy. Thus at a certain temperature the wire, when heat 
in the gases at atmospheric pressure, gave emissions propc 
tional to the following numbers : nitrogen 29, oxygen 2c 
air 70. The emission in oxygen at a pressure equal to : 
partial pressure in the atmosphere is only about 10 per ce 
less than at atmospheric pressure ; so that the oxygen alo: 
which was present in the air should have given an emission 
about 260 in the units used. Adding in the effect of £ 
nitrogen, the principle of simple superposition of the effec 
would give an emission equal to about 280, instead of the o 
served value 70. It thus appears that the nitrogen does n 
act merely as a diluent of the oxygen, but has a distinct i 
hibiting effect on the more active gas. It is possible that 
does this by combining with platinum atoms which wou 
otherwise be free to take up oxygen ; but there are clear 
a number of other ways in which the observed effects mig 
arise. 

Helium . . — Only a few experiments have been made wi 
this gas ; but the results are of particular interest since th< 
indicate the existence of a positive emission caused by a g 
which is believed to be incapable of acting chemically on tl 
hot body. The gas was freed from impurities by subjectii 
it, in a tube connected with the testing bulb, to a lumino 
discharge from a cathode of sodium potassium alloy. Aft 
this treatment the following values of the currents at differe: 
pressures were observed when the emission had assumed 
steady condition at 907° C. : — 

Pressure (mm. of mercury) . . . 0-07 0*32 2*4 

Current (1=3*3 * *o- 14 amp. per sq. cm.) 18 54 130 

At this temperature and at a pressure of 2 mm. of me 
cury the positive emission in helium appears to be aboi 
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twice that in nitrogen and one-fortieth that in oxygen under 
like conditions. 

Hydrogen . — The emission in this gas at low temperatures 

is difficult to investigate, as it changes very slowly with time 

after any alteration in the conditions has been made, and the 

final equilibrium value takes an inordinate length of time to 

become established. At 900° C. and 3*8 mm. pressure the 

steady positive emission was found to be 7 x io~ 1:i amp. 

cm." 2 , This is about one twenty- fourth of the value in 

oxygen at the same temperature and pressure. At 1 300° C. 

H. A. Wilson 1 found the following values for the currents 

from a positively charged wire at different pressures : — 

Pressure (mm. of mercury) . 9 156 766 
Current (1 = 10- 9 amp.) . . 4 24 40 

Thus at this temperature the positive emission from platinum 
in hydrogen appears to resemble that in oxygen and nitrogen 
in so far as it varies only rather slowly with the pressure at 
high pressures. 

The following values of the approximately saturated cur- 
rents at a pressure of 1 *9 mm. and different temperatures 
were found by the writer : — 

Temperature, centigrade . . 860 1017 1181 

Positive emission (amps, per cm. 2 ) 2*5 xio- 11 1*3 xio- 10 1*12 xio- 9 

Negative ,, ,, „ „ 47 xio- 10 — rixio- 5 

The values of b calculated from these data are 179 x 
IO 40 C. for the positive emission and 474 x 10 40 C. for the 
negative. Experiments at a' higher pressure (226 mms.) led 
to the following numbers : — 

Temperature, centigrade . 860 1017 1097 1181 

Positive emission (amps. 

per cm. 2 ) . . . 4*1 xio- 11 3*8 xio- 10 — 1*4 xio- 8 

Negative emission (amps. 

per cm. 2 ) . . . 1*0 xio- 7 — 1*25 xio- 5 2*8 xio- 5 

From these data b = 2-85 x 10 40 C. for the positive emission 
and 278 x 10 40 C. for the negative. In hydrogen the value 
of b for the positive emission increases with increasing 
pressure, thus exhibiting the contrary behaviour to that for the 
negative emission. 

1 “ Phil. Trans., A„” Vol. CCII, p. 243 (1903). 
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Hydrogen Diffusing into Air. 

The positive emission from platinum in air when hydrogen 
is diffusing out of the platinum has been examined by the 
writer. 1 The apparatus consisted of an electrically heated 
platinum tube with a coaxial cylindrical electrode. The rate 
at which the hydrogen diffused out of the platinum was con- 
trolled by varying the pressure of the hydrogen inside the 
tube. Under these conditions the quantity of hydrogen 
which diffuses out has been shown 2 to be proportional to the 
square root of the pressure, at constant temperature. Most 
of the experiments were made at about 1200° C. At low tem- 
peratures (8oo° C.) the currents when the wire was positively 
charged showed no sign of approaching saturation up to 960 
volts. This indicates that the platinum had been insufficiently 
glowed out and was behaving like a fresh wire (see p. 200). 
At the higher temperatures (about 1200° C.) approximate 
saturation was attained with 80 volts, but even here changes 
of the current with time were observed after altering the 
potential. Such changes have generally been found to be char- 
acteristic of the behaviour of freshly heated wires. It may be 
important to remember that the platinum was in this condi- 
tion as it is possible that a well-glowed-out tube might behave 
differently. 

The variation, with the pressure of the hydrogen inside the 
tube, of the positive emission at 1200° C. is shown by the fol- 
lowing numbers : — 

Positive Emission (i = r8 X io ” 11 amp. per cm.2). 


Pressure P (mm.). Found. Calculated, 

o 42 42 

30 51 52 

60 56*3 55 

172 64 65-6 

73o go 92*4 


The numbers in the last column were calculated by as- 
suming that the emission was equal to a + b'P^ a and b be- 
ing constants. The agreement of the results shows that the 
emission consists of two parts, one proportional to the square 

1 Loc. cit., p. 57. 

2 Cf. Richardson, Nicol, and Parnell, “ Phil. Mag.,” Vol. VIII, p. 1 (1904). 
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root of the pressure of the hydrogen inside the tube and the 
other independent of it. The effect of the hydrogen diffusing 
out of the platinum therefore is to produce an additional 
number of positive ions proportional to the quantity of hydro- 
gen which diffuses out Other considerations make it prob- 
able that the hydrogen inside the platinum is in the atomic 
state, and these results indicate that part, at least, of the 
dissolved atoms are ionized. The values of the currents show 
that only a small fraction (about io~ T ) of the escaping hydro- 
gen gets away in the form of ions ; but the proportion in the 
interior which is in the ionic state may be much higher. 

The positive emission from the tube at different tempera- 
tures was measured, both when the interior of the tube was 
evacuated and when it was filled with pure hydrogen at at- 
mospheric pressure. The difference gives the emission due to 
the diffusing hydrogen at the different temperatures. The 
values obtained for this quantity are shown in the following 
table : — 

Temperature, centigrade . . 973 1052 1129 1200 1262 1331 

Emission due to hydrogen 

(1 = 1*8 x 10 — 18 amp. per cm. 2 ) 6 17 43 80 172 340 

These numbers increase more rapidly with the temperature than 
the quantities of hydrogen diffusing out. Hence the efficiency 
for liberating positive ions of a given amount of hydrogen 
diffusing out of platinum increases with rising temperature. 

Effects Caused by Changing from One Gas to 
Another. 

When a wire has been heated for a long time in one gas 
the positive emission on admitting small quantities of a second 
gas is larger, at first, than the steady value to which it ulti- 
mately settles down . 1 This effect appears to occur even if the 
wire is heated for a long time in a good vacuum with the pump 
in continuous operation before the second test is made. Under 
these conditions the initial excess of the emission over the 
final value is larger than the residual emission before the new 
gas is admitted. These effects have been observed in oxygen, 

1 Richardson, “Phil. Trans., A.,” Vol. CCVII, p. x (1906). 
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nitrogen, helium, and hydrogen. The decay of the posit 
emission in hydrogen was accompanied by a parallel incre 
in the negative emission. This effect has not been looked 
with the other gases. In hydrogen the flow of the negat 
emission apparently caused a small temporary increase in ■ 
positive emission on subsequent testing. The decay of 
positive emission after admitting a new gas, and its tempor; 
revival by allowing the negative emission to flow, are simi 
to the effects observed when fresh wires are heated ; but 
currents in these experiments are enormously smaller tl 
those given by fresh wires at the same temperature. 

Nature of the Ions. 

So far no direct evidence as to the nature of the ions wh 
carry the positive emission from hot metals caused by ga: 
has been adduced ; although all the . results described appi 
to harmonize with the view that the carriers are charged ato 
or molecules of the surrounding gas liberated, perhaps son 
what indirectly, by its interaction with the metal. In discu 
ing the experiments in oxygen we assumed quite explici 
that the ions were charged oxygen atoms liberated by the § 
present in the surface layers of the platinum. This assun 
tion was seen to give a fairly straightforward quantitative t 
planation of the phenomena. It is questionable whether th 
could be accounted for by any other equally simple hypothec 

As we have already seen, the measurement of the elect 
atomic weight M of the ions is the only completely satisfactc 
way of settling their nature. The measurement of M for the 
ions presents some difficulty on account of the smallness 
the currents when the pressure of the gas causing them is r 
too large seriously to interfere with the motion of the ioi 
The only measurements of e\m or M which can have any cla: 
to apply to the positive emission caused by a gaseous atmc 
phere are those of Thomson, referred to on p. 221 , since th 
are the only ones which have been made with wires sufficlenl 
well-glow ed~ou t to get rid of the initial emission. With pla 
nutn in an air vacuum Thomson found, using the cycle 
method, ions for which M was near 14. This agrees with t 
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view that the ions are atoms of oxygen or nitrogen or both. 
In the later experiments the more accurate positive-ray method 
of measuring M was used. With platinum in a carbon mon- 
oxide vacuum ions for which M = 27 were found. For 
molecules of CO with a single charge M would be 28. After 
saturating the platinum with hydrogen the average value of 
M found subsequently fell to 9. These results clearly afford 
strong support to the view that the ions which constitute this 
emission at low pressures are charged atoms or molecules of 
the gases concerned. At the same time only a limited number 
of experiments have been made under the conditions utilized 
by Thomson, and the reasons here adduced for regarding the 
emissions as of the same character as those described in the 
present chapter are perhaps not altogether conclusive ; so that 
there appears to be room for further investigation in this direc- 
tion. 

There is definite evidence that the ions which carry the 
positive emission in air at atmospheric pressure are of atomic 
magnitude, when the platinum has not been glowed out in a 
vacuum so as entirely to get rid of the initial emission. H. A. 
Wilson 1 has shown that the main features of the current- 
Jf.M.F. curves obtained by him, and referred to at the begin- 
ning of this chapter, can be accounted for on the hypothesis, 
that the only conditions which prevent the attainment of satu- 
ration are the mutual repulsion of the ions, which alters the 
distribution of the field between the electrodes, and the back- 
ward diffusion of the ions into the emitting electrode. When 
the potential difference is neither too high nor too low, the 
disturbance of the electric field is small but not negligible, 
in this part of the curve the potential difference V satisfies the 
equation 


V 


/ 


log To - log r x 


2? r 


r^2 r* 


log ^ _ r g + r *\ £ 


( 4 ) 


where i is the current, k the mobility of the ions, the volume 
density at the electrode whose radius is r v and r v the radius at 
the other electrode. Thus, this part of the /, V curve is a 


“ Electrical Properties of Plantes and Incandescent Solids,” p. 38. 
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straight line whose intercept on the voltage axis is proportional 
to £>. By measuring the intercept and the slope of the line, 
together with a knowledge of the radii of the cylinders, both 
and k may be determined. The value of k for the positive 
ions found by this method in air at atmospheric pressure at 
iooo° C. is 43 cm. sec” 1 per volt cm." 1 . This agrees with the 
value to be expected for a positively charged atom of potas- 
sium from kinetic theory considerations, so far as the data for 
the calculation of this quantity can be relied on. Whether 
this interpretation is accepted or not, the experimental value 
of k leaves little room for doubting that the ions are charged 
atoms or molecules. 

This conclusion only applies, generally speaking, to the 
ions as they are found close to the hot metal. In the colder 
gas at some distance away the ions grow in size, and the 
value of k diminishes. This is shown by the experiments 
of McClelland described on p. 6, in which the mobility of 
the ions in the gas drawn away from incandescent metals was 
measured directly by a blowing method. It is also shown by 
some experiments made by Rutherford, 1 who measured the 
current from a hot platinum plate to a parallel electrode when 
the currents were very small, compared with the saturation 
value. Under these conditions the relation between the voltage 
V and the current density i is expressed by the equation 

® 

where k is the mobility of the ions, and l the perpendicular 
distance between the electrodes. It is clear that k may be 
deduced by measuring V, z, and l. Rutherford found that k 
increased with increasing distance between the plates. In 
addition, very small values of k were found at high tempera- 
tures. These were attributed to the loading of the ions by 
the platinum dust which is sputtered under these conditions. 

We have seen that the emission of positive ions from 
platinum in various gases satisfies the equation i = AT±e~ b A. 
The values of the constants in a number of cases are collected 

1 “ Phys. Rev.,” Vol. XIII, p. 321 (1901). 



EFFECT OF GASES ON POSITIVE IONS 


2 43 


in the following table. The values for the negative emission 
under similar conditions are added for comparison 


Gas. 

Oxygen 

Air 

Nitrogen 

Hydrogen 

Hydrogen 


Pressure 

(mm.). 

A i- 

"1 

A _ 

b _ 

2 

7 X io ir * 

x*52 X TO 1 

4 X I 0 y « 

6*78 x IO 4 

7C0 

7 x 10 IH 

2*46 X TO 1 


4*49 x io 4 

2*8 

.| x TO * 51 

3*56 X TO 4 

3 x 

5‘h x io 4 

i *9 

to 1 *' 

1*70 X IO 4 

I o'” 1 

4 *74 x io 4 

226 

TO - 11 

2*85 X IO 4 

3 X TO 1 ' 1 

278 x io 4 


It is a remarkable fact that the constants for the positive 
emission, in the table above, exhibit a linear relation between 


log A and b similar to that shown by the constants for the nega- 
tive emissions from platinum and tungsten, which was con- 
sidered in Chapter IV. Moreover, the constant a/c } or c\ 
considered on p. 137, has a very similar value, being equal to 
1*43 x io 3 for the positive emission from platinum in various 
gases, as compared with the values 3*29 x io 3 for the nega- 
tive emission from platinum and 2*56 x io :{ for the negative 
emission from tungsten. We have seen that, in the case of the 
negative emissions, the linear relation in question is closely 
connected with the contact difference of potential between the 
metal contaminated by gases and the pure metal. A relation 
between the constants A and b for the positive emission, such 
as is contained in the data above, would be expected to arise, 
in the same way as for the negative, if the positive ions were 
present in the metal and if their internal concentration were 
independent of the nature and pressure of the gas and of other 
external factors. The theory of the emission of these posi- 
tive ions would then be similar to that of the emission of the 
negative electrons. The main differences would result from 
the atomic dimensions of the positive ions and their much 
smaller concentration in the metal. The effect of gases on the 
positive emission would then be closely connected with the 
corresponding contact potentials, although the effects might 
not show an exact correspondence with those given by the 
negative emission on account of the atomic character of the 
positive ions. With the positive ions there may be a material, 
as well as an electrical, factor to consider. Several years ago 
the writer x pointed out that the phenomena which characterize 


x6* 


1 “ Phil. Trans., A./’ Vol. CCV1I, p. 61 (igoG). 
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the positive emission from “ old ” platinum wires in varic 
gases could be united into a coherent whole from this po 
of view. At that time, however, such a theory was consider 
improbable from the fact that gases like oxygen appeared 
exert an effect on the positive emission out of all proporti 
to that exerted on the negative. It may be, however, that t 
issue is not so simple as was supposed, and that the hypothe 
under consideration has been dismissed too lightly. On l 
other hand, if the hypothesis is accepted some other expku 
tion will have to be sought for the values of e/m found 
Thomson which, as we have seen, make the emitted ions ato: 
of the surrounding gas. Moreover, the linear relation betwc 
the constants A and b for the positive ions rests only on fi 
pairs of values, and the agreement may prove to be accident 
It is clear that this subject is one which affords scope I 
further experimental investigation. 

The Emission from Fresh Wires in Gases. 

When platinum is freshly heated in air at pressures 
to atmospheric the emission, particularly at rather low te; 
peratures, exhibits interesting peculiarities, which show a ck 
resemblance to some of the effects observed with freshly heat 
wires in a vacuum. The phenomena to be described refer 
platinum heated in air at atmospheric pressure unless t 
conditions are definitely stated to be otherwise. II. 
Wilson 1 observed that the positive emission decayed with t 
time of heating, rapidly at first and then more slowly. T 
writer 2 found that at moderate temperatures this decay i 
creased rapidly with the positive potential applied to the h 
metal and was inappreciable when the latter was earthed, 
at a relatively low potential. Thus a new wire at 925 0 C. w 
found when charged with + 40 volts to give a current of 1 
divisions which remained constant for 1 00 minutes. On ra 
ing the potential to + 760 volts the current had the follow! 
values at the times stated : — 

1 “ Phil. Trans., A.,” Vol. CXCVII, p. 415 (i go t). 

2 Ibid ., Vol. CCVII, p. 30 (1906). 
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Time minutes . . o 3 6 9 14 20 25 36 47 54 g Q 55 
Current (divisions) . 3570 1930 950 760 570 485 475 190 115 112 103 rc'3 

On returning* to + 40 volts the currents at successive intervals 
of 6 minutes were So, 84, 90, and 94 divisions. This experi- 
ment was made with a thin wire of about o*oi cm. diameter 
surrounded by a coaxial cylindrical electrode of 3*2 cm. di- 
ameter provided with guard rings. Similar results were ob- 
tained when the thin wire was replaced by a heated platinum 
tube of 0*2 cm. outside diameter. It was also noticed that 
the positive emission mcreased in magnitude if the hot electrode 
was left negatively charged. 

The diminution of the rate of decay of the emission caused 
by reducing the applied positive potential has been confirmed 
by the observations of W. Wilson 1 and of Sheard. 2 The latter 
also observed that the emission from a positively charged wire 
at a low temperature could be increased by heating the wire 
to a higher temperature for some time in a negatively charged 
or uncharged condition. At 628° C. he found that a wire 
under test gave an emission of 14 divisions under -f 200 volts 
which showed no appreciable decay with time. The wire 
was then connected to earth and heated during intervals of 
10 minutes at various temperatures up to 840° C Subsequent 
to each of these heatings the emission under + 200 volts was 
tested at the original temperature of 628° C. It was found 
to be greatly increased by the treatment. The increased 
emission was a definite function of the temperature at which 
the wire had been heated under zero voltage, with sharp 
maxima at 650 2 C. and 760° C. respectively and a minimum 
between. The current at 628° C, after heating to 760" C., 
was about 40 times as great as that observed prior to this 
treatment Similar, but smaller, effects with maxima at the 
same points were observed with a wire which had been re- 
vived by heating in a Bunsen flame. 

The fact that the emission decays most rapidly when a 
large positive potential is applied to the hot metal shows that 
the removal of charged ionizable matter by the electric field 

1 “ Phil. Mag.,” Vol. XXI, p. 634 (1911). 

2 Ibid., Vol. XXVIII, p. 170 (1914). 
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is an essential feature of the decay phenomenon. If 1 
material is not removed by the field it diffuses back to the 
metal and helps to emit more positive ions. It seems fa 
clear that part, at any rate, of the active material is not av 
able at relatively low temperatures but is only formed 
somewhat higher temperatures ; so that the effect of heat 
alone may be, in certain cases, to increase and not to dimir 
the current at a standard temperature. The point has 
been investigated very carefully, but the writer’s impressioi 
that the current decays rapidly under heating alone at v 
high temperatures. It is probable that under these conditf 
the heating destroys the active substance formed at in 
mediate temperatures. A current which does not vary v 
time may exceptionally be obtained owing to the fact t 
the active material is being formed by the heating at the sa 
rate as the electric field removes it. 

These conclusions are strengthened when the decay cur 
at intermediate temperatures are considered. These have fo 
investigated by Sheard 1 who found that they contaii 
humps similar to those observed by the writer in a g< 
vacuum (p. 199). At temperatures below 628° C. She 
found that the decay was inappreciable with the platinum u 
by him. The results at temperatures between this and 774' 
are shown in Fig. 27. Similar curves which showed m 
pronounced maxima were obtained when the revived emiss 
due to heating in a Bunsen flame was examined at about 
same temperatures. These curves can be accounted for if 
suppose that three substances are concerned in the emissi 
One of these A decays continuously with pronounced emissioi 
ions. The second B is formed by the heating and is inact 
or comparatively so. B then decays into C with a furt 
positive emission. It will be seen that the curves bear so 
resemblance to those shown by the decay of the radio-act 
deposit from radium emanation, where the successive chan 
have been explained in a somewhat similar manner. The 
set represents the radio-active case in which an active prod 

1 “ Phil. Mag.,” Vol. XXVIII, p, 170 (1914) ; cf. also Sheard and Wood! 

Phys. Rev.,” Vol. II, p. 288 (1913). 
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A changes into an inactive product B, from which the active 
body C is subsequently formed. In the case now under dis- 
cussion it is not necessary to suppose that B is formed from 
A, and the phenomena are complicated by the fact that all the 
rates of change are functions of the temperature ; so that a 
slight change of temperature may make a considerable differ- 
ence in the appearance of the curves. 



The curves connecting current and electromotive-force for 
the positive currents from freshly heated platinum wires in air 
exhibit complications similar to those shown by the positive 
emission from new wires in a high vacuum. At low tempera- 
tures the currents may show no indication of approach to 
saturation, even when the positive currents are quite small, 
when the negative emission is negligible, and when the time 
rate of decay of the positive currents also is inappreciable. 



/»< 7VA 
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Thus with a platinum lulu* nv t in. in diameter heated 
Sop" C. and surrounded, in air at atmospheric jinsMirr, by 
cold tube 8*7 cm. in diameter, the waiter 1 tnuu«l the relatn 
between the positive currents and. the j « *teut ial difference 
be j»'iven by the follow inp numbers : 

VoItS Oil llOt ttltU* * . . . . '• | IM I }M 4, , |,» , , j 

Current (i e.S u> .unj*. pn an.'! . *> .vo i ■* * * ?.| „ Vs . 

Usinp; the same* at ran; ,;ement u it h the h* *t tube . 

1700 C, an increase <*i the potential diftennee hum Sm \ 
400 volts increased the t uncut «»nl\ in tin* ratio r *4 to 7 
Thus the difficulty in reachim; an appti *\ imatiou t « * saturate 
with fresh wires appear*, tw occur only at low tempera! uns, 
it is tint! to the same cause us the .innlai eftrt t obset vrd in 
vacuum (p, .too) this is important, * in* e if would show t h 
neither effect can be attributed to secondary a* ti* «:r, artdnp frm 
the bombardment ot the odd cathode by the { 1* oil i\ e i« ms. Th 
kinetic energy of tin* positive it ins at the < at bode is ne;di*dbl 
at atmospheric pressuie. A. the.** pet uliai eftr* t-. ha\ e, so ta: 
not born exploied very fully, it t. peihap, unde amble to la 
too much emphasis on the pin i ,e mlct pietat s« »n < 4 the* «>) 
servcsl phenomena, but it i*. dibit tilt to a\«*id the com lusioi 
that with fresh wires at low tempriatuo* . some, at Iran t< 
the positive ions are in some wav hbnated at th** nujim* n 
the win* by tin* direct intervention *4 tin* r!»s tr. jjrM. 

There are distinct indication, that uudet othn tondition 
the elect rir field may tend to inhibit the n a mat:* m of f.h* 
positive ions. Thus at 7. *r< 1. in oxyreu at ^7d mm 

pressure tin* writer v found tin* irkumu brUvirn tin* po-dlna 
current and the mean vwltape outlie hkmmu! to be that yivei 
by the uumbeis in the next table. 1 he rspej mien! u wet t 
made with a thin platinum win- and fin* teadma* urn* taken 
in the order of tin* successive * olumu * tjt.au Tit to icdit ; 

Mean volt;, | ; 

o *’*/•■, eyi, e# 17% 

Current { 1 f» to u .u»{ s) : 

4 ao t.|*a t.s’ii i*,*.s ta' . or 

1 41 Phil, Tom*,, A.,** Y>4. t i VII, | 

’’ hoc. c it., j*. y , vl, a : % o j*. 1 1, 
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The current with 38 volts is only about 75 per cent of that 
with x*75 volts. Similar results were obtained at 0*4 mm. 
and 826° C. and at 0*0015 mm. ; so that the gas does not 
appear to have much to do with this effect. The currents in 
the table were not those obtained when the changed potential 
was first applied, but the steady values reached after a few 
minutes. On raising the potential the currents were larger, 
and on lowering it smaller, at first. So far as the writer’s 
experience goes this type of behaviour is shown neither by an 
absolutely fresh wire nor by a well-agecl wire but only in the 
intermediate stages. The results indicate the presence of a 
substance removable by the electric field which is capable of 
giving rise to more ions if left in the neighbourhood of the 
hot metal for some time. Such a state of things might 
conceivably arise in the stage where the emission increases 
with lapse of time under otherwise constant conditions. 

The maxima sometimes observed in the time decay curves, 
as well as Sheard’s experiments on the revival of the emis- 
sion at a low temperature by heating in the absence of electric 
field to various higher temperatures, show that there are at 
least two distinct substances or actions concerned in the emis- 
sion of positive ions from freshly heated platinum wires. 
This conclusion has been confirmed in a different way by 
Sheard and Woodbury. 1 They heated a fresh wire in air at 
atmospheric pressure at various temperatures under conditions 
such that the decay of the emission was inappreciable. The 
emission was then found to follow the equation i — AT^" 6/T 
with a constant value of b over the range tested (845° K. to 
1040° K.). The emission was then allowed to decay until 
a considerable amount of it had been driven off, when the 
measurements at different increasing temperatures were re- 
peated. On plotting the value of log i - £ log T against T -1 
the new curve was found to consist, not of one straight line as 
at first, but of two straight lines inclined at an angle. This 
indicates that under the condition of greater aging of the wire 
the emission at the lower temperatures has one value of b and 
that at the higher temperatures another. The value of b for 
1 “ Phys. Rev.,” Vol. II, p. 288 (1913). 
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the higher temperatures was the same as that, which covered 
the whole range of temperature in the original test. 

The three lines of investigation referred to show that the 
positive emission from fresh platinum wires involves, as a rule, 
the occurrence of at least two distinct substances or processes. 
The ions emitted by these substances, or during these processes, 
are not necessarily different. In order to condense the discus- 
sion let us suppose that the observed differences are due* to 
different substances. This hypothesis is must strongly sup- 
ported by the phenomena described in ( hapter \ I. Flu* two 
substances might be derived one from the other by de< imposi- 
tion or they might be different compounds oi the same basic 
element; in either of these events the positive ions emitted 
from them would be expected to be the same. It i * true that 
there is definite evidence of the emission from the purest avail- 
able platinum of two well-marked types of ion having valuer 
of M about .jO and C.,J ; but it cannot be considered entaiii 
that these ions correspond, respectively, to the quirk initial 
decay and to the slower decay alter passing the maximum, ot 
to the corresponding phenomena discovered by Sheard. A? 
the matter has not been accurately investigated from this point 
of view it is impossible to be quite certain, but an examination 
of the evidence at present available indicates that all the 
various phenomena now under musidetatiou should have been 
present in the early stages when the platinum wires examined 
by the writer (p. ei8) gave no indications of the presence ol 
any ions except those having a value of M in the neighbour* 
hood of 40. It is probable that similar egrets would Ik 
observable at the stage at which the lighter i< »us are emitted 
but, so far, there does not appear to be any tom toeing evi- 
dence that they have been examined. 

Other interesting properties peculiar to IrobSy heated 
platinum wires, many of them closely related to tie or just 
considered, will be found described in (‘hapter IV, pp. 1 1 *X a 
st */., and Chapter V I, /utssint. 
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THE EMISSION OF IONS BY HEATED SALTS. 

The first experiments to indicate that heated salts possessed 
remarkable electrical properties were made by Sir J. J. Thom- 
son, 1 who showed that the conductivity between platinum 
electrodes in a hot crucible containing air at atmospheric pres- 
sure was much increased by the presence of potassium iodide, 
potassium chloride, ammonium chloride or sodium chloride. 
At about the same time Arrhenius 2 found that the conduc- 
tivity of the Bunsen flame was greatly increased by the injec- 
tion of various salts. The injection of similar salts of the 
alkali metals in the proportion of their equivalent weights 
causes a greater increase in the conductivity the more electro- 
positive the basic element and the higher its atomic weight. 
This is shown by the following numbers for the conductivities 
caused by equivalent quantities of salt under a potential dif- 
ference of 5*6 volts: Cs = 123, Rb = 41 t, K = 21 *o, Na = 
3-49, Li = 1*29, H = 075. These numbers are taken from 
a paper by Smithells, Dawson, and Wilson. 3 As the electrical 
phenomena in flames are probably affected by the chemical 
actions which occur we shall not consider them further in this 
book. The reader who desires more information on the sub- 
ject may be referred to “ The Electrical Properties of blames 
and Incandescent Solids/' by H. A. Wilson (University of 
London Press : 1912), where it is considered at length. 

In 1901 H. A. Wilson 4 examined the electrical conduc- 
tivity caused by spraying salt solutions into the space between 

1 “ Phil. Mag.,” Vol. XXIX, pp. 358, 441 (1890). 

2 “ Ann. der Physik,” Vo!. XLIII, p. 18 (1891). 

y “ Phil. Trans., A.,” Vol. CXCIII, p. 108 (1899). 

Vol. CXCVII, p. 415 (1901). 
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two hot coaxial platinum cylinder;. The .nt.uppuirui in f 
was that already describes 1 on p. ’ M s 1 la* < unvnts w 
found to be* very difficult t«* saturate, but in mo <! case- salt 
lion was attained by the application of about u h >* » volt s. d 
relation between the currents and the temperature \\,i . v 
complicated, doubtless uwiny t» » the t uvuiitiu r * »! * In-un 
reactions between the salts and the water vapour present, 
low temperatures the largest euneut - urn* pc.en by pota-.sii 
iodide and were measurable on a yak au« an* -tei at y * * t\ 
temperatures approaching i j»m» id \\ d-.* «u found t Jut thes.i 
ration current*;, with all the salts nt tin* alkali metal . test 
became independent of tin* temperature. 1 in lot tln-.e eiu u 
stances tin.* quantity of elet t rit ity tiam.poitrd in unit timev 
the same as that which, according to bduadavN I .aw, would 
associates I with the electrolysis of the salt sprayed into 1 
space between the electrodes in the s.ttur inter- al This ir 
was verified for the following salts : t < 1, t a ’< Kid, Kb 
Rb s CO ai KI, lvlir, K l\ K,H Nal. NaBr, Nat 1. Na t t I 
lalb\ I a‘(d and I LCO,.. The a!f . behave a tlnatyb r.u h me 
atom present were* capable of i»mr pyviop t •<* t * » ;i duple i 
and then played no further part in the <*>. final plien-aue; 
Why this happens is not altoqrthcr » Tuoti . it nuv be t| 
the positive ions, which there i, ira .-m t-» belie; e ,ur at** 
of the metal that have lost an elet. lion, ate ab ,mbrd into t 
interior ol the negative rjf*etn*dr t * a fhrv mav end th 
career by form injj an inactive * lemm a! »» impound, 1 be aw 
able data are insufficient to decide \ c ■* wee u the jrlafur m a 
of these and alternative* hypothec--, vdm h uc Tf suyp 
t hem selves. 

The effect i >f tlu* present r of vara an. in* >i ; .ana ,ub a uu e , 
tlu* leakage of clectrit ity atiuv, a parked plan- an- * * «n» fen 
at temperatures in the neiyhbuurh* ♦. >d ot :»»■ * < , was evuttm 
by Beattie. 1 A lap;e number ot snh.tam e wen* found to : 
cn*ase the currents, the mo .t marked effe« ?, !ei-p obtain 
with the halopen compounds of situ , and vutrm. tmxtm 
which mi’fht he expected to yive rise to these bodie-.. 1 ht 
phenomena have since been invest called by t oiu*ft a 
1 '* f*fal. v. Vut. XI.VIII, j 1 . tfj { J a fiji , vj, V «»’, t, i' o^a ). 
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Willows , 1 Garrett , 2 and Schmidt and Hechler , 3 among others. 
An idea of the nature of the phenomena may be obtained by 
considering the following experiment which may be regarded 
as typical of a number of those made by these authors. Two 
parallel metal plates are arranged in an oven so that their 
temperatures may be maintained at various values up to 400 ° 
C. The lower plate can be maintained at various positive and 
negative potentials whilst the upper, which is insulated, can be 
connected to an electrometer. The small currents with no 
salt between the plates are first measured, so as to enable them 
to be allowed for, and then the currents are determined after 
the salt under test has been sprinkled on the lower plate. 
With some salts the current flows only when the plate is 
positively charged, whereas others cause a leakage of electricity 
of both signs but usually to different extents. The following 
list, compiled from papers by Garrett 4 and Schmidt , 5 embraces 
the substances which have been found to give rise to a con- 
siderable amount of ionization at temperatures of about 
400 ° C, : — 

Fe 2 Cl 6 : A1 2 C1 6 : NH 4 C 1 : MgCl 2 : SnCl 2 + 2 H 2 0 : MnCl 2 : 
CdCl 2 t : ZnCl 2 : CaF 2 : A1 2 F C J : NH 4 Br : ZnBr 2 : CdBr 2 : NH 4 I : 
Cdl 2 : Znl 2 : NH 4 NO s : Cd(N0 3 ) 2 J : Co(N0 3 ) 2 : : Quinine sul- 
phate. The substances marked thus J only caused a leakage 
when the plate was charged positively. With all the others 
some effect was obtained with charges of either sign. 

The following substances have been found to give little or 
no ionization at these low temperatures : — 

Sn : Pb : Bi : As : Hg : I 2 : CuCl 2 : SrCl 2 : BaCl 2 : LiCl : KC1 : 
SbCl 3 : SnCl 4 : HgCl 2 : Hg 2 Cl 2 : KBr : HgBr 2 : KI : Agl : Pbl 2 : 
Hgl 2 : NaF : CuO : ZnO : Sn0 2 : Fe 2 O s : CaO : MgO : ZnS0 4 : 
FeS0 4 : CuS0 4 : MgS0 4 : MgC0 3 : ZnC0 3 : K 2 C0 3 : Na 2 C0 3 : 
NaHC0 3 : Pb(N0 3 ) 2 : Ba(N0 3 ) 2 : CH 3 OH : C 2 H 5 OIi : (CH 3 ) 2 CO : 
(C 2 H 5 ) 2 0 : CHC1 3 : C 6 H 6 : C 6 H 14 : CS 2 : CH 3 COOH : lactic acid : 
quinone : hydroquinone : naphthalene : phenanthrene : fluorene. 

1 “ Phil. Mag.,” Vol. VIII, p. 437 (1904). 

*Ibid., Vol. XIII, p. 728 (1907). 

3 “ Verh. der Deutsch. Physik. Ges.,” Vol. IX, p. 39 (1907). 

4 “ Phil. Mag.,” Vol. XIII, p. 729 (1907). 

5 “Ann. der Phys.,” Vol. XXXV, p. 404 (1911). 
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Many of the salts enumerated in this table give a vei 
large ionization at higher temperatures. The behaviour of K 
and that of iodine call for special comment. These are give 
as inactive in the table, whereas Wilson (p. 252) obtaine 
large currents when potassium iodide was sprayed into he 
air at about 300° C., and Campetti 1 and Sheard 2 3 have obtaine 
veiy considerable currents from iodine vapour at about 400° C 
There seems to be little doubt that the currents obtained b 
Wilson were conditioned by an action between the potassiui 
iodide and the water vapour present. Kalandyk 8 has recentl 
found that the conductivity of KI vapour at 308° C. i 
negligible, but that it becomes appreciable when wate 
vapour is also present. Why the results of Schmidt’s observe 
tions with iodine do not agree with those of Campetti and c 
Sheard is uncertain. 

With the type of apparatus just described the measurei 
electrical leakage may arise in a good many ways. It may b 
caused by an emission of ions of either sign from the lieate< 
salt directly, it may be due to the volume ionization of th 
salt vapour, or it may arise from the emission of ions by th< 
action of the salt vapours on the electrodes. When the saltec 
electrode discharges electricity of both signs alhof these action 
may be occurring. If only one sign is discharged then there cai 
be no volume ionization, but the current may be due either t< 
the emission of ions of the same sign from the hot salt or o 
the opposite sign from the opposite electrode by the action o 
the salt vapours. Thus it is impossible to give a very precis< 
interpretation to the effects obtained with the type of apparatus 
now under discussion. 

Sheard, 4 who has examined the emission from cadmiun 
iodide in some detail, has succeeded in unravelling the various 
factors to a considerable extent. By using an air-cooled elec- 
trode for collecting the ions, he was able to eliminate the pos- 
sibility of the emission of ions by the action of the salt vapoui 

1 “ Sci. Torino Atti,” 40, 1, p. 55 (1904). 

2 “ Phil. Mag.,” Vol. XXV, p. 381 (1913). 

3 “ Roy. Soc. Proc., A.,” Vol. XC, p. 638 (1914). 

4 “ Phil. Mag ,” Vol. XXV, p. 370 (19x3). 
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on the opposite electrode ; and by allowing the vapours from 
the salt to pass through the plates of a condenser, charged to 
a difference of potential sufficient to remove all the ions in- 
stantaneously present, and then into a second testing vessel, 
he was able to examine the processes occurring in the vapour 
without having to deal with complications due to the ions 
emitted by the salt. In this way he succeeded in showing 
that there was an emission of ions directly from the hot salt, 
and an ionization process in the vapour independent of this. 
Whether the formation of ions from the vapour is entirely a 
direct volume ionization, or is in part due to interaction be- 
tween the vapour and the electrodes, is not absolutely certain. 
Kalandyk 1 found that the currents through the vapour were 
not altered much when one of the platinum electrodes was 
covered with spongy platinum, indicating that the surface of 
the electrodes was not of much importance. Sheard, 2 on the 
other hand, found that the currents in the vapour, although 
apparently saturated, varied very much with the direction of 
the applied potential difference, a result which points to the 
contrary conclusion. 

Sir J. J. Thomson 3 has tested the leakage of electricity 
from a number of inorganic substances, in air at atmospheric 
pressure, and at temperatures for the most part considerably 
higher than those used in the investigations just referred to. 
He found that the oxides discharged only negative electricity, 
the chlorides and phosphates only positive. The nitrates 
tested discharged only positive electricity until they were con- 
verted into the oxides, after which only negative electricity 
was discharged. In every case, except that of lead peroxide, 
the sign of the charge which leaked away was opposite to that 
acquired by the salt when rubbed with a pestle in a mortar. 

In Thomson’s experiments the salts under test were placed 
on an electrically heated porcelain tube. He found that the 
phosphates gave larger currents, when charged positively, than 
the other groups of salts examined, aluminium phosphate 
being particularly efficient. 

1 Loc. cit., p. 644. 2 Ibid., p. 380. 

3 “ Camb. Phil. Proc.,” Vol. XIV, p. 105 (1906). 
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In most of the recent work on the emission of ions from 
hot salts, the salts have been placed on an electrically heated 
strip, or wire, of platinum, which formed one electrode. Ihe 
other electrode has been cold, and arranged so as to surround 
the first as far as possible. In a large number of cases, there 
is no current with this arrangement except when the hot salt 
is positively charged. Under these circumstances we know 
that there is no volume ionization, and that positive ions only 
are emitted, either from the salt directly or by the interaction 
of the salt vapour on the hot electrode. Similar considerations 
apply if negative electricity alone is discharged. Under these 
conditions, the observed currents can be assigned definitely to 
the emission of ions either directly from the hot salt or from 
the hot electrode under the influence of the salt vapour. The 
number of possible alternative interpretations of the observed 
effects is, therefore, considerably reduced. These remarks 
apply also to the experiments of Thomson, whose apparatus 
was of this general type. We shall now consider the pheno- 
mena in greater detail, keeping for the most part to cases in 
which the effects are due to an emission of ions in the sense 
just indicated 

Relation Between Current and Potential 
Difference. 

Naturally this depends a good deal on the shape and rel- 
ative position of the electrodes, the pressure of the surround- 
ing gaseous atmosphere, whether ions of only one sign or ions 
of both signs are emitted, the presence or absence of volume 
ionization, and the magnitude of the emission. In H. A. 
Wilson’s experiments with concentric tubes at atmospheric 
pressure, where volume ionization and large currents were dealt 
with, large potential differences of the order of iooo volts were 
necessary to attain approximate saturation. At low pressures, 
and where there is only an emission of ions of one sign from 
one electrode, the current-E.M.F. curves are similar to 
those given by the ions emitted from hot metals under 
parallel conditions. Saturation is usually attained the more 
readily the lower the temperature and the smaller the current 
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As a rule, it is rather more difficult to attain saturation with 
salted than with unsalted electrodes, although sometimes the 
reverse is the case. Thus in some experiments in which the 
writer 1 heated a number of salts in a closed platinum tube 
2 cm. in diameter, and measured the currents passing to a 
central cold electrode t cm. in diameter, the currents at a 
number of potential differences and pressures of air before ad- 
mitting the salts had the values given in the following table : — 

Fietitiurc 

(mm.) 

— > Volts . — > 40 So vjto jGo uoo 240 280 32a 360 

0*0075 Current . -> i 1*28 1*45 1*57 rfi8 177 x*(jo 2*13 2*31 

o*5 (approx.) Current . -> 1 1*25 1*44 1*54 rfu r tjo 2*4.5 3*4,7 5’o 

5*5 Current . -> 1 rag .1*53 171 r8o 1*83 1*83 2*5 15 

(1 w v amp. approx.). 

The substantial increases with the higher voltages at 0-5 
and 5*5 mm. pressure are undoubtedly due to impact ioniza- 
tion in the gas. The observations with sodium sulphate in 
the tube gave practically the same variation of current with 
voltage at: similar pressures as that indicated by the numbers 
in the preceding table for the empty tube. With aluminium 
phosphate and beryllium sulphate also the curves were similar 
except that the current increased somewhat more rapidly with 
rising potential differences between 40 and 200 volts. It is 
possible but not certain that this increase is due to impact 
ionization of the salt vapour close to the hot electrode. In 
that case it should be more marked with the more vola- 
tile salts. Roughly speaking, this requirement appears to be 
satisfied. The numbers found with barite, the mineral form 
of barium sulphate, after heating for ten hours, are shown in 
the next table 

Pressure 


(mm.) 

Volts 

-> 0 40 

So 

120 

t Cm 

200 

240 320 

400 

o*ooi 5 

Current 

0 1 

1 *025 

1*06 

l *Ot) 

1*10 

1*1:2 1*14 

rig 

0*8 

(1 ... 10 7 amp. 

approx.) 

{1 . ro 7 amp, 
approx.) 

0 1 

V03 

Vll 

ri3 

ran 

1*24 X*4'2 

1*60 

9*4 

-> 0 1 

1*12 

viH 

1*25 


**35 r 4 r > 



These numbers show a much better approach to satura- 
tion even than the empty tube. However, it is to be remem- 
bered that the values for the empty tube were observed in the 

1 “ Phil. Mag./' Vol. XXII, p. 669 (xcjxx). 

17 


258 EMISSION OF ELECTRICITY FROM HOT BODIES 

earlier stages of the experiment, and the positive ionization 
from platinum which has got into the condition of an “ old ” 
wire is much more easily saturated than that from freshly heated 
platinum. The ease of attaining saturation with barite in 
comparison with the other salts may be due to the possibly 
smaller volatility of the source of ionization with this 
material. 

The foregoing data for the relation between current and 
potential difference are only to be taken as representative 
samples. As we have stated already, the results obtained 
vary considerably with changes in the conditions enumerated 
at the beginning of this section. Current-E.M.F. curves for 
a number of salts in different gases at various pressures with 
different types of electrodes may be found in the following 
papers: H. A. Wilson, “Phil. Trans., A.,” Vol. CXCVII, 
p. 424 (1901); Garrett and Willows, “Phil. Mag.,” Vol VIII, 
p. 446 (1904); Garrett, “Phil. Mag.,” Vol. XX, p. 588 (1910) ; 
G. C. Schmidt, “Ann. der Physik,” Vol. XXXV, p. 440 
(1911); Horton, “Roy. Soc. Proc., A.,” Vol. LXXXVIII, 
p. 127 (1913); C. Sheard, “Phil. Mag.” Vol. XXV, p. 370 
( 1913 ). 

For many experiments it is sufficient to know that satura- 
tion or approximate saturation can be attained, and to make 
sure that this object has been accomplished. The time lag 
effects which are often observed when the applied potential 
difference is suddenly changed are considered on p. 266 below. 

Changes with Time. 

In general when salts are heated in a vacuum or in a 
gaseous atmosphere at constant pressure the saturation currents 
vary in an interesting way with the time, even when the tem- 
perature and the applied potential are kept constant. This 
effect was first noticed by Garrett and Willows 1 in making 
experiments with zinc iodide. They found that the positive 
emission from this substance under conditions apparently 
constant first increased to a maximum and then diminished. 

1 “ Phil. Mag.,” Vol. VIII, p. 450 (1904). 
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The currents i after passing the maximum could be expressed 
as a function of the time t by means of the equation 

/ ** Ler u . . . . (1) 

where A and X are constants. This formula is the same as 
that which often governs the decay of the initial emission from 
hot metals (p. 197), and can be accounted for in a similar way 
by assuming that the emission is due to the decomposition of 
some substance at a rate proportional to the amount of it in- 
stantaneously present. Zinc bromide gave similar results, but 
the rate of decay of the emission was greater than with zinc 
Iodide. In a later paper Garrett 1 returned to the emission 
from zinc iodide. He found that the emission did not diminish 
Indefinitely, but that a final steady value was approached 
asymptotically. The part of the emission which varied with 
time could be represented throughout the whole range, includ- 
ing the initial rise, by the formula 

i •••■•- A(<?"V -- <r A ' j/ ) 

where A, X lf and X,* are constants. This formula implies the 
initial formation of an inactive product which subsequently 
decays with the emission of ions (cf. Rutherford’s “Radio- 
activity,” Chapter IX). 

The phenomena exhibited by ordinary laboratory speci- 
mens of {Hire aluminium phosphate have been examined in 
detail by Garrett" Kig. 28 shows the variation of saturation 
current with time when this substance is heated at about 
1 200” C. in an atmosphere of carbon dioxide at 0*5 mm. 
pressure. The upper curve gives the same data as the lower 
one on an enlarged vertical scale. This curve shows that the 
quick initial rise and decay is followed by a slower increase 
from a minimum to a final steady value. The whole curve is 
represented very accurately by the formula 

/ . ; A.(r B(r - c As/ ), . (3) 

with A, B, Xj, X», and X ;t constants. This formula implies 
the inactive formation (A, X.,) of an active product which 
quickly decays (A, X t ) together with the independent inactive 


1 u Phil. Mag.,” Vol. XIII, p. 745 (T907), 

3 Ibid . , Vol. XX, p. 577 (1910). 

jc 7 * 
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formation of a product (B, \ 3 ) which decays at an infinl^^y' 
slow rate (B, = o) with emission of ions. The valu^ 

the constants vary with the temperature ; so that the gei*^ 
appearance of the curves changes considerably according ^0 
the temperature. When the salt was heated in air or hydro 
the initial rise was preceded by a quick decay from a 
initial value. This part of the curve did not appear if 



Fig. 28. 

salt was previously heated at a lower temperature sufficiently’' 
high to drive off observed water vapour ; so that, on these: 
and other grounds, it is attributed by Garrett to the action of 
water vapour. 

Time changes of the character under discussion are 3. 
general feature of the emission when ordinarily prepared 
samples of salts are first heated. In addition to those already 
mentioned a number of cases have been investigated by G. C* 
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Schmidt 1 * * 4 They include Xu I., in nitrogen, A 1 CI, in nitrogen, 
Cdd.. in air, CdBr., in air and Cd.L in nitrogen. A number 
of these were examined at different pressures and tempcia- 
tures. Under the conditions of Schmidt’s experiments the 
emission from the cadmium salts fell away from the beginning 
and did not show an initial rise to a maximum. Similar ob- 
servations with Na,SO. t in a good vacuum at 1005° C. have 
been recorded by the writer," and on sodium pyrophosphate 
and the phosphates of sodium and aluminium by Horton. . 

Effects of a like character are observed also when negative 
ions, whether heavy ions or electrons, are emitted by salts (see 
p. 10S). Thus with calcium iodide the writer 1 observed an 



initial rise to a maximum in about ,5 minutes Mowed by a 
slower decay, at temperatures between 5 = 3 " C. ami 654 <- ** 

the hinder temperatures the maximum was attained hy ‘>'<- 
electrous sooner than by the heavy ions ; at the lower tempera- 
ture, there was no noticeable difference m tins respect. I ha 
variation of these currents with time at 654’ C. » shown ,n 

l,,K '-ntc phenomena exhibited by cadmium iodide have been 
examined in some detail by Sheard,* who tested both the 


1 “Ann. tier 1'hynik,” Vol. XXXV, p. 4 o> ( T 9 Ir )- 

u « Phil Mag.” Vol. XXII, P- r. 7 f. (T9«). 

a “ Koy. Soc. I>roc., A.,” Vol. LXXXVIII, P . r 34 U-Q T 3>- 

4 •< Phil. Mag.,” Vol. XXVI, p. 4 G 4 ( T< 5 T 3)- 
Hbid., Vol. XXV, p. 370 (r9r3)- 
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conductivity of the vapour and the emission of ions from the salt 
At temperatures below the melting-point of the salt (400° C.) 
the saturation currents in the vapour decayed continuously 
from a maximum initial value, in agreement with Schmidts re- 
sults. At higher temperatures there was a rise to a maxi- 
mum in about 1 5 minutes followed by a slower decay. The 
currents due to the emission of ions from the heated salt 
showed a different behaviour from those in the vapour. At 
470° G, for example, there was an enormous negative emission 
which decayed very rapidly with time. The positive emission 
was at first too small to measure, but it gradually increased to 
a maximum value in 90 minutes and then fell away. At 
this stage the positive emission was greater than the negative, 
but the greatest positive emission was less than one two- 
hundredth part of the large negative emission observed on first 
heating. A similar but less marked contrast between the 
positive and negative emissions was observed when iodine was 
similarly tested. Sheard also examined the behaviour of the 
salt which distilled out of the experimental tube in successive 
experiments. He found that the first distillate gave a small 
negative and a large positive emission whereas the second 
showed the contrary behaviour. In all the distillates there 
was a great disparity in the magnitudes of the positive and 
negative emissions ; and in almost every case the distillate 
from a preparation which gave a large negative and a small 
positive emission, or vice versa, showed the contrary behaviour. 
The currents from all the distillates were much smaller than 
the large initial emission from the fresh salt. The distilled 
salt showed no appreciable change in appearance, but chemical 
analysis showed that successive distillation reduced the per- 
centage of iodine. 

There can be little doubt that these interesting time 
changes in the emission of ions from salts and in the conduc- 
tivity of salt vapours are symptomatic of the occurrence of 
chemical changes ; but it is very difficult to form a definite 
opinion as to what the precise nature of the change is, in any 
particular case. When the currents are increasing with time 
it seems fairly clear that a substance possessing greater ther- 
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mionic activity is being formed and when the Tnrrehfs) are 
diminishing' the resulting products are less active ni^this^- 
spect. One difficulty in forming a judgment as to tlu> ftatiitSf 
of the chemical changes arises from the (lelicacy\ofr:theV^ C - r Jh 
trical test. This is so sensitive that the amount of ni&tt^r coh-. q 
cernod might often be incapable of detection by Comical > ^ 

methods. It is also possible that many of the effects are due O T 
to the occurrence o( unstable forms which are not persistent 
enough to be recognized by chemical methods. This is es~ v .<♦ 

pecially likely since the time changes show that the bodies v , 
concerned have only a transitory existence. In many cases 
these time changes are attributable to the presence of con- 
taminants. Thus ordinary laboratory specimens of “pure” 
aluminium phosphate give an initial emission which is large 
compared with that from the pure salt and which after a time 
falls to a small value. Horton 1 has shown by spectroscopic 
examination that this decay in the emission is accompanied 
by the disappearance of sodium salts. 

The complicated phenomena in the case of cadmium iodide 
have been studied more fully, perhaps, than those shown by any 
other salt:, and here it does seem possible to form, at any rate, 
a limited judgment as to the nature of the phenomenon from 
the chemical side. Schmidt 2 has ventured the opinion that 
the time changes in the vapour arise from the decomposition of 
the molecules of Cdh, into Cdn and L with a subsequent 
interchange resulting in Cd * - and h, * that is to say, 
two neutral molecules. It: does not seem to the writer , 3 how- 
ever, that any theory of this type will account for the ob- 
served time changes in the vapour in presence of an excess of 
salt. So long as there is any excess of salt the vapour will 
be supplied at a steady rate and the phenomena observed in 
it should be independent of time until the salt disappears. It 
is necessary to suppose that the actions in the vapour are not 
conditioned solely by the amount of CdL vapour present but 

1 Loc. cit. 

« “Ann. tier Physik,” Vol. XXXV, p. .j2S (ujti). These views are modified 
somewhat in a later paper (ibid., Vol. XL 1 , p. 673 (1913)) without, however, 
overcoming the difficulty referred to (of. p. 24K). 

3 O. W. Richardson, “ Phys, Rev.,” Vol. XXXIV, p. 387 (19*2). 
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rather by some other substance coming from the salt. The 
time changes must in fact be conditioned by something the 
amount of which is determined by actions occurring at the 
salt and not simply by a decomposition of cadmium iodide 
vapour. In one aspect this question has been definitely 
settled by Kalandyk 1 who has shown that the currents in 
cadmium iodide vapour under the conditions of these experi- 
ments are independent of the time, provided every trace of 
water is removed from the salt and from the apparatus. The 
way in which water brings about the time changes usually ob- 
served is unknown. Kalandyk’s experiments only tell us that 
there are no time changes when water is absent, they do not 
offer an explanation of the changes which occur in the presence 
of water or water vapour. Sheard’s results point to the con- 
clusion that the large negative initial emission, when it is 
present, is connected with the liberation of iodine. On this 
view the smaller negative emission from the distillates would 
be related to the reduced iodine content of the salt, which 
after distillation probably consists of a solution of an unrecog- 
nized subiodide of cadmium in Cdl 2 . The presence of the 
subiodide would reduce the equilibrium pressure of iodine in 
presence of cadmium iodide vapour. The probable existence 
of a subiodide of cadmium is distinctly indicated by the work 
of Morse and Jones 2 who succeeded in isolating a body having 
the composition Cd 12 I 2 3, probably a solution of the subiodide 
in Cdl 2 . 

It is likely that the effect of water vapour is not confined 
to this particular instance and that many of the time changes 
observed with other salts would not occur if all traces of water 
were eliminated. Such a result, at any rate, would not be 
surprising if the time changes are indicative of the occurrence 
of chemical reactions. For it is well known that many chemi- 
cal actions which proceed very energetically in presence of a 
trace of water vapour are completely inhibited in its absence. 
The importance of water vapour generally for these effects is 
supported by the behaviour of potassium iodide, whose vapour 

1 Loc. cit. 

2 “ Amer. Chem. Jour.,” Vol. XII, p. 488 (1890). 
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exhibits little or no ionization at low temperatures if water 
vapour is completely absent. Again, as we shall see later, 
there is a close correspondence between the emission of posi- 
tive ions from salts and from fresh platinum wires, and W. 
Wilson 1 has found that the positive emission from the latter 
is, under certain conditions, very sensitive to the presence of 
small quantities of water. 

In a recent paper Schmidt 1 has come to the conclusion 
that the time changes previously observed by himself and 
others are to be attributed entirely either to removal of ions 
by the electric field or to diminution of the salt surface, in the 
case of a decrease? of ionization with time, or to a time lag in 
the temperature or pressure of the vapour reaching the elec- 
trodes, in the case of an increase with time. The main 
grounds for this conclusion are (1) that the currents are greater 
when the same amount of the salt is tested in the powdered 
form as compared with a pastille, indicating that the amount 
of surface is a factor, and (2) when conditions are arranged 
so that the superficial area of the salt does not change during 
an experiment, the time variations disappear. Although the 
first of these grounds is probably correct it does not seem to 
the writer that either of them is established by the experi- 
ments described by Schmidt. In these experiments all the 
currents are measured under a potential difference of only 
2 volts, and they must; have been very far from saturation. It 
is well known that under such conditions the magnitudes of 
the currents may he almost independent of the number of ions 
available for carrying them, the main factor in determining 
their values being the mobilities of the ions. Schmidt’s con- 
clusions are also in direct contradiction to the experimental 
results of Sheard, who undoubtedly observed in the same tube 
a simultaneous decrease in the negative and increase in the 
positive saturation currents, both effects changing at different 
and characteristic rates. 

The time changes we have had under consideration so far 
are such as arise when a constant potential difference is main- 
tained between the electrodes. In many cases this decay 
1 “ Ann. dcr Physik,” Vol. XLI, p. 673 (1913) 
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appears to be due merely to heating and to be independent 
of the magnitude or sign of the electric field. This is not, 
however, a universal rule. With aluminium phosphate the 
writer has observed that the general decay of the positive 
emission with time is much more marked when the salt is 
positively charged than when it is unchanged or negatively 
charged. The phenomenon has, however, not received much 
attention. We have already remarked upon similar effects 
exhibited by the positive emission from fresh wires (pp. 20 o 
and 244). 

Apart from this it has generally been found that im- 
mediately after changing the sign of the applied potential 
difference the currents of either sign are larger than the 
relatively steady values to which they shortly settle down. 
Effects of this kind have been recorded by H. A. Wilson 1 
with salts of the alkali metals heated in air at atmospheric 
pressure, by Schmidt 2 with zinc and cadmium iodides in 
various gases at low pressures, and by Garrett 3 and by the 
writer 4 with aluminium phosphate in a vacuum. 5 As a rule 
these changes are soon over and are independent of the general 
decay or increase with time already considered. This is well 
shown in the case of zinc and cadmium iodides by the curves 
given by Schmidt. In the case of the specially prepared pure 
aluminium phosphate referred to below, the writer found that 
the effect of changing the electric field was smallest at low 
and high temperatures and most marked at intermediate 
temperatures. These effects thus appear to depend to some 
extent on the temperature of the salt. 

With some salts when the temperature is suddenly changed 
the emission assumes an abnormal value for a short time. Thus 
when sodium phosphate had been overheated Horton 6 ob- 
served that the currents at a given lower temperature were 
abnormally high at first. A similar effect has been noticed 

lu Phil. Trans., A.,” Vol. CXCVII, p. 415 (1901). 

2 “ Ann. der Physik,” Vol. XXXV, p. 428 (1911). 

3 “ Phil. Mag.,” Vol. XX, p. 577 (1910). 

4 Ibid., Vol. XXII, p. 700 (1911). 

6 Cf. also Horton, “Roy. Soc. Proc., A.,” Vol. LXXXVIII, p. 117 (1913). 

' “ Camb. Phil. Proc.,” Vol. XVI, p. 92 (1910). 
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by the writer 1 with sodium sulphate. In the case of salts 
like calcium iodide which emit a mixture of electrons and heavy 
ions the writer 2 has observed a time lag in the current caused 
by changing an external magnetic field. In fact a sudden 
change in any physical condition controlling the magnitude of 
the thermionic current appears temporarily to upset the internal 
conditions which determine the value of the saturation current 
under given external conditions. 

In the case of aluminium phosphate Horton 3 has observed 
a decay in the steady emission when the salt is left in air at a 
low pressure in the cold. The writer is inclined to suspect 
that this effect is connected with the gradual dehydration of 
the salt, but there is not enough evidence to form a certain 
judgment on the point Similar effects have been observed by 
the writer in the case of the negative emission from calcium 
iodide (p. 108). 

Variation with Temperature. 

The ionization currents from salts or in salt vapours as 
ordinarily measured may exhibit very complicated changes 
when the temperature is varied. Thus H. A. Wilson in the 
experiments already described, in which salts were sprayed 
into the hot air between two co-axial platinum cylinders, found 
that the curves expressing the relation between current and 
temperature possessed maxima and minima at certain tem- 
peratures. These complications are undoubtedly due to the 
occurrence of chemical reactions in such a way that the ioniza- 
tion is caused by different substances at different temperatures. 
The particular effects observed by Wilson were probably caused 
by the formation of hydrates owing to the action of the salts on 
the water vapour present. The chemical actions, whose precise 
nature is less obvious, which give rise to the time changes 
considered in the preceding section probably cause the 
complications which are frequently observed in the relation 
between emission and temperature in other cases when salts 
are heated. It is clear that the frequent occurrence of 
chemical action greatly increases the difficulty of interpreting 

* “ Phil. Mag.,” Vol. XXII, p. 680 (1911). *Ibid. 9 Vol. XXVI, p. 465 (1913). 

3 “ Roy. Soc. Proc., A.,” Vol. LXXXVIII, p. 126 (1913). 
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experiments designed to discover the relation between emis- 
sion and temperature when a given salt is heated. 

In spite of these difficulties there is a very considerable 
amount of experimental evidence which goes to show that 
when a salt is heated under conditions such that the emission 
of ions is always caused by the same substance the currents 
increase rapidly and continuously with rising temperature, and 
the relation between the total emission (or the saturation 
current) and the temperature is that expressed by the formula 
i = KTh - blT 

which has been found to govern the temperature relations of 
other thermionic currents. Thus Garrett 1 showed that this 
relation held when a number of salts were heated on a brass 
plate at temperatures ranging around 300° C. Data which 
lead to a similar conclusion have been furnished by Garrett - 
for the positive emission from aluminium phosphate in CCX 
and H 2 at 0*05 mm. pressure at about uoo° C., by Schmidt 3 
for cadmium iodide, by the writer 4 for the negative emission 
consisting of a mixture of electrons and heavy ions which 
is given off by calcium iodide, strontium iodide, and calcium 
fluoride, and by Kalandyk 5 for the currents through the 
vapours of cadmium iodide, zinc iodide, and zinc bromide. 
The values of the constant b deduced from some of these 
experiments are shown in the following table : — 


Nature of 
Emission. 

Positive 


Negative 




JJ 

Positive 


J) 


Pressure. 

Atmospheric 

>» 

»> 

>» 


0-05 mm. of C0 2 


Substance. 


CaFo 

A1F“ 

NH 4 N0 2 

Znl \ 3 

FeCJ 3 

NH 4 C1 

CaF 0 


MgCl 2 

Aluminium 

Phosphate 


»> 


Authority. 


Garrett 


»> 

>» 


Approximate 

Mean 

Temperature. 


Value of 
6° C. 


297° C. 1-3 x io 4 
33°° C. 1*45 x . to * 1 
312 0 C. 1*65 x 10* 
241° C. 1*45 x io* 1 
355° C. 3*05 x io* 1 
352 0 C. 2*5 x TO 4 
346° C. 3*0 x io 4 
342 0 C. 2*15 x io 4 
326° C. 1*2 x io 4 
iioo 0 C. 3*55 x 10 4 


>» 1200° C. 2*65 x to 4 


1,1 Phil. Mag.,” Vol. XIII, p. 732 (1907). 

3 Ibid ., Vol. XX, p. 581 (1910). 

3 “Ann. der Physik,” Vol. XXXV, p. 4 or (1911). 
4 “ Phil. Mag. Vol. XXVI, p. 452 (1913). 

5 “ Roy. Soc. Proc., A.,” Vol. XC, p. 642 (1914) 
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Nature of 

F, mission. 

Vrevuirr. 

Substance. 

Cal., 

Authority. 

Approximate 

Mean 

Temperature. 
500° C. 

Value 

1 >" C . 

of 

Negative 

o*ooi nun. 

Richardson 

2*76 X 

TO' J 

9 9 

9 9 

Sr if 

,, 

5-1 C. 

3*76 X 

ll ) 1 

9 9 

19 

CaK, 

Kalandyk 

600" c. 

3*64 X 

I O ' 1 

Current through 

Constant 

Ctllf 

230" C. 

2*35 x 

I O ' 1 

vapour 









Xnllr.. 

>1 

•I 00" c. 

1*14 X 

io< 

n 

,, 

>1 

.|oo" C. 

x* 74 x 

xo 1 

>» 

»» 

ZnU ~ 


3 So" C. 

1*57 X 

in ' 1 


With the positive emission from zinc iodide in air at 2*5 
mm. pressure Garrett found that there was a break in the 
curve obtained by plotting log IT * against T ~ r at 250" C. ; 
this was attributed to a fresh source of ions coming into play 
at this temperature. 

The values of h given in the table above are all of the 
same order as those given by the emission of ions from hot 
metals. For the most part they tend to run lower than the 
values characteristic of the negative emission from most 
metals and arc: more comparable with the values for the posi- 
tive emissions. The writer found that there was no certain 
difference, at any rate over considerable ranges of tempera- 
ture, in the values of h for the heavy ions and for the electrons, 
in the case of the three salts Cal.,, Sri.,, and CaK, which 
give off a mixture of these bodies. Kalandyk \s experiments 
were made in such a way as to vary the temperature of the 
salt vapour without changing that of the salt. Thus the 
pressure of the salt vapour in these experiments was presum- 
ably constant and equal to the vapour pressure of the salt at 
the temperature at which the latter was maintained. It does 
not: seem likely that the difference between the two values of 
h for Cdl,| given by Kalandyk is clue to the difference of mean 
temperature merely ; hut the matter has not been sufficiently 
investigated to enable the precise cause of this difference to be 
ascertained. In considering his results Kalandyk uses the 
formula Ac bl ' 1 ' instead of A'JLV~ WT . This of course alters the 
values of the constants somewhat; except for this, there is no 
detectable difference between the behaviour of the two func- 
tions over tlie range of T covered by the experiments; so 
that for the purpose of expressing the numerical values there 
is nothing to choose between these formulae. 
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It is to be remembered that the values of b given in the 
table can only be relied upon as being approximately correct, 
as many cases the conditions other than temperature which 
a;:b:: the formation of the ions have been insufficiently invest i- 

The Influence of the Nature and Pressure of the 
Surrounding Gas on the Thermionic Currents 
? rom Salts. 

Garret t 1 observed that the currents from aluminium phos- 
phate. when positively charged and heated on a strip of plati- 
num at a constant temperature, varied in a regular manner 
with the pressure of the surrounding gas. This effect occurs 
when the currents are approximately saturated; so that it 
must be caused by a change in the actual number of ions 
emitted, and cannot be due merely to a change in the mobility 
of the ions. The effect of varying the pressure and keeping 
the other conditions constant was found to be as follows : — 

At the lowest pressures the emission of ions was quite 
sma... but it increased steadily with rising pressure until a 
certain pressure was reached at which the emission had a 
maximum value. After this the emission diminished at a rate 
w;;:cn was smaller than that of the previous rise, and which 
u.. on continuously as the pressure was increased Although 
tne diminution of the currents with rising pressure fell off as 
the pressure increased, it was still quite noticeable at about 
5: mm. pressure in the neighbourhood of noo°C. Results of 
rmm die same character were obtained in both air and carbon 
-i-'Xiue. The pressure at which the current attained a maxi- 
mum value was found to diminish very considerably as the 
temperature of the salt was raised. 

pacing of the current through a maximum value as 
trie pressure is raised, is similar to the behaviour of an ionized 
gas subject to a constant potential difference, in the range of 
pressure m which a large part of the current is due to impact 
ionization. It does not appear, however, that impact ioniza- 
tom car; oe the cause of the phenomena now under considera- 

PirJ * Ma o**” Vol. XX, p. 579 (igio). 
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tion. In the first place, they occur under conditions such that 
the currents vary very little with moderate changes in the 
applied voltage. In the second place, they occur with voltages 
which are not large enough to give rise to any appreciable 
amount of impact ionization. Finally, the change with tem- 
perature, of the pressure for maximum current, is in the wrong 
direction, and also the rate of change is too great, to be in 
agreement with this explanation. 

The phenomenon in question is not confined to aluminium 
phosphate. Similar observations have been made by Horton 1 * 3 
on sodium and lithium phosphates, and by the writer" on 
Najtl’O* and Na r SO r Morton’s experiments with sodium 
phosphate were made at 8oo° C., and the effect of the different 
gases, carbon monoxide, hydrogen, and oxygen was examined. 
The largest emission was observed in hydrogen, but it decayed 
more rapidly with time than that in the other gases. The 
emission in carbon monoxide was about ten times as large as 
that in oxygen, although the curves connecting 1 emission and 
pressure were similar. The maximum in hydrogen was not 
detected, as the currents increased continuously up to the 
highest pressure (20 mm.) at which experiments were made. 
In a later paper Horton a showed that the behaviour of lithium 
phosphate was similar to that of sodium phosphate in these 
respects. The writer’s observations on Na ;1 PO. t and Na a SO,, 
'n air showed that under comparable conditions these sub- 
stances behaved in much the same way as sodium phosphate 
hi oxygen, as recorded by Morton. With Na„S() 4l which was 
examined over the range of temperature from / jo M C to 
1 i(kf C., the following additional points were noted, among 
others. The maximum emission at a certain pressure which 
was observed at the lower temperatures (about 80 o° C.) with 
relatively fresh salt, was found to disappear if the salt had 
seen heated for a long time at a high temperature (about 
t 1 50° C.) before testing. The maximum at the higher tem- 
peratures was not observed to disappear under this treatment. 

1 “Climb. Phil. Proc.," Vol. XVI, p. H<; (ttj 10). 

- * 4 Phil. M a*. " Vol XXII, p. 676 (itjri). 

3 ‘Camh. Phil. Proc. t ” Vol. XVI, j>. 318 (1 gu). 
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The effect of water vapour, instead of air, was also tried. 
The emission in water vapour was about six times as great as 
in air, and the pressure of maximum emission was found to be 
raised from o*2 mm. to 0*5 mm. at I i6o° C. The emission in 
air was subsequently found to have been permanently dimin- 
ished by the treatment with water vapour. The variation of 
the emission in air with pressure at the lowest pressures was 
carefully tested. The effect of the gas was found to be very 
irregular. Sometimes the magnitude of the emission would 
be very sensitive to the admission of a small amount of air and 
at other times very insensitive under conditions apparently 
identical. In all cases the relation between current and pres- 
sure was of the form a + bfi> where a and b are constants, 
provided/ was sufficiently small. 

Horton 1 has since extended his observations to io8o° C. 
and H90°C and has examined sodium pyro-phosphate and 
several specimens of aluminium phosphate as well as sodium 
ortho-phosphate, with results for the most part similar to 
those already described. Two specially pure specimens of 
aluminium phosphate prepared by the method indicated on 
p. 294 failed to exhibit the pressure of maximum emission. 
The emission from these preparations is very small and may 
possibly be due to the underlying platinum. Similar results 
were obtained with the small emission from the impure alu- 
minium phosphates which had been heated for a long time. 
With this salt the maximum, as well as most of the emission, 
is ciearly due to some impurity which disappears with con- 
tinued heating. The magnitudes of some of the positive 
emissions at various pressures of air, which were obtained 
alter continued heating, are shown in the accompanying 


Positive Thermionic Currents (i - 10 -» Amp.) in Air at Various 
Pressures at ngo° C. 


. Material. 

Platinum . 

0*005 mm. 

1 mm. 

2 mm, 

5 mm. 

10 mm. 

20 mm. 

Pore aluminium phosphate 

* 5*2 

1*65 

1*65 

2*2 

2*9 

3*9 

Impure aluminium phosphate 
Sodium phosphate 

• u 7 
. 2*9 

. 1080 

0 0 
i *5 
1500 

07 

2*0 

1630 

o *9 

3*1 

r 75 ° 

1*2 

4*1 

1810 

2*0 

5*0 

1740 


R oy. Soc. Proc., A.,” Vol. X.XXXVIII, p. u 7 ( Igi3 ). 
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The initial emission from the impure aluminium phosphate 
is larger than that for the sodium phosphates at these tempera- 
tures, and like them it shows the pressure maximum. It also 
decay's at an enormously more rapid rate. In these experi- 
ments an increase of current with diminishing pressures was 
observed at very low pressures, in most cases. This is attri- 
buted by Horton to an action between the heated anode and 
the mercury vapour, but it seems possible that the alterations 
of pressure in this region may have caused a difference 
of temperature between the thermocouple and the emitting 
surface ; so that with a constant thermocouple reading the 
temperature of the hot surface may vary with the pressure 
of the gas. 

In all these experiments small quantities of salt were used 
and the salts were heated electrically on a strip of platinum. 
In order to vary the conditions as much as possible the writer 1 
made experiments in which a number of salts were heated at 
the bottom of a long platinum test tube. To prevent the 
platinum tube from collapsing it was placed in an exhausted 
steel crucible heated in an electric furnace. The currents 
from the platinum tube to an air-cooled central electrode were 
measured. They were approximately saturated. The salts 
tested were: Na 2 S 0 4J BeS 0 4 , A 1 P 0 4 , and BaS 0 4 . In the 
last case both the chemically prepared salt and the mineral 
barite were used. With this apparatus the relation between 
the saturation currents and the pressure of the air in the tube 
was found to be quite different both for the different salts as 
compared with each other and also as compared with the 
same salt when tested by the strip method. The nature of 
these differences is illustrated by Figs. 30 and 31. Curve 1 
in Fig . 30 shows the variation of positive emission with 
pressure of oxygen for sodium phosphate as observed by 
Horton by the strip method at 8oo° C. Curve 2, Fig. 30, 
shows the behaviour of Na 3 P 0 4 by the tube method in air at 
77 5 ° C. The effect of changing the pressure in the one case 
is almost the exact opposite of what it is in the other. Sepa- 
rate experiments have shown that this difference cannot be 

3 Loc. cit. 

18 
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attributed to the difference of temperature or of the gases 
used in the two experiments. In Fig. 3 1 similar observations 
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with aluminium phosphate are exhibited. Curves I and 2 
show the results obtained when ordinary “ chemically pure” 
aluminium phosphate is tested in air by the tube method at 
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780" C. Curve 1 gives the observations for rising and curve 2 
for diminishing pressures. Most of the difference between 
these curves is due to a time lag in the effect of changing the 
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pressure, but purl of it is due to a drift in the temperature of 
the tube. The mean of the two curves can be taken to re- 
present the actual effect of pressure at the mean temperature 
(780° C). Curve 3 shows the quite different results obtained 
with aluminium phosphate in carbon dioxide by Garrett at 
1005° C. by the strip method. According to Garrett’s experi- 
ments the only effect of reducing the temperature from 1005° 
C. to 780" C. would have been to shift the maximum towards 
higher pressures, apart, of course, from the inevitable reduc- 
tion of the value of the current at any pressure with reduced 
temperature. Thus, as similar results were obtained by Gar- 
ett in air, in this case also the difference between the curves 
cannot be attributed to the difference in the gases and tem- 
peratures used. Curve 4 shows some observations with 
specially prepared pure aluminium phosphate in the tube. 
As the current from this substance was only of the same order 
as that given by the empty tube it is perhaps questionable 
whether the observed effects were really caused by the salt. 
The pressure-emission curves with barite were quite different 
from those given by the chemically prepared .HaS() t . In fact, 
as tested by the tube method, the salts Na.jSO^, Na.,l > 0 4 , 
BeS 0 4 , BaSQ 4 , barite, and the two specimens of aluminium 
phosphate all gave rise to curves which were quite different 
one from another. For a fuller account of these differences 
the original paper must be consulted. 

The behaviour of barite, which was examined in some 
detail, exhibited a number of points of interest. In contrast 
with most other salts the emission from this substance appeared 
to increase with continued heating in a vacuum. The original 
small value could be restored by heating the salt in air at 
atmospheric pressure. This points to the conclusion that the 
increased emission with continued heating is due to the forma- 
tion of reduction products. This conclusion is strengthened 
by the fact that the tubes usually smelt of sulphurated hydro- 
gen after carrying out a test at low pressures, and by the fact 
that the emission from the salt was (bund to be increased after 
it had been heated in hydrogen. Still larger currents, how- 
ever, were obtained during the heating in hydrogen, when the 

18 # 
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process of reduction was in active operation. There is thus 
distinct evidence here of an emission of ions caused by chemi- 
cal action. When the salt had been heated in air at atmos- 
pheric pressure, and the pressure was changed so rapidly that 
there was little chance of any alteration in the composition of 
the salt taking place, the emission was practically independent 
of the pressure of the air from 760 to 0‘002 mm. Small 
changes in the emission were actually observed in carrying 
out such an experiment ; but there are a number of subsidiary 
causes which might fully account for them, and, in any event, 
the changes which were observed were negligible compared 
with those which occur when salts heated on a platinum strip 
are treated similarly. 

It is clear from these results that the emission of ions from 
salts cannot be regarded as a function of the pressure of the 
surrounding gas merely, at any rate without further specifica- 
tion. The most striking differences between the results of the 
experiments with the tube as compared with the strips are : 
(0 The very varied individual behaviour of the salts when 
tested by the tube method. With the strip method these dif- 
ferences disappear and are replaced by a definite type of curve 
with one maximum. This behaviour is shown by all the salts 
and all the gases which have been tested. On account of the 
very varied chemical characteristics of the gases used, this uni- 
formity points to a physical and not to a chemical pheno- 
menon, so far as the action between the gas and the salt 
influences the emission. This physical effect of the gas must 
be one which is present when the salt is heated by the strip 
method but not when the tube method is used. (2) With 
the strips the emission is very sensitive to a small increase 
of gas pressure at low pressures. In the tube experiments 
this sensitiveness is not observed. With some salts the emis- 
sion increases a little with rising pressure, with others it 
diminishes. 

. A lar § e number of the facts can be brought into agreement 
if one assumes that the emission is conditioned partly or en- 
tirely by an interaction between the hot electrode and a vapour 
given off by the salt At a low pressure, in the strip experi- 
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rnoi its, such a vapour would easily diffuse away from the hot 
eloo irocle. There would be no corresponding opportunity with 
tho heated tube, if gas were admitted in the strip experi- 
ixiGt 1 ts this diffusion would be prevented and the vapour would 
be 1: brown back on to the strip ; so that up to a certain point 
there would be observed a rapid increase of emission with ris- 
ing*; pressure. The cause of the falling off in the emission at 
hlgj*lier pressures is less clearly indicated. It seems most likely 
to sirise from the cooling; of the salt surface by the gas; so 
tlnrt t the temperature of the' surface of the salt diminishes with 
rising' pressure when the temperature of the underlying strip 
is kept constant. In this way the amount of vapour available 
for the process which causes the emission of ions would fall off 
as t he pressure: rises. There are a number of other causes 
wlvieh might give rise to a similar effect, so that it is, perhaps, 
uiaclcsirable to lay too much stress on this particular explana- 
tion. 

The foregoing explanation of the increase of current: with 

pressure observed in the strip experiments is confirmed by 
th 0 occurrence of a phenomenon which was frequently noticed 
in. the tube experiments at low pressures. On letting in more 

the immediate response of the emission was always in the 
direction of lower values followed by a gradual adjustment to 
the steady value characterizing the new pressure. On dimin- 
isliing the pressure a similar, but less marked, set of changes 
in t he cont rary direction was observed. On the explanation re- 
ferred to, the immediate effect of letting in more gas would be 
to compress the vapours into the bottom of the tube, reduce 
the amount: of vapour in contact with the hot platinum, and 
so diminish the current. The subsequent recovery would be 
due to the diffusion of the: vapours into the fresh gas. The 
contrary effect on reducing the j ressurc may be accounted lor 
on similar lines. 

There is one very important point which has not, so far, 
been mentioned in discussing these effects. We shall see In 
tlics next/ section that the positive Ions emitted from heated 
salts, even in an atmosphere of gas, appear to consist of 
charged atoms of some metal present in the salts. There is no 
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indication of the occurrence of positive ions whose electric 
atomic weights have values corresponding to those of the 
atoms or molecules of the surrounding gases, at any rate as a 
general feature of the phenomena. Thus the effect of gases 
on the emission of ions from salts must be an indirect one. It 
is not a process involving ionization of the gas. 

As regards the very varied curves given by the different 
salts when tested by the tube method, all that it seems desir- 
able to say at present is that they are probably symptomatic 
of the chemical changes occurring. The emission at any pres- 
sure must depend on the chemical composition of the salts and 
salt vapours present. This is changed by altering the pres- 
sure of the gas, and the emission follows the pressure changes 
in a corresponding way. The complexity of the curves is to 
be expected, as the reactions are known to be very involved. 

Some peculiar phenomena displayed by the negative emis- 
sion from calcium iodide (cf. Chap. Ill, p. 107) which were ob- 
served by the writer 1 after this salt had been allowed to stand 
in the cold in air and in a vacuum may possibly be related to 
those just discussed. 

Specific Charge ( e / m ) and Electric Atomic Weight 
(M) of the Ions. 

The first experiments to measure e/m for the positive ions 
from salts were made by Garrett 2 with aluminium phosphate 
using the method due to Thomson which is described on 
p. 8. From these experiments Garrett concluded that about 
10 per cent of the ions emitted had an electric atomic weight 
equal to or less than that of hydrogen. This conclusion has 
not been confirmed by experiments with aluminium phosphate 
made by Davisson 3 by another method (see below, p. 285). 
In examining other salts also, the writer has frequently looked 
for evidence of the presence of ions having values of M of this 
order of magnitude without finding any. Although such ions 
may, for some reason at present unknown, have carried part of 
the current under the particular conditions of Garrett's experi- 

1 “ Phil- Mag.,” Vol. XXVI, p. 452 (1913). 

2 Ibid . j Vol. XX, p. 582 (1910). 


3 Ibid ., p. 139 (igio). 
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rnent It seems quite certain that they do not play an important 
r 6le T as a rule, iu the emission of positive ions either from 
aluminium phosphate in particular or from salts in general. 

Measurements ot the electric atomic weights of the positive 
ions from the salts nt the alkali metals have been made by the 
writer, 1 using the slit method described on p. 212. In the first 
instance the sulphates of all the alkali metals, lithium, sodium, 
potassium, rubidium, and ea\simn were examined. We have 
seen that the values of < /'/// and M are determined by the hori- 
zontal displacements, between the maximum points in the curves/ 
due to a reversal of the deflecting magnetic field. These 
curves represent the proportion of the total number of emitted 
ions which pass through the slit for different horizontal dis- 
placements of the latter. In general, with specimens of salt 
which arc ordinarily regarded as u chemically ” pure, it is found 
that the nature of the displaced curves and the distance be- 
tween the maxima depends on the time during which the salt 
has been heated. This is well illustrated by the observed 
behaviour of lithium sulphate. On first heating, the magneti- 
cally displaced curves had a single maximum at the position 
corresponding to M 35*9. After heating for 12 hours 
each displaced curve possessed two maxima, although there 
was only one in the undisplaced curve. This shows that two 
kinds of ions were present which were deflected to different 
extents by the magnetic field. The value of M for the least 
deflected was found to he 41*8, whilst the outside maxima 
gave M 5*3. As the heating was continued the positions 
of these maxima remained practically unchanged, but the 
inner maxima became smaller and smaller with continued 
heating. After 44 hours the inside maxima were inap- 
preciable and the outer maxima gave M * 5 '57* After 52 
hours the conditions were much the same and a measurement 
of M yielded the value 7*43. With further heating the outer 
maxima disappeared gradually as the salt volatilized and a 
new inner maximum appeared. After 70 hours' heating this 
maximum was at the position corresponding to M - 20*6. 
At this stage the currents are small and the emission has a 
1 u Phil. Mag.," Vol. XX, pp. 9K1, 999 (tqio). 
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value of M very near to that from a platinum strip which has 
been heated for a long time (cf. p. 218). 

In this experiment, although the ions which were first 
emitted had a value of M near 40, the greater part of the 
whole number of ions emitted during the whole experiment 
had a value of M within the range 5*5 to 7*5. The values are 
immediately explicable on the assumption that the ions given 
off by Li 2 So 4 are atoms of the metal which have lost an elec- 
tron and that the heavier ions are due to some adventitious 
impurity. The atomic weights of lithium and potassium are 
7*00 and 39-10 respectively, so that it is natural to attribute 
the heavier ions to salts of potassium. The fact that the po- 
tassium ions come off first is in agreement with the results of 
experiments on flames, which show that the conductivities pro- 
duced by equivalent weights of salts of different alkali metals 
increase rapidly with the atomic weight of the metal. Thus 
while potassium salts are present one would expect the emis- 
sion due to them to mask that due to the lithium salt, even 
though this might form the greater proportion of the salt dealt 
with. 

These experiments and innumerable others, some of which 
will shortly be described, establish quite definitely the con- 
clusion that the positive ions emitted by heated salts are charged 
atoms of some metal. This metal is not necessarily a con- 
stituent of the salt which appears to be under investigation, 
but may arise from the presence of some impurity which has a 
greater power of emitting positive ions. 

The sulphates of the remaining alkali metals gave less evi- 
dence of the presence of impurities than did that of lithium. 
Thus the extreme variation of M for potassium sulphate was 
found to be from 35-5 to 37*0 during 60 hours of heating. None 
of the salts except lithium sulphate showed a double maximum 
in the magnetic field, although sodium sulphate and caesium 
sulphate both gave somewhat exceptional values on first heat- 
ing. This maybe due to the presence of foreign ions in in- 
sufficient amount to give rise to a distinct maximum. The 
initial values for sodium were rather high, indicating the 
presence of potassium. The exceptional value for caesium rests 
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only on one observation, and it is also uncertain owing to the 
small deflexions given by the relatively heavy ions from this 
substance. 'The completeness of the separation of the maxima 
in the case of lithium is, of course, favoured by the large dis- 
parity of atomic weights when compared with the other pairs 
of metals, as well as by the relative amount of impurity already 

alluded to. 

The final values of*//// and of IYI which were deduced from 
the positions of the maxima characteristic of the basic metal of 
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All the corresponding numbers in the last two columns differ 
by less than the possible experimental error, thus proving 
that the ions are atoms of the basic metal which have lost one 
electron. To be quite precise what is proved strictly is that: 
the ions are made up of n atoms which have lost n electrons; 
but it is extremely unlikely that n is different from unity. To 
extend the proof tests were made with sodium fluoride and 
sodium iodide as well as sodium sulphate. In each case the 
value of M agreed with the atomic weight of sodium to within 
5 per cent, which is about the accuracy claimed for the method 
used. Thus the acid constituent of the salt has no influence on 
the nature of the ions emitted by the salts of the alkali metals. 

Some salts of the alkaline earth metals have been examined 
by the writer 1 and an exhaustive investigation of this group 

1 «• Phil. Mai'.," Vol. XXII, p. 669 (xr >tx) ; Vol. XXVI, p. 452 (1913). 
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with one exception (p. 284), the only examples which have 
so far come to light of the existence of polyvalent positive 
ions. The theoretical value of M for Zn, is 65*4 and for 
Zn * f 3 2 7 - Values of M close to 65 have been obtained 1 for 
the ions emitted from ZnSt> 4 and ZuCl„ indicating that the 
ions from these salts are singly charged atoms, as in the cases 
already considered. The mean value of M for the ions from 
ZnIh‘.M on the other hand, has been found to he 50, and for 
Zn L, when first heated, four determinations by the quicker 
balance method gave values between 28*8 and 34*2. These 
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results point to the conclusion that the ions from the zinc 
haloids in general consist of a mixture of Zn { and Zn f , the 
proportion of Zn , , increasing with the atomic weight of the 
haloid constituent. The changes with the time which were 
noticed when a specimen of cadmium iodide was heated and 
tested by the balance method arc shown in Fig. 32. The 
values of M are indicated on the vertical scale and the dura- 
tion of heating on the horizontal scale. As the experiment 
progressed the emission at a constant temperature diminished ; 
so that the temperature had to be raised from time to time 
in order to obtain a convenient current. The corresponding 
1 Richardson, “ Phil. Mag.,” Vol. XXVI, p. 452 (19x3). 
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The experiments under consideration have afforded no evi- 
dence of the existence, in the positive emission from salts, of 
any ions which are not charged metallic atoms, either of the 
basic element of the salt or of one of the alkali metals present 
as an impurity. We have seen in the previous section that 
the emission of positive ions from hot salts may be greatly 
increased at a constant temperature by the presence of a small 
quantity of various gases under certain conditions. The 
question arises as to whether the ions emitted in a dilute 
gaseous atmosphere under such conditions are still metallic 
atoms or whether atoms or molecules of the surrounding gas 
do not now carry part of the current This question has 
been answered definitely in favour of the former alternative 
by some important experiments made by Davisson. 1 Using 
the slit method the value of M was measured for the ions 
given off by aluminium phosphate in hydrogen, air, and carbon 
dioxide, and by calcium sulphate in air. In each case ex- 
periments were made in a good vacuum and in the gases at 
various low pressures. The values of M were found to be 
independent of the nature and pressure of the gas until the 
pressures became so high that the collisions of the ions with 
the gas molecules caused serious deviations from the condi- 
tions required by the theory of the method of measurement. 
The limiting pressures were roughly : 0*05 mm. for C 0 2 , 
0*12 mm. for air, and 1*4 mm. for hydrogen, in the case of 
the Na + ions given off by aluminium phosphate. The interfer- 
ence of the gas increased with its density, as was to be ex- 
pected, and there was no evidence of the existence of any other 
effect of the gas on the value of M except that due to its 
mechanical interference with the motion of the ions. In ac- 
cordance with these principles also the effect of air in the case 
of the Ca + i ons from CaS 0 4 was less than that observed with 
the Na + ions from aluminium phosphate, on account of the 
greater mass of the calcium ions. 

The curves obtained with aluminium phosphate in hydro- 
gen at a pressure of about 1 millimetre are shown in Fig. 
33. The regularity and symmetry of these curves is strong 

1 Loc. cit., p. 145. 
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evidence as to the homogeneity of the ions. 1 he annus bidi 
cate the positions where maxima should appear Im ion , having 
values of M = i and M : 2 corresponding to 11 and ill,', 
respectively. Idle absence of these maxima dues nut Mippoji 
the conclusion drawn by Garrett which was referred to at tin 
beginning of this section. When salts arc* heated in a vac nun: 
there is usually an appreciable emission of pas. i he spent run; 
of this gas when an electrodeless discharge is passed throng!: 
it has been examined by Horton 1 in the cam- ot aluminium 
phosphate. All the lines except a lew taint ones which were 
unidentified were found to be attributable to either llg, If 



C, or O. A spectroscopic examination ot tin* ga>e. evolved 
by strontium chloride and strontium sulphate ha. been made 
by Davisson. " In each case only mercury and «. arbor* uni 
oxide lines were found Davisson measured tin* value ot M 
for the carriers of the positive emission simultano umly with 
the spectroscopic examination of the evolved g am On first 
heating SrS0 4 the value of M was found to correspond in 
K + . In all the other experiments the ton, were found in 
be Sr r There was no indication of the existence of Co, 
in any of the experiments. In another set of rxpniments 

1 “ Roy. Soc. Proc,, A.," Vol. I.XXXtV, y, yn imml. 

- Loc. cit., p. r.j.s 
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) a vi sson measured the positive thermionic emission and the 
miss I on of gas from strontium chloride simultaneously. Both 
missions varied in a fairly regular way with the time, but in 
n entirely independent manner, indicating that there was no 
lirect connexion between them. 

The measurements of ejm and of M which have been de- 
crib ed in this section all refer to ions which are emitted from 
alts by the action of heat alone, and regarding whose emission 
he ol octric fields employed play only a secondary role. In addi- 
ion. it is necessary to mention that Gehrcke and Reichenheim 1 
ave measured the corresponding quantities for the anode rays 
:om various salted anodes, whilst Knipp 2 has examined the 
atuve of the ions in the canal rays from a Wehnelt cathode, 
n both these cases it seems likely that the ions are liberated 
s a ^result of the complicated electrical actions occurring and 
hat the effects are of a character somewhat different from that 
f the: phenomena contemplated in the rest of this book. 

The Mobilities of Ions from Hot Salts. 

IVTeasurements of the mobilities of the ions, in air at at- 
mospheric pressure, drawn away from the haloid salts of zinc 
eat eel to a temperature of about 360° C. have been made by 
xarirett and Willows. 3 The method used was one originally 
evised by McClelland. 4 The following values of the 
nobility in cms. per sec. per volt cm." 1 were obtained for the 
•ositive ions: from ZnCl 2 , 0*0062; from ZnBr 2 , 0*0059; 
rom Znl 2 , 0*0057. Somewhat variable values were obtained 
nth the negative ions, the average for ZnCl 2 being about 0*02. 
Tie values for the positive ions are about 1/200 of the mo- 
bilities for X-ray ions in air at atmospheric pressure. This 
id i cates that the ions from salts are more complicated struc- 
tures. Since the measurements of ejm and of M have shown 
bat the positive ions when originally emitted consist of atoms 
rhich have lost either one or two electrons, it follows that the 

1 “ Phys. Zeits.,” Jahrg. 8, p. 724 (1907). 

2 “ Phil. Mag.,” Vol. XXII, p. 926 (1911). 

3 Ibid., Vol. VIII, p. 452 (1904). 

4 “ Camb. Phil. Proc.,” Vol. X, p. 241 (1899). 
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ions tested in these experiments must have I e< » une 1* «a< Irs i up 
with uueharped matter. In all ptobabdity this r. mast, tin* 
the most part of condense i salt vapours. it is tu hr re- 
membered that when the pas is in the tube in wlm h the mo- 
bilities are measured its temperature i . mueh lower than when 
it was in contact with tin* hot salt. The values tor the mu. 
bilities piven above are similar to those twun 1 bv Mi K ‘lehand 1 
for the ions in puses drawn away fr m dames and im am f .rent 
metals. 

A more complete inve.stipat ion alonp similar lines has Inru 
made by Moreau/” usinp a larpr number of salts o| the alkali 
metals. The supply o! salt was obtained by bubbler ; air 
throuph solutions of various streuptlm, 1 he air wa . then 
allowed to pass throuph a red-hot pun elain tube in which tin? 
salt became ioni/.cd. It then Unversed the space bet ween two 
co-axial cylindrical electn >des between which vaivinp potential 
differences were maintained. When the stream ot air flows at 
a known uniform rate a knowledpe ot the duuncaoim ot the 
cylindrical electrodes and ot the potential dittriemr ospined 
to drive all the ions ot piven sipn to the * eutial eln to <dr is 
sullicient to determine the molality. The unn.uioiimt . of 
tlie mobility were made alter t he air had travelled various df* 
lances (ran the hot p-aveluin tube; so that the tempeiafmr 
of the ionized air had dropped to various value , between t ; t\ 
and l/o The temperature of the tube in whi« li the ,alt 

was ionized was comparable with iuuo'U, T he* om vsif 1 af • >m. 
oi the salt vapours were taken to hi* ptopo* t juual to the 
strenpth . of the solutions throuph whit h the an use* made 
to bubble. In these experiments there is, ot' u*m ,e, a posit 
difference between tile temj*eratme at whi* li the ion-. air 
formed and that at which the various measurements uie 
made. 

Under conditions similar to those indicated, M*ireau rx 
amined several questions in addition to that ot the * Srprndrnce 
ol the mobility of the ions upon various fe tors. lhr-,!U|ius. 

1 Luc. Lit. 

y “Aim.de Humic rt l*hys lt “ June. ; *’ UaU. dr U s*^, n*.». rt Mr*l 
etc l’Uuc:M," vs. No. / ( itjuf*) ; t*„ No, .1 (mom 
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tioris include the relation between the quantity of ionization 
and the concentration and temperature of the salt vapour, and 
the rate of recombination of the ions at various low tempera- 
tures. Several of the most important conclusions drawn by 
Moreau from these experiments are enumerated in the follow- 
ing list : — 

I . The number of positive ions formed is equal to the 
number of negative. [This conclusion involves the assumption 
that the charges of the ions of opposite sign are equal ; strictly 
speaking, the equality demonstrated by the experiments is be- 
tween the total quantities of electricity of either sign liberated 
in the form of ions.] 

3. Assuming that the concentration of the salt vapour is 
proportional to that of the solution through which the air 
bubbles, the experiments show that the number of positive 
or negative ions formed varies as the square root of the con- 
centration of the salt vapour for a given salt at a given tem- 
pera, tu re. 

3 . The mobilities are different for the ions from different 
salts* but with the same salt the mobility of the negative ions 
is e:cqual to that of the positive ions. The mobilities diminish 
rapidly as the temperature of the stream of air is reduced. 
With the salts of the alkali metals the mobility of the ions 
varies inversely as the cube root of the concentration of the 
salt vapour, for a given salt at a given temperature. These 
sta.temen.ts are illustrated by the values of the mobilities in 
cm. sec . -1 per volt cm .*" 1 given in the following table: — 


Potassium Bromide . 


Temperature °C. 

170 

no 

100 

70 

30 

*5 

N 

0*42 

0*20 

0*15 

0*09 

0*046 

0*012 

N /4 

0*72 

o *35 

0'27 

0*16 

0*046 

0*026 

N/16 

°'95 

o *57 

o *35 

0*28 

0-083 

0*026 


Potassium Nitrate . 




Temperature °C. 

170 

no 

100 

70 

30 

15 

N 

o*2S 

0*14 

0*08 

0*09 

0*033 

0*012 

N/a 

o\S 1 

0*26 

0*17 

0*15 

0*033 

0*026 
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in a thin layer close to one of two parallel plates, and the 
currents are small compared with the saturation value, the 
mobility k of the ions may be obtained from the equation 

k = 

9V 2 ' vaj 

where V is the potential difference and l the distance between 
the plates, and i is the current. This method has been used 
by Garrett 1 to measure the mobilities of both positive and 
negative ions from a number of salts at comparatively low 
pressuies. Some of the values of k thus obtained are given 
in the following tables : — 




Positive Ions in Air at 

215 0 

C. 



Pressure P ~ - 

(mms. of mercury). 2 * 

Bil«. 


Pblo. 


Cdl 2 . 

k x P. 
for Bil«. 

10 

°’°55 

o*o6 


0*061 


0*12 


0*60 

15 

— 

0*055 


0*054 


— 


0*825 

20 

0*044 

— 


— 


— 




25 

— 

0*041 


0*036 


0*087 


1*025 

30 

0*035 

— 


— 


0*073 


— 

35 

— 

0*032 


0*032 




1*120 

40 

0*031 

0*03 


— 


— 


1*20 

45 

— 

0*027 


0*025 


0*06 


1*215 

50 

0*024 

0*023 


— 


— 


1*15 

55 

— 

— 


0*021 


— 



60 

0*022 

— 


— 


— 


— 

70 

— 

0*014 


— 


0*05 


0*980 

go 

— 

o*oog 


— 


— 


0*810 



Negative Ions in 

Air at 

215 0 

C. 



Pressure P 7 r 

(mms. of mercury). z ' ni 2* 

Calo. 


BslIq. 

P x k 
for Znlo 



IO 

x*°5 

1*10 


i*ii 


10*5 



20 

— 

— 


0*74 


— 



30 

0*56 

0*56 




16*80 



35 

— 

— 


°’45 


— 



40 

0*42 

0*33 


— 


16*80 



50 

0*35 

0*22 


— 


17*50 



60 

— 

0*2 


0*29 


— 



80 

0*21 

— 


— 


16*80 



In these experiments the air in which the mobilities were 
measured was at the same temperature as the salt which caused 
the ionization. Unless the structure of the ions changes 
with the pressure of the gas the product of the mobility by 
the pressure should be independent of the pressure. 2 The 
last column in each table shows that this is approximately 
satisfied except at the lowest pressures. The value of the 


1 “ Phil. Mag.,” Vol. XIII, p. 739 (1907). 

2 Cf, Langevin, “ Annales de Chim. et de Phys.,” Vol. XXVII, p. 28 (1903) J 

O. W. Richardson, “ Phil. Mag.,” Vol. X, p. 177 (1905). # 
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roduct is also of the same order of magnitude as that given 
7 the results of Garrett and Willows’ experiments at atmos- 
leric pressure in corresponding cases. This shows that the 
ructure of the ions does not change much from atmospheric 
essure down to the pressures used in these experiments, 
arrett also found that the mobilities of the ions from Cdl 2 , 
il 2 , Pbl 2 , and Bil 2 , at pressures between 10 and 25 mm., 



Fig. 34. 

reased rapidly as the temperature was increased from 185 
2 1 5° C. 

Experiments on the positive ions from aluminium phos- 
ite in H 2 , CH 4 , air, C 0 2 , and S 0 2 have been carried down 
nuch lower pressures by Todd, 1 who measured the mobilities 
a modification of Langevin’s 2 method. The values of the 
duct mobility x pressure given by these experiments are 

1 “ Phil. Mag.,” Vol. XXII, p. 791 (igir). 

3 “ Annales de Chim. et de Phys.,” Vol. XXVIII, p. 289 (1903). 
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hibited by the curves in Fig. 34. The value of the product 
much larger than in the cases hitherto dealt with, probably 
ring to the high temperature of the salt With each gas 
- product is practically constant at the higher pressures until 
certain critical pressure is reached, beyond which any further 
iuction in the pressure causes an enormous increase in the 
oduct. At these pressures the complex structures present 
higher pressures evidently begin to dissociate. The values 
the product for the higher pressures were much the same 
those for X-ray ions in the corresponding gases at atmos- 
eric pressure. This agreement is probably fortuitous as the 
lues of the product, at any rate in othej similar cases, de- 
ncl very much on the temperature of the gas and of the hot 
It. In the case of hydrogen there is an indication of ap- 
oach to a new constant value of k x P at the lowest pres- 
res. Something of this sort is to be expected in all gases, 
ice the experiments described in the last section have shown 
at the ions at these lower pressures are charged metallic 
oms ; so that there can be no further simplification in struc- 
re after this stage is reached. When water vapour was 
esent the values of the mobilities at low pressures were 
Lind by Todd to be abnormal. 

General Considerations. 

The measurements of the electric atomic weights of the 
>sitive ions emitted by heated salts abundantly prove that 
e chief process concerned in the liberation of the ions con- 
its of a decomposition accompanied by the emission of 
►sitively charged metallic atoms. This decomposition may 
different cases be that of the salt which forms the bulk of 
e specimen under examination or that of some intermediate 
dy whose formation is accompanied by little or no emission, 
it may be that of some other salt, or of an intermediate 
oduct arising from such salt, which is present as an impurity 
the specimen. The fact that complex changes of the emis- 
)n with time have usually been observed when salts are 
:ated indicates that the intervention of an intermediate body 
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ry general feature of the phenomena. The only case 
:h there is no clear evidence of the existence of a time 
is that of cadmium iodide in the absence of water vapour 
was studied by Kalandyk (p. 264). Even here it is not 
tely certain that the whole of the initial rise was due to 
ie necessary for the vapours to acquire a steady condition 
space between the electrodes by diffusion ; but if this 
litted it would appear that this case affords the only 
»Ie of the primary decomposition of the principal salt 
r which has so far been observed. 

e important, and often predominant, part played by 
ties in the case of many salts has frequently been de- 
rated. Among the most convincing cases that of 
1 sulphate discussed on p. 279 and that of aluminium 
late may be mentioned. Ordinary laboratory specimens 
ure” aluminium phosphate have been found to vary 
/ in their emissive power. Thus Sir J. J. Thomson 1 
a specimen of this salt to be much more active than any 
rge number of other salts which he tried, whilst a speci- 
xamined by the writer 2 did not appear to be remark- 
1 this respect. In the belief that the activity of this 
nee is mainly attributable to the presence of alkaline 
ties the writer 3 prepared a specimen of aluminium 
late which one would expect to be comparatively free 
>uch contamination by using only the materials alu- 
n chloride, phosphorus pentoxide, ammonia, and water, 
which had previously undergone distillation. As was 
:ed this preparation gave a very small positive emission, 
heating for a few minutes the emission was only about 
part of that from Kahlbaum’s “ pure ” aluminium 
bate under similar conditions. This result has been 
ned by Horton. 4 By measurements of the electric 
: weights Davisson 5 has shown that the positive ions 
off by the commercial “pure” aluminium phosphate 


“Camb. Phil. Proc. 5 ” Vol. XIV, p. 105 (1907). 

“ Phil. Mag.,” Vol. XXII, p. 698 (1911). s Loc. cit. 

‘Roy. Soc. Proc., A.,” Vol. LXXXVIII, p. 117 (1913). 

“ Phil. Mag.,” Vol. XXIII, p. 144 (1912). 
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sted at first of K + . These were followed later by Na^_ 
1 formed the bulk of the emission. The presence of 
im was also detected by the spectroscope whilst its dis- 
arance when the emission has decayed to a small value 
>een demonstrated in the same way by Horton. 1 The 
don from the specially pure aluminium phosphate after 
ng for a short time is so small that it is perhaps question- 
whether it is not attributable to the underlying platinum, 
'Ugh Davisson- obtained indications of All. by measur- 
he atomic weight of the carriers. Another case which 
rates the importance of looking out for the presence of 
ine contaminants is that of cadmium iodide considered 
283. Emissions which are conditioned mainly by the 
nee of impurities are apt to decay much more rapidly 
those from substances like the involatile alkaline salts, 
e the role played by impurities is of a subordinate char- 
. This is well shown by the following table of the 
:nts from various substances, after heating for different 
s at 1190° C., given by Horton: — 3 




Positive Emission (i = io -S 

Ampere). 


Substance. 

At Start. 

1 Min. 

3 Mins. 

10 Mins. 

50 Mins. 

100 Mins. 

um .... 

183 

18*0 

6*9 

2’5 

174 

I- 2 4 

iluminium phosphate 

2040 

201 

37 

18 

5*6 

3-6 

tn phosphate , 

2550 

3350 

4430 

5650 

37 50 

1600 

m pyrophosphate 
e aluminium phos- 

33*50 

5220 

5600 

5270 

2400 

940 

hate 

7560 

3220 

1450 

250 

59 

32 


n the foregoing treatment the increase of positive emission 
rising gas pressure which is observed when a number of 
are heated on strips of metal has been attributed to a 
lanical action of the gas in interfering with the escape of 
latile ionizable product from the neighbourhood of the hot 
le. In view of the complexity of the phenomena observed 
iseous atmospheres, and since this suggestion offers only 
rtial explanation of the observed facts, it seems desirable 
briefly to consider some of the other views which have 
put forward to account for this effect Garrett 4 suggested 
the increased currents might be due to the action of neutral 

Phil. Mag.,” Vol. XXII, p. 698 (19x1). 

2 Ibid,, Vol. XXIII, p. 144 (1912). 

4 “Phil. Mag.,” Vol. XX, p. 573 (1910). 


3 Loe. cit. 
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ensure, particularly in the case of hydrogen, the presence of 
a sufficiently large additional emission due to the gas at 
pressures so low that the method of measurement worked 
satisfactorily. Moreover, the deviations at high pressures in 
the apparent values of ejvi are exactly such as would be ex- 
pected from the mechanical interference of the gas molecules, 
and there is no indication of a specific influence of the gas on 
the nature of the emitted ions. No doubt the point is an 
extremely difficult one to decide with certainty, but it seems 
to tlie writer that the balance of evidence is definitely against 
the view that any considerable proportion even of the increased 
emission observed when salts are heated on strips of metal in 
a gaseous atmosphere at a low pressure is carried by charged 
atoms or molecules of gas. There is no doubt that the positive 
ions emitted by salts heated in a vacuum are not of this 
character. It is quite possible, and indeed rather likely, that 
when salts are heated in a gaseous atmosphere such ions are 
liberated at the hot electrode to some extent, but the experi- 
ments seem to show that if they exist they form an insignifi- 
cant proportion of the total electrical emission. This part of 
the current would be expected to be most important at high 
pressures. Unfortunately it is only at low pressures that the 
nature of the original ions is discoverable by direct experi- 
ment. 

The only experiments which have been made on the 
kinetic energy of the ions emitted by hot salts are some by 
F. C. Brown 1 who used ordinary “pure” aluminium phos- 
phate. These show that the kinetic energy has the same 
value and mode of distribution as that of the ions emitted by 
hot metals. 

A comparison of the results of this chapter with those de- 
scribed in the two chapters preceding shows that there is an 
exceedingly close parallelism between the emission of ions 
from salts and from freshly heated metal wires. This paral- 
lelism is not merely one which affects the more general pheno- 
mena which characterize the two emissions, such as the typical 


1 “ Phil. Mag. ” Vol. XVIII, p. 663 (1909). 
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lations between current and potential difference or current 
id temperature, and the charges and kinetic energies of the 
ns, but it is one which often extends in a very surprising 
ly into the minute details of the two groups of phenomena. 
Inis the peculiar time changes when salts are first heated and 
e changes in the currents from salts due to a sudden alteration 
the applied potential difference are very similar to effects 
liich have often been observed with newly heated metals. 

. both cases, in the majority of instances, the ions emitted 
>ssess electric atomic weights corresponding to potassium or 
dium. One might be tempted to infer from this that the 
bets exhibited by metals arise from alkaline saline impurities ; 
it such a conclusion cannot be considered to rest on a sub* 
mtial foundation since the alkaline elements if dissolved or 
oyed with the metals might give rise to effects similar to 
ose caused by their salts. The positive emission from fresh 
res is certainly not attributable to superficial saline impurities 
erely, since the most drastic treatment ot the surface with 
ids, including* hydrofluoric acid, fails to remove it. 1’erhaps 
e most noticeable difference between the emission from salts 
d that from fresh metals is the absence in the latter case of t he 
spouse of current to change of pressure observe* 1 when salts 
£ heated on metal strips. This would be expected if the 
saline atoms are completely ionized when emitted from metals, 
id, of course, the difference could be accounted for in a 
unber of other ways. A surprising* feature* which the two 
oups of phenomena have in common is the way In which ions 
lose electric atomic weights correspond to K and Na„ t . turn 
> when the treatment would have led one to anticipate ions 
rived from one of the commoner gases. 

So far as the relative efficiency of different, salts in emitting 
is when they are heated is concerned, it is clear that the dr- 
-e of electropositiveness of the metallic constituent is a most 
portant factor. The writer’s experience is that the salts of 
- alkali metals arc the leaders in this kind of activity, the 
mparative efficiency of the metals within this group inercas- 
J with increasing atomic weight. Superficially, at any rate, 
would appear that volatility in salts is a factor conducive to 
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:ation ; at any rate, a number of volatile salts, including 
haloid compounds of zinc and cadmium, are notable in 
respect. There does not appear to be any very close 
Lexion between the emission of positive ions from heated 
and the ionization of these salts in aqueous solution, as 
solutions of the haloid salts of cadmium are distinguished 
their relatively low electrical conductivity. Salts like 
linium phosphate which, though inactive if pure, generally 
: ions owing to the presence of some impurity, often seem 
ive rise to effects larger than would be expected from the 
ire and amount of the impurity present. It may be that 
activity of a given salt is increased, if equal quantities are 
pared, when a given amount of it is disseminated through- 
a relatively large quantity of an inactive diluent. Such 
:ffect would be similar to the effect of mixtures of salts in 
itating phosphorescence. 


CHAPTER IX. 

IONIZATION AND CHEMICAL ACTION. 

S difficulty, already alluded to, which frequently occurs 
n we attempt to discriminate between chemical and ther- 
action as the cause of ionization, suggests the propriety of 
ng this volume with a brief account of a number of inter- 
Lg cases of gaseous ionization whose origin has generally, 
t least frequently, been assigned to chemical action. Such 
lomena have been known for over a century. Pouillet , 1 
example, observed that the air in the neighbourhood of a 
ling carbon rod acquired a positive charge whilst the rod 
f became negatively charged. A jet of burning hydrogen 
also found to be negatively charged, the surrounding air 
g positively charged. Similar effects with burning coal 
i recorded by Lavoisier and Laplace . 2 It seems likely that 
e effects are due to the high temperature of the materials 
er than to the chemical actions taking place, although il is 
.aps rash to hazard such an opinion in default of a more 
rate investigation, such as the phenomena seem to merit. 
Lavoisier and Laplace 3 also discovered that when iron is 
Dived in sulphuric acid the hydrogen evolved contains a 
5 excess of positive electrification. It has since been found 
the gases liberated by chemical or electrolytic action from 
tions almost invariably exhibit electrical conductivity. 
>e effects have been investigated by En wright , 4 Towns- 


1 Ann.,” Vol. II, pp. 422, 426. 

2 “Phil. Trans.,” 17S2. 

:J ‘ £ Memoires de l’Acadgmie des Sciences,” 782. 

4 “ Phil. Mag.,” (5), Vol. XXIX, p. 56 (1890). 
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Kosters, 2 H. A. Wilson, 3 Meissner, 4 Bloch, 5 Reboul, 6 and 
oglie and Brizard. 7 The ions present in these gases are 
s of considerable size. Thus Townsend found that their 
ities in an electric field were only about 10" 4 of those of 
tgen ray ions in air under similar conditions as to pres- 
and temperature. When the gases liberated by elec- 
sis were passed into a vessel containing water vapour, a 
: cloud was formed whose weight was proportional to the 
e in the gas. By measuring the rate of fall of such a 
under gravity, together with a knowledge of the weight 
Le cloud and of the magnitude of the electric charge 
lit in it, Townsend was able to determine the charge e 
ese ions. The value found was S’l x io~ 10 E.S.U. in 
lent agreement with the value found subsequently for the 
sponding quantity for gaseous ions from other sources. 

1 all these cases of the presence of ions in the gases liber- 
by the electrolysis of liquids and by chemical actions in 
vet way, the effects are undoubtedly complicated by the 
-rence of ionization due to bubbling and splashing. In 
the recent experiments of Bloch s and of de Broglie and 
Li*d 9 seem to show that the ions arise entirely from the 
n of the bubbles of gas in bursting through the surface of 
Iquicl. Thus Bloch found that if the surface of the liquid 
covered with a layer of benzene or of a number of other 
ds, the conductivity of the liberated gas disappeared com- 
:ly. Further information about the experiments which 
been made on the electrification caused by bubbling and 
ihing may be found in J. J. Thomson s “ Conduction of 
tricity through Gases,” 2nd edition, page 427, and in the 
wing papers : — 

“ Camb. Phil. Proc.,” Vol. IX, p. 345 (1897); “ P hil - Ma S* ” fc). VoL XLV ’ 

; (1898) ; “ Camb. Phil. Proc.,” Vol. X, p. 52 (1899). 

“ Wied. Ann.,” Vol. LXIX, p. 12 (1899). 

“ Phil. Mag.,” (5), Vol. XLV, p. 454 (1898). 

“ Jahresber. fur Chemie,” 1863, p. 126. 

“ Ann. de Chimie et de Phys.,” (8), Vol. IV, p. 25 (1905) 1 “ C.R.,” Vol 
IX, p. 278 (1909) ; ibid., Vol. CL, pp. 694 and 969 (igio). 

Ibid., Vol. CXLIX, p. no (1909); Vol. CLII, p. 1660 (1911). 

Ibid., Vol. CXLIX, p. 924 (x 9 o 9 ); Vol. CL, p. 916 (i9io); Vol. CLII, 

Ibid., Vol. CL, p. 694 (1910)- S Ibid -’ p - 969 (l9I0) ‘ 
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Lenard, “ Wied. Ann.” Vol. XT -VI, p. 584 (1892) ; Lord 
dvin, “Roy. Soc. Proc./’ Vol. LVII, p. 335 ( r ^94); ]• J. 
Lomson, “ Phil. Mag. ” (5), Vol. XXXVII, p. 341 (1894); 
rd Kelvin, Maclean and Galt, “ Phil. Trans., A.” (1898); 
)sters, “ Wied. Ann.,” Vol. XLIX, p. 12 (1899) I Kachler, 
\nn. der Phys.” Vol. XII, p. riiQ (1903); Asclmann, 
Vnn. der Phys.,” Vol. XIX, p. 960 (1906). 

Air which has been drawn over phosphorus is capable of 
charging both positively and negatively electrified con- 
ctors. This was first noticed by M attend. 1 The pheno- 
mon has since been investigated by Naccarig Lister and 
:itel, 3 Shelford Bidwell/ 1 Barns , l * Schmidt, 0 Harms, 7 Goekel 8 
d Bloch. 9 Barns noticed that the phosphorized air very 
tdily formed clouds in a moist atmosphere. .Both Bloch and 
irms found that the currents through phosphorized air could 
saturated if sufficiently large electromotive forces were ap- 
ed. Bloch determined the mobility and the coefficient of 
:ombination of the ions and found that both these quantities 
re only about one-thousandth part of the corresponding 
antities for X-ray ions. The ions in phosphorized air are 
.is comparatively large structures and are probably loaded up 
th the compounds of phosphorus formed during the reaction, 
th Bloch and Harms found that the number of ions formed 
s small compared with the number of molecules of oxygen 
lich combined with the phosphorus. Barns showed that no 
is are formed when chemically inactive gases such as hy« 
?gen are passed over phosphorus, and leister and Geitel 
Dwed that the ionization which occurs when air is passed 
2r heated sulphur is small compared with that which arises 
ring the slow oxidation of phosphorus. These experiments 
dw that the ionization of phosphorized air is intimately 

1 “ Encyclopaedia Britt,” Vol. VIII, p. ()?;> (1855 edition). 
u “ Atti della Scicnzi do Torino,” Vol. XXV, p. 25:; (1890). 

“ Wied. Ann.,” Vol. XXXIX, p. 321 (iKgo). 

4 “ Nature,” Vol. XLIX, p. 21 (1893). 

f ’“ Experiments with Ionized Air,” by C. Bams (Washington, iqoi). 
f * “ Ann. der Phys.,” Vol. X, p. 70.J (0)03). 

7 “ Physik. Zeits.,” 3 jahrg., p. in (1902). 

* Ibid., 4 Jalirg. (1903). 

1,41 Ann. de Chimie et do Physique,” (8), Vol. IV., p. 25 (T905). 
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ted with the chemical action and is probably directly 
by it. However, the slow oxidation of phosphorus is 
ional when compared with most chemical reactions at 
nperatures, inasmuch as it is accompanied by the emis- 
light. It seems probable that both the ionization and 
ission of light are direct and simultaneous consequences 
chemical reaction, but the possibility that the ionization 
adirect photoelectric effect due to the action of the light 
i does not seem to be altogether excluded, 
other case of ionization, apparently caused by chemical 
in which phosphorus takes part has been observed by 
iter. 1 At about 600 C. platinum reacts energetically 
hosphorus vapour. During the occurrence of the re- 
the platinum emits positive but not negative ions, 
platinum has been left cold in contact with phosphorus 
, a vigorous emission of positive ions takes place when 
2tal is heated subsequently. This decays at constant 
-ature like the positive emission from new wires. Over- 
l the wire was found to reduce the emission at the pre- 
emperature temporarily. There was some recovery at 
at temperature from the reduction due to overheating 
was subsequently followed by the general decay at 
at temperature already referred to. These phenomena 
t that the emission involves two distinct processes 
rates are altered to different extents when the tempera- 
changed. Increasing the temperature appears to re- 
he quantity of the substance which immediately gives 
the emission of the ions without destroying the parent 
ice to an equal extent. Similar changes due to sudden 
lances of the temperature have been found to character- 
emission of ions from heated salts (see p. 266). In 
;ases, though not invariably, the effect shown by salts 
ie opposite sense to that just referred to. Thus when 
1 phosphate or sodium sulphate was overheated, the 
an at the original lower temperature was found tem- 
y to be increased. 

1 0 . W. Richardson, “ Phil. Mag.,” (6), Vol. IX, p. 407 (1905). 
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The ionization, discovered by Le Bon, 1 which accompanies 
: hydration and dehydration of certain crystals has fre- 
;ntly been attributed to chemical action. The case which 
attracted most attention is that of quinine sulphate. This 
stance, when allowed to cool after heating to a certain 
h temperature, phosphoresces and causes the surrounding 
to become conducting. Miss Gates 2 * showed that the 
ization was not caused by rays capable of penetrating the 
mest aluminium foil. She also found that the current from 
salt was greater when it was positively than when it was 
natively charged and that the hydration of a given amount 
salt caused a greater conductivity than the dehydration, 
ese results were confirmed by Kalaehne, 8 who concluded, in 
lition, that the hydration of a given amount of the salt at a 
;d temperature liberated a constant quantity of electricity 
ependently of the rate of hydration, although the actual 
:antaneous currents depend very considerably on the rate 
Lydration. Recent experiments by de Broglie and Brizard 4 
•gest that in all these cases the ionization is only an indirect 
set of the absorption or liberation of water vapour. Both 
ionization and the luminosity observed with the sulphates 
quinine and cinchonine seem to be due to minute sparks 
sing from the triboluminescence of the crystals of these 
(stances which takes place during hydration and dehydra- 
i. Although it is almost impossible to saturate the currents 
m these substances the ions have a high coefficient of 
:ombination. Both the ionization and the scintillations 
rease as the pressure is reduced from atmospheric. 

We have seen (p. 219) that the evidence is quite con- 
sive that the large emission of positive ions from freshly 
ted wires is not directly caused by chemical action between 
hot wires and surrounding gases. This is clear since the 
:cts are shown as well in a good vacuum as in a gaseous 
losphere and by platinum when surrounded by gases to 

1 “ C.R.,” Vol. CXXX, p. 891 (igoo). 

2 “ Phys. Rev.,” Vo). XVIII, p. r 35 (igo 4 ). 

3,1 Ann. der Phys.,” Vol. XVIII, p. 450 (1905). 

J “C.R.,” Vol. CLII, p. 136 (1911). 
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it is believed to be chemically indifferent as by other 
3 when heated in various gases with which they react 
stically. Indeed, Strutt's experiments (p. 205) led him 
i conclusion that oxidation and reduction by gases were 
lurable to the emission rather than otherwise. These 
do not preclude the hypothesis that this emission is a 
consequence of chemical reactions affecting alkaline 
ninants present in the metals. In fact, the changes in 
mission with time at constant temperature and after 
n changes in such factors as the temperature and volt- 
hicb govern the equilibrium conditions definitely suggest 
his emission is affected, directly or indirectly, by chem- 
langes. On the other hand, everything points to such 
es being of an obscure character and nothing is de- 
y known either as to what the chemical changes are or 
the way in which they affect the emission, 
le results referred to do not prove that an emission ot 
lay not occur as a consequence of chemical action be- 
metals and surrounding gases. They only show that 
of this kind, such as have so far been looked for, are 
in comparison with the large positive emission from new 
There is, in fact, quite definite experimental evidence 
, on a superficial examination at any rate, suggests that 
mission of ions can occur as a direct result of chemical 
between metals and surrounding gases. Thus Cam- 
found an emission of positive ions when copper com- 
with oxygen or chlorine. In a later paper 2 he deter- 
the mobilities of these ions and found they were 
rely heavy bodies, probably composed of copper oxide, 
mission during the oxidation of copper has been confirmed 
emensiewicz, 8 who showed that it was small compared 
the initial effect. He also found a similar effect 
oxidized copper was reduced in hydrogen. The 
tion and subsequent reduction of both tungsten and 
wires were also examined. Tungsten gave larger 

Atti di Torino,” Vol. XLII; “N. Cim.,” (5), Vol. XIII, p. 183 (1907)* 

Mti di Torino,” Vol. XLVJ, p. 180 (1911). 

Ajnn. der Physik,” (4), Vol. XXXVI, p. 805 (ign). 
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and iron much smaller cherts than copper. Klemensn wic/, 
also investigated the reversible oxidation and deoxidation 
of palladium and iridium, but was unable to detect the 
emission of either positive or negative ions, it is neces- 
sary to be rather cautious in the interpretation ut the results 
of these experiments. In the writer’s opinion it is. not certain 
that the obvious conclusion that the emission is. a direct con- 
sequence of the chemical action is the correct one. We have 
seen that it is often quite difficult to pet rid ot the last, traces 
of the “ initial emission/’ and even when this appears to have 
been, accomplished what seem to be quite trivial thungesiu the 
conditions of the experiment will frequently revive the emit- 
ting substance to a considerable extern! isee p. cue). 1 bus to 
make sure that the effects under discussion art* really direct 
chemical effects it is at least necessary to main* sure that the 
emission can be repeatedly obtained from the same material 
without diminution, under given conditions. So tar this test 
does not; seem to have been made. 

We have seen (p, 230) that the steady positive emission 
from platinum in an atmo .plurre of various gases under;** ies 
a temporary increase when the composition oi the pa- is 
changed. If this increase were confined to r ases in which th * 
gases interchanged had considerable chemical affinity tor eat h 
other, like oxygen ami hydrogen, one would he* tempted 
attribute it to a reaction between the gases in the .unlace 
layers of the metal. Such a view seems impossible, ho a ever, 
when we roc* 'licet that this effect has been observed when the 
chemically inert gas helium is introduced/ It would In* in- 
teresting to see if the increase occurred if pure helium were 
replaced by pure argon or vice versa. 

The part played by chemical action in connection with the 
ionization from hot salts has already been considered at some 
length in Chapter VIII, and there does not seem to he any 
thing to add to the discussion there given. In fart, it is diffi- 
cult to advance beyond the generalities already discus rd, 
since there is no definite information either as to what the 
chemical reactions in question are, or as to how they ailed 
1 lvidi. nelson, “ Phil. Tians., A., 9 ’ Vol. CCVIf r \\ 1 
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the ionization. The action of hydrogen on BaS 0 4 considered 
oh p. 275 appears to a certain extent to furnish an exception 
to this statement 

Emission of Electrons under the Influence of 
Chemical Action. 

The effects considered so far are noteworthy in two re- 
spects. In the first place, the emitted ions are of atomic or 
greater magnitude. There is no evidence of the emission of 
electrons as a result of any of these actions. In fact, in nearly 
every case in which the chemical origin of the ionization is 
not extremely doubtful, only positive ions are emitted. In 
the second place, we have seen that it is very questionable 
whether many of these affects can be considered a direct re- 
sult of chemical action at all. The cases in which the con- 
nexion between ionization and chemical action appears to be 
most intimate are furnished by the oxidation of phosphorus, 
the action of phosphorus on platinum and the emission of ions 
from heated salts. Certain types of chemical action resulting 
in the liberation of electrons were first examined by Reboul 1 
who investigated the following reactions : the oxidation of 
amalgamated aluminium and of sodium and potassium by 
moist air, the action of H 2 S on silver and on the alkali metals, 
the action of C 0 2 on the alkalies and that of nitrous fumes on 
copper. In all these cases ionization was observed when the 
various reagents were attacked at the ordinary laboratory tem- 
perature by the gases referred to, and in most cases more nega- 
tive than positive ions were apparently emitted. In some of 
these cases it is doubtful whether ionization occurs unless the 
reaction is allowed to proceed with sufficient vigour to raise 
the temperature considerably, or until it has gone on long 
enough to form a layer of the products of the reaction over 
the surface of the liquid or solid reagent. Thus some of the 
effects observed are probably to be attributed to thermal emis- 
sion or to electrical effects arising from bubbling in, or fracture 
of, the layer in question. 

1 “ C.R.,” Vol. CXLIX, p. no (1909) ; Vol. CLII, p. 1660 (1911). 
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Experiments which are not open to these objections, or at 
:ast not obviously open to them, have been made by Haber 
id Just . 1 These authors investigated the action of one or 
tore of the following gases or vapours, viz. : H a O, COCL, 
SC 1 2 , HC1, 0 2 , Cl 2 , Br 2 , and L on various dilute amalgams 
r the alkali metals, on caesium, and on the liquid alloy 
: sodium and potassium. The experiments were made by 
lowing a fine stream or jet of the liquid reagent to flow 
ito a dilute atmosphere of the gas. The current was then 
easured which passed from the jet to a surrounding cylindri- 
.1 electrode under various conditions. Many of the expon- 
ents were made with the atmosphere of gas or vapour at a 
try low pressure and the jet or stream of drops was made to 
iw so fast that no observable tarnishing of the metal surface 
>uld be detected. The thickness of the layer of salt formed 
i one of the drops in an atmosphere of bromine in which an 
lergetic electrical emission occurred is estimated by the 
ithors as 3 x io “ 7 cm. It was thus not more than a few 
olecules thick. 

All the reactions referred to caused an emission of nega- 
te electricity from the metal but there was no positive 
nission when the reactions occurred at room temperatures, 
xperiments with the alloy of sodium and potassium at low 
•essures showed that the current was stopped by a magnetic 
dd ; thus proving that the carriers of the discharge when 
st liberated from the reacting metal arc* electrons. This 
feet of a magnetic field disappears at higher pressures, prob- 
>ly owing to the electrons combining with the molecules of 
e gas. No emission from a jet of sodium potassium alloy 
uld be detected in an atmosphere of hydrogen or of nitrogen, 
lis result is not in agreement with a previous observation by 
J. Thomson 2 who found an emission of electrons when hy- 
ogen was admitted to the alloy of sodium and potassium, 
le discrepancy could be reconciled if the hydrogen used by 
lomson were not entirely free from moisture. In many of 

1 “Ann. der Phys.,” Vol. XXX, p. A ri (icjoc,) ; ibid., Vol. XXXVI, p. ■*„« 
ii); “Zeits. f. Elektrochemie,” Vol. XVI, p. 275 (u)io). 

2 “ Phil. Mag.,” (6), Vol. X, p. 584 (UJ05). 
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*se cases the number of electrons emitted is very consider- 
le in proportion to the amount of chemical action occurring, 
a particular case in which the alloy of sodium and potassium 
is attacked by carbonyl chloride Haber and Just estimate 
it one electron was emitted for every 1600 molecules of salt 
rmed, approximately. The negative ions given off by the 
lalgams of the alkali metals are apparently not electrons, as 
e currents from these bodies were unaffected by a magnetic 
Id. In some of the reactions the electrons were found to be 
litted with sufficient kinetic energy to charge up the neigh- 
airing silver electrode even when they had to travel against 
small opposing electric field. Thus with COCl 2 and NaK 
oy, the silver plate was found to charge up by amounts 
rying from 0*7 to i*2 volts negative to the alloy. When 
iine reacted with the alloy, however, at least 1 *3 volts 
celerating potential difference was necessary to obtain an 
ipreciable current In the case of caesium the corresponding 
ergies were somewhat greater in every case. Thus with 
3 C 1 2 the electrode charged up to - 1 *6 volts, with Br 2 to 
1*0 volt, and with iodine an accelerating potential differ- 
L ce of only 0*4 volt was necessary to detect the emission. 

The maximum potentials obtained in the way just indi- 
ted do not, unfortunately, enable us to deduce the maximum 
netic energies with which the electrons are liberated by the 
.emical action, as no attempt has been made in the experi- 
ents referred to to correct for the effect of the contact dif- 
rence of potential between the emitting metal and the 
ceiving electrode. This contact difference of potential causes 
1 electric field which affects the motion of the electrons in the 
•ace between the electrodes, but it does not affect the instru- 
ents used to measure the potential difference between the 
tetrodes during the experiments. The allowance to be made 
r this is uncertain. Sodium potassium alloy is several volts 
ectropositive to clean silver, and if this full potential differ- 
tee were operative possibly as much as 3 volts would have 
be added to the numbers given above. On this assumption 
,e maximum emission energies in equivalent volts would be 
follows: For NaK alloy and COCl 2 from 37 to 4 * 2 , NaK 


jio l-MISSlt »A r < A7 /•'< 7V| 7< 7 /* T i 'tit ! 7 /:< ' 1' A\ »/ / AW 

alloy and Br„ about ;po, NaK alloy and L 1 *;\ c’s and (’( H I, 
4*6, Cs and Bin 4 *o, and (N and h. e*o. On tin* other hand, if 
Bie silver had been splashed with the alloy, a not impossible 
continyeney in experiments of tins character, the effective con- 
tact potential diflrmu'c* iniyht lie anywhere* between tlu* full 
value and zero, dims all it .rents leyitimatr to a .’-umr hom 
these numbers is that the maximum k indie eneryv oj tlu* 
electrons liberated by tlu* action of t \ Kd. ; on sodium pot ,ium 
alloy lice; between tlu* limits o*;* and 4*7 equivalent \oh ; with 
a similar possible ranye ot uncertainty in the values tor the 
other reactions. 

Measurements ot maximum potentials in tin * wav are also 
open to another objection. It” the emi .ion velocities extend 
from zero to infinity, as in the case of thermionic riot tson ,, %u« h 
hdnitmy; potentials have no definite meaniny as they indicate 
merely the stays* at which the ehs iron etui - .ion eunvut i . so 
attenuated by the retardiuy effect of tlu* oppoduy \o!taye that 
it just compensates the current due to the \41ious Irakayr 
effects which ran m*ver hi* entirely yot rid oh It, however, 
there wen* a definite limitiny velocity as in the plu 4* n-!e* trie 
rase this objection would not apply. 

In the last lew year; 1 I have drvotrd a cow IderalsV 
amount of attention to the experimental invediyatiou ot these 
phenomena aiul have, to a certain extent, an » rrded in re. 
dueiuy them to a quantitive basis. Most ot tin* experiment-, 
were made with a liquid alloy ot sodium and pot a ,sium haviuy 
the composition NaK a . I he ; pises used, arrawp d in what 
appears to lie the order of their activity, were Mdoiiue 1 4 
earlxmyl chloride KICK 4 , , s water vapour 1 1 < > , hvdro Irion* 
acid fllCdj and air. No emission of electrons was o}> ,rt vrd 
hi dry air. The liquid alloy was allowed to il.»w down a 
vertical tube and fell in a stream of small drops about *, mms. 
in diameter from a minute orifice at the ventre ot a an round 
iny; spherical or cylindrical metal elect rode, These wnr 
suitably mounted in an (exhausted ylass vt*sse! widt h wa . filled 
with the active yns at a low pressure. It was not possible to 
measure tlu* pressure of the active yas but it was probably lr-,s 
1 " Phil. Tram... A./’ Vol. t'CXXli, ft. 1 (nj/ti. 
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than O-OOI mm. in all cases. The surrounding electrode was 
conned to the earthed pair of quadrants of a delicate electro- 
meter with suitable capacity added when necessary. By this 
means the electron currents flowing were measured when 
various accelerating and retarding potentials were applied be- 
tween the drops of alloy and the surrounding electrode. The 
result of a typical experiment, in which the cylindrical electrode 
an d COCl 2 were used, is shown in Fig. 35. In every case it 
was found that the currents were practically constant for all 
accelerating potentials greater than two or three volts. As a 
matter of fact Fig. 3 5 shows a small diminution with rising 



-*■« l/o Its 


Fig. 35. 


teiitial in this region but other tests showed a small increase 
mid s tiH others no change ; so that too much significance 
should not be attached to small changes of this order. On 
j.j ie other hand, with apparent accelerating volts less than 
bout two the currents decreased rapidly and approached the 
Voltage axis gradually at small retarding voltages. Similar 
current-voltage curves were obtained with chlorine and water 
vapour but with hydrochloric acid the effects were too small to 
make any satisfactory measurements. 

‘ it is to be remembered that the voltages shown in Fig. 

c are those measured on a voltmeter in parallel with the gap 
between the drops and the surrounding electrode. These will 
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t be the true operative potential differences cm account ot 
i considerable unknown contact difference ot potential which 
aot recorded by the voltmeter. This contact difference of 
tential has been determined by a photoelectric method, and 
is the position of the true zero on the voltage axis found, at 
: same time and under the same conditions as the chemical 
■rents were measured. The writer and K. T. Compton 1 
/e shown that if v 0 is the least frccjuency of light which will 
:ite photoelectric emission from any given metal surface, if 
is the voltage at which the current-voltage curve with 
mochromatic light of frequency v intersects the voltage axis, 
in the true zero on the voltage axis lies at the value V where 

e(V - VJ - 300. /i{v - v 0 ). 

is thus necessary to determine u {) and the value of for 
ne particular value of v in order to find V*. This has been 
ae by well-known methods and the result shows that; the 
e zero lies between the limits set by the two broken vertical 
*s which are o\i volt apart. If we take the true zero to lie 
/where within this region we see that;, broadly speaking, 
1 disregarding a little abnormality in the neighbourhood of 
o volts, the chemical currents are saturated for all acceler- 
ig voltages and show a rapid diminution for all retarding 
tages. It shares these features in common with small 
)toelectric currents and with small thermionic currents when 
disturbing effects due to the heating current are eliminated, 
iding further investigation it seems reasonable to attribute 
small abnormalities in the chemical current in the 
jhbourhoocl of zero volts to the operation of the self- 
ulsion of the electrons and to the other causes which have 
n found to give rise to similar effects in this region in the- 
rmionic case. 

The manner in which the current-voltage curves approach 
voltage axis on the retarding voltage side has been care- 
y examined and the evidence is quite definite that this 
roach is gradual as in the thermionic and not sharp as in 
photoelectric case. 


1 “ Phil. Mag.,” Vol. XXIV, p. 575 (xf JI2 ), 
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The shapes of the curves in the region of retarding voltage 
inables the distribution of energy among the emitted electrons 
o be ascertained. The number of emitted electrons having 
dnetic energies between u and u 4* du is found, within the 
imits of experimental error, to be of the form 


A 

k*T 2 


u 

e~kf udu , 


yhere A and (AT) are constants. If k is Boltzmann’s con- 
tant this is a Maxwell distribution for the molecules of a 
nonatomic gas at temperature T. For COCl 2 T is found to 
>e 3300° K. and for chlorine (less accurately) 4900° K. The 
:inetic energy of the emitted electrons is thus the same as if 
hey were in thermal equilibrium at the high temperature T. 
¥e have seen that recent results (p. 172) indicate that when 
lectrons are emitted thermionically from a metal they some- 
imes appear to have a distribution of energy which would 
gree with a Maxwell distribution for some temperature which 
5 higher than that of the metal. In spite of this I think it 
fould be unwise to conclude either that thermionic emission is 
aused by some very elusive kind of chemical action or that the 
ffects caused by these active gases on the alkali metals are 
\ reality secondary thermionic effects caused indirectly by 
he local rise of temperature due to the chemical action. The 
vidence against the former view is overwhelming and that 
gainst the latter is very strong. It appears from the experi- 
lental data, for example, that the chemical saturation currents, 
diich obviously are a measure of the rate of the chemical 
^action, can be increased 800 fold without any noticeable 
hange in the curves which express the energy distribution, 
t is inconceivable that an increase of some hundred-fold in 
he rate of chemical action would not affect profoundly the 
smperature attained. Various other conditions can be 
hanged, such as the size and rate of formation of the drops, 
without noticeably affecting the shapes of the velocity distribu- 
ion curves. It appears that the distribution is a fundamental 
roperty of the chemical reaction and not due to secondary 
henomena. 
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f this similarity in the distributions is substantiated on a 
:r and more detailed examination it seems likely that it 
be attributable to the common operation of the fundamental 
which govern both thermionic and chemical phenomena, 
as may be termed quantum dynamics. From such a 
d standpoint it is difficult to distinguish 1 between 
nionic, photoelectric, photochemical, and chemical actions, 
important to remember that the reaction here under in- 
gation is an irreversible one and it appears that even in 
a case the products of the reaction have an energy dis- 
ition appropriate to that of thermal equilibrium at some 
icular temperature. This result is, of course, only 
Dlished to the degree of accuracy of the experiments. 

Ionization of Gases by Heat. 

Fhere is no satisfactory a priori reason for expecting the 
ision of ions at a high temperature to be confined to 
:er in the solid and liquid states. It is, however, to be 
:ipated that the thermal ionization of gases will only be 
•eciable at the very highest temperatures, on account of the 
* value of the ionization energy of gases. This quantity, 
:h has been measured by experiments on impact ionization 
on photoelectric action, has in all cases been found to 
nuch greater than the energy changes governing the 
■ation of an ion in the phenomena which have been con- 
ned in this book. Up to the present there is no evidence 
purely thermal ionization has been observed in any of the 
moner gases. It seems likely that the ions present in 
es are to be attributed to the chemical actions occurring 
tr than to the direct effect on the gases of the high tem- 
ture which prevails. In the case of gases which have 
l heated in the presence of metal electrodes there is no 
tin evidence of the formation of ions except by interaction 
'een the gases and the electrodes or by emission from the 
:rodes themselves. 


* 0 . W. Richardson, “ Phil. Mag.,” Vol. XXVII, p. 476 (1914). 
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possible exception to these statements is furnished by 
; experiments made by J. J. Thomson 1 on sodium vapour, 
bund that when a current was made to pass between two 
rodes immersed in this vapour at about 300° C. metallic 
1m collected on the negative but not on the positive 
rode, indicating that sodium atoms in the vapour had 
iciated into an electron and a positive sodium ion. The 
omenon could also be accounted for if the bombardment of 
jositive electrode by electrons present made it hotter than 
negative electrode. The optical properties of sodium 
ur make it probable that it will dissociate, in the manner 
ated, below iooo 0 C. It is necessary to add that Thom- 
; experiments have been repeated by Fredenhagen 2 
out success ; and Dunoyer, 3 who has made very extensive 
riments on this point, concludes that the conductivity of 
im vapour below 400° C. is of the same order of magm- 
as that of the spontaneous ionization of gases at ordinary 
eratures. Campetti, 4 however, finds that a marked ioniza- 
of sodium vapour sets in at a little above 400° C. 
t is necessary also to make an exception in favour of salt 
urs. In the case of cadmium iodide the evidence of the 
*rence of ionization of the vapour is quite definite (p. 255) ; 
even in this case, the possibility that it arises by inter- 
n with the electrodes is not absolutely excluded. In any 
t the phenomena in salt vapours are probably complicated 
econdary chemical actions. 

l theory of the ionization of gases by heat following these 
ral lines has recently been elaborated by M. N. Saha 5 
has shown that it receives considerable support from 
:roscopic phenomena in the chromosphere and from other 
•physical data. 

1 “ Phil. Mag.,” Vol. X, p. 584 (1905). 

2 “ Phys. Zeits.,” Vol. XII, p. 398 (1911). 

3 “Ann. de Chimie et de Phys.,” Vol. XXVII, p. 494 (1912). 

4 “ Atti di Torino,” Vol. LIII, pp. 519, 608 (1918). 

5 “ Phil. Mag.,” Vol. XL, pp. 472, 809 (1920). 
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Nitrogen, -positive emission from pla- 
tinum in, 234, 235. 

Oxygen, positive emission from plati- 
num in, 230-34. 

Oxygen, theory of positive emission 
from platinum in, 232-34. 

Phosphorus, emission of ions due to 
action of platinum on, 303. 

Phosphorus, ionization due to oxidation 
of, 302-3. 

Photoelectric emission, 1 10-16, 312. 

Platinum, effect of gases on electron 
emission from,- 84, 117-32. 

Positive emission, decay with time, 
196-99, 25S-67, 295. 

Positive emission from fresh wires, 196* 
225, 228, 244-50. 

Positive emission from metals, effect of 
changing gas, 239-40. 

Positive emission from metals in gases, 
nature of the ions, 240-44. 

Positive emission from metals, revival 
of, 202-4. 

Positive emission from metals, variation 
with temperature, 205-6. 

Positive emission from salts, 251-99. 

Positive emission from salts, effect of 
gases on, 270-78, 295-97. 

Positive emission from salts, effect of 
impurities on, 278-84, 294-99. 


EMISSION ' OF ELECTRICITY FROM HOT BODIES 


tive emission from salts, tempera- 
ture variation, 267-70. 
tive emission from salts, time 
variation, 258-67, 295. 
tive emission, relative efficiency of 
different salts, 298-99. 
tive ions, emission of, by hot 
metals, 11, 24, 26, 196-225. 
tive ions from hot metals, effect of 
gases on liberation of, 226-50. 
tive ions from metals, charge of, 
219-20. 

tive ions from metals in gases, 
nature of, 240-44. 

tive ions from metals, kinetic energy 
of, 206-9 

tive ions from metals, nature of 
220 25. 

tive ions from metals, specific 
charge (e/m) of, 209-20. 
tive ions from salts, 251-99. 


ntum theory, 37-41. 

lection of electrons, 55, 59, 170. 
val of positive emission from 
metals, 202-4. 


rs, emission of ions by heated, 
251 - 99 . 

ration, attainment of, 22, 65-81, 
199-202, 256-58. 
r electricity, 4g. 

:e charge, 67. 

ific charge of electrons, 7. 


Specific charge of ions, 7, 2og-2o, 278- 

37. . . J 

Splashing, ionization due to, 301. 

Standard temperatures, 19-2 . 

Temperature of hot wires, measure- 
ment of, 16, 19. 

Temperature variation of electronic 
emission, 60-116. 

Temperature variation of positive emis- 
sion from metals, 205-6. 

Temperature variation of positive emis- 
sion from salts, 267-70. 

Temperatures, standard, 19-20. 

Theory of electron emission, 29-55, I0 3 > 
110-16, 123. 

Theory of ions, 4. 

Thermodynamical theory, 29-35, 51-55, 
no, 123-30, 228. 

Thomson effect, 34. 

Tubes, preparation of, 12. 

Tungsten, effect of gases on electron 
emission from, 132-41. 

Tungsten, emission of electrons from, 
in high vacua, 149-52. 

Vacuum, furnace, 13, 17. 

Variation with time, of emission from 
salts, 258-67, 295. 

Variation, with time, of positive emis- 
sion from metals, 196-99. 

Velocities of emitted electrons, 154-S0, 
313 . 

Velocities of emitted electrons, formulae 
for, 177-79. 

Velocities of emitted electrons, law of 
distribution of, 154 ff. 
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